' 



FM 1-563 



FUNDAMENTALS AND 

PROCEDURES OF 

AIRFRAME MAINTENANCE 



DISTRIBUTION RESTRICTION: Aproved for public release; distribution is unlimited 

HEADQUARTERS, DEPARTMENT OF THE ARMY 



*FM 1-563 

HEADQUARTERS 
FIELD MANUAL DEPARTMENT OF THE ARMY 

NO. 1-563 Washington, DC, 30 September 1991 

FUNDAMENTALS AND PROCEDURES OF AIRFRAME MAINTENANCE 

TABLE OF CONTENTS 

Page 

PREFACE vi 

CHAPTER 1. BASIC AIRCRAFT INFORMATION 

SECTION I. AERODYNAMIC FORCES 

FOUR FORCES AFFECTING AN AIRCRAFT 1-1 

ANGLE OF ATTACK 1-2 

AIRFOILSPEED 1-3 

AIR DENSITY 1-3 

AIRFOIL SHAPE 1-3 

SECTION II. MAIN STRUCTURAL UNITS 

STRUCTURE 1-3 

STRUCTURAL MEMBERS 1-3 

PRINCIPAL AIRFRAME PARTS (ROTARY-WING) 1-6 

PRINCIPAL AIRFRAME PARTS (FIXED-WING) 1-6 

CHAPTER 2. AIRCRAFT STRUCTURAL METALS 

SECTION I. PROPERTIES AND CHARACTERISTICS 

PROPERTIES OF METALS 2-1 

STRESS AND STRAIN FORCES 2-2 

SECTION II. METALS AND METALWORKING PROCESSES 

ALLOYING 2-3 

HEAT TREATMENT 2-3 

HOT WORKING 2-5 

COLD WORKING 2-6 

STEEL 2-7 

ALUMINUM AND ALUMINUM ALLOYS 2-10 

DISTRIBUTION RESTRICTION: Approved for public release; distribution is unlimited. 



*This publication supersedes FM 1-563, 24 June 1985. 



FM 1-563 



MAGNESIUM ALLOYS • • 2 " 19 

TITANIUM AND TITANIUM ALLOYS ** • * • • 2-22 

COPPER AND COPPER ALLOYS • ♦ * 2-26 

MONEL • 2-26 

INCONEL 2J2 * 

HARDNESS TESTING OFMETALS - 2-28 

CHAPTER 3. SHEET METAL TOOLS AND SHOP EQUIPMENT 

SECTION I. BASIC HAND TOOLS 

LAYOUT AND MEASURING TOOLS M 

HOLDINGTOOLS • ■ * * * * 3 " 10 

STRIKINGTOOLS - 3 " 13 

1-14 
CUTTING TOOLS • «........ - J 1H 

PUNCHES ■ * 

3-24 
SCREWDRIVERS . . . * ' 3 "* 

SECTION II. SPECIAL TOOLS AND DEVICES 

1-25 
BENCHPLATES ■ ' "^ 

. 3-25 
STAKES - 

SECTION IIL SHEET METAL SHOP EQUIPMENT 

NONPOWERED METAL-CUTTING MACHINES * S" 26 

POWERED METAL-CUTTING MACHINES ■ S" 29 

DRILLS AND DRILL PRESSES 3 " 31 

GRINDING AND SANDING MACHINES * 3 ' 33 

METAL-FORMING MACHINES . . • - ' • 3 " 35 

SHRINKING-AND-STRETCHING MACHINE .*. « ^ 41 

CHAPTER 4. ENGINEERING DRAWING AND BLUEPRINT READING 

.... 4-1 

TERMS ' 

4-1 

LINES 

.... 4-5 
SCALE * 

DRAWINGSIZE 

DIMENSIONING *~ S 

. . , . 4-8 

DRAWINGS ' ' 

4-13 

VIEWS ■ ...^ 

4-15 
BLUEPRINTS - ■ ■ 

MICROFILM AND MICROFICHE ^ 10 

CHAPTERS. FORMING 

SHAPING AIRCRAFT METALS • • • 5 ' 1 

MEASUREMENT TERMS 5 " 3 

BENDSORFOLDS < * ■< ♦ • * 5 "* 

PATTERNS OR TEMPLATES * 5 ' 10 



i 



FM 1-563 



SHRINKING AND STRETCHING ALUMINUM 5-14 

STRAIGHT-LINE BENDS 5-14 

FORMING BLOCKS 5-14 

FLANGED ANGLES , . 5-18 

CURVED FLANGED PARTS 5-19 

FORMING BY BUMPING 5-20 

JOGGLING 5-25 

RELIEVING STRESS 5-28 

CHAPTER 6. RIVETS, SPECIAL-PURPOSE FASTENERS, AND RESISTANCE WELDING 

SECTION I. SOLID-SHANK RIVETS 

TYPES 6-1 

IDENTIFICATION 6-1 

HEAT-TREATING ICEBOX RIVETS 6-5 

SELECTION . . . . . , . , 6-5 

INSTALLATION 6-7 

SECTION II. SPECIAL RIVETS 

TYPES 6-17 

MECHANICALLY EXPANDED RIVETS 6-18 

BULBED CHERRYLOCK RIVETS 6-21 

WIREDRAW CHERRYLOCK RIVETS 6-31 

CHERRYLOCK AND BULBED CHERRYLOCK INSTALLATION 6-31 

CHERRYLOCK INSPECTION 6-39 

TROUBLESHOOTING (CHERRYLOCK) 6-39 

RIVET REMOVAL (CHERRYLOCK) 6-42 

TOOL SELECTION (CHERRYLOCK) 6-43 

CHERRYMAX RIVETS 6-51 

CHERRYMAX TOOLING 6-51 

CHERRYMAX INSTALLATION 6-68 

CHERRYMAX INSPECTION 6-70 

TROUBLESHOOTING (CHERRYMAX) 16-70 

RIVET REMOVAL (CHERRYMAX) 6-70 

RIVNUTS 6-73 

HI-SHEAR RIVETS 61-75 

SECTION III. SPECIAL-PURPOSE FASTENERS 

HUCK LOCK BOLTS 6-76 

JO-BOLTS 6-84 

RESTRICTIONS 6-89 

ADVANTAGES 6-93 



lii 



FM 1-563 



CHAPTER 7. AIRCRAFT FASTENERS 

SECTION I. BOLTS 

COMPOSITION * 7-1 

IDENTIFICATION - ....-...., 7-1 

GRIPLENGTH ' * 7 " 2 

.... 7-2 
TYPES •" • • 

SECTION II. NUTS 

IDENTIFICATION ' * 7 " 3 

CODING ' 7 " 4 

TYPES AND APPLICATIONS 7 " 5 

SECTION III. WASHERS 

7-33 

PLAIN . ■ 

7-34 

OTHER * 

SECTION IV. BOLT AND NUT INSTALLATION 

BOLT HOLE SIZE TOLERANCES * 7 " 34 

TORQUE APPLICATION - 7 " 35 

TYPES AND DESCRIPTION 7-36 

IDENTIFICATION 7 " 38 

INSTALLATION 7 " 39 

. 7-39 
REMOVAL * ' 

2600- AND 2700-SERIES STUD ASSEMBLIES - • 7 " 44 

CHAPTERS AIRFRAME REPAIR 

BASIC PRINCIPLES 8 " X 

STRUCTURAL REPAIR 8 " 2 

GENERAL REPAIR PRACTICES 8 " 5 

DAMAGE REMOVAL AND FASTENER LAYOUT 8 ' 6 

PRIMARY (STRESSED) SKIN REPAIR 8 " 11 

LAYOUT PROCEDURES-SKIN REPAIR ■ • 8 " 12 

INTERNAL STRUCTURAL REPAIR ■ 8_23 

STRUCTURAL SEALING ox 

SANDWICH CONSTRUCTION 8-34 

CHAPTER 9. AIRCRAFT PLASTICS 

CHARACTERISTICS 9_1 

TYPES AND IDENTIFICATION . . • , « 9-1 

REPAIR TYPES AND PROCEDURES - * 9_1 

TRANSPARENT PLASTIC PANEL INSTALLATION * 9 " 3 

THERMOSETTING PLASTICS (REINFORCED FIBERGLASS) 9-3 



iv 



FM 1-563 



) CHAPTER 10. REBALANCING MOVABLE SURFACES 



STATICBALANCE W-l 

DYNAMIC BALANCE 10-1 

TERMS AND SYMBOLS 10-1 

SURFACE BALANCING OR REBALANCING PRINCIPLES 10-3 

SURFACE REBALANCING PROCEDURES 10-4 

GLOSSARY • • - Glossary-1 

REFERENCES , . . . ' * - Reference-1 

INDEX .... , lndtx-1 



FM 1-563 



PREFACE 

This manual is a training guide and basic reference manual on airframe maintenance and repair for airframe 

repairers. 
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CHAPTER 1 



BASIC AIRCRAFT INFORMATION 



This chapter contains basic aircraft information for 
aircraft structural repairers. A general knowledge of 
aircraft design, aerodynamic forces, aircraft struc- 
tural units and structural members, and their 
relationships to each other is essential to under- 
standing basic aircraft structural repair. 

Section I. Aerodynamic Forces 

Airframe repairers repair, fabricate, and modify 
aircraft structures. They need to know the names, 
locations, and purposes of all structural members 
and parts as well as methods and techniques for 
repairing them. Repairers should also know basic 
flight theory and aerodynamic principles and how a 
repair might affect them. The exterior surfaces of an 
aircraft, all of which are critical aerodynamically, 
must be repaired so that air will move over them as 
smoothly as possible. Repairers must ensure repairs 
are both structurally sound and aerodynamically 
smooth. 

FOUR FORCES AFFECTING AN AIRCRAFT 

Four forces affect an aircraft while it is on the ground, 
during takeoff and landing, and in flight: weight, 
thrust, drag, and lift. 

Weight 

Weight is the force exerted by an aircraft from the 
pull of gravity. It acts on the aircraft through its 
center of gravity. The magnitude of this force changes 
only when the gross weight of the aircraft changes. 

Thrust 

Thrust is the forward force produced by the engine 
through the propeller or, in jet engines, by the reac- 
tion of the exhaust gases. Thrust is the force that sets 
an aircraft in motion against the force of drag. Thrust 
overcomes the inertia of an aircraft to get it moving 
and the force of drag to keep it moving. 

Drag 

Inertia is that property of matter which causes an 
object to remain stationary or to move uniformly in a 
straight line until it is compelled to change direction 
by a force acting upon it. If an aircraft is set in motion 



by the force of thrust, it will continue moving in a 
straight line until another force is applied to stop it. 
This stopping force is the resistance of the air itself 
to an aircraft moving through it. This resistance from 
the air is the force called drag . 

Lift 

If weight, thrust, and drag were the only forces acting 
on an aircraft, it would continue moving down the 
runway until it ran out of runway or out of fuel. 
Therefore, a force is needed to overcome the pull of 
weight and allow the aircraft to leave the ground. 
This force, which works against the force of weight, 
is called lift. The wings supply lift to an aircraft. 

Airfoil 

An airfoil is any surface designed to create a reaction 
on itself from the air it passes through. Aircraft 
surfaces, such as propeller blades, wings, stationary 
and movable control surfaces, and even the fuselage, 
can all be considered airfoils. However, the term 
airfoil is usually applied to the wings. Cross sections 
of wings or airfoils appear in Figures 1-1 through 1-4. 
The front edge of a wing is called the leading edge ; 
the rear is called the trailing edge. The chord of a 
wing is the distance from the leading edge to the 
trailing edge. Chord is represented by a straight line 
called the chordline . The curve or departure from 
this straight line taken by the shape of the wing is 
known as the camber . Ifthe surface is convex (outward- 
curving), the camber is positive (Figure 1-2). If the sur- 
face is concave (hward-curving), the camber is negative 
(Figure 1-3). The upper surface of an airfoil always 
has positive camber. The lower surface usually has 
positive camber, but it can have zero (no curve) 
camber (Figure 1-4). 
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Figure 1-1. Cross section of a wing 
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Figure 1-2. Wing with positive camber 




Figure 1-3. Wing with negative camber 




Figure 1-4. Wing with zero camber 
Bernoulli's Principle 

In the eighteenth century, a Swiss physicist, Bernoulli, 
discovered as the speed of air moving over a surface 
increases, pressure on the surface decreases propor- 
tionately. This principle applies to the flight of an 
aircraft in the following manner. As movement 
starts, the mass of air molecules at the leading edge 
of the airfoil divides. Because the distance across the 
upper surface is greater than that across the relatively 
flat bottom surface, air molecules that pass over the 
top must travel faster than those moving across the 
bottom in order to meet at the same time along the 
trailing edge. The faster airflow over the wing creates 
a lower pressure above it than below it (Figure 1-5). 




Figure 1-5. Air pressure on airfoil 

The greater pressure below the wing tends to push 
into the lesser pressure above it (lift). Lift will persist 
as long as air continues to pass over the airfoil. When 
enough air is moving, the lift will match the weight of 
the airfoil and all its attached portions and will then 
support the entire aircraft. As air moves even faster 
across the wing, lift will exceed weight and the 
aircraft will rise. Not all the air that an airfoil meets 



is used in lift. Some of the air creates resistance 
(drag) and hinders forward motion. Lift and drag, 
the two forces into which air resistance is converted, 
depend on the angle of attack, the speed of the airfoil, 
air density, and the shape of the airfoil or wing. 

ANGLE OF ATTACK 

The term, angle of attack, represents the acute angle 
between the chord of an airfoil and the direction of 
its motion relative to the air (Figure 1-6). Motion 
relative to air, or relative wind, is the direction of 
moving air in relation to the wing or airfoil. 



CHORD 

TRAILING 
EDGE 




ANGLE OF ATTACK 



Figure 1-6. Angle of attack. 

As the angle of attack increases, lift and drag increase 
along with it up to a certain point known as the critical 
angle of attack (Figure 1-7). At this point the wing 
suddenly loses lift although drag continues to in- 
crease. As a result, the aircraft stalls. Stalling is 
caused by turbulence, which is created by eddies of 
air (burbling) that break up the pattern of relative 
wind on the upper surface of the wing. 




Figure 1-7. Critical angle of attack 

When the critical angle is reached, air no longer 
clings to the top of the wing and turbulence slows the 
speed of the relative wind and increases pressure 
above the wing. When pressure above and below the 
wing becomes equal, the wing loses lift. At this point, 
the aircraft stalls. Wings and horizontal stabilizers 
are usually attached with a built-in angle of attack 
known as the angle of incidence . When the fuselage 
is level longitudinally, the angle of incidence is 
measured between the chord of the wing and its 
horizontal plane. 
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AIRFOIL SPEED 

As the speed of the airfoil moving through the air 
increases, the difference in pressure between the 
upper and lower relative wind layers also increases. 
Thus, lift increases as speed increases but not in 
direct proportion to it. 

AIR DENSITY 

Air density at 18,000 feet is only about half its density 
at sea level. Because air becomes thinner as altitude 
increases, any aircraft flying at high altitude must 
increase speed to maintain level flight. Aircraft flight 
is also affected by temperature because air density is 
reduced as air temperature rises. 

AIRFOIL SHAPE 

The shape of an airfoil affects lift in many ways. Up 
to a certain point the greater the camber or curva- 
ture, the greater the lift. An airfoil with a smooth 
surface has more lift in relation to drag than one with 
a rough surface. A rough surface produces tur- 
bulence, which reduces lift and increases drag. 

Section II. Main Structural Units 

An aircraft is constructed of many parts that are 
either riveted, bolted, screwed, bonded, or welded 
together. Because these parts make up the structure 
of the aircraft, they are called structural members . 
Many of them can be grouped into several units or 
assemblies; these combined units are often called the 
aircraft structure or the airframe . Repair and main- 
tenance of structural members is called airframe 
maintenance or repair . To deal with the problems of 
airframe repair intelligently and effectively, airframe 
repairers must have a clear understanding of the 
location, construction, and purpose of the aircraft's 
various structural units. 

STRUCTURE 

The monocoque type of construction (Figure 1-8) is 
like a shell in which the skin carries the major stresses 
and functions as the main part of the airframe. The 
strength required in construction depends on the 
power rating, speed, maneuverability, and design of 
the aircraft. In full-monocoque-type construction, 
formers, frame assemblies, and bulkheads provide 
shape, but the skin carries the primary stresses. 
However, this type is seldom used because of its 
limited load-carrying capacity. To overcome the 
strength-versus-weight problem inherent in full 
monocoque construction, additional classes or 



modifications were developed— semimonocoque, 
reinforced-shell construction, box beam, etc. All 
present-day Army helicopters and airplanes use one 
or the other of these classes of construction. The 
semimonocoque type (Figure 1-9) has vertical reinforce- 
ments with the skin being reinforced by longitudinal 
members called stringers . All of these variations have 
the skin reinforced by a complete framework of struc- 
tural members (Figure 1-10). 




Figure 1-8. Monocoque-type construction 
STRUCTURAL MEMBERS 
Bulkheads, Frame Assemblies, and Formers 

Bulkheads, frame assemblies, and formers (Figure 1-11) 
serve a dual purpose. They give cross-sectional shape 
to the fuselage, and they add rigidity and strength to the 
structure. Their shape and size vary considerably 
depending on their function and position in the 
fuselage. Formers are the lightest. They are used 
primarily for fillings or skin attachments between the 
larger members. Frame assemblies are the most 
numerous and important members in the fuselage. 
When frame assemblies are used to separate one 
section of the fuselage from another, they are called 
bulkheads . Heavier than formers, they are equipped 
with doors or other means of access. 




Figure 1-9. Semimonocoque-type 
construction 
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Figure 1-10. Variations of semimonocoque construction 



FORMER 




Figure 1-11. Airframe structural members 
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Stringers and Longerons 

Stringers and longerons are the main lengthwise 
members of the fuselage structure. The longeron is 
fairly heavy. Several longerons usually run the full 
length of the fuselage. They hold the bulkheads and 
formers which, in turn, hold the stringers. The 
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stringers are smaller, lighter, and weaker than the 
longerons. They have some rigidity and are the struc- 
tural members that "string" or join together the skin and 
vertical structural members. Longerons, bulkheads, 
formers, and stringers are all joined together to form a 
rigid fuselage framework (Figure 1-12). 




LONGERON 
(TYPICAL EXTRUSION) 




HAT SECTION 
(TYPICAL FORMED) 




STRINGER 
(TYPICAL FORMED) 




Figure 1-12. Rigid fuselage framework 
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PRINCIPAL AIRFRAME PARTS (ROTARY- 
WING) 

Fuselage 

The fuselage of a typical helicopter has two main 
sections, the cabin and the tail cone or tail boom 
(Figure 1-13). The cabin section contains passenger 
or cargo compartments with space for crew, pas- 
sengers, cargo, fuel, oil tanks, controls, and power 
plant. Multiengine helicopter are an exception; their 
power plants are mounted internally or externally in 
separate engine nacelles (see discussion of nacelles 
below). The tail cone section and landing gear are 
attached to the cabin section in such a manner that 
they can be inspected, removed, repaired, and 
replaced when necessary. The cabin is strong 
enough at the points of attachment to withstand the 
forces involved in flying and landing. Size and con- 
struction of cabin compartments vary with different 
types of helicopters. The tail cone section attaches 
to the cabin and supports the tail rotor, tail rotor 
drive shafts, and stabilizer (Figure 1-14). 



Main and Tail Rotor Blades 

The rotor blades are rotary airfoil surfaces. Main 
rotor blades provide the lift that the helicopter needs 
for flight. Tail rotor blades compensate foe the 
torque created by the rotation of the main rotor 
blades. A typical rotor blade has a leading edge spar, 
a trailing edge, balance plates, root and tip fairings, 
and a cuff attachment point. The leading edge spar 
is the main supporting member. The trailing edge 
consists of ribs and pockets attached to the leading 
edge spar with adhesive bonding. Figures 1-15 and 
1-16 illustrate typical construction features of main 
and tail rotor blades. 
PRINCIPAL AIRFRAME PARTS (FIXED-WING) 

Fuselage 

The fuselage is the main structural unit of any 
airplane. Other structural units are directly or 
indirectly attached to it (Figure 1-17). The outline 
and general design of the aiselage are much the same 
in all types of airplanes. Various designs have been 




Figure 1-13. Cabin and tail cone sections 




Figure 1-14. Stabilizer 



developed that successfully meet the many different 
requirements for mission performance. The best 
features of these designs are incorporated in the 
latest airplanes. Airplanes differ in the size and con- 
struction of the different compartments. On single- 
engine military airplanes, the fuselage houses the 
power plant, the personnel, and the cargo. On most 
multiengine airplanes, power plants are housed in 
compartments called nacelles, which are either built 
into the wings or suspended in pods from the wings 
or fuselage, Fuselage design varies with the manufac- 
turer and the requirements of the service for which it 
is intended. The basic internal structures of 
airplanes are the same as for helicopters. 
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Figure 1-15. Main rotor blade construction (basic) (metal spar) 
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Figure 1-16. Tail rotor blade construction 
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1. FUSELAGE 

2. EMPENNAGE 

3. NACELLES 

4. WINGS 



Figure 1-17. Principal airframe parts 



Nacelles 

Nacelles (Figure 1-18) are enclosed, streamlined 
structures used on multiengine aircraft primarily to 
house the engines. Nacelle design, like that of 
fuselages, depends partly on the manufacturer and 
partly on intended use. On twin-engine airplanes 
nacelles also house the main landing gear and related 
equipment Fundamentals of nacelle repair are es- 
sentially the same as for fuselage repair, regardless 



of whether the nacelle houses a piston-type 
reciprocating engine, a jet engine, landing gear, 
cargo, or personnel The nacelle's construction, 
whether of the monocoque or semimonocoque type, 
must be strong; its weight must be kept to a minimum; 
and its exterior must be aerodynamically suited to its 
position on the airplane. As in the fuselage, airframe 
maintenance on the nacelle involves the skin, 
formers, bulkheads, rings, and longerons. 



STRINGERS 




IULKHEAO 



Figure 1-18. Multiengine-type nacelle with cross section 
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Wings 

The wings of an airplane are airfoils designed to give 
lifting force when the airplane moves forward rapidly 
through the air. The wing design of any airplane 
depends on a number of factors, such as the plane's 
size, weight, and intended use, desired in-flight and 
landing speeds, and rate of climb. The wing tip may 
be square, rounded, or even pointed. Both leading 
and trailing edges may be straight or curved, or one 
edge may be straight and the other curved. Also, one 
or both edges may be tapered so that the wing is 
narrower at the tip than at the root where it joins the 
fuselage. Many types of modern airplanes have 
swept-back wings. The wings of military airplanes 
are usually of cantilever construction; that is, they are 
built so that they need no external bracing. With few 
exceptions wings of this design are of the stressed- 
skin type. This means that the skin is part of the wing 
structure and carries part of the wing stresses. 

Types of Wing Design 

In general, wing construction is based on one of three 
fundamental designs — monospar, multispar, and box 
beam. Various slight modifications of these designs 
may be adopted by different manufacturers. 

Monospar. The monospar wing (Figure 1-19) uses 
only one main longitudinal member in its construc- 
tion. Ribs or bulkheads provide the necessary con- 
tour or shape to the airfoil. Wmgs of the strict 
monospar type are not in common use. However, 
this type of wing design is often modified by adding 
false spars or light shear webs along the trailing edge 
as support for the control surfaces. 




Figure 1-19. Monospar wing 

Multispar. The multispar wing (Figure 1-20) uses 
more than one main longitudinal member in its con- 
struction. Ribs or bulkheads are often included to 
give contour to the wing. This type of construction, 
or a modification of it, is used in lighter types of 
airplane. 



FRONT SRAR 

REAR SPAR 
AUXILIARY SRAR 




STRINGERS 



Figure 1-20. Multispar wing 

Box beam. The box beam wing (Figure 1-21) uses 
two main longitudinal members with connecting 
bulkheads to provide additional strength and give 
contour to the wing. A corrugated sheet may be 
placed between the bulkheads and the smooth outer 
skin to enable the wing to carry tension and compres- 
sion loads better. In some cases heavy longitudinal 
stiffeners are substituted for the corrugated sheets, 
or a combination of corugated sheets on the upper 
surface of the wing and stiffeners on the lower surface 
is used. 





_ \ jBak — 
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Figure 1-21. Box beam wing 

Internal Construction 

The main structural components of a wing are the 
spars, the ribs or bulkheads, and the stringers or 
stiffeners (Figure 1-22). These structural parts are 
riveted or bonded together. 



FRONT SPAR 
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Figure 1-22. Internal wing construction 
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Spars and stiffeners. Spars are the principal struc- 
tural members of the wing. They correspond to the 
longerons of the fuselage. Spars run parallel to the 
lateral axis or toward the wing tip. They are usually 
attached to the fuselage by wing fittings, plain 
beams, or part of a truss system. The I-beam type 
of spar construction consists of a web and cap 
strips (Figure 1-23). The web is the portion of the 
I-beam that is between the cap strips. Cap strips are 
extrusions, formed angles, or milled sections to which 
the web is attached. They carry the loads caused by 
the wing's bending and also provide a foundation for 
attaching the skin. Stiffeners give the spar structure 
additional strength. They may be either beads 
pressed into the web or extrusions of formed angles 
riveted vertically or diagonally to the web. 



STIFFENED 




— — - CAP STRIP 

L —WEB 

^^S*— CAP STRIP 



Figure 1-23. Spar design 

Ribs. Ribs are the crosspieces that make up the 
framework of a wing. They run from the leading edge 
toward the trailing edge (front to rear). Ribs give the 
wing its contour or shape and transfer the load from 
the skin to the spars. Ribs are also used in ailerons, 
elevators, fins, and stabilizers. There are three 
general types of rib construction: reinforced, truss, 
and formed (Figure 1-24). Reinforced and truss ribs 
are relatively heavy compared to formed ribs and are 
located only at points of greatest stress. Formed ribs 
are located in many places throughout the wing. The 
construction of reinforced ribs is similar to that of 
spars; it consists of upper and lower cap strips joined 
together by a web plate. The web is reinforced 
between the cap strips by vertical and diagonal 
angles. Reinforced ribs are much more widely used 
than truss ribs. The latter consist of cap strips rein- 
forced only by vertical and diagonal cross members. 
Formed ribs are made of reformed sheet metal and 
are very lightweight. The bent portion of a formed 
rib is known as the flange ; the vertical portion is 
called the web . The web is generally constructed 



with lightening holes and beads formed between the 
holes (Figure 1-25). Lightening holes lessen rib 
weight without decreasing strength. Lightening hole 
areas are made rigid by flanging the edges of the 
holes. Beads stiffen the web portion of the rib. 



(gfi 


BIS 


jp5i 1 5 » !_* 


75 3a 


■ 


sLM 


FORMED RIB 


^J7^ ^> — *^ 






( 


REINFORCED RIB 


®£A 


TRUSS RIB 



Figure 1-24. Types of rib? 




Figure 1-25. Lightening holes 

Empennage 

The tail section of an airplane is called the empen- 
nage (Figures 1-26, 1-27). It includes the aft end of 
the fuselage or booms, rudders, elevators, stabilizers, 
and trim tabs. The empennage includes the 
airplane's stabilizing units, which comprise the verti- 
cal and horizontal airfoils located at the rear of the 
fuselage. The fixed vertical surface is called the vertical 
stabilizer or fin; the fixed horizontal surface is called the 
horizontal stabilizer . The vertical stabilizer or fin serves 
to maintain the airplane's directional stability in flight 
about its vertical axis. On single-engine, propeller- 
driven airplanes the vertical fin is sometimes offset in 
relation to the centerline of the fuselage. This 
provides directional stability by compensating for the 
torque or twist caused by the engine propeller. The 
vertical fin is also the base or anchorage for attaching 
the rudder. The horizontal stabilizer provides 
stability about the airplane's lateral axis and also 
serves as a base or anchorage for attaching the 
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elevators. As with the wings, there are many varia- 
tions in size, shape, and number of component parts 
in the empennage and also in its placement in relation 
to the fuselage. In many respects the empennage has 
the same construction features as the wings. It is 
usually all-metal with a cantilever design. Both 
monospar and multispar construction are common. 
Ribs give shape to the cross section. Fairing stream- 
lines the angles formed between these surfaces and 
the fuselage. 




Figure 1-26. Empennage 



Flight Control Surfaces 

These surfaces may be divided into three groups: 
primary, secondary, and auxiliary. Primary flight 
control surfaces are directly attached to the empen- 
nage and are movable. Secondary surfaces are 
hinged on other movable surfaces and are themselves 
movable. Auxiliary surfaces are attached to non- 
movable surfaces of the aircraft. Primary control 
surfaces include ailerons, elevators, and the rud- 
der. They control the airplane about all three 
axes: lateral, longitudinal, and vertical. 
Ailerons are attached to the trailing edge of both 
the right and left sections of the airplane's two 
wings. Elevators are attached to the trailing edge of 
the horizontal stabilizer, and the rudder is attached 
to the trailing edge of the vertical stabilizer. 

Secondary control surfaces include trim tabs and 
spring tabs. Their purpose is to trim the airplane in 
flight or reduce the force required to activate the 
primary control surfaces. Trim tabs and spring tabs 
are small airfoils recessed into the trailing edges of 
the primary control surfaces. 
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Figure 1-27. Empennage construction 
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Auxiliary control surfaces include wing flaps, speed 
brakes, slats, and spoilers. Their purpose is to reduce 
landing speed or shorten the length of the landing roll 
and change the airplane's speed in flight. 

The construction of flight control surfaces is similar 
to that of the wings. They are usually made of an 
aluminum alloy. They form a structure built around 
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a single spar member or torque tube. Ribs are fitted 
to the spar at the leading and trailing edges and are 
joined together with a metal strip. In most cases the 
ribs are formed from flat sheet stock. They are not 
solid but contain punched lightening holes, which 
saves weight without reducing strength. 
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CHAPTER 2 



AIRCRAFT STRUCTURAL METALS 



Army aircraft are constructed primarily of metal 
alloys selected for their strength-to-weight ratio, lb 
increase their strength, they are heat-treated and 
formed to various shapes. To select materials for 
Army aircraft repairs, airframe repairers must un- 
derstand the properties and characteristics of metals 
and alloys and metalworking processes. For addi- 
tional information on metals, refer to TM 43-0106. 

Section I. Properties and Characteristics 

PROPERTIES OF METALS 

Metallurgists have been working for over 50 years to 
improve metals used in aircraft construction and 
repair. Each type of metal or alloy has certain 
properties and characteristics that make it 
desirable for a particular use; however, it may have 
other undesirable qualities. The metallurgists job 
is to build up the desirable qualities and tone down 
the undesirable ones. This is done by alloying (com- 
bining) metals and by various heat-treating processes. 
Airframe repairers need not be metallurgists, but it 
is to their advantage to have a general knowledge of 
the properties involved in developing metals and 
alloys. They should be familiar with certain metallur- 
gical terms used in describing these physical proper- 
ties and characteristics. 

Hardness 

This is a metaFs ability to resist abrasion, penetration, 
cutting action, or permanent distortion. Hardness 
can be increased by working the metal and, for steel 
and certain aluminum alloys, by heat treatment and 
cold working. Structural parts are often formed from 
metals in their soft state, lb harden them, they are 
then heat-treated to retain the finished shape. Hard- 
ness and strength are closely associated properties in 
metals. 

Brittleness 

This allows metal to tolerate only a little bending or 
deformation without shattering. A metal that is brit- 
tle may break or crack without changing shape. Be- 
cause structural metals often receive sudden blows, 
brittleness is not a desirable property. Cast iron or 
cast aluminum and very hard steel are brittle metals. 



Malleability 

A malleable metal can be hammered, rolled, or 
pressed into various shapes without cracking, break- 
ing or other detrimental effects. Sheet metal that is 
worked into curved shapes, such as cowling, fairings, 
and wingtips, must be malleable. Copper is an ex- 
ample of a malleable metal. 

Ductility 

This enables a metal to be permanently drawn, bent, or 
twisted into various shapes without breaking. Metals 
used in making wiring and tubing must be ductile. Such 
metals are preferred for aircraft use because they are 
easy to form and resist failure when subjected to sudden 
blows. For these reasons, highly ductile aluminum 
alloys are used for cowl rings, fuselage, wing skin, and 
formed or extruded parts, such as ribs, spars, and 
bulkheads. Chromemolybdenum steel is easily 
formed into desired shapes. 

Elasticity 

This enables a metal to return to its original shape 
when the force causing the shape to change is 
removed. Elasticity is necessary because it is not 
desirable for a part to be left permanently distorted 
after an applied load is removed. Each metal has a 
point known as the elastic limit beyond which it 
cannot be loaded without causing permanent distor- 
tion. In aircraft construction, members and parts are 
designed so that the maximum loads to which they 
might be subjected will never stress them beyond 
their elastic limits. Spring steel is an elastic metal. 

Toughness 

A material that has toughness withstands tearing or 
shearing and can be stretched or otherwise deformed 
without breaking. Therefore, toughness is desirable 
in aircraft metals. 

Conductivity 

This enables a metal to carry heat or electricity. Heat 
conductivity is important in welding because it 
governs the amount of heat required for proper 
fusion. To a certain extent, the metal's conductivity 
determines the type of jig used to control expansion 
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and contraction. In aircraft, electrical conductivity 
must also be considered, along with bonding, to 
eliminate radio interference. Metals vary in then- 
capacity to conduct heat and electricity. For example, 
copper is a good conductor of both heat and 
electricity. 

Fusibility 

This is the ability of a metal to become liquid when 
heat is applied to it. Metals are fused in welding. 
Steels fuse at about 2500T (1371°C), and aluminum 
alloys fuse at about 1100°F (593°C). 

Density 

This is the weight of a unit volume of a given material. 
In aircraft work, the actual weight of a material per 
cubic inch is used to determine the weight of a part 
before manufacture. To maintain the proper weight 
and balance of the aircraft, density should be con- 
sidered when choosing a material to be used in the 
design of a part. 

Contraction and Expansion 

These are reactions produced in metals after heating 
or cooling. A high degree of heat applied to a metal 
causes it to expand or become larger. Cooling hot 
metal shrinks or contracts it. Contraction and expan- 
sion affect the design of welding jigs and castings and 
the tolerances needed for hot-rolled material. 

Strength 

This is the ability of a metal to hold loads (or forces) 
without breaking. Strength sums up many of the 
desirable qualities of metals. Strength with tough- 
ness is the most important combination of properties 
a metal can have. Metals with this combination are 
used in vital structural members that may become 
overloaded in use. 

STRESS AND STRAIN FORCES 

Stress and strain must be included in any discussion 
of the properties and characteristics of metals. Stress 
is a force exerted upon a body. It is measured in 
terms of force per unit area, the force being ex- 
pressed in pounds and the unit area in square inches; 
that is, in pounds per square inch. Stress may take 
the form of compression, tension, torsion, bending, 
shearing loads, or a combination of two or more of 
these forces. All parts of an aircraft are subjected to 
stresses. Strain refers to the condition of a part when 
it fails to return to its original form after undergoing 



stress. The various stresses that act on parts of an 
aircraft while in flight determine the metals that are 
used in construction and repair. 

Compression 

This is the squeezing or crushing effect produced 
on a material by two forces pushing against it and 
towards each other along the same straight line 
(Figure 2-1). For example, the landing struts of an 
aircraft are under compression when landing and, to 
a lesser extent, when supporting the aircraft's weight 
as it rests on the ground. 

Torsion 

This is the action of a material or part when twist- 
ing force in one direction is exerted on it from the 
opposite direction (Figure 2-1). The force that 
produces torsion is torque. 

Tension 

This is the pulling apart or stretching effect produced 
by two forces pulling in opposite directions along the 
same straight line (Figure 2-1). For example, the 
cables of a control system are placed under tension 
when the controls are operated. 
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Figure 2-1. Examples of stress and strain 

This is a combination of tension and compression. 
The inside curve of the object being bent is under 
compression and the outside curve is under tension 
(Figure 2-1). For example, the main spars of the main 
rotor blades are subject to bending. The blades 
droop while the rotor head is at rest and bend upward 
when rotating. 
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Shear 

This is the stress exerted when two pieces of metal 
fastened together are separated by sliding one over 
the other in opposite directions (Figure 2-1). The 
stress cuts off a bolt or a rivet like a pair of shears and 
tension. Any part being bent is subject to internal 
shear, as is the skin of sheet metal structures. 

Section II. Metals and Metalworking Processes 

ALLOYING 

An alloy is defined as a metallic substance that 
contains more than one chemical element. This 
definition is logically incorrect because no metallic 
element can be obtained in a condition of absolute 
purity. Also, if the definition were applied strictly, all 
nominally pure metal would be classified as alloys. 
But the definition is acceptable if it is understood that 
when dealing with nearly pure metals there is no 
sharp dividing line between an impure metal and an 
alloy. Most alloys consist essentially of two or more 
metallic elements. Nonmetallic elements may also be 
present, notably carbon, nitrogen, oxygen, phos- 
phorus, and sulfur. These are often accidental im- 
purities introduced from the original metal or during 
production of the alloy. However, in some cases, 
such as carbon in steel or cast iron, the nonmetallic 
element is an essential component, which by its 
presence determines the alloy's properties. 

Industrial Alloys 

These are classed as either ferrous (iron base) or 
nonferrous. The ferrous alloys, which have iron as 
their main component, are the larger group. The 
most important ferrous alloys are iron and carbon; 
however, if the carbon content is less than 0.13 per- 
cent by weight, they are known as steels . The terms 
alloy steel and special steel are used to describe 
steels in which metals other than iron are present 
in relatively large amounts. One such steel is stain- 
less steel, which contains chromium and nickel. 
The nonferrous alloys include those with copper, 
which have been known since the Bronze Age, The 
brasses are essentially alloys of copper and zinc, 
with the copper content usually varying between 57 
and 70 percent by weight. The bronzes are essentially 
alloys of copper with 5 to 10 percent tin by weight. The 
expansion of the aircraft industry has led to the 
development of light alloys, of which the most impor- 
tant are aluminum and magnesium. The increasing 
speed of flight has resulted in a wide and growing use 



of titanium and titanium-base alloys, which have a 
melting point considerably higher than those of 
aluminum or magnesium alloys. 

Preparing Alloys 

The most common way of doing this is by melting 
together the component metals. If the melting point 
of the metals differs widely or if one metal is relatively 
very reactive, it may be convenient to first prepare a 
master alloy, portions of which are then melted with 
the remaining metals. Depending on the nature of 
the alloy, the melting process may be carried out in 
gas-, coke-, or oil-fired furnaces. Electrical heating 
by resistance, induction, or arc-melting methods is 
also used. A few alloys are prepared directly where 
the metals are extracted from their ores. Thus, pig 
iron is prepared by reducing iron ore in the blast 
furnace, and steels are prepared by further purifying 
the pig iron. Alloys may also be prepared by mixing 
finely divided powders of the component metals and 
compacting the mixture under high pressure, fol- 
lowed by removing the impurities. 

HEAT TREATMENT 

Heat treatment involves the controlled heating and 
cooling of metals in the solid state. Its purpose is to 
change a mechanical property or combination of 
mechanical properties so that the metal will be more 
useful, serviceable, and safe for a specific purpose. 
Heat-treating a metal can make it harder, stronger, 
and more resistant to impact. It can also make a metal 
softer and more ductile. No single heat-treating opera- 
tion can produce all of these characteristics; in fact, it 
often improves some properties at the expense of 
others. For example, in being hardened a metal may 
become brittle. The various heat-treating processes 
are similar in that they all involve the heating and 
cooling of metals. However, they differ in the 
temperatures to which the metal is heated, its rate of 
cooling, and the final result. 

'Types of Heat Treatment 

The most common types of heat treatment for ferrous 
metals are hardening, tempering, annealing, nor- 
malizing, and case hardening. Most nonferrous me- 
tals can be annealed, and many can be hardened. 
With nonferrous metals, the latter process is 
referred to as heat treatment, not hardening. 
However, only one nonferrous metal, titanium, can 
be case-hardened, and none of them can be 
tempered or normalized. 
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Hardening 

For most steels, this consists of heating the steel to 
the correct temperature and then cooling it rapidly 
by plunging the hot steel into oil, water, or brine. 
Although most steels must be cooled rapidly for 
hardening, a few may be cooled down at room 
temperature. Hardening increases the hardness 
and strength of the steel but makes it less ductile. 
Many nonferrous metals can also be hardened and 
increased in strength by heating them to the proper 
temperatures and then cooling them rapidly. 

Tempering 

After the hardening treatment, steel is often harder 
than necessary and too brittle for most practical uses. 
In addition, severe internal stresses are set up during 
the rapid cooling from the hardening temperature. 
To relieve internal stresses and reduce brittleness, 
steel is tempered after being hardened. Tempering 
consists of heating the steel to a certain temperature 
(below the temperature at which it was hardened), 
holding the metal at that temperature for the required 
length of time, and then cooling it, usually in a draft-free 
room. The resulting strength, hardness, and ductility 
depend on the temperature to which the steel is 
heated during the tempering process. 

Annealing 

In general, annealing is the opposite of hardening. 
Metals are annealed to relieve their internal stresses, 
soften them, make them more ductile, and refine 
their grain structures. Annealing consists of heating 
the metal to the proper temperature for the required 
length of time, and then cooling it back to room 
temperature- The rate at which the metal is cooled 
from the annealing temperature varies greatly. To 
make steel as soft as possible, the metal must be 
cooled very slowly; for example, by burying the hot 
part in sand, ashes, or some other substance that does 
not conduct heat readily or by shutting off the furnace 
and allowing the furnace and the part to cool 
together. The former method is called packing; the 
latter is called furnace cooling . 

Normalizing 

This treatment applies to ferrous metals only. Normaliz- 
ingconsists of heating the part to the proper temperature, 
holding it at that temperature until it is uniformly heated, 
removing it from the furnace, and cooling it at room 
temperature, Steel parts are normalized to relieve the 



internal stresses set up by machining, forging, 
bending, or welding. 

Case Hardening 

This treatment produces a hard, wear-resistant sur- 
face or case over a strong, tough core. The principal 
forms of case hardening are carburizing, cyaniding, 
and nitriding. 

Principles of Heat Treatment 

Internal Structure of Metals 

The results of heat treatment depend mainly on the 
structure of the metal and how it changes when 
heated and cooled. A pure metal cannot be har- 
dened by heat treatment because its structure 
changes little when heated. On the other hand, 
most alloys respond to heat treatment because their 
structures change with heating and cooling. Alloys 
are solid solutions, mechanical mixtures, or a com- 
bination of both. When an alloy is a solid solution, 
the elements and compounds that make up the alloy 
are absorbed, one into the other, in much the same 
way as salt is dissolved in a glass of water. Their 
components cannot be identified even under a micro- 
scope. When two or more elements or compounds 
are mixed but can be identified by microscopic 
examination, a mechanical mixture is formed. A 
mechanical mixture can be compared to the mixture 
of sand and gravel in concrete, where the sand and 
gravel are both visible. Just as the sand and gravel 
are held together and kept in place by the matrix of 
cement, so the other components of an alloy are 
embedded in the matrix formed by the base metal. 
An alloy that is in the form of a mechanical mixture 
at ordinary temperatures may change to a solid solu- 
tion when heated. When cooled back to normal 
temperature, the alloy may return to its original struc- 
ture, remain a solid solution, or form a combination 
of a solid solution and mechanical mixture. An alloy 
consisting of a combination of a solid solution and 
mechanical mixture at normal temperatures may 
change to only a solid solution when heated. When 
cooled, the alloy may remain a solid solution, 
return to its original structure, or form a combina- 
tion solution. 

Changes in Steel During Heating and Cooling 

The internal structure of a ferrous metal is changed 
by heating it to a temperature above its critical point, 
holding it at that temperature long enough for certain 
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internal changes to occur, and then cooling it to air 
temperature under predetermined and controlled 
conditions. At ordinary temperatures, the carbon in 
steel is in the form of particles of iron carbide scat- 
tered throughout an iron matrix known as ferrite . 
The number, size, and distribution of these particles 
determine the hardness of the steel. At high 
temperatures, the carbon is dissolved in the iron 
matrix in the form of a solid solution called austenite 
and the carbide particles appear only after the steel 
has been cooled. If cooling is slow, the carbide par- 
ticles are usually coarse and few. In this condition 
the steel is soft. If the cooling is rapid, the carbon 
precipitates as a cloud of very fine carbide particles, 
and the steel is hard. Heat treatment of steel is based 
on the fact that carbide particles can be dissolved in 
austenite. The temperatures at which this transfor- 
mation takes place are called the critical points . 
They vary with the composition of the steel. The 
element that normally has the greatest influence on 
the desired characteristics is carbon. 

HOT WORKING 

Almost all steel is hot-worked from the ingot into 
some form from which it is either hot- or cold-worked 
to the finished shape. When an ingot is stripped from 
its mold, its surface is solid but the interior is still 
molten. The ingot is then placed in a soaking pit that 
retards loss of heat, and the molten interior gradually 
solidifies. After soaking, the temperature is equalized 
throughout, and the ingot is reduced to intermediate 
size by rolling, which makes it easy to handle. The 
rolled shape or section is called a bloom when its 
dimensions are 6 by 6 inches or larger and almost 
square. The section is called a billet when it is almost 
square and less than 6 by 6 inches. Rectangular 
sections that have widths greater than twice then- 
thicknesses are called slabs . The slab is the inter- 
mediate shape from which sheets are rolled. There 
are three basic techniques used in hot working: cast- 
ing, forging, and extruding. 

Casting 

Castings are produced by pouring a molten metal or 
mixture of metals into a mold, where it is allowed to 
solidify. Castings are made in two types of molds: 
single-purpose and permanent. The single-purpose 
molds must be specially prepared, sometimes by 
machine, from patterns for each casting. Where 
casting is applicable, there are many advantages to 
using metal or permanent molds. This eliminates 



the constantly repeated cost of sand molding. But 
this advantage may be offset by the high initial cost of 
the metal mold or die, which is justified only where 
large numbers of the same casting are required. For 
many metals, the relatively rapid solidification that 
takes place in a metal or chill mold offers a definite 
advantage in structure and strength. For nonferrous 
metals, chill casting is widely used, especially with 
some aluminum alloys. 

Forging 

Sections that cannot be rolled or sections of which 
only a few are required are usually forged. The 
forging of steel is a mechanical working above the 
critical heating point to shape the metal as desired. 
Forging is done either by pressing or hammering the 
heated steel to the desired shape. 

Pressing 

This is used when the parts to be forged are large and 
heavy. It also replaces hammering where high-grade 
steel is required. Because a press acts slowly, its 
force is uniformly transmitted to the center of the 
section and thus affects the interior grain structure as 
well as the exterior surface to produce the best pos- 
sible structure throughout. 

Hammering 

This can be used only on small pieces. Since the 
force of hammering is transmitted almost instantly, 
its effect is limited to a small depth. Thus, to ensure 
complete working of the section, it is necessary either 
to use a very heavy hammer or to strike the part with 
repeated blows. If the force applied is too weak to 
reach the center, the finished forged surface will be 
concave. If the center is properly worked, the surface 
will be convex or bulged. The advantage of hammer- 
ing is that the operator controls both the amount of 
pressure applied and the finishing temperature and 
can produce parts of the highest grade. This type of 
forging is usually called smith forging . It is used 
extensively where only a small number of parts are 
needed. Considerable machining and materials are 
saved when a part is smith-forged to approximately 
the finished shape. 

Extruding 

The extrusion process involves forcing metal through 
an opening in a die, causing the metal to take the 
shape of the die opening. Some metals, such as lead, 
tin, and aluminum, may be extruded cold, but metals 
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are generally heated before the operation begjns. 
The principal advantage of the extrusion process is 
its flexibility. Because of its workability and other 
desirable properties, aluminum can be economically 
extruded to more Intricate shapes and larger sizes 
than is practical with many other metals. Extruded 
shapes are produced in very simple as well as in 
extremely complex sections. For example, a cylinder 
of aluminum is heated to 75<T to 850° F (399° to 
454°C) and then forced by a hydraulic ram through 
the opening of a die. Many structural parts, such as 
stringers* are formed by extrusion, 

COLD WORKING 

The term cold working applies to mechanical work- 
ing performed at temperatures below the critical 
range, It results in a strain hardening of the metal. 
In fact, the metal becomes so hard that it is difficult 
to continue the forming process without softening the 
metal by annealing. Because cold working eliminates 
the errors attending shrinkage, a much more com- 
pact and better metal is obtained. The strength and 
hardness as well as the elastic limit of the metal are 
increased, but its ductility is reduced. Because this 
makes the metal more brittle, it must be heated from 
time to time during certain operations to remove the 
undesirable effects of cold working. There are 
several cold-working processes, but the airframe 
repairer will be chiefly concerned with cold rolling, 
cold drawing, and stamping or pressing. These 
processes give the metals desirable qualities that 
cannot be obtained by hot working. 

Cold Rolling 

This term usually refers to the working of metal at 
room temperature. In this operation, the materials 
that have been rolled to approximate sizes are first 
pickled to remove the scale and then passed through 
chilled finishing rolls. This produces a smooth sur- 
face and shapes the pieces to accurate dimensions. 
The principal forms of cold-rolled stocks are sheets, 
bars, and rods. 

Cold Drawing 

This process is used in making seamless tubing, wire, 
streamlined tie rods, and other forms of stock. Wire 
is made from hot-rolled rods of various diameters. 
These rods are pickled in acid to remove scale, 
dipped in lime water, and then dried in a steam room 
where they remain until ready for drawing. The lime 
coating adhering to the metal serves as a lubricant 



during the drawing operation. The size of the rod 
used for drawing depends on the diameter desired in 
the finished wire, lb reduce the rod to the desired 
size, it is drawn cold through a die. One end of the 
rod is filed or hammered to a point and slipped 
through the die opening. Here it is gripped by the 
jaws of the draw and pulled through the die. The 
series of operations are performed by a mechanism 
known as a drawbench . lb reduce the rod gradually 
to the desired size, the wire must be drawn through 
successively smaller dies. Because each of these 
drawings reduces the ductility of the wire, it must be 
annealed from time to time before further drawings 
can be made. If cold working reduces the wire's 
ductility, it increases its tensile strength enormous- 
ly. In making seamless steel aircraft tubing, the 
tubing is cold-drawn through a ring-shaped die 
with a mandrel or metal bar inside the tubing to 
support it while the drawing operations are being 
performed. This forces the metal to flow between 
the die and the mandrel and provides a way to 
control the wall thickness and the inside and out- 
side diameters. 

Stamping or Pressing 

Forming sheet metal parts by forcing the flat metal in 
molds or dies is called stamping or pressing. These 
two words have much the same meaning. However, 
stamping is generally applied to the forming of small 
objects that can be shaped by one rapid blow of a 
machine. Pressing is the process that uses a slow, 
steady stroke or blow to form a large section. The 
machines used for both these processes include 
hydraulic, mechanical, and manually operated 
presses and drop hammers. The stamping or press- 
ing process enables parts to be made faster on a mass 
production basis. However, due to constant changes 
in aircraft design, the dies must often be altered or 
replaced. Steel dies provide long service, but their 
manufacture involves considerable expense. There- 
fore, it is desirable wherever possible to avoid using 
steel dies. Fortunately, most parts that are stamped 
are made of relatively soft material which permits the 
use of dies made from materials more easily shaped 
than steel. One material that has proven successful 
in the construction of forming dies is laminated 
hardwood. Such woods as birch and maple can be 
laminated to make as large a block as desired and can 
be given a suitable shape with woodworking tools. 
The female die is concave; the male die is convex and 
shaped to match the female die exactly, allowing for 
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the thickness of the metal to be formed. Although 
the blanks from which the dies are made are inex- 
pensive, the actual construction of the die requires 
superior woodworking skills. Hardwood dies are 
not normally as successful on drop hammers as they 
are on presses. The sudden impact of the hammer 
tends to deform the dies; therefore, lead-zinc dies are 
used extensively with the drop hammer. Normally, 
the female zinc die is clamped to the base of the 
hammer and the male lead die to the drop. This 
combination has proved very successful. The lead 
die is soft enough to give slightly under the force of 
impact, thereby exerting equal pressure on all parts 
of the material being formed. The lead die will retain 
its shape for a long time because, at each impact, it is 
hammered against the hard zinc die, thus reshaping 
the lead to its original form. 

STEEL 

Steel is the name given to the various alloys of iron 
with comparatively small proportions of carbon, 
silicon, manganese, sulfur, and phosphorus. In addi- 
tion, special steels usually contain a large proportion 
of the rare element that gives them their special 
name, such as chromium steel, tungsten steel, man- 
ganese steel, nickel steel, and vanadium steel Many 
kinds and grades of steel are used in aircraft con- 
struction. Each of these has a characteristic or 
property that makes it suitable for some particular 
part. Steels used in aircraft range in tensile strength 
from 55,000 pounds per square inch to more than 
four times that strength. 

Elements of Steel 

Carbon 

This is the most important element found in steel. 
Carbon mixes with iron to form iron carbide, a com- 
pound known as cementite . Because of the amount 
of carbon it contains and its behavior when added to 
iron, steel can be heat-treated to varying degrees of 
strength and toughness. The higher the carbon con- 
tent of a steel, the greater its ultimate strength and 
hardness and the range through which it can be 
heated. At the same time, the ductility, malleability, 
toughness, impact resistance, and weldability of a 
steel are reduced as its carbon content increases. 
Therefore, a high-carbon steel is required where 
great hardness is necessary and where ductility is of 
secondary importance, while a low-carbon steel is 
necessary for deep drawing or exceptional strength. 
In general, low-carbon steels are used for formed 



fittings and welded parts, and high-carbon steels are 
used for springs. Steels in the medium-carbon range 
are used for forged fittings and tie rods, where both 
strength and ductility are required. 

Manganese 

Next to carbon in importance as an element in steel 
production is manganese. The main purpose of 
manganese is to eliminate the oxides and sulfur 
from steel in order to produce a clean, tough, hard 
metal. Adding manganese improves the forging 
qualities of the steel by reducing its brittleness at 
forging and rolling temperatures. 

Silicon 

This nonmetallic element is used in steel making as a 
hardener and oxidizer (to remove rust). When used 
in small quantities, silicon improves the ductility of 
steel. 

Sulfur 

This is a very undesirable impurity that must be 
limited to not more than 0.06 percent of total content. 
The presence of sulfur makes steel brittle at rolling 
or forging temperatures. Manganese combines with 
sulfur to form manganese sulfide and thus 
counteracts the effects of sulfur. When too much 
sulfur is present, an iron sulfide is formed that, due 
to its lower melting point, is in liquid form at the 
forging temperature of steel. 

Phosphorus 

In low carbon steels, phosphorus raises the yield 
strength and improves resistance to atmospheric cor- 
rosion; but it must be limited to not more than 0.05 
percent of the total content. Higher levels of phos- 
phorus cause brittleness when the metal is cold. 

Nickel 

A white metal that is almost as bright as silver, 
nickel adds strength and hardness to nickel steels 
and increases their yield strength. In heat treat- 
ment, the presence of nickel in the steel slows down 
the critical rate of hardening. This, in turn, increases 
the depth of hardening and produces a finer grain 
structure. Nickel also reduces the steel's tendency to 
warp and scale and increases its corrosion resistance. 
Nickel is one of the chief components of stainless or 
corrosion-resistant steels. 
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Chromium 

This element is a hard, gray metal with a high melting 

point. Chromium imparts hardness, strength, wear 

resistance, and corrosion resistance to steel It also 

improves the magnetic qualities of steel to such an 

extent that chromium steel is used for magnets. 

Chromium is chiefly used in alloys in conjunction 

with nickel, tungsten, molybdenum, and vanadium. 

Some chromium alloys are used for parts where 

greater wear resistance is required. Thus, a 

chromium-vanadium alloy is used for ball bearings 

and a tungsten-chromium aUoy is used for high-speed 

cutting tools. 

Molybdenum 

This element alloys very well with steel to produce a 
wide variety of molybdenum steels. A small amount 
of molybdenum has as great an effect as much larger 
quantities of the other alloying agents. Molybdenum 
reduces the grain size and increases the elastic limit, 
impact value, wear resistance, and fatigue strength of 
steels, The molybdenum steels are readily heat- 
treated, forged, and machined. 

Titanium 

Small quantities of titanium are added to stainless steel 
that is to be used for exhaust stacks, tailpipe shrouds, or 
other parts where intense heat is encountered. 
Titanium aids in reducing brittleness caused by higji 
operating temperatures. 

Types of Steel 

Carbon Steels (Low, Hiph. and Medium) 
When the carbon content of steel is between 0.10 and 
0.30 percent, it is classed as low-carbon steel The 
equivalent Society of Automotive Engineers (SAE) 
numbers range from 1010 to 1030, (The identifica- 
tion of steel by the SAE numbering system is ex- 
plained later.) Steels of this grade are used for the 
manufacture of such articles as safety wire, certain 
nuts, cable bushings, and threaded rod ends. In sheet 
form, this steel is used for secondary structural parts 
and clamps and, in tubular form, for moderately 
stressed structural parts. Steel that contains carbon 
in percentages ranging from 0.30 to 0.50 percent is 
classed as medium-carbon steel. This type of steel is 
especially suitable for machining and forging and 
where surface hardness is important. Certain rod 
ends, light forgings, and parts such as woodruff keys 
are made from SAE 1035 steel. Steel containing 



carbon in percentages ranging from 0.50 to 1.05 per- 
cent is classed as high-carbon steel The addition of 
other elements in varying quantities increases the 
hardness of this steel In the fully heat-treated con- 
dition, it is very hard and will withstand high shear 
and wear but little deformation. It has limited use in 
aircraft construction. In sheet form, SAE 1095 is 
used for making flat springs and in wire form for 
making coil springs. 

Alloy Steels 

Chromium steels. These steels have high hardness, 
strength, and corrosion-resistant properties. SAE 
51335 steel is especially suitable for heat-treated 
forging, which requires greater toughness and 
strength than can be obtained in plain carbon steel 

Chrome-molybdenum steels. These steels are 
formed from small percentages of molybdenum in 
combination with chromium. They have various uses 
in aircraft. Molybdenum is a strong alloying element 
that increases the ultimate strength of steel without 
affecting is ductility or workability. Molybdenum 
steels are tough, wear-resistant, and hardened 
throughout by heat treatment. They are especially 
suitable for welding and, for this reason, are mainly 
used for welded structural parts and assemblies. 
Molybdenum steel has almost replaced carbon 
steel in the fabrication of fuselage tubing, engine 
mounts, landing gears, and other structural parts. 
. For example, a heat-treated SAE X4130 tube is 
about four times stronger than an SAE 1025 tube of 
thesame weight andsize. The most widely used series 
of chrome-molybdenum steel is the one containing 0.25 
to 0.55 percent carbon, 0.15 to 0.25 percent molyb- 
denum, and 0.50 to 1.10 percent chromium. When 
suitably heat-treated, these steels are deep harden- 
ing, easily machined, readily welded by gas or 
electric methods, and especially suitable for high- 
temperature areas. 

Chrome-vanadium steels. These steels are made up 
of approximately 0.18 percent vanadium and 1 per- 
cent chromium. When heat-treated, they have 
strength, toughness, and resistance to wear and 
fatigue. A special grade of this type steel in sheet 
form can be cold-formed into intricate shapes and 
folded and flattened with no signs of breaking or 
failure. SAE 6150 is used for making springs; SAE 
6195, chrome-vanadium with a high carbon content, 
is used for ball and roller bearings. 
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Nickel steels. These are produced by combining 
nickel with carbon steel. The most commonly used 
of the various nickel steels contain from 3 to 3.75 
percent nickel. Nickel increases the hardness, tensile 
strength, and elastic limit of steel without appreciably 
decreasing its ductility. It also intensifies the harden- 
ing effect of heat treatment. SAE 2330 steel is widely 
used for aircraft parts, such as bolts, terminals, keys, 
clevises, and pins. 

Nickel-chrome steels. These steels are formed by 
mixing nickel and chromium in varying proportions 
with steel. Normally, they contain about two and a 
half times as much nickel as chromium. The com- 
bination of nickel and chrome in these steels 
produces greater hardness and toughness than 
either chromium or nickel steels have by themsel- 
ves. Nickel-chromium steel is used for machined 
and forged parts requiring strength, ductility, 
toughness, and shock resistance. These steels in- 
clude the SAE 3140, 3250, and 3435 types. 

Stainless steels. These steels are corrosion-resisting 
metals. The anticorrosive capacity of this steel is 
determined by the surface condition of the metal and 
also by the composition, temperature, and con- 
centration of the corrosive agent. The main com- 
ponent of stainless steel is chromium, to which nickel 
may or may not be added. Corrosion-resistant steel, 
such as 18-8, contains 18 percent chromium and 8 
percent nickel Stainless steel, such as Type 321, has 
chromium, nickel, and titanium, and is nonmagnetic. 
One of the distinctive features of this steel is that its 
strength is increased by cold working. Stainless 
steels can be rolled, drawn, bent, or formed to any 
number of shapes. These steels are more difficult to 



weld than mild steels because they expand about 50 
percent more and conduct heat only about 40 percent 
as fast. Some common applications of stainless steel 
are in fabricating exhaust collectors, stacks and 
manifolds, structural and machined parts, springs, 
castings, tie rods, and cables. 

Identification 

SAE Numbering System 

The SAE system for classifying steel is used in 
specifications for all high-grade steels used in aircraft 
construction. A numerical index system identifies 
the composition of SAE steels. Each SAE number 
consists of a group of digits. The first digit indicates 
the type of steel; the second indicates the percentage 
of the principal alloying element; and the last two or 
three digits usually indicate the percentage, in 
hundredths of a percent, of carbon in the alloy. Table 
2-1 lists the basic SAE numbers for the more common 
steels. For example, the SAE number 4150 indicates 
a molybdenum steel containing about 1 percent 
chromium, 0.15 to 0.25 percent molybdenum, and 
0.50 percent carbon. The SAE number 1010 repre- 
sents a carbon steel that has no principal alloying 
element but contains 0.10 percent carbon. 

NOTE: The percentages indicated in the 
SAE numbers are average. For example, 
the carbon content of SAE 1050 may vary 
from 0.45 to 0.55 percent. 

Types 

Steel stock is manufactured in several forms and 
shapes, including sheets, bars, rods, tubing, and 
wire. Sheet metal is made in a number of sizes and 



Table 2-1. SAE numerals used to identify steel 



Type of Steel 


Classification ISeries) 


Carbon 


1000 


Nickel 


2000 


Nickel-chromium 


3000 


Molybdenum 


4000 


Chromium 


5000 


Chromium-vanadium 


6000 


Tungsten 


7000 


Silicon-manganese 


9000 
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thicknesses. Bars and rods are supplied in a variety 
of shapes, such as round, square, rectangular, 
hexagonal, and octagonal. Tubing can be obtained in 
round, oval, rectangular, and streamlined shapes. 
The size of tubing is generally specified by outside 
diameter and wall thickness. 

NOTE: For more information on steels, 
refer to TM 43-0106. 

Spark Test 

This test is commonly used to identify various ferrous 
metals that have become mixed together in a scrap 
pile. The pieces of iron or steel are held against a 
revolving grinding stone, and the metal is identified 
by the sparks thrown off. Each ferrous metal has its 
own peculiar spark characteristics. Spark streams 
vary from a few tiny shafts to a shower of sparks 
several feet in length. Wrought iron produces long 
shafts that are straw colored leaving the stone and 
white at the end. Cast iron sparks are red leaving the 
stone and turn a straw color in flight. Low-carbon 
steels give off long, straight shafts with a few white 
sprigs. As the carbon content of the steel increases, 
the number of sprigs along each shaft also increases, 
and the stream becomes whiter in color. Nickel steel 
causes the spark stream to contain small white blocks 
of light within the main burst. 
ALUMINUM AND ALUMINUM ALLOYS 
Uses and Characteristics 

Aluminum is found in most clays, soils, androcks, but 
the principal commercial source is bauxite ore. 
Bauxite is largely aluminum oxide mixed with im- 
purities. These impurities are removed by a chemical 
process, leaving the pure aluminum oxide, alumina. 
An electrolytic process is used to obtain aluminum 
from the oxide. Aluminunris one of the most impor- 
tant metals in aircraft construction. It has high 
strength-to-weight ratio, corrosion resistance, and 
readily forms into various shapes. Its most desirable 
characteristic is its light weight, which is only one- 
third that of steel required to accomplish the same 
structural purpose. Commercially pure aluminum 
has a tensile strength of more than 9000 pounds per 
square inch, but its strength may be almost doubled 
by rolling or other cold-working processes. By alloy- 
ing the metal with other metals through heat-treating 
processes, the tensile strength may be raised as high 
as 80,000 pounds per square inch or to a point within 
the strength range of structural steel. The principal 



elements of aluminum alloys are copper, silicon, 
magnesium, zinc, nickel, iron, chromium, and man- 
ganese. These metals are added singly or in com- 
bination to produce the desired characteristics. The 
total percentage of alloying elements is seldom more 
than 6 to 10 percent in the wrought alloys. Further 
changes can be brought about by heat treating. 
Aluminum and aluminum alloys are available in two 
basic forms: wrought alloys and cast alloys. Wrought 
alloys are the more widely used of the two forms in 
aircraft construction. However, wrought aluminum 
is always derived from cast aluminum by heating the 
cast form to a specific temperature and reshaping it 
by rolling, forging, or extruding while in the heated 
condition. The extruding process makes it possible 
to produce many shapes and eliminates much 
machining, forming, and bending. 

Identification 

Alloy Designation 

Aluminum products are identified by a universally 
used designation system that has been adopted by the 
Aluminum Association. Under this arrangement, 
wrought aluminum alloys are designated by a four- 
digit index system. The first digit indicates the major 
alloying element or alloy group, as shown in Tkble 2-2. 
Thus, lxxx indicates aluminum that is 99 percent or 
more in purity, 2xxx an aluminum alloy in which 
copper is the major alloying element, 3xxx an 
aluminum alloy with manganese as the major alloying 
element, and so on. Although most aluminum alloys 
contain several alloying elements, only one group 
(6xxx) designates more than one alloying element. In 
the 2xxx through 8xxx groups, the second digit indi- 
cates alloy modifications. If the second digit in the 
designation is zero, it indicates the original alloy 
produced, while numbers 1 through 9, assigned con- 
secutively, indicate alloy modifications. The last two 
of the four digits have no special significance but 
serve only to identify the different alloys in the group. 
These digits are generally the same as those formerly 
used to designate the same alloy. Thus, 2014 was 
formerly 14S, 3003 was 3S, and 7075 was 75S. The 
letter S is used to identify wrought alloys. 

Temper Designation 

This directly follows the alloy designation and shows 
the actual condition of the metal. It is always 
separated from the alloy designation by a dash, as 
shown in Tkbie 2-3. The letter F following the alloy 
designation indicates the as-fabricated condition, in 
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Table 2-2. Designation for aluminum alloy 
groups 



Aluminum 


99.00 percent minimum and greater 


Ixxx 


Aluminum 


Coppar 


2xxx 


Alloys 


Manganaaa 


3xxx 


grouped 


Silicon 


4xxx 


by major 


Magnaalum 


5xxx 


alloying 


Magnaaium and sincon 


6xxx 


elements 


Zinc 


7xxx 




Other alamant 


8xxx 



which no effort has been made to control the 
mechanical properties. The letter O indicates 
dead soft, or annealed, condition. The letter W 
indicates solution heat-treated. Solution heat 



treatment consists of heating the metal to a desired 
temperature and then quenching it rapidly in cold 
water. This causes an unstable temper which is ap- 
plicable only to those alloys that spontaneously age 
at room temperature. Alloy 7075 may be ordered in 
the W condition. Some parts are formed in the W 
state because this avoids the chance of distortion. 
The letter H indicates strain-hardened; that is, cold- 
worked, hand-drawn, or rolled. Additional digits 
are added to the H to indicate the extent of strain 
hardening. Alloys in this group cannot be 
strengthened by heat treatment but can be 
straightened by cold working. The letter T indicates 
fully heat-treated. Digits are added to the T to indi- 
cate certain variations in treatment. 



Table 2-3. Temper desination for aluminum alloys 



DESIGNATION 


CONDITION INDICATED 


EXAMPLE 


-F 




Aj fabricated 


3003-F 


-0 




Fully annealed 


6081-0 


-W 




Solution heat-treated only 


2Q24-W 


-H 




Strain-hardened (cold-worked) 




-H1, plus 


one 


Strain-hardened only and in an unstable 


1100-H14 


or mom 


i digits 


condition 




•H2, plui 


ona 


Strairi-hardened and then partially 


3003-H24 


or mom 


i digita 


annealed 




-H3, plus 


ona 


Strain-hardened and then 


3003-H36 


or mom 


idigits 


partially annealed 




-T 




Heat-treated 




-T3 




Solution heat-treated and then 


2024-T3 






cold-worked 




-T4 




Solution heat-treated 


2024-T4 


-T5 




Artificially aged only 


2017-TS 


-T6 




Solution heat-treated and then 
artificially aged 


2014-T6 


-78 




Solution heat-treated, cold-worked, 
and then artificially aged 


7075-TB 


-T9 




Solution heat-treated, artificially 
aged, and then cold-worked 


6061-T9 


•T10 




Artificially aged and then cold-worked 


2014-T10 
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Classification of Wrought Aluminum Alloys 
These alloys are classified as either heat-treatable or 
non-heat-treatable. Some aluminum alloys can be 
hardened by heat treatment, while others can only be 
hardened by cold working. The latter are known as 
non-heat-treatable alloys or strain-hardened alloys. 
Heat-treatable alloys may be hardened by heat treat- 
ment, by cold working, or by applyingboth processes. 

Heat-treatable alloys. These alloys provide greater 
strength and are used in aircraft for structural pur- 
poses in preference to non-heat-treatable alloys. 
Heat-treatable alloys commonly used in aircraft con- 
struction are (in order of increasing strength): 

. Alloys 5053, 6061, 6062, and 6063 are some- 
times used for oxygen and hydraulic lines and 
in some applications, such as extrusions and 
sheet metal. 

• Alloy 2017 is used for rivets, stressed-skin 
covering, and other structural members. 

• Alloy 2024 is used for airfoil covering, fittings, 
and rivets. It may be used wherever 2017 is 
specified because it is stronger. 

• Alloy 2014 is used for extrusions and forging. 
This alloy is similar to 2017 and 2024 in that it 
contains a high percentage of copper. It is 
used instead of 2017 or 2024 when more 
strength is required. 

• Alloy 7075 is a newer material that is used 
where maximum strength is needed. Zinc 
(instead of copper) is the main alloying ele- 
ment. A small amount of chromium is used 
for stabilizing, 

NOTE: The -T designations below may have 
one or more digits addend to indicate certain 
variations of the basic heat treatments 
described. 
Non-heat-treatable alloys. These alloys do not 
respond to any heat treatment except softening and 
annealing. They can be hardened only be cold work- 
ing. The non-heat-treatable alloys used in aircraft 
construction are— 

• Alloy 1100 - used in nonstructural areas. 

. Alloy 3003- similar to 1100 and generally 
used for the same purposes. It is stronger 
and harder than 1100 but retains enough 
workability to make it preferable to 1100 for 



most applications. Alloy 3003 contains a 
small percentage of manganese. 
- Alloys 5052 and 5056 are used for fuel lines, 
hydraulic lines, fuel tanks, rivets, honeycomb, 
and wingtips. Substantially higher strength 
without too much sacrifice of workability can 
be obtained with 5052. Therefore, it is 
preferable to 1100 and 3003 in many applica- 
tions. 

Table 2-4 shows types of aluminum alloys, their com- 
mercial designation, and the conditions and types 
available. 

Corrosion Resistance 

Aluminum is widely known for its remarkable resis- 
tance to corrosion. Some aluminum alloys are more 
resistant than others. When aluminum is m contact 
with air, a thin film of aluminum oxide forms on the 
surface as a protective barrier against corrosion. 
Often no additional protective coating is necessary, 
but precautions are taken when the metal is exposed 
to severe atmospheric conditions or salt water. Inte- 
rior surfaces are protected with zinc chromate 
primer. Exterior surfaces are primed and then 
painted. Where aluminum is in contact with unlike 
metals, protective coatings are essential because 
such contact is likely to cause electrolytic action. 
Standard aluminum alloys that have been coated on 
both sides with a thin layer of pure aluminum are 
known as alclad. Alclad has very good corrosion- 
resisting qualities and is used exclusively for exterior 
surfaces of aircraft. Alclad sheet is available in all 
tempers of 2014, 2017, 2024, and 7075. The total 
thickness of the alcad equals approximately 10 per- 
cent of the total aluminum sheet thickness. 

Shop Working Practices 

Forming 

Aluminum is one of the most workable of all common 
commercial metals. It can be fabricated into a variety 
of shapes by any conventional method; however, its 
formability varies with the alloy and temper In 
general, aircraft manufacturers form the heat- 
treatable alloys in the -0 or -T4 condition before they 
reach their full strength. They are subsequently heat- 
treated or aged to the maximum strength conditions 
before being installed in aircraft. This combination 
of processes achieves the advantage of forming in 
a soft condition without sacrificing the maximum 
obtainable strength-to-weight ratio. 
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Table 2-4. Types of aluminum alloys 



Sheet and Plata 



COMMERCIAL DESIGNATION 


CONDITIONS AND TYPES AVAILABLE 


1100 


(Annealed) 




H12(1/4-Hard) 




H14(1/2-Hard) 




H16(3/4-Hard> 




HIS (Hard) 




H22 ( 1 /4-Hard. partially annealed) 




H24 (1/2-Hard, partially annealed) 




H26 (3/4-Hard, partially annealed) 




H28 (Hard, partially annealed) 




H1 12 (As rolled) 




F (As fabricated) 


3003 


Same as 1100 


Atelad 


(Annealed) 


2014 


T3 



2024 



Aided 
2024 



T4 

T42 

T6 

T451 

T661 

F 



T3 

T36 

T4 

T42 

T6 

T81 

T86 

T351 

T861 

F 



T3 

T36 

T4 

T42 

T6 

T81 

T86 



2-13 



FM 1-563 



Table 2-4. Types of aluminum alloys (continued) 



COMMERCIAL DESIGNATION 



5062 
6061 



7075 



Alclad 
7075 



CONDITIONS AND TYPES AVAILABLE 



T351 

F 

Same asl 100 



T4 

T» 

T461 

T651 

F 



T6 

T651 

F 



T6 

T651 

F 



Seamiest Tubing, Round, Square, Rectangular, and Other Shapes 



1100 


(Annealed) 




H12(1/4-Hard) 




H14(l/2-Hard) 




H16(3/4-Hard> 




H18(Hard) 




F< As fabricated) 


2024 







T3 




T4 


3003 





— 


H12(1/4-Hard) 




H14(1/2-Hard) 




H16(3/4-Hard) 




H18(Hard) 


6062 


(Annealed) 




H32(1/4-Hard) 




H34(1/2-Hard) 




H36(3/4-Hard) 




H38(Hard) 




F (As fabricated) 
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Table 2-4. Types of aluminum alloys (continued) 



Bars, Rods, and Shapes 


COMMERCIAL DESIGNATION 


TYPE 


CONDITIONS AND TYPES AVAILABLE 


6061 and 6062 









T4 






T6 




6061 and 6062 


T4 




(Hydraulic 


T6 




Quality) 






1100 


Rolled, drawn, or 


(Annealed) 




cold-finished 


H12(1/4-Hard) 

H14(1/2-Hard) 

H16(3/4-Hard) 

H 18 (Hard) 

H1 12 (As fabricated) 


3003 


Extruded 


(Annealed) 

H1 12 (As extruded) 

H (As fabricated) 


3003 


Rolled, drawn, or 


(Annealed) 




cold-finished 


H12(1/4-Hard) 

H14(1/2-Hard> 

H16(3/4-Hard) 

H18(Hard) 

F (As fabricated) 


2001 


Free machining 


T3 
T8 


2014 


Extruded 




T4 

T42 

T4510 

T4511 






T62 
T6510 






T6511 


2014 


Rolled, drawn, or 







cold-finished 


T4 
T451 
T6 
T651 


2017 


Rolled or drawn 




T4 
I T451 


2024 


Extruded 


1 
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Table 2-4. Types of aluminum alloys (continued) 



COMMERCIAL DESIGNATION 



2024 



5052 



6061 and 6062 



6061 



7075 



7075 



TYPE 



Rolled, drawn, or 
cold-finished 



Rolled, drawn, or 
cold-finished 



CONDITIONS AND TYPES AVAILABLE 



Extruded 



Rolled, drawn, or 
cold-finished 



Extruded 



Rolled, drawn or 
cold-finished 



7351 

T4 

T42 

T8610 

T8511 

T81 



T351 

T4 

T6 

T851 



H32(1/4-Hard> 

H34(1/2-Hard) 

H36(3/4-Hard) 

H38(Hard) 

F 



T4 

T6 



T4 

T451 

T6 

T651 

T6511 



T6 

T6510 



T6 



Annealing 

When aluminum is worked repeatedly, it becomes 
strain-hardened. To remove this hardness, the metal 
must be annealed. The usual method for removing 
strain hardening due to cold working is to heat the 
metal to 650°F (343°C) and allow it to cool slowly in 
noncirculating air. Tb remove the effect of heat treat- 
ment, slightly higher temperatures are necessary. 

Welding 

Aluminum is one of the most readily weldable of all 
metals; however, heat-treatable aluminum alloys 



used in aircraft structures are not welded. Refer to 
TM 43-0106 for more information on welding. 

Riveting 

Riveting is the most reliable method for joining 
stress-carrying parts of heat-treated aluminum alloy 
structures. 

Heat-Treatment Methods 

The most widely used heat-treatable alloys are the 
wrought alloys: Alclad 2017, 2024, Alclad 2024, 2025, 
6053, 6061, 7075, and Alclad 7075. Cast and forging 
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alloys can also be heat-treated. Wrought aluminum 
alloys always respond more to heat treatment than do 
cast or forging alloys. The non-heat-treatable alloys 
commonly used are 1100, 3033, 5052, and 5056. For 
these alloys, the harder tempers are produced by cold 
working. Aluminum alloys may be given either a 
solution heat treatment or a precipitation heat treat- 
ment. Certain alloys develop their full strength 
from the solution heat treatment alone, while 
others require both types of treatment to develop 
the desired physical properties. 

Solution Heat Treatment 

In this treatment, aluminum alloys are heated to the 
highest temperature that can be used without danger 
of melting the metals. In order for the metal to read 
the proper temperature, it should be placed in the 
oven prior to the oven being turned on. They are held 
at that temperature long enough to produce the solid 
solution of- the hardening components in the alloy. 
The term solution here refers to a solid that is evenly 
dispersed or mixed in another solid. After the hold- 
ing period (soaking), the alloys are rapidly quenched 
to retain the solid solution produced. Aluminum 
alloys 2017 and 2024 develop their full properties 
when this treatment is followed by aging at room 
temperature for about 4 days. Age hardening, which 
is completed in 4 days in 2017 and 2024 materials at 
ordinary room temperatures, is 90 to 98 percent com- 
plete after 24 hours. These alloys should be formed 
or otherwise worked within 1 hour after the solution 
heat treatment. This allows the material to be 



worked easily without danger of cracking. The aging 
of 2017 and 2024 alloys can be retarded if the 
material is kept below a temperature of 32°F (0°C). 
Clad sheet can be heat-treated in salt baths and air 
chamber furnaces. The molten salt bath brings the 
metal to the proper temperature in a shorter time 
than does the air furnace. Various alloys have 
specific heat-treatment ranges that allow the maxi- 
mum improvement in mechanical properties. The 
temperatures in Table 2-5 give satisfactory results in 
the heat treatment of wrought aluminum alloy 
products. 

Table 2-6 gives the length of time that the alloy should 
be kept at the correct soaking temperature range 
after all parts of the metal have reached that 
temperature. 

When a charge (clad alloy) includes parts of various 
thicknesses, whether in an assembly, in separate 
pieces, or as overlapping members, the soaking 
period is determined by the maximum thickness of 
the load. For this reason, charges of clad alloys 
involving different thicknesses of material should be 
avoided as much as possible to prevent diffusion of 
the alloy through the clad coating of the thinner parts 
(499° C). After the charge has been soaked for the 
proper length of time and at the proper temperature, 
it should be quenched by immersion in water or oil 
or exposure to air. The sheet, strip, and other thin- 
sectioned products of the quenching tank must con- 
tain enough water so that the average rise in 
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Table 2-5. Heat-treating (soaking) temperature range for aluminum alloys 


Wrought alloys 


Temperature (°P) 


Temperature ( °C) 


(except forglnga) 


From 


To 


From 


To 


2014,2017.2117 


930 


950 


499 


510 


2024, Alclad 2024 


910 


930 


488 


499 


6063,6061 


960 


980 


516 


527 


7075, Alclad 7075 (Sheet) 


860 


930 


460 


499 


7075 (Extruded shapes) 


860 


860 


460 


471 
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Table 2-6. Soaking time for solution heat treatment of wrought aluminum alloys (except forgings) 



Alloy 


Time required for given thickness 8 (minutes) 


0.032 in 


Over 0.032 


Over 0.1 25 


Over 0.250 




or less 


to 0.125 in 


to 0.260 in 


in 


2014 






30 


60 


2117 


20 


20 


30 


60 


2017 


20 


20 


30 


60 


2024 


30 


30 


40 


60 


Alclad2024 b 


20 


30 


40 


60 


6063 


20 


30 


40 


60 


6061 


20 


30 


40 


60 


7075 


25 


30 


40 


60 


Alclad7075 b 


20 


30 


40 


. 



"Measured from the time when the load reaches the minimum heat-treating temper ature. 

b Clad aluminum will be held at the correct soaking temperature for a time not to exceed the minimum 

thet is compatible with nonclad aluminum to prevent the lose of cladding. 



i 



temperature of the water after quenching a normal 
load does not exceed 20°F (11°C). 

Greater temperature rises are permitted for heavily 
sectioned products, but the rise must always be kept 
to the minimum that is practical for the particular 
product. Wrought alloy parts (except forgings) in 
2017, 2117, 2024, and 707 must be quenched by total 
immersion in water at a temperature not higher than 
85°F (30°C) before the charge enters the water. For 
2017, 2024, and 7075 material, a rapid quenching is 
needed to give the resulting product maximum resis- 
tance to corrosion. If the material is quenched too 
slowly, its resistance to corrosion is reduced. For 
clad 2024 and 7075 material, a rapid quenching is 
needed to develop maximum resistance to corrosion 
attack. However, even when it is air-blast-quenched, 
a solution-heat-treated clad sheet generally loses 
fewer of its properties when exposed to corrosive 
conditions than does an uncoated sheet that has been 
cold-water-quenched. 

The method of quenching any individual part should 
produce the most uniform cooling possible. Usually, 
distortion of heat-treated parts results from uneven 
cooling during quenching. This distortion may vary 
with the position in which a part enters the quenching 
bath. Tests on hat-shaped sections that were 
quenched flanges-down, flanges-up, and vertically 
have shown that distortion can vary from an angular 



twist of 45° for the flange-down position to no angular 
distortion at all for the vertical position. 

Precipitation Heat Treatment (Artificial Aging) 

This heat treatment is used to artificially age material 
that has previously been solution-heat-treated. Cer- 
tain aluminum alloys require this treatment to 
produce the futly heat-treated condition, including 
the complete development of their mechanical 
properties. In precipitation heat treatment, the al- 
loys are soaked at specified temperatures well below 
the annealing temperatures for the length of time 
required to develop the desired properties. The 
aging times and temperatures are shown in Table 2-7. 
During the treatment, a portion of the hardening 
components in the solid solution precipitates or 
drops out of the solution and forms particles that are 
distributed throughout the alloy. These particles, 
although submicroscopic, effectively increase the 
allo/s strength, This precipitation results in an 
increase in yield and tensile strength and a 
decrease in the elongation of the alloys. 

Heat-Treating Procedures 

Solution heat treatment involves the following 
steps and procedures. For precipitation heat 
treatment, these steps and procedures must be 
done before the heat treatment (artificial aging) 
can be accomplished: 
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Table 2-7. Ageing time and temperatures for aluminum alloys 



Wrought 
alloy* 


Aging time 
<hr| 


Aging 
temperature 


Aging 

temperature 

<°C) 


From 


To 


From 


To 


2017.2117,2024 


96 


b 


b 


b 




b 


Alclad2024 


8 


345 


355 


174 




179 


2014 


5 


355 


365 


179 




185 


6053 and 6061 


12 to 20 


315 


325 


157 




163 


7075 c 


6 to 10 


345 


355 


174 




179 


Alclad7075 


24 


245 


255 


118 




124 \ 



Except forgings. 

Room temperature. 
c Unless the aging treatment is begun within 2 hours after quenching, the material should be allowed to age-harden at 
room temperature for not less than 2 days before it is subjected to the aging treatment. 



• Determine the type of alloy being heat- 
treated. Consult Table 2-3. If the metal is 
alclad, use the lower temperature and set the 
oven or furnace to that temperature. Before 
turning the oven on, open the door and check 
to make sure there is no trash or metal inside. 
Place the part in the oven. Then close the 
door and turn on the oven. Allow the oven to 
reach the set temperature. This may vary 
depending on the size, type, and power rating 
of the oven. 

• Soak the metal. Consult Table 2-6 to deter- 
mine how long to leave the metal in the oven. 
This is the soaking time. If the metal is clad, 
make sure the soaking time is not exceeded. 

• Quench the aluminum in clear water. The 
water should be room temperature or less. 
Not more than 10 seconds should pass be- 
tween opening the furnace door and immers- 
ing the metal in the water. Improper 
quenching will result in intergranular cor- 
rosion or a severe loss of corrosion resistance. 

NOTE: Place the part in the quenching 
solution edgewise or in a manner that mini- 
mizes any tendency to float. 

• Allow alloys to age. Some alloys are aged at 
room temperature; others require artificial 



aging to get the maximum strength. Alloy 
2024 may be aged at room temperature for 96 
hours before the part may be used. This will 
give the part a temper designation of T4. 
Alloy 2024 may also be aged in the furnace 
artificially.(Artificial aging should be 
restricted to clad sheets.) Artificial aging will 
give a different temper and increase strength 
in the metal. At the end of the artificial aging 
process the part will have a temper designa- 
tion of T6. The alloy 7075 must be artificially 
aged. Consult Table 2-7 for the correct time 
and temperature for aging. The aging of 7075 
will have a designation of T6. 

Refer to TM 43-0106 for additional information on 
aging. 

MAGNESIUM ALLOYS 

Description, Uses, and Characteristics 

Magnesium is the world's lightest structural metal. 
Aluminum is 1.5 times heavier, titanium 2.5 times 
heavier, steel 4 times heavier, and copper and nickel 
alloys 5 times heavier. Magnesium is probably more 
widely distributed in nature than any other metal. It 
can be obtained from ores, such as dolomite and 
magnesite, from underground brines and waste 
liquors of potash manufacture, and from sea water. 
Magnesium is combined with small amounts of 
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certain other metals, including aluminum, man- 
ganese, zinc, zirconium, thorium, and others, to ob- 
tain the strong, lightweight alloys needed for 
structural purposes. The thorium-containing alloys 
are suitable for use at temperatures above 700°F 
(371°C). Table 2-8 lists the magnesium alloys com- 
monly used in aircraft construction and indicates the 
forms in which they are supplied. It shows how mag- 
nesium alloys are used in both the cast and wrought 
forms. Cast alloys are used in making landing wheels, 
engine sections, accessory housings, sumps, and 
small airframe castings. Wrought alloys are used as 
extrusions, sheet, and plate. 

Identification 

Magnesium alloys are identified by a standard system 
of alloy designation adopted by the American Society 
for Testing Metals (ASTM). The magnesium alloy 



AZ92A-T4 is an example of how this system works. 
The first part of the designation (AZ) signifies that 
aluminum and zinc are the two principal alloying 
elements. The second part (92) indicates that these 
elements are present in rounded-off percentages of 
9 and 2 percent. The third part (A) indicates that this 
is the first alloy standardized, with 9 percent 
aluminum and 2 percent zinc as the principal alloys. 
The fourth part (-T4) indicates that the alloy is in the 
solution-heat-treated condition. Table 2-9 gives a 
complete breakdown of the ASTM designation sys- 
tem. 

If identification markings are not on the material, 
use a spot test to distinguish magnesium from 
aluminum, Clean the unknown alloy with a file, 
removing all paint or other surface coating to expose 
base metal. Place one drop of a 1/2 to 1 percent 
solution of silver nitrate on the cleared surface. 



Table 2-8. Commonly used magnesium alloys 



ALLOY 
(ASTM NO) 



ALUMINUM 



MANGANESE 



ZINC 



ZIRCONIUM 



RARE 
EARTHS 



THORIUM 



MAGNESIUM 







Sand and Permanent Mold Casting* 






AZ92A 


9.0 


0.15 


2.0 


_1 


■>■* 




Balance 


AZ63A 


6.0 


0.25 


3.0 


•*« 


~ 


— 


Balance 


EK41A 


— . 


— 


— 


0.6 


4.0 


— 


Balance 


EZ33A 


... 


••» 


2.7 


0.7 


3*0 


~- 


Balance 


HK31A 


•*» 


— 


™ 


0.7 


— 


3.0 


Balance 



DIs Castings 



AZ91A 



9.0 



0.20 



0.6 



Balance 



Extrusions 



AZ31B 


3.0 


0.45 


1.0 


«* 


*«- 


— - 


Balance 


AZ61A 


6.S 


0.30 


1.0 


■r-. 


••■ 


— 


Balance 


MIA 


.« 


1.50 


— 


~- 


_ 


— 


Balance 


AZ80A 


8.5 


0.25 


0.5 


""• 


_. 


"' 


Balance 



Shaet and Plate 



AZ31B 
HK31A 



3.0 



0.45 



1.0 



0.7 



3.0 



Balance 
Balance 
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The metal is magnesium if the surface being tested 
turns black. When no reaction occurs, the metal is 
probably aluminum. 

NOTE: Cadmium and zinc also react to 
silver nitrate, but these metals are in thin 
coatings and should be removed by previous 
filing. 



Methods for Working 

Magnesium alloys have excellent machining charac- 
teristics. Machine tools can be used on magnesium 
at maximum speed, with faster feed rates, to make 
heavy cuts. The power required to cut magnesium 
alloys is about one-sixth that needed for mild steel. 
An excellent surface.finish can be produced on mag- 
nesium and in most cases grinding is not needed. 



Table 2-9. Standard alloy designation system for magnesium 



First part 


Second part 


Third part 


Fourth part 


indicates the 


Indicates the 


Distinguishes 


Indicates 


two principal 


amounts of 


between 


condition 


alloying 


the two 


different alloys 


and properties. 


elements. 


principal alloying 


with the same 






elements. 


rounded-off 
percentages of 
the two principal 
alloying 








elements. 


, , 


Consists of two 
code letters 
representing 
the two main 


Consists of 
two whole 
numbers 
corresponding 


Consists of a 
letter of the 
alphabet 
assigned in 


Consists of 
a letter 

followed 1 
by a number 
(separated from 
the third part 
by a dash). 


alloying ele- 
ments arranged 
in order of 


to rounded- 
off percentages 
of the two main 


sequence as 

compositions 

become 


decreasing 


alloying ele- 


standard. 




percentage. 


ments and 
arranged in same 
order as the alloy 








designations in 








the first part. 







A-Aluminum 


Whole numbers 


All letters of 


F-As 
fabricated. 


E-Rare earth 




alphabet 
except I 


H-Strain- 


H-Thorium 




hardened 


K-Zirconium 




andu. 


and partially 


M-Manganese 




- 


annealed. 


Z-Zinc 






T4- Solution 








heat-treated. 
T5- Artificially 

aged only. 
T6-Solution 

heat-ueated 

and artificially ' 




1 




aged. 1 
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Standard machine operations on magnesium can be 
performed to tolerances of a few ten-thousandths of 
an inch. This metal has no tendency to tear or drag. 
Magnesium alloy sheets can be worked using much 
the same methods as with other sheet metals. Sheets 
can be sheared in much the same way as with the 
other metals, except that a rough, flaky fracture is 
produced on sheets thicker than 0.064 inch. A better 
edge will be produced on a sheet thicker than 0.064 
inch if it is sheared hot. Magnesium alloys tend to 
work-harden rapidly and cannot be formed to the 
radii normally used on aircraft. For this reason, 
wrought products made of these alloys are generally 
produced by hot working, rolling, extruding, or forg- 
ing. The temperatures at which wrought alloys are 
formed range from 450° to 700°F (232° to 371°C). 
Parts formed at temperatures near the lower end of 
this range are stronger than those formed at higher 
temperatures. This is due to an annealing effect that 
varies with the temperature at which the forming is 
accomplished. 

Magnesium alloys are quite resistant to normal 
atmospheric corrosion even when unprotected. 
When painted and given proper treatment, they will 
resist the corrosive effects of salt air. They should not 
be used for parts in continuous contact with salt 
water. Magnesium alloys suffer only visible surface 
corrosion and are not subject to intercrystalline cor- 
rosion. Unpainted engine castings that are usually 
oily or greasy do not suffer corrosion. Powdering and 
roughening of the surface indicate corrosion. Mag- 
nesium alloys must be insulated from contact with 
other metals to avoid electrolytic corrosion. 

TITANIUM AND TITANIUM ALLOYS 

Description 

Titanium is in demand far items such as pumps, 
screens, and other tools and fixtures where corrosion 
is prevalent. Titanium is used in aircraft construction 
and repair for fuselage skins, engine shrouds, 
firewalls, longerons, frames, fittings, air ducts, and 
fasteners. 

Crystal Structure 

In the solid state, the atoms of each metal have a 
characteristic formation known as the crystal 
structure . How the atoms are arranged in this 
structure determines the characteristics of the 
metal. Alloying can alter or combine the crystal 
structures. The A-B-C classification of titanium 



alloys was established to provide a convenient and 
simple means of describing all these alloys. 
Titanium and titanium alloys have three basic types 
of crystal structures: 

• A (alpha) -all-around performance; good 
weldability, tough and strong, both cold and hot, 
and resistant to oxidation; poor bendability. 

• B (beta) -bendability, excellent bend duc- 
tility; strong, both cold and hot, but vulnerable 
to corrosion; heavy consumption of strategic 
alloys. 

• C (combined alpha and beta for compromise 
performances)— strong when cold and 
warm, but weak when hot; good bendability; 
moderate corrosion resistance; excellent 
forgeability. 

Characteristics 

Titanium ranks between aluminum and stainless steel 
in terms of modulus of elasticity, density, and 
strength at high temperatures. It has a melting point 
of 2730°F to 3155°F (1499°C to 1735°C), low thermal 
conductivity, and low coefficient of expansion. It is 
light, strong, and resistant to stress-corrosion crack- 
ing in marine atmospheres. Titanium becomes 
softer as its percentage of purity increases. It is not 
practical to distinguish between the various grades 
of commercially pure or unalloyed titanium by 
chemical analysis. Therefore, these grades are 
determined by their mechanical properties. 
Titanium is about 60 percent heavier than aluminum 
and about 50 percent lighter than stainless steel. It 
has good strength properties up to about 1000°F 
(538°C). If subjected to temperatures of 1000°F 
(538°C) or higher for a long time, it becomes very 
brittle. This metal is nonmagnetic and has an electri- 
cal resistance comparable to that of stainless steel. 

Some of the base alloys of titanium are quite hard. 
Heat treating and alloying do not develop the hard- 
ness of titanium to the high levels of some heat- 
treatable steel alloys. This alloy can be formed in 
the soft condition and heat-treated for hardness. 
In view of the high melting point of titanium, its 
high temperature properties are disappointing. Its 
ultimate yield strength drops rapidly above 800°F 
(427°C). The absorption of oxygen and nitrogen 
from the air at temperatures above 1000°F (538? C) 
makes the metal so brittle on prolonged exposure 
that it soon becomes worthless. However, titanium 
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does have merit for short exposures up to 3000°F 
(1649°C), where strength is not important. Aircraft 
firewalls require this type of alloy* Iron, molyb- 
denum, and chromium are used to stabilize titanium 
and produce alloys that will quench-harden and age- 
harden. 

Adding these metals also increases the ductility of 
titanium alloys. Titanium has greater fatigue resis- 
tance than aluminum or steel. A peculiar charac- 
teristic of this metal is that it never reacts in the same 
way when forming sharp angles and bends. Titanium 
is very sensitive to stresses or strains. Its corrosion 
resistance also deserves special mention. Corrosion 
resistance involves the formation of a protective film 
of stable oxide or chemically absorbed oxygen. Film 
is often produced when oxygen and oxidizing agents 
are present. Corrosion is often reduced by im- 
purities and minor components of commercial solu- 
tions. Laboratory tests with acid and saline solutions 
show that titanium polarizes readily. In general, the 
net effect of this polarization is to decrease corrosion 
caused by unlike metals. Corrosion currents on the 
surface of titanium and metallic couples are naturally 
restricted. This partly accounts for their good resis- 
tance to many chemicals. Titanium may also be used 
with some metals with no harmful galvanic effect on 
either. Corrosion of titanium is uniform. There is 
little evidence of pitting or other serious forms of 
localized attack. Normally, titanium is not subject to 
corrosion from stress or errosion, to corrosion 
fatigue, or to intergranular or galvanic corrosion. 

Identification 

Titanium is manufactured for commercial use in two 
basic compositions: commercially pure titanium and 
alloyed titanium. Type A-55 is an example of a com- 
mercially pure titanium. It has a yield strength rang- 
ing from 55,000 to 80,000 pounds per square inch and 
is a general-purpose grade for moderate to severe 
forming. It is sometimes used for nonstructural 
aircraft parts and for all types of corrosion-resisting 
applications, such as tubing, Type A-70 titanium is 
closely related to type A-55 but has a yield strength 
ranging from 70,000 to 95,000 pounds per square 
inch. It is used where higher strength is required and 
is specified for many moderately stressed aircraft 
parts. For many corrosion applications, it is used 
interchangeably with type A-55. Both these types are 
weldable. 



Type C-110M is widely used for primary structural 
members and aircraft skin in airframe applications. 
It has a minimum yield strength of 110,000 pounds 
per square inch and contains 8 percent manganese. 
Type A-110AT is a titanium alloy that contains 5 
percent aluminum and 25 percent tin. This type also 
has a mimmum yield strength at high temperatures 
with the excellent welding characteristics found in 
alpha-type titanium alloys, Titanium is similar in 
appearance to stainless steel. One method used to 
quickly identity titanium is the spark test* Titanium 
gives off a brilliant white trace ending in a brilliant 
white burst. Titanium can also be identified by mois- 
tening it and drawing a line on a piece of glass. This 
will leave a dark line that looks like a pencil mark. 
Titanium is nonmagnetic. Table 2-10 shows the 
various types of titanium alloy compositions. 

Methods for Working 

Grinding 

Titanium and its alloys can be ground at about the 
same rate of speed as hardened high-speed steels and 
die steels. Moderately light cuts are recommended. 
Periodic dressing is required to keep the wheel in 
proper condition, with the frequency of dressing 
depending on grinding conditions. Excessive wheel 
loading leads to poor grinding action with resulting 
poor surface finish, high residual tensile stresses, and 
low grinding ratios. G rinding difficulties can be min- 
imized by using the proper type of wheels at low 
wheel speeds and feeds and by flooding the grinding 
area with an inhibiting or purging type of cutting 
fluid. The grinding temperature must be low to keep 
stresses low, Dry grinding is not recommended. In- 
stead, proper wheel speed, frequent wheel dressing, 
and the use of appropriate wheels and grinding fluids 
are the minimum cutting requirements. The correct 
operation sheets for the parts concerned should 
specify the data for these variables. 

High-quality machine tools are important for good 
grinding conditions. Rigid work and wheel setups 
are required to prevent vibrations that would other- 
wise contribute to surface damage. Grinding opera- 
tions must be closely supervised and recommended 
procedures adhered to without any changes. When 
grinding methods are questionable, quick checks can 
be made by dye or fluorescent penetrants to identify 
possible surface cracking. Titanium parts should be 
handled with care to avoid nicking and scratching 
finished parts. (Some ground parts may need to be 
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Table 2-10. Titanium and titanium alloys 



Titanium and Titanium Alloy, 

Sheet, Strip, and Plata 

Military Specification MIL-T-9046J 




PERCENT 
ALLOY 


CLASS 


CONDITION 


TENSILE STRENGTH 

(pounds per squars 

inch-minute) 


BMn 


1 


Hot-rolled, annealed. 


120,000 


BAMV 


2 


and descaled 


130,000 


SAI-2.BSn 


3 




120,000 


2Fe-2C«Mo 


4 




120,000 



Titanium and Titanium Alloy Bars 

(Rolled or Forged) and Reforging 

Stock, Aircraft Quality 

MlL-T-9047GINTend1 



Unalloyed 


1 


Hot-worked, annealed. 


80,000 


5AI-2-1/2Sn 


2 


and descaled 


115,000 


3AI-50 


3 




140,000 


2Fe-2Cr-2Mo 


4 




130,000 


6AI-4V 


5 




130,000 


4AMMn 


6 




140,000 


5AI-M/2Fe- 


7 




145,000 


M/2Cr-1-1/2Mo 








Al-Aluminum 




Mn-Manganese 


V-Vanadium 


Cr-Chromium 




Mo-Molybdenum 




Fe-lron (Ferrous 


>> 


Sn-Tin (Stannum) 





stress-relieved by heat treating for some time before 
final inspection. One hour at 1000°F (538°C) is a 
common heat treatment.) 

Drilling 

Titanium and its alloys may be difficult to drill unless 
certain procedures are followed. The galling action 
between titanium and tool materials, when accen- 
tuated by high cutting temperatures, can result in a 



rapid dulling of the cutting lips of the drill. This, in 
turn, will result in poor cutting action and unsatisfac- 
tory holes, A cutting drill that is sharp produces 
tight, curled chips and is easy to drill with, As the 
drill becomes dull, the cutting temperatures rise, the 
metal begins to cling to the lips and margins of the 
bits, and the flow of chips becomes increasingly 
obstructed. The appearance of feathered chips from 
the flutes indicates that the drill is dull and should be 
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replaced. The appearance of irregular and dis- 
colored chips indicates that the drill has failed. 
Drilling difficulties can be reduced by designing 
holes to be as shallow as possible, by using short, 
sharp drills of approved design and large amounts of 
cutting fluids so they will penetrate to the chip-tool 
contact areas for maximum cooling, and by using low 
speeds and heavy feeds. When improper drilling 
methods are used, the resulting holes are out-of- 
round, tapered, or rough-edged. If appropriate cut- 
ting procedures and drills are used, holes of proper 
size and quality will be produced. The rule stated 
above for handling titanium parts also applies to 
using the drill press and in transit. 

Sawing 

Power hacksaws, band saws, and friction saws are 
used for sawing titanium and its alloys. Successful 
band sawing of the AMS 4908 alloy is done with a 
standard 1/2-inch-wide blade that has 10 teeth per 
inch and rotates at about 2500 feet per minute. A 
constant rate of feed of about 25 feet per minute must 
be maintained. Water-soluble coolants are desirable. 
It is easy to do friction sawing if a positive feed is 
maintained and the cut is not interrupted. A heavy 
burr is formed, in proportion to the gage thickness, 
which must be removed. Sawed edges must be draw- 
filed or belt-sanded to remove the ragged edges 
before forming to prevent the possibility of sub- 
sequent cracking 

Shearing 

The application of shearing to titanium and its alloys 
is successful if the dies are in perfect condition. 
Without further hand filing, machining, or belt sand- 
ing to remove shear cracks, the die life will be short, 
maintenance costs will be higher, and sheared and 
blanked edges will be unsatisfactory. For gages of up 
to about 0.040 inch, it is sufficient to remove 0.010 
inch from the sheared edge. For gages over 0.040 
inch, 0.020 to 0.025 inch must be removed. Special 
attention must be paid to the sharpness of the shear 
knives; nicked knives should never be used. Straight 
shears are applied in the conventional manner. 
Blanking and piercing dies (male and female) are 
comparable to those used on 1/4-inch hard stainless 
steel. (Kirtsite blanking dies are not satisfactory.) 
Power contour shears, power roll shears, and 
unishears can be used. Gages thicker than 0.080 inch 
require square shears for both alloy and commercial- 
ly pure titanium. 



Marking 

Commonly used marking tools are acceptable for 
titanium alloys, except for those that physically 
damage the surface such as impression stamps, 
scratch-awls, electric pencils, and punch marks. For 
example, holes drilled for locating pins are always 
punch-marked before drilling, while layout line inter- 
sections for locating parts are not punched. 
Titanium is stencilled in the direction of grain forma- 
tion and parallel to rolling directions. Stencil paint 
must be removed before cleaning and relieving 
stresses; otherwise, damage will occur from stress 
effects during cleaning. By following basic rules and 
using proper equipment, you can form titanium sheet 
on a commercial production basis. Many forming 
operations are carried out at room temperature. The 
best results are obtained by slow working because 
titanium resists sudden movement. Stretching, hydro 
pressing, and draw pressing are preferable to punch 
pressing and drop-hammer work. After severe cold 
forming, stress relieving is desirable. Some parts are 
formed at room temperature, but others are more 
readily produced warm. Warming the dies or the 
work usually overcomes any problems that may be 
encountered in cold forming. Even minimum heat- 
ing helps, but better results are obtained in the 500° 
to 800°F (260° to 427°C) range 

Heat Treating 

Several commercial high-strength titanium alloys are 
quite responsive to heat treatment, but only a few 
users of titanium have employed this treatment to 
gain strength. The major reason for this is that the 
quench-hardening process has not been completely 
perfected and is still difficult to use. Conventional 
methods of heat-treating titanium have resulted in 
brittle products. However, several types of treat- 
ment capable of enhancing alloy strength while 
maintaining adequate ductility are being re- 
searched. The heat-treatment potential of most 
titanium-base alloys is based on the metal undergoing 
chemical transformation. It can exist as two different 
crystal structures, with one being transformed into 
the other, depending on temperature. In broad out- 
line, the process of alloy transformation to hardening 
includes formation of the higher temperature phase 
(beta) by heating, followed by sufficiently rapid cool- 
ing to retain some beta beyond the equilibrium point, 
and by its subsequent transformation to the lower 
temperature phase (alpha). Titanium is heat-treated 
to relieve stresses set up during cold forming or 
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machining. It is fully annealed after hot working and 
thermal-hardened to improve strength, usually with 
some loss of ductility. 

COPPER AND COPPER ALLOYS 

Description 

Copper is one of the most widely distributed metals 
in nature. It is the only reddish-colored metal and is 
second only to silver in electrical conductivity. Its use 
as a structural material is limited because of its great 
weight. However, in many cases, some of its out- 
standing characteristics, such as high electrical and 
heat conductivity, compensate for the weight factor. 
Because it is very malleable and ductile, copper is 
ideal for making wire. Salt water corrodes it, but 
fresh water does not. The ultimate tensile strength 
of copper varies greatly. For cast copper, the tensile 
strength is about 25,000 pounds per square inch; 
when cold-rolled or cold-drawn, the tensile strength 
increases in range to between 40,000 and 67,000 
pounds per square inch* In aircraft, copper is used 
primarily in the electrical system and for instrument 
tubing and bonding. In the manufacture of tubing* 
the copper must be at least 99.9 percent pure. The 
standard tubing requirements for aircraft fuel, oil, 
and water lines call for dies ranging from a 178-inch 
to 1 1/8-inch outside diameter. A wall thickness of 
35/1000 inch is used for tubing with diameters of less 
than 5/8 inch and a thickness of 49/1000 inch for 
larger diameters. Copper is used in the pure form 
and is alloyed with various other elements. The most 
common copper-base alloys are brass and bronze. In 
brass, the chief alloying element is zinc; in bronze, it 
is tin. Other copper-base alloys are beryllium copper 
and copper silicon. 

Identification 

Because the use of copper and copper alloys in 
repairing aircraft structures is limited, their iden- 
tification by types is not covered here. Refer to 
MIL-STD-455B for identification of copper and 
copper alloys. 

MONEL 

Description 

Monel is the leading high-nickel alloy. It combines 
the properties of great strength, notably at high 
temperatures, and excellent corrosion resistance. 
This metal is 68 percent nickel, 29 percent copper, 
1.5 percent iron, and 1 percent manganese. It cannot 



be hardened by heat treatment and responds only to 
cold working 

Identification 

Refer to Table 2-11. 

Methods for Working and Uses 

Monel is adaptable to casting and hot or cold work- 
ing, can be successfully welded, and has properties 
similar to steel. When forged and annealed, it has a 
tensile strength of 80,000 pounds per square inch that 
can be increased by cold working to 125,000 pounds 
per square inch, which ranks Monel among the tough 
alloys. Because of its corrosion resistance, Monel is 
substituted for steel where such resistance is a 
primary consideration. Monel has been successfully 
used for gears and chains, for operating retractable 
landinggears, and for structural parts that are subject 
to corrosion. In aircraft construction, Monel has 
been used for parts requiring both strength and high 
resistance to corrosion, such as exhaust manifolds, 
carburetor needle valves, and sleeves. 

INCONEL 

Description and Uses 

Inconel is a nickel-chromium alloy containing about 
77 percent nickel, 14 percent chromium, 7 percent 
iron, and small amounts of manganese, copper, and 
silicon. Inconel has great corrosion resistance, 
retains its strength at high temperatures, and remains 
bright under exposure to a wide variety of corrosives. 
The tensile strength of Inconel is very high, ranging 
from 80,000 to 100,000 pounds per square inch in 
annealed form and from 165,000 to 185,000 pounds 
per square inch in spring temper form. This metal 
responds to all standard joining methods. Inconel 
has the ability to resist the effects of combustion gases 
and to retain its strength and ductility at tempera- 
tures as high as 1600°F (871°C). This makes it valu- 
able for use in aircraft exhaust stacks and manifolds, 
collector rings, cowling around exhaust pipes, 
firewalls, shrouding, and exhaust gas analyzer tubes. 
Because of its nonmagnetic quality, Inconel is 
suitable for use around aircraft compasses. 

Identification 

Refer to Table 2-12. 

Methods for Working 

Inconel can only be hardened by cold working, not by 
heat treatment. Machining Inconel is difficult and 
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Table 2-11. Identification of Monei 





Sheet. Plate, and Strip 


INDUSTRY 
STANDARD 


FEDERAL 

SPECIFICATION 


CONDITION 
AVAILABLE 


ASTMB1Z7-80A 


QQ-N-281D.INT 
AMDKSH) 


Sheet- Hot- or cold-rolled 
Plate— Hot-rolled 
Strip— Cold-rolled 




QQ-N-286D12) 


Sheet- Cold-rolled and annealed 






Strip— Cold-rolled and annealed; 



cold-rolled, annealed, and 
age-hardened; cold-rolled, 
1/2-hard; cold-rolled, 
1/2-hard < and age-hardened; 
cold-rolled, full-hard; 
cold-rolled, full-hard, 
and age-hardened 



Bare, Forginga. and Rode 



QQ-N-281D,INT 

AMDKSH) 

QQ-N-281D, 
AMD KSH) 

QQ-N-286D 



Bars and Rods— Cold-drawn, hot-rolled 
Forgings— Hot-finished, high tensile 
Bars and Rods— Cold-drawn, hot-rolled 

Bars, Forgings, and Rods— 
Hot-finished, age-hardened; 
hot-finished, annealed; hot- 
finished, annealed, and age-hardened 

Bars and Rods— Cold-drawn (as drawn); 
cold-drawn, age-hardened; 
cold-drawn, annealed; cold-drawn, 
annealed, and age-hardened 



Tubing 



INDUSTRY 
STANDARD 


MILITARY 
SPECIFICATION 


TYPE 


CONDITION 
AVAILABLE 


ASTM B165-81 


MIL-T-1368C(2) 


I. Seamless 
II. Welded 


Annealed; hard, 
stress-relieved; 
stress-equalized 
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Table 2-12. Identification of Inconel 



Sheet. Plate, and Strip 



Bars, Forging*, and Rods 



i 



INDUSTRY 
STANDARD 


CURRENT 
SPECIFICATION 


CONDITION 
AVAILABLE 


FINISH 


ASTM B168-80A 
orAMS5540J-80 




Sheet-Cold-rolled 
end annealed 


(1) Sodium 
hydride 
descaled 






Plate- Hot-rolled 
and annealed 


(21 Acid pickled 






Strip- Cold-rolled 
and annealed, 
or spring temper 


(31 Controlled 
atmosphere 
annealed 
(0.126 inch 
and less in 
thickness) 

(4) Cold-rolled 
(as rolled) 



ASTM B 166-81 




A (Cold-drawn 


(1) Pickled 






and annealed) 


(2) As drawn 






B (Cold-drawn) 


(3) As rolled 






C (Hot-rolled) 


or as forged 






D (Forgings, 
hot-finished) 

E (Forgings, 
hot-finished 
and annealed) 

F (Hot-rolled 
and annealed) 

G (Forging 
quality, for 


(4) As annealed 




t 


subsequent hot 
manipulation) 




AMS6667H-79 


MIL-N-OSCH2) 


A (Hot- 


(1) Rough 


AMS 5668^81 




finished; 


center-less 


AMS5568F61 




rolled, forged. 


ground 






or extruded) 





must be done at low speeds with carefully treated and 
sharpened tools. Machining generates considerable 
heat. Inconel bends easily. Military specifications 
require test pieces to withstand cold bending, for any 
direction of the sheet, without cracking, through an 
angle of 180° on a diameter equal to the thickness of 
the test specimen. For shop work, it is best for the 
bend radii to equal one thickness of the material. 
Inconel welds rapidly, producing a strong, sound, 
and ductile weld that resists corrosion. Welding may 
be done by electric arc, electric spark, seam, or 
oxyacetylene flame. Welded joints in the annealed 
material develop the strength of the base metal. As 



eevidence of its ductility, a welded sheet may be bent 
flat on itself, at right angles to the weld, or along the 
welded seam, without cracking the weld. 

HARDNESS TESTING OF METALS 

Hardness testing can determine both the results of 
heat treatment and the state of metal before heat 
treatment. Because hardness values can be com- 
pared with tensile strength values and with wear 
resistance, hardness tests are valuable checks of heat- 
treatment control and material properties. Hard- 
ness testing is done by various tools, all of which help 
the operator to find the ultimate strength of the 
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Table 2-12. Identification Inconel (continued) 





Bare, Forging*, and Roda 




INDUSTRY 
STANOAHD 


CURRENT 
SPECIFICATION 


CONDITION 
AVAILABLE 


FINISH 






B (Forging 
quality, for 
subeequent hot 
manipulation) 


(2) Rough* 
turned 

0) Aahot- 
finlahed 






C (Solution- 
treated) 

D (Solution- 
traatadand 
high- 

temparatura 
agad» 

E (FuUy heat- 
treated; 
solution- 
treated, high- 
temperature 
aged, and aged 




AMS5680F-79 




I. Seamless 
II. Welded and 
drawn 


Cold-drawn, 
annealed, and 
pickled 



material There are several hardness testers, such as 
the Brinell, Rockwell, Richie, Scleroscope, Shore, 
and Webster (hand-type). The Webster will be 
described here because it is the most versatile and the 
one that most shops will use. 

Webster Hardness Tester 

Description 

There are three models of the Webster hardness 
tester: B, B-75, and BB-75. The hand-type tester 
(Figure 2-2) is a simple pliers-type unit with an anvil 
on one jaw to support the work and an indenter on 
the other jaw. This instrument is used for testing 
aluminum and aluminum alloys. When the indenter 
is forced into the metal, the dial indicator can be read 
directly during the pliers action. Care must be taken 
to apply the indenter jaws at right angles to the 
surface being tested. Any deviation from a right 
angle rotation will give an inaccurate reading. 

Operating Principles 

All models of the Webster hardness tester operate in 
the same manner. The material to be tested is placed 



between the anvil and the penetrator. Pressure is 
applied to the handles until "bottom" is felt, at which 
time the dial indicator is read. Excess handle pres- 
sure beyond this point is not harmful, but it is 
unnecessary. The tester should be held without 
moving while taking the reading. Any twisting or 
other movement during the test will result in inac- 
curate readings. The same principle applies to any 
other hardness testing machine. Figure 2-2 shows the 
principal working parts of this tester. 

NOTE: The penetrator assembly consists of 
the penetrator, load spring, adjusting nut, 
penetrator housing, housing key, return 
spring, and dial indicator. This entire as- 
sembly moves toward the anvil as a 
unit when pressure is applied to the handles. 

To operate the tester, follow these procedures: 

• Apply handle pressure to move the 
penetrator assembly toward the work. The 
penetrator point makes contact first because 
it projects beyond the flat face of the housing. 
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Continued handle pressure causes the 
penetrator to recede into the housing against 
the load of the load spring. 

Rest the flat lower end or face of the housing 
against the work to feel "bottom." Further 
pressure on the handle squeezes the metal 
between the housing face and anvil. The only 
load on the penetrator is the load spring, 
which is controlled by the setting of the load 
spring adjusting nut. 

Actuate the dial indicator on the upper end 
of the penetrator housing by moving the 
penetrator. On extremely hard metal, the 
penetrator recedes into the housing until the 
tip is flush with the housing face. This is the 
position of maximum penetrator travel and is 
used for zero or full-scale setting of the dial 
indicator. It is obtained by compressing the 
penetrator all the way against the bare anvil. 
On extremely soft metal, the penetrator will 
not recede into the housing, will not move, 
and will not obtain a reading on the dial in- 
dicator. 




A FRAME E HOUSING KEY j PENETRATOR HOUSING 

B HANDLE F RETURN SPRING K ADJUSTING NUT 

C PIVOT SCREM G PENETRATOR [_ DIAL INDICATOR ASSEMBLY 

D ANVIL H LOAD SPRING 



Figure 2-2. Webster hand-type tester 



Zero and Load Spring Adjustments 

There are only two adjustments on any model of the 
Webster hardness tester. The zero adjustment 
screw on top of the dial indicator case is adjusted 
at the factory to compensate for the accumulated 
tolerances of a particular penetrator, housing, and 
dial indicator. It need never be adjusted unless the 
indicating hand does not reach full-scale when the 
tester is operated against its bare anvil, or when one 
of the following factors applies: 



A new penetrator is installed. 

The dial indicator is changed from one 
penetrator to another. 

Excessive wear results in the need for a slight 
adjustment. 



CAUTION 

Do not turn the screw until after the handles 
are fully depressed. This prevents the pos- 
sibility of the indicating hand passing 
full-scale, striking the case, and applying 
high torque to the indicator's internal 
mechanism. 



Special Instructions 

Model B tester. This tester has a single-point 
penetrator that is identified in Figure 2-3. The dial 
indicator is graduated from 1 to 20, and the hardness 
readings obtained can be compared to hardness 
readings on other testers, such as Rockwell and 
Brinell. As in all hardness testers, the amount of load 
exerted on the penetrator is determined by the load 
spring adjustment and is not affected by excess handle 
pressure. 



4 



MODEL I 



n 




MODELS 8 -75 & 89 -7S 



Figure 2-3. Penetrator identification 

The handle pressure required to operate the model 
B tester is the least of all three models. This tester is 
used on aluminum and aluminum alloys, but it may 
also be used for other metals in the same hardness 
range. Each model B tester is accompanied by a 
standard sample with the correct dial indicator read- 
ing. This sample is used for routine checks to ensure 
proper load spring adjustment. Before making a 
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check, the dial indicator must be in correct zero 
adjustment. If the reading on the dial indicator does 
not agree with the number stamped on the standard 
sample, the load spring adjustment must be changed 
until the readings agree. When adjusted properly, 
the readings on aluminum samples are approximate- 
ly as shown in Figure 2-4. 
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Figure 2-4. Hardness range, aluminum, 
model B 

Model BB-75 tester. This tester is a combination of 
the model B-75 penetrator and the model B load 
spring. This combination provides slightly more sen- 
sitivity on the softer materials than do the B and B-75 
testers. Model BB-75 was developed for rapid test- 
ing of electro-deposited copper and copper in the 
low hardness range. When adjusted properly, the 
readings obtained on copper samples are ap- 
proximately as shown in Figure 2-5. 

Model B-75 tester. This tester has a single-point 
penetrator with a different contour from the model 
B that can be identified from Figure 2-3. The same 
dial indicator is used for the B and B-75 tester. 
Graduations are from 1 to 20. Hardness readings 
obtained with the model B-75 can be compared to 
readings from other standard hardness testers, such 
as Rockwell. As in all models, the amount of load on 
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Figure 2-5. Hardness range, copper, model 
BB-75 

the penetrator is determined by the load spring 
adjustment and is not affected by excess pressure 
on the handle. The model B-75 uses a slightly 
heavier load spring than models B and BB-75, but 
requires a little more pressure on the handles to 
operate it. The B-75 tester is designed for use on 
brass and mild steel, and its 20 dial graduations cover 
the hardness range from annealed to full-hard brass. 
This tester is more sensitive than the model B; there- 
fore, it covers a smaller range of hardness. Each B-75 
tester is accompanied by a standard sample with the 
proper dial indicator reading. This sample is used 
for routine checks to ensure proper load spring ad- 
justment. Before making this check, ensure the dial 
indicator is in correct zero adjustment. If the reading 
taken on the standard sample does not agree with the 
number stamped on it, the load spring adjustment 
must be changed to make the reading agree. Given 
proper zero and load spring adjustment, readings 
obtained on brass and mild steel samples are ap- 
proximately as shown in Figure 2-6. 

Tables 2-13 and 2-14 show the cross-reference for the 
Webster tester for aluminum (bare or clad) and 
aluminum alloy. These tables should be used in con- 
junction with the dial reading and the Rockwell E 
scale shown in Figure 2-7. 
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Figure 2-6. Hardness conversion for brass and mild steel 
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Figure 2-7. Hardness conversion for aluminum alloy 
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Table 2-13. Percent of IACS (Internaltional Annealed Copperd Standard) conductivity values and 
Rockwell hardness values for 0.050-inch minimum thickness clad aluminum sheet and plate 



PERCENT OF IACS (INTERNATIONAL ANNEALED COPPER 

STANDARD CONDUCTIVITY VALUES AND ROCKWELL 

HARDNESS VALUES FOR 0.060 INCH MIN THICKNESS CLAD 

ALUMINUM SHEET AND PLATE 



ALLOY 


TEMPER 


HARDNESS VALUES 1 
ROCKWELL E 


2014 


«0 


NA 2 




-T3, -T4 


87-95 




-T42, -T45X 






-T6, -T62, 


104-110 




-T6SX 




2024 


-0 


NA 




•T3, -T45X 


91-100 
93-102 




-T4, -T42 


91-100 




-T4X 


93-102 




-T6, -T62 


99-106 




-T65X 






-T81,-T85X 


99-106 


2219 


-0 


NA 




-T3 


NA 




-T62 


93-102 




-T81,-TB5X 


96 -10610.050 in -0.1 25 in) 


6061 


-0 


NA 




-T4, -T45X 


NA 




-T6, -T6X 


84-96 






85 -97 (0.125 in and under) 


7075 


-0 


NA 




-T6, -T65X 


104-110 
102-110 
102-110 


7178 


-0 


NA 




-T6, -T66X 


NA 

NA 




-T76 


NA 



) 



hf hardness is within acceptable limits, parts are acceptable. 
2 NA means suitable acceptance values are not availiable. 
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Table 2-14. Percent of IACS (International Anneald Copper Standard) conductivity values and 
Rockwell hardness values for bare aluminum sheet, plate, extrusions, and forgings 



I 



PERCENT OF IACS (INTERNATIONAL ANNEALED COPPER 

STANDARD) CONDUCTIVITY VALUES AND ROCKWELL 

HARDNESS VALUES FOR BARE ALUMINUM SHEET, PLATE. 

EXTRUSIONS. AND FORGINGS 



ALLOY 



2014 



2024 



2210 



6062 



6061 



7075 



7079 



7178 



TEMPER 



-0 

-T3, -T4, -T41 

-T42,-T45X 

-T6 

-T62,-T65X 

-T61 

-0 

-T3,-T35X 

-T4.-T42 

-T6,-T62 

-T65X 

-T81,-T85X 

■0 
-T3 
-T8, -TBI 

-0 
-H34 

-T4.-T45X 

-T6, -T6X 

-0 

-T6,-T66X 
-T73, -T7361 3 
-T73. -T7351 3 
W 

-0 

-T6, T6BX 

-0 

-T6 f -TB6X 

-T76 



HARDNESS VALUES 1 
ROCKWELL E 



NA 2 

87-95 

87-96 

103-110 

104-110 

100-109 

NA 

97-106 

97-106 

99-106 

99-106 

99-106 

NA 

NA 
NA 

NA 
66min 

NA 

60 -76 Sheet and Plata 

70 - 81 Extrusion and Bar 

86-97 

NA 

106-114 

103-106 

103-114 

NA 

NA 
104-114 

NA 

106 min 
NA 



hf hardness is within acceptable limites, parts are acceptable. 

2 NA means suitable acceptance values are not available. 

3 For all 7075-T73 or 7075-T7361 parts, determine both conductivity and Rockwell hardness. 
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CHAPTER 3 



SHEET METAL TOOLS AND SHOP EQUIPMENT 



This chapter contains general information and in- 
structions on sheet metal tools and shop equipment 
needed by airframe repairers to make aircraft struc- 
tural repairs. It is important that airframe repairers 
select, use, and care for tools properly. Otherwise, 
injured personnel, wasted materials, and damaged 
equipment could result. Selecting the proper tools 
helps airframe repairers do their work accurately, 
safely, and on time. They need to know how to 
operate various types of shop equipment because 
there may be no large power presses and dies or 
heavy drop hammers available on flight lines or in 
depots to stamp out needed parts. Engineers and 
draftspersons capable of providing data or layout 
measures needed to make repairs may also be un- 
available. Therefore, airframe repairers must be 
able to select materials, estimate original and final 
temper conditions, take measurements, make the 
layout and, in some cases, design and make the neces- 
sary forms or dollies on which a repair part will be 
shaped. A thorough understanding of these instruc- 
tions, methods, and procedures will be a great asset 
to airframe repairers. TM 9-243 contains informa- 
tion on the care and use of hand tools. 

Section I. Basic Hand Tools 

LAYOUT AND MEASURING TOOLS 

Layout and measuring tools are precision-designed, 
carefully machined, and accurately marked; some- 
times they may contain delicate parts. Use them with 
care; avoid bending, dropping, or any other misuse 
that might impair their performance. The outcome 
of a job will depend on accurate measurements and 
layouts; therefore, you must fully understand how to 
read, use, and care for these tools, including rules, 
tapes, combination set, scriber, dividers, calipers, 
micrometer calipers, and gages. 

Rules 

Rules are usually steel and come in 4-, 6-, and 12-inch 
lengths. The inch is the most commonly used unit of 
measurement in aircraft metalwork. A rule has 
graduated markings expressed in divisions of 1/2, 1/4, 
1/8, 1/16, 1/32, and 1/64 inch. Fractions of an inch 
may be expressed as decimals called decimal 



equivalents of an inch . For example, 1/8 inch is ex- 
pressed as 0.125 (one hundred twenty-five 
thousandths of an inch). Rules come in two basic 
styles: 

• Divided or marked in common fractions 
(Figure 3-1 [A], [B]). 

• Divided or marked in decimals or divisions of 
hundredths of an inch. 

A rule can be used either as a measuring tool or as a 
straightedge. To get an accurate measurement, turn 
the rule on edge and sight down the graduations. 
Because the end of a rule may become worn or 
damaged, it is more accurate to measure from one of 
the internal graduations (Figure 3-l[C]). 

Tapes 

Tapes come in several different kinds and lengths. 
Most commonly used is a 6-foot long, flexible steel 
tape coiled inside a circular case (Figure 3-2). This 
tape is graduated on one side in divisions of 1/2, 1/4, 
1/16, and 1/32 inch. A small lip on the extending end 
is used to steady the tape while it is being used. The 
tape will bend but should not be bent intentionally 
because it can easily break. 

Combination Set 

The combination set (Figure 3-3) has several uses. It 
consists of a 12-inch grooved steel blade with 
graduated markings like those on a 12-inch rule, a 
center head, protractor head, and stock head, all 
made of cast steel. Each head slides along the blade 
and clamps at any desired position. Use the center 
head to find the center of shafting or other cylindri- 
cal work. Set the protractor head at any desired 
angle and use it to draw other than 45° lines. The 
stock head, sometimes called the square head, has a 
spirit level and a scriber. Use it to square plumb and 
level surface points on a material at the same time, or 
use it as a simple level. 

Scriber 

A scriber (Figure 3-4) is made of tool steel; it is 4 to 
12 inches long and has two needle-pointed ends. One 
end is bent at a 90° angle to reach and mark through 
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Figure 3-1. Types of rules and their use 




Figure 3-2. Flexible steel tape 
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Figure 3-3. Combination set 
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openings. An airframe repairer uses a scriber in the 
same way as a writer uses a pen or pencil; generally, 
to scribe or mark lines on metal surfaces. Before 
using a scriber, always inspect the points for sharp- 
ness. Make sure the steel rule you are using as a 
straightedge is lying flat on the metal and in position 
for scribing. Tilt the scriber slightly in the direction 
in which it will be moved. Hold it like a pencil. Keep 
its point close to the guiding edge of the steel rule. 
The scribed line should be heavy enough to be visible 
but no deeper than needed for its purpose. 
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improved version of the wing divider, the tip of one 
leg can be removed to allow insertion of a pencil. 

To set the dividers, place one leg at a preselected spot 
on the material or rule, turn the adjustment nut, and 
place the point of the other leg at rest on the spot you 
are measuring to. 

To draw an arc or circle with the divider, hold the top 
with thumb and forefinger. Place one leg on a 
preselected center point and press down on it to keep 
it from moving. sSwing the other leg with a circular 




Figure 3-4. Scriber 



Dividers 

Dividers are used to measure distances between two 
points, to transfer or compare measurements directly 
from a rule, or to scribe an arc, radius, or circle. 
Figure 3-5 shows two types of dividers: spring type 
and wing type. A spring divider has two sharp- 
pointed straight legs held apart by a spring and ad- 
justed with a screw and nut. It is available in 3- to 
10-inch lengths, A wing divider has a steel bar 
separating the legs, a locking nut for rough measure- 
ments, and an adjusting screw for fine adjustments. 
It is available in 6-, 8-, and 12-inch lengths. In one 
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WING DIVIDER 



Figure 3-5. Dividers 



motion, applying pressure while it drags across the 
material so that its points will mark the line of an arc 
or circle. To keep the legs from slipping, incline the 
dividers in the same direction in which they are being 
rotated. 

Calipers 

Calipers are used to measure diameters or compare 
distances and sizes. The four common types of 
calipers are: inside, outside, hermaphrodite, and 
slide. Calipers have setting and adjustment features 
that can be manipulated to measure work as re- 
quired. There are also several special types of 
calipers, such as gear tool calipers. 

Inside calipers (Figure 3-6) have legs that are curved 
outward for measuring inside diameters, such as the 
diameters of cylinder bores and holes, the distance 
between two surfaces, the width of slots, and other 
similar measurements. To ensure accurate readings 
of caliper measurements, make sure the setting and 
adjustment knob and screw are securely locked after 
measurements have been made. 

Outside calipers (Figure 3-7) have legs that are 
curved inward for measuring the outside dimensions 
of round stock, such as shafts, pipes, rods, and other 
objects. Methods for setting and adjusting outside 
calipers are similar to those used for inside calipers. 
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SPRING INSIDE CALIPERS 
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INSIDE CALIPERS 



Figure 3-6. Inside calipers 
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SPRING OUTSIDE CALIPERS 
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Figure 3-7. Outside calipers 



Hermaphrodite calipers (Figure 3-8) have one leg 
that ends in a point; the other leg has a bearing 
surface. Hermaphrodite calipers are used to scribe 
lines or arcs on material in layout work. They should 
never be used for precision measurement. 




Figure 3-8. Hermaphrodite calipers 



Slide calipers (Figure 3-9), sometimes called slide 
caliper rules, eliminate the need to use a regular scale 
rule. The slide caliper has a vernier scale for use in 
extremely fine measurements. The caliper blade is 
graduated in fortieths, or 0.025, of an inch. Every 
fourth division represents 1/10 inch. The vernier 
scale has a space divided into 25 parts* numbered 0, 
5, 10, 15, 20, and 25, These 25 divisions cover the 
same space as 24 divisions on the caliper blade. To 
read the slide caliper, add the total number of tenths 
(0.100) and fortieths (0.025) together from zero to the 
front of the slide head. From the last tenth shown, 
add the remaining fortieths from that point to the 
front of the slide head. For an even more accurate 
reading, determine which line on the vernier scale 
aligns with a line on the tenth or fortieth scale of the 
slide bar. Take the number from the vernier scale and 
place it at the end of the total reading from the tenth 
and fortieth scale. This will change the reading from 
hundredths to thousandths of an inch. 
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Figure 3-9. Slide caliper with vernier scale 



Micrometer Calipers 



Micrometer calipers are the most accurate adjustable 
measuring instrument. Their internal parts are cut on 
a precision machine grind. There are four types of 
micrometer calipers, each designed for a specific 
purpose: 

• Outside micrometer (Figure 3-10) the type 
most commonly used by airframe repairers 
for measuring outside dimensions of shafts 
and round stock and other similar measure- 
ments; also used to set inside calipers to a 
desired dimension. The fixed parts of an 
outside micrometer are the frame, barrel, and 



anvil; the movable parts are the thimble and 
spindle. The thimble rotates the spindle that 
moves in the threaded portion inside the bar- 
rel. The thimble is turned to open and close 
the space between the faces for measuring 
work on the anvil and at the end of the spindle. 

• Inside micrometer used to measure inside 
diameters of cylinders and the width of recesses 
and to make other similar measurements. 

• Depth micrometer used to measure depth of 
recesses or holes. 

• Thread micrometer used to measure pitch 
diameters of screws and bolts. 
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Figure 3-10. Outside micrometer 



3-5 



FM 1-563 



A micrometer is used to measure dimensions smaller 
than any that can be measured with a steel rule or 
tape. For example, the smallest measurement that 
can be made with a steel rule is 1/64 (0.01) inch. 
However, the micrometer can measure thousandths 
and ten-thousandths of an inch. The barrel of a 
micrometer is marked in equal spaces to indicate the 
number of revolutions made by the thimble. The 
lines on the barrel marked 1, 2, 3, 4, and so on, 
indicate measurements of tenths, or 0.100, 0.200, 
0.300, 0.400 inch, respectively (Figure 3-11). When a 
micrometer is used to measure a dimension given in 
a common fraction, the fraction must be converted 
into its decimal equivalent. 

The outside edge of the thimble is beveled and 
divided into 25 equal spaces. Each space represents 
one twenty-fifth of the distance traveled by the 
thimble along the barrel in moving from one 0,025- 
inch division to another. Thus, each division on the 
thimble represents 1/1000 (0.001) inch. 

For convenience, these divisions are marked 0, 5, 10, 
15, and 20 at intervals of five spaces each (Figure 
3-12). When 25 of these graduations have passed the 
horizontal line on the barrel, the spindle has made 
one revolution and moved 0.025 inch. 
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THIMBLE 
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Figure 3-11. Micrometer measurements 

Reading a Micrometer 

The following steps relate specifically to reading an 
outside micrometer, although the process is similar 
for all types of micrometers: 

• Note the last visible number on the horizontal 
line of the barrel that represents tenths of an 
inch. 

• Add to this number the number of visible 
graduations shown on the barrel between the 
thimble and the number previously noted. 



(Multiply the number of graduations by 

0.025 inch to get this number.) 

Add to this the number of divisions on the 

bevel edge of the thimble that coincides with 

the line of graduations on the barrel. 

Add all these numbers together to get the 

total measurement. 
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Figure 3-12. Micrometer readings 
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Using a Vernier Scale 

Some micrometers are equipped with a vernier scale. 
A vernier scale enables you to read directly a fraction 
of a division indicated on the thimble scale. The 
vernier scale consists of a series of 11 lines marked 
off in 10 spaces parallel to the centerline of the 
micrometer barrel The space between any two of 
these lines equals nine-tenths of the space between 
two marks on the thimble. Figure 3-13 shows the 
three scales on a micrometer and presents typical 
examples of the vernier scale as it applies to the 
micrometer. The three scales are not all fully visible 
without turning the micrometer; however, the ex- 
amples are drawn as though the micrometer barrel 
and thimble were laid out flat to allow you to see all 
three scales at once. The barrel scale here is the 
lower horizontal scale, the thimble scale is the verti- 
cal one on the right, and the longer horizontal lines 
above the barrel scale (0 through 9 through 0) make 
up the vernier scale. The barrel scale is graduated in 
0.025-inch segments. Thimble scale graduations 
divide this 0.025-inch scale into 25 parts, each equal 
to 0.001 inch; vernier graduations further divide the 
0.001 inch into 10 equal parts, each equal to 0.0001 
inch. 
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Figure 3-13. Three scales of a micrometer 



When the end of the thimble is located between two 
graduations on the barrel scale, select the graduation 
with the lowest value to get the barrel scale reading. 
When the centerline on the barrel is between two 
graduations on the thimble scale, select the gradua- 
tion with the lowest value to get a thimble scale 
reading. Obtain the vernier scale reading by select- 
ing the number on the vernier scale that aligns exactly 
with a graduation on the thimble. Follow these in- 
structions when reading a vernier scale: 

• Note the barrel scale reading. (Remember 
the values of the different scale graduations.) 

• Add the thimble scale reading to this number. 

• Place the number of the vernier scale reading 
to the right of the total of the barrel and 
thimble scale readings. The resulting number 
is the final reading in ten-thousandths of an 
inch. 

For example: 

• In Figure 3-13(A) the barrel reads 0.275 and 
the thimble 0.019 inch. This graduation aligns 
exactly with the barrel reference line. Be- 
cause the vernier scale zeros are both aligned, 
there is no decimal part of a division to be 
added. Note that none of the vernier scale 
lines between the two zeros coincides with a 
line on the thimble. The final reading is 0.2940 
inch. 

• In Figure 3-13(B) the barrel reads 0.275 inch; 
the thimble reads more than 0.019 but less 
than 0.020 inch. Add the lower number to the 
barrel reading of 0.275, for a total of 0.294. 
The vernier scale shows the number 4 aligned 
with a line of the thimble. Place this number 
to the right of the number 0.294, for a final 
measurement of 0.2944 inch. 

Handling a Micrometer 

Handle a micrometer with care. Dropping it can 
permanently affect its accuracy. Continually sliding 
work in and out of the micrometer may cause the 
anvil and spindle surfaces to become worn. If the 
spindle is tightened too much, the frame may be 
sprung permanently, resulting in inaccurate read- 
ings. 

Figure 3-14(A) shows the right way to hold a 
micrometer when checking a small part. Hold the 
part in one hand and the micrometer in the other 
hand so that the thimble rests between your thumb 
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and forefinger. Position your third finger to hold the 
frame against the palm of your hand. This makes it 
easy to guide the work over the anvil. Your thumb 
and forefinger are in position to turn the thimble 
either directly or through the ratchet to bring the 
spindle over against the work. 
Figure 3-14(B) shows the right way to hold a 
micrometer when checking a part too large to hold in 
one hand. Keep the part stationary and position it to 
be accessible to the micrometer. Hold the frame in 
position with one hand and square it to the surface 
being measured. Operate the thimble with the other 
hand, either directly or through the ratchet. A large 
part that is flat should be checked in several places 
to determine the amount of variation from thickness. 

Figure 3-14(C) shows the right way to hold a 
micrometer to gage a shaft. Hold the frame with one 
hand while you operate the thimble with the other. 
When gaging a cylindrical part with a micrometer, 
you must feel the setting to make sure the spindle is 
on the diameter. Also check the diameter in several 
places to determine the amount of out-of-roundness. 






Figure 3-14. Holding a micrometer 

Gages 

Gages are fixed measuring instruments which are 
made of hard steel to retain their accuracy even after 
much use. They are constructed with either a series 
of openings in specific widths or a series of leaves in 



specific thicknesses. The following types of gages are 
most commonly used by airframe repairers: 

• Thickness gage -used to measure clearances 
(Figure 3-15). It has a series of thin leaves, 
each ground to a definite thickness that is 
marked on the leaf. The leaves are usually in 
sets, with one end fastened in a case. A leaf 
should be clean before attempting to insert it 
in an opening. Two leaves may be used 
together when a single leaf of the desired 
thickness is not available. 
• Radius gage -used to determine the radius 
of curved surfaces by selecting the leaf that 
corresponds to the surface being gaged 
(Figure 3-16). It is similar to the thickness 
gage, except that all its leaves are equally thick 
and the sides of each leaf are curved at a 
specific radius that is marked on each. 




Figure 3-15. Thickness gage 




Figure 3-16. Radius gage 
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Thread gage — used to determine the number 
of threads per inch on bolts and screws by 
selecting the leaf of the gage that corresponds 
to the threads of a bolt or screw (Figure 3-17). 
The thread gage is also similar to the thick- 
ness gage, except that the leaves are all equal- 
ly thick and their edges have teeth. The 
number of teeth per inch is marked on each 
leaf and varies from one leaf to another. 




Figure 3-17. Using a thread gage 

Twist drill gage — used to determine the drill- 
bit size required to drill holes for wire, rivets, 
and bolts (Figure 3-18). This gage is a 
smooth-finish, round or rectangular steel 
plate containing a series of round holes that 
correspond in size to a series of drills. The 
right size drill may be selected by fitting the 
parts in the twist drill gage holes. These gages 
have letter, number, decimal, and fractional 
hole sizes. 

Sheet metal and wire gage— used to deter- 
mine the thickness of sheet metal and wire 
(Figure 3-19). It is similar to a twist drill gage 
except that it has gage lots on the outer edge. 
Standard sheet metal and wire gages are the 
American Standard, English Standard, and 
US Standard. The American Standard, 
shown in Figure 3-19, is the most commonly 
used for aircraft sheet metal and wire. 
Place sheet metal and wire into the gage slots 
until the correct fit is found. 

Drill grinding gage -used to determine the 
angle of the cutting lips of a drill bit (Figure 
3-20). It is shaped like the letter T, with the 
ends of the T's crossbar cut off at an angle of 
59°, the correct angle for the cutting lips of a 
drill. The edge of the gage is marked in 
1/8-inch divisions to measure the length of 
the lips and the angle of the drill. 
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Figure 3-18. Twist drill gage 




Figure 3-19. Sheet metal and wire gage 
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Figure 3-20. Drill grinding gage 



Figure 3-21. General shop vise 



HOLDING TOOLS 

Several types of holding tools are used when working 
sheet metal (including sheet metal screws). The 
operation being performed and the type of metal 
being used determine what holding tools should be 
used. The types of holding tools most commonly 
used by airframe repairers are the various sheet 
metal holders, pliers, and wrenches. 

Sheet Metal Holders 

These devices include general shop vises, cleco fas- 
teners, and C-clamps. 

General shop vises (Figure 3-21), such as the utility 
bench vise, the machinist vise, and the blacksmith 
vise, are used in almost all airframe metalworking. 
The utility bench vise is designed to hold heavier 
material; and its back can be used as an anvil for light 
work. The machinist vise has a swivel base and flat 
jaws. The blacksmith vise is similar to the machinist 
vise except that it has a leg extending to floor level, 
which enables the vise to hold material so that it can 
be pounded hard with a hammer. 

Cleco fasteners are widely used to hold metal and 
keep drilled parts made of sheet metal stock pressed 
tightly together to prevent them from slipping or 
separating while being riveted or fastened. Cleco 
fasteners are available in six sizes: 3/32, 1/8,5/32, 3/16, 
1/4, and 3/8 inch. The most commonly used clecos 
are color-coded: 3/32 (silver), V8 (copper), 5/32 
(black), and 3/16 (gold). Figure 3-22 shows the cleco 
and its holding feature. 




Figure 3-22. Cleco fastener 

A C-clamp (Figure 3-23) is used to hold or clamp 
objects together. Shaped like a large letter C, it has 
three main parts: a threaded screw, a jaw, and a 
swivel head. The swivel head at the base of the screw 
prevents the end of the screw from turning directly 
against the object being clamped. Clamps vary in size 
from 2 inches upward. Its C shape allows a clamp to 
be fastened around obstructions near the edge of the 
work. Clamps tend to spring out of shape; therefore, 
they should only be tightened by hand. 
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Figure 3-23. C-clamp 



Pliers 



Several types of pliers are used in airframe work; 
most frequently used are the combination, flatnose, 
roundnose, flatnose side-cutting, diagonal-cutting, 
clamp, and special for inserting cleco fasteners. Sizes 
of pliers are indicated by their overall length, which 
usually ranges between 5 and 12 inches. 

Combination pliers (Figure 3-24) are mainly used for 
holding and bending flat or round stock. Six-inch 
combination slip-joint pliers are the preferred size 
for repair work. The slip joint allows the jaws to be 
opened wider at the hinge for gripping larger 
diameters. These all-purpose pliers come in sizes 
ranging from 5 to 10 inches. The better grades of 
combination pliers are made of drop-forged steel. 




Figure 3-24. Combination pliers 

Flatnose pliers (Figure 3-25) are satisfactory for 
making small flanges. Their jaws are square, fairly 
deep, and usually well aligned; the hinge is firm. 
These characteristics ensure a sharp, neat bend. 




Figure 3-25. Flatnose pliers 

Roundnose pliers (Figure 3-26) are used to crimp 
metal. They are not intended for heavy work because 
too much pressure on them will spring their jaws, 
which are often wrapped to prevent scarring the 
metal being held. 




Figure 3-26. Roundnose pliers 

Flatnose side-cutting pliers (Figure 3-27) are used to 
work in limited spaces and to bend or form metal into 
various shapes. These pliers are equipped with side 
cutters for cutting wire and metal and are available 
in different sizes. 




Figure 3-27. Flatnose side-cutting pliers 

Diagonal cutting pliers (Figure 3-28), usually 
referred to as diagonals or dikes, are short-jawed 
cutters with blades set at a slight angle on each jaw. 
They can be used to cut wire, rivets, small screws and 
bolts, and cotter pins. They are also good tools for 
removing or applying safety wire. 




Figure 3-28. Diagonal-cutting pliers 
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Clamp pliers (Figure 3-29) are used for bending 
sheet metal, locking templates to blank sheets, and 
holding metal for welding. These pliers lock the work 
with a powerful grip and keep it from slipping. The 
grip can be adjusted for different metal thicknesses 
by turning the screw in the end of the handle. 




Figure 3-29. Clamp pliers 

Special cleco fastener pliers (Figure 3-30) are used 
to insert the cleco fastener. One pair of pliers will fit 
all six sizes of fasteners. 




Figure 3-30. Cleco fastener pliers 



Wrenches 

The wrenches most often used by airframe repairers 
are classified as open-end^box-end, combination, 
socket, adjustable, and special. Most wrenches are 
made of chrome-vanadium steel. 

Open-end wrenches have solid, nonadjustable, 
parallel, open jaws on one or both ends (Figure 3-31). 
These wrenches are designed to fit a nut, bolt head, 
stud, or other object so that it can be loosened, 
tightened, or removed by turning. They usually come 
in sets of 6 to 12 wrenches that have a series of jaw 
sizes ranging from 5/16 to 1 inch. Some have jaws 
parallel to the handle or set at an angle of up to 90°; 
most are set at an angle of 15°. 




Figure 3-31. Open-end wrenches 

Box-end wrenches (Figure 3-32) are widely used be- 
cause they are very suitable for working in areas 
where space is restricted. They are called box-end 
wrenches because they box or completely surround 
the nut or other object concerned. Almost all box- 
end wrenches are made with 12 points on the inside 
of the "box" so that a 15° pull or swing can be made 
in close working areas. 




Figure 3-32. Box-end wrenches 

Combination wrenches (Figure 3-33) have one box 
end and one open end. This configuration enables 
them to remove a nut or other object that has broken 
loose more quickly and efficiently than a box-end 
wrench because the open-end can be manipulated 
faster. 



BOX END 



OPEN END 




Figure 3-33. Combination wrench 
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Socket wrenches (Figure 3-34) are designed for 
faster turning so that objects can be removed or 
installed quicker. These wrenches consist of two 
parts: the socket (which fits over the object) and the 
handle (which fits into the socket). Several types of 
handles, extensions, ratchets, and other attachments 
are available to allow socket wrenches to be used in 
almost any area. They are made with either fixed or 
detachable handles. 



EXTENSION 




Figure 3-34. Socket wrench 

Adjustable wrenches (Figure 3-35) come in several 
sizes, usually determined by the length of the handle. 
One jaw is fixed; the other can be positioned as 
needed by turning a thumb screw or spiral screw- 
worm in the handle. When fully closed, the space 
between the jaws varies from zero to 1/2 inch or more. 
The jaws are smooth and designed like the jaws of an 
open-end wrench. The angle of the opening to the 
handle is usually 22 1/2°. 

These features give the adjustable wrench a ver- 
satility that allows it to do the work of several open- 
end wrenches; it is however, not intended to replace 



the standard open-end, box-end, or socket wrench. 
When using any adjustable wrench, always pull on the 
side of the handle attached to its fixed jaw. 




Figure 3-35. Adjustable wrench 

Special wrenches (Figure 3-36) include alien, span- 
ner, and torque wrenches. Each of these wrenches is 
designed for a specific purpose; there are several 
varieties of each type. 



SPANNER WRENCH 




Figure 3-36. Special wrenches 



STRIKING TOOLS 

Striking tools used by airframe repairers to form, set 
up, and attach metalwork are hammers and mallets. 
To minimize marring of the work, always keep ham- 
mer faces smooth and free from dents. 
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Hammers 

Hammers used for working sheet metal are also 
made of metal (Figure 3-37). They may be used for 
light or special bumping, or dinging, as applicable. 
There are three types of these hammers: 

• Stretching hammers, sometimes called 
raising hammers, are used to make small 
depressions or to form concave and convex 
shapes on soft and semisoft sheet metal. 
They are available in weights ranging from 
20 to 90 ounces. 

• Planishing hammers are mainly used to 
smooth or planish the surfaces of parts that 
have already been formed. These hammers 
have metal heads with slightly convex faces. 
They are lighter than stretching hammers. 
In planishing, the metal is placed on a smooth 
surface, such as a forming block or stake; and 
its irregularities are eliminated by striking 
them lightly with the face of the hammer. In 
many cases a flat-face wooden, plastic, or 
rawhide mallet is also used for planishing, 

• BaUpeen hammers are used for striking and 
driving hard objects, such as punches and 
chisels. The face of these hammers is har- 
dened. 
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Figure 3-37. Hammers 



CAUTION 

Never use a ballpeen hammer to strike 
another hammer face. This action could 
result in chipping and possible injury to 
personnel. 



Mallets 

Mallets are generally used for pounding down seams 
or forming sheet metal over forms or stakes. They 
are often used also for finishing because, unlike steel 
hammers, they do not scar metal. Mallets are clas- 
sified as plain-face or stretching (Figure 3-38): 

• Plain-face mallets are all-purpose mallets 
with flat faces. They are best suited for 
planishing or finishing small dents and 
crimps during the forming process. They are 
usually made of hardwood or rawhide. 

• Stretching mallets have bell-shaped, round, 
or cross peen ends that are used for stretching 
or shrinking and a flat-faced end used for 
planishing. Bell-shaped and round-faced 
mallets are useful for bumping aluminum on 
a sandbag or into forming blocks. Stretching 
mallets are made of hardwood, hard rubber, 
or plastic. 



STft ETCHING MALLET 
WITH &EMOVABLE FACE 




3 



PLAIN-FACE 
MALLET 



Figure 3-38. Mallets 

CUTTING TOOLS 

There are several methods of cutting sheet metal. 
Because of the particular type or location of work, 
airframe repairers will often find it impractical to use 
power-driven metal-cutting tools. In most cases they 
will use metal-cutting hand tools, such as hand 
shears, bench shears, aviation snips, straight snips, 
circle snips, twist drills, taps and dies, reamers, 
countersinks and counterbores, files, chisels, and 
hacksaws. 



) 
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Hand Shears 

Hand shears can be used to cut metal of up to 20-gage 
thickness (Figure 3-39). There are two basic types of 
hand shears: straight (or regular) for straight cutting 
and curved for making small circular cuts. The better 
grade of hand shears have tapered blades with inlaid 
steel cutting edges. The grips of the shears, often 
called bows, are shaped to fit the hand and centered 
to give the maximum amount of leverage for cutting. 



aviation snips are available: those that cut from right 
to left, and those that cut from left to right. 




Figure 3-39. Hand shears 



Bench Shears 

Bench shears are designed for cutting thicker metals 
(20 to 16 gage) (Figure 3-40). The lower shank fits 
into a bench plate while the upper shank is raised and 
lowered by hand to cut the metal. 




Figure 3-40. Bench shears 

Aviation Snips 

Aviation snips are specially designed to cut 
heat-treated aluminum alloy and stainless steel 
(Figure 3-41). They can also be used to enlarge 
small holes. Their blades have small teeth on the 
cutting edges and are designed for cutting very small 
circles and irregular shapes. The handles are of the 
compound-leverage type, which enables the snips to 
cut material as thick as 0.051 inch. Two kinds of 



CAUTION 

1. Never use snips as pliers or wire cutters. 

2. Never use snips to cut materials thicker 
than 0.051 inch, which can spring the blades 
and make them useless. 



When cutting, place the upper blade of the snips on 
the line to be followed and keep it perpendicular to 
the surface of the metal. Waste metal should curl up 
along the upper edge of the lower blade. 




Figure 3-41. Aviation snips 

Straight Snips 

Straight snips are made to be used by both right- and 
left-handed persons (Figure 3-42). They are used to 
cut sheet stock along straight lines or along circles of 
large diameters. 




Figure 3-42. Straight snips 
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Circle Snips 

Circle snips have curved blades and are designed for 
cutting small inside and outside circles and scrolls 
(Figure 3-43). Before circle snips can be used, a 
starting hole must first be drilled inside the outline of 
the desired circle. 




Figure 3-43. Circle snips 

Twist Drills 

The term drill can refer to the steel part, called a bit, 
that has one end inserted in a drilling tool or machine 
and that creates the hole by its rotating motion. Drill 
can also refer to the tool or machine itself that the bit 
fits into. In power-driven machines, drill can mean 
power drill Bit is simply another word for the twist 
drill with its parts (Figure 3-44) . Twist drills are made 
of carbon steel or high-speed alloy steel. Carbon 
steel drills are used for a wide variety of jobs. High- 
speed alloy steel twist drills are used to drill tough 
metals, such as stainless steel. High-speed twist drills 
will cut even when they are hot. However, they 
should be cooled in air at room temperature because 
if they are cooled too quickly (in water, for example), 
they may crack. Also, if the twist drill is allowed to 
rotate inside the chuck (thejjart into which the twist 
drill is clamped), the chuck may scratch the shank so 
badly that the drill size cannot be determined. If that 
happens, a micrometer or drill gage should be used 
to determine the correct size twist drill. 

Hand Drills/Hand Machines 

Hand drills (Figure 3-45) are hand tools commonly 
used to hold and turn twist drills. The hand drill is 
suitable for use in drilling relatively soft materials. It 
has a chuck that will receive a twist drill of up to 
1/4-inch diameter; holes of 1/4-inch diameter or less 
can be drilled. This size is large enough for most 
drilling done by airframe repairers. 




LIPS OR CUTTWG EDGES 



Figure 3-44. Twist drill and parts 




Figure 3-45. Hand drill 

Drilling Procedures 

When drilling a hole, first locate the exact center of 
the hole to be drilled. Then use a center punch to 
make an indentation deep enough to receive the tip 
of the drill Be careful not to dimple the material by 
striking the center punch too hard. Fasten the work 
securely, insert the tip of the drill into the indentation 
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made by the center punch, and begin drilling. Be 
sure to keep the drill at right angles to the surface of 
the work. Ease off pressure on the drill the moment 
it breaks through to the other side, but continue 
drilling until the hole is finished. 

NOTE: For most drilling done by airframe 
repairers, a cutting angle of 118° (59° on 
either side of the center) for the twist drill 
will be enough. However, a cutting angle 
of 90° may be more efficient when cutting 
soft metals. 

TWist Drill Sizes 

Sizes are expressed in numbers, letters, and fractions 
(see Table 3-1). Numbered sizes run from 1 through 
80 in decreasing order. Number 1 is the largest size; 
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80 is the smallest . Letter sizes range from A (the next 
larger size after 1) through Z in increasing order, with 
A as the largest of these sizes. Fractional sizes run 
parallel to number and letter sizes from 1/64 to 1/2. 
The smallest fractional size (1764) falls between 79 
and 78; the largest fractional size (1/2) is several sizes 
larger than Z. Larger fractional sizes are available. 
Letter and number sizes between all of these sizes are 
also available. The size is stamped on the shank of 
the twist drill. 

Sharpening TWist Drills 

Sharpen a twist drill as soon as it shows signs of 
dullness. The following steps describe the normal 
procedure for sharpening twist drills: 



Table 3-1. Twist drill sizes 











Mm 


Mwtvfttmt 


m 




Hm 


ttvlvtltU 


mm 




U 


04000 


G 


04610 


88 


0.1540 


Hi 


0.062S 


a K« 


0.4844 


F 


04570 


24 


0.1520 


53 


0.0596 


*% 


0.4687 


E-K 


04500 


85 


04406 


54 


0.0550 


*K« 


0.4531 


D 


04460 


86 


0.1470 


55 


0.0520 


K« 


0.4375 


C 


04420 


87 


0.1440 


%4 


0.0469 


■fe 


0.4218 


B 


04880 


*4 


0.1406 


66 


0.046S 


Z 


0.4180 


'*« 


04344 


» ) 


0.1405 


67 


0.0430 


H&3 


0.4062 


A 


04340 


88 


0.1860 


58 


0.0420 


Y 


0.4040 


1 


04280 


80 


04265 


58 


O.O410 


X 


0.3870 


2 


04210 


H 


04250 


60 


0.04O0 


**4 


0.3806 


V* 


04187 


81 


04200 


61 


0.0390 


w 


0.3860 


3 


04130 


88 


04160 


62 


0.0380 


V 


0.3770 


4 


04000 


83 


0.1130 


63 


0.0370 


* 


04750 


6 


04055 


84 


04110 


64 


0.0360 


u 


0.3680 


6 


04040 


85 


04100 


65 


0.0350 


**4 


0.3504 


'*4 


04031 


%i 


04004 


66 


0.0330 


T 


0.3580 


7 


04010 


86 


0.106$ 


67 


Q.0320 


S 


04480 


8 


0H990 


37 


0.1040 


y&» 


0.0312 


K Kt 


0.3437 


8 


0.1060 


88 


04015 


68 


0.0310 


R 


0.3380 


10 


0.1135 


88 


0.0885 


60 


0,0292 


Q 

*%4 


0.3380 


11 


0.1010 


40 


0.0980 


70 


0.0260 


04281 


12 


04180 


41 


0.0860 


71 


0.0260 


p 


04230 


V* 


04876 


Hi 


0.0937 


72 


0.0260 





04160 


is 


0.1150 


42 


0.0835 


73 


0.O240 


Ka 


04125 


14 


04620 


43 


0.0800 


74 


0.0225 


N 


04020 


16 


04300 


44 


0.0860 


75 


0.0210 


»*4 


04868 


16 


0.1770 


45 


0.0620 


76 


0.0200 


If 


04850 


17 


0.1780 


46 


0.0810 


77 


0.0130 


L 


04800 


l %4 


04716 


47 


0.0785 


78 


0.0160 


fe 


04818 


16 


0.1686 


Hi 


0.0781 


fe 


0.0156 


X 


04810 


16 


0.1666 


a 


0.0760 


78 


0.0145 


J 


04770 


80 


0.1619 


48 


0.0730 


10 


0.0135 


I 


04720 


21 


011680 


60 


(10700 


1 




H 


04660 


12 


0.1570 


61 


0.0670 






W 


04656 


ttt 


0.1562 


68 


0.0685 







3-17 



FM 1-563 



Adjust the tool rest of a grinder to a height 
convenient for resting the back of the hand; 
then turn on the grinder. 



WARNING 

Always wear goggles when using a grinding 
wheel to protect against the risk of being 
blinded. 



Hold the twist drill between the thumb and 
index finger of either the right or the left hand. 
Grasp the body of the twist drill near the shank 
with the other hand. (See Figure 3-46[A].) 

Place the hand on the tool rest with the 
centerline of the twist drill, creating a 59° 
angle with the cutting face of the grinding 
wheel. Lower the shank end of the twist drill 
slightly. (See Figure 4-46[A], [B], [C].) 



• Slide the cutting edge of the twist drill slowly 
against the grinding wheel. Gradually lower 
the twist drill shank and at the same time turn 
the twist drill clockwise Maintain pressure 
against the grinding surface of the wheel only 
until the heel of the twist drill is reached. 

• Check the results of grinding by using a gage 
to determine whether or not both lips are 
the same length and at a 59° angle. (See 
Figure 3-46[D].) 

NOTE: The heel angle of the twist drill 
should be 12° to 15° as shown in Figure 
3-46(E). An insufficient heel angle will 
make the drill ineffective. 

Reamers 

Reamers are tools used to smooth and enlarge holes 
to the exact size desired (Figure 3-47). Hand 
reamers, also called bottoming reamers, have shanks 
with squared ends so they can be turned with a tap 




Figure 3-46. Drill sharpening guide 



> 
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wrench or similar tool. A hole that is to be reamed 
to exact size must be drilled to a size about 0.003 to 
0.007 inch smaller than the reamer. A cut that 
removes more than 0.007 inch puts too much stress 
on the reamer and should not be attempted. 
Reamers are made of either carbon tool steel or 
high-speed alloy steel Reamer blades are hardened 
to the point of brittleness. Handle them carefully to 
avoid chipping. When reaming a hole, rotate the 
reamer in the cutting direetioa only. Turn it at a 
steady, even rate to prevent chattering or scratching 
and scoring the hole walls. Bottoming reamers 
should not be used for high-speed reaming because 
their straight flute design features make them un- 
suitable for this purpose. Reamers are available in 
all standard sizes. 



d 



BOTTOMING REAMER 

(WITH STRAIGHT FLUTES* 



HIGH-SPEED REAMER 
(WITH SPIRAL FLUTES) 



Figure 3-47. Reamers 

Countersinks and Counterbores 

Countersinks and counterbores are used to enlarge 
a portion of a drilled hole (Figures 3-48, 3-49) . There 
are two varieties of countersinks: standard and stop 
countersinks. Countersinks enlarge the drilled hole 
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in a tapered fashion. With the standard countersink 
the individual user determines the depth of the hole. 
The stop countersink can only go as far as a preset 
depth. Counterbores enlarge the drilled hole to a 
desired depth in a nontapered fashion (straight). 
Stop countersinks and counterbores use a pilot to 
keep the center true. 

Files 

Files are used by airframe repairers to square ends, 
remove burrs and slivers from metal, file rounded 
corners, straighten uneven edges, file holes and slots, 
and smooth rough edges. Most files are made of 
high-grade tool steels that have been hardened and 
tempered. They are identified according to their 
cross section, general shape, or particular use. Files 
have three <nstinguishing features: length (not in- 
cluding tang), type or name (refers to the relative 
coarseness of their teeth), and cut (Figure 3-50). 
Although files come in many shapes and sizes, they 
usually come in two types of cut: single-cut and 
double-cut. The cut of a file must be considered 
when determining its fitness for different tasks and 
materials. Single-cut files have one row of teeth ex- 
tending across the face at an angle of 65° to 85° to the 
length of the file. Double-cut files have two rows of 
teeth crossing each other. With both types the depth 
of the cuts made depends on the coarseness of the 
file. Single-cut files produce a smoother finish. 
When excess amounts of material must be removed 
from edges, use double-cut files. When using a 
double-cut file, the angle of the first row of teeth is 
40° to 45°. The first row is generally called overcut, 
and the second row, upcut. The upcut is somewhat 
finer and not as deep as the overcut. 
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Figure 3-48. Countersinks 
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Figure 3-49. Counterbores 



TANG 




HEEL FACE EDGE POINT 



Figure 3-50. File 

Files most commonly used by airframe repairers are 
the following: 

• Hand files — chiefly used for finishing flat and 
flanged surfaces. These files are double-cut, 
parallel in width, and tapered in thickness. 
They have one smooth edge, which allows 
them to be used in corners and in other work 
where a smooth edge is required. 

• Flat files— the most widely used type of file 
(Figure 3-51). They are used for the same 
type of work as hand files. Flat files are made 
either with double-cut or single-cut sides; 
both varieties have single-cut edges, which 
allows them to cut on both edges and sides. 
They are slightly tapered toward the point. 




Mill files— used for draw filing and, in some 
.cases, for filing soft metals. Their teeth are 
usually single-cut. These files are generally 
tapered slightly in thickness and width for 
about one-third of their length. 

Square files — mainly used for filing slots and 
key seats and for filing surfaces (Figure 3-52) . 
They may be either tapered or blunt and are 
double-cut. 




Figure 3-52. Square file 

Round, or rattail, files— mainly used for 
filing circular openings or concave surfaces 
(Figure 3-53). They are circular in cross 
section and may be either tapered or blunt, 
single-cut or double-cut. 




Figure 3-51. Flat files 



Figure 3-53. Round, or rattail, file 

Triangular files — used for filing the gullet be- 
tween saw teeth. They are triangular in cross 
section and single-cut. 

Three-square files— used for filing internal 
angles, clearing out corners, and filing taps 
and cutters. They are triangular in cross sec- 
tion (like triangular files) and are double-cut. 



; 
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Half-round files - shaped so that they can be 
used in places where other types of files would 
be ineffective (Figure 3-54). They cut on both 
flat and round sides and can be either single- 
cut or double-cut. 

Lead float files - specially designed for use on 
soft metals. They are single-cut and come in 
various lengths. 




Figure 3-54. Half-round file 



Procedures 

The procedures recommended here apply either 
generally or to specific filing tasks. 

NOTE: Before attempting to use a file, 
make sure the tang is inserted in a handle to 
ensure proper guiding and safe use. 

Cross Filing. Cross filing is moving the file endwise 
across the work. To do this, grasp the handle so that 
its end fits against the palm of one hand, with the 
thumb lying lengthwise across the top of the handle. 
With the other hand, grasp the end of the filebetween 
the thumb and the first two fingers. To prevent undue 
wear, lighten the pressure during the return stroke. 
Hold narrow work surfaces near the vise jaws to 
prevent vibration. If a surface is straight, place it 
parallel to the top of the vise. 

Draw Filing. Drawing filing is grasping the file at 
each end crosswise to the work and then moving it 
lengthwise with the work. When done properly, draw 
filing gives a somewhat finer finish than cross filing 
with the same file. In draw filing, the teeth of the file 
produce a shearing effect, which depends on the 
angle the file is held at in relation to its line of 
movement and on the angle the teeth are cut at. 
Pressure should not be great; it can remain the same 
on the backstroke as on the draw stroke. 



Rounding Corners. The method used for filing a 
rounded surface depends on its width and radius. If 
the surface is narrow or if only one part of it is to be 
rounded, start the forward stroke of the file with its 
point inclined downward at a 45° angle. Use a rock- 
ing chair motion to finish off the stroke with the heel 
of the file near the rounded surface. This method 
allows you to use the full length of the file. 

Removing Burrs or Slivers. Almost all cutting opera- 
tions on sheet metal produce burrs and slivers. These 
can cause personal inj ury and scratching and marring 
of parts. They can also prevent parts from fitting 
properly. Always remove burrs and slivers from 
holes and edges after each cutting operation. 

Care and Cleaning 

Although files are the simplest cutting tools com- 
monly used by airframe repairers, they are unfor- 
tunately the ones most often misused and improperly 
cared for. During the filing process particles of metal 
collect between the teeth that can cause deep 
scratches on the metal surface. When these particles 
are so firmly lodged between the teeth that they 
cannot be removed by tapping the edge of the file, 
remove them with a file-cleaner brush or wire (card) 
brush (Figure 3-55). Draw the brush across the file 
so that its bristles pass the gullet longitudinally be- 
tween the teeth.. 




brush 



PICK 



Figure 3-55. File-cleaner brush 



Chisels 

A chisel is used for shearing off rivets, smoothing 
castings, or splitting nuts from bolts* Chisels are 
handy for work in limited spaces. They are usually 
made of eight-sided tool-steel bar stock that has 
been carefully hardened and tempered. Chisels 
come in several shapes, such as the flat-cold and 
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single-bevel-point types (Figure 3-56). The cutting 
edge of a chisel is slightly convex; it will cut any metal 
softer than itself. A chisel is designed so that the 
center absorbs the shock while it cuts, which protects 
its weaker corners. For general uses, such as cutting 
wire, straps, bars, and rods, the chisel point should 
be manufactured at an angle of 60° to 70°. Which 
chisel to use and how is determined by the design of 
the cutting edge and the kind of work involved. The 
single-bevel-point chisel is preferable for cutting 
rivets and small bolts. Its design allows the cutting 
edge to align with the aircraft's structure. When 
using a chisel to remove rivet heads, it is important to 
have a straight shear close to the aircraft structure to 
prevent damage. 

Hacksaws 

The common, or hand-held saw, is used to cut thinner 
metals. It has a blade, a frame, and a handle. The 
handle can have either a pistol or a straight grip 
(Figure 3-57). The frame is designed to hold the 
blade at each end with pins. An adjusting screw on 
one end of the frame applies lock and tension on the 
blade and holds it firmly in place. The blade should 
be installed in the hacksaw frame with teeth pointing 
forward, away from the handle. 

Blades 

Hacksaw blades are made of high-grade tool steel or 
tungsten. They are available in sizes ranging from 6 
to 16 inches; the 10-inch size is the most commonly 
used. There are two types of blade: all-hard and 
flexible. In flexible blades only the teeth are har- 
dened. An all-hard blade is best for sawing brass, 
tool steel, cast iron, and heavy cross-section 
materials. A flexible blade is usually best for sawing 
hollow shapes and metals with a thin cross section. 
Selecting the best blade for a particular job involves 
choosing not only the right type but the right pitch as 



well. The pitch of a blade is determined by the 
number of teeth per inch. Pitches of 14, 18, 24, and 
32 teeth per inch are available. A blade with a pitch 
of 14 teeth is preferable for cutting machined cold- 
rolled or structural steel. A blade with a pitch of 18 
teeth is preferable for cutting solid-stock aluminum, 
bearing metal, tool steel, and cast iron. A blade with 
a pitch of 24 teeth should be used when cutting 
thick-walled tubing pipe, brass, copper, and channel 
and angle iron. A blade with a pitch of 32 teeth 
should be applied for cutting thin-walled tubing and 
sheet metal. 

Procedures 

Follow these procedures when using a hacksaw: 

• Select a suitable blade for the job. 

• Install the blade in the frame correctly. 

• Adjust the blade tension in the frame to 
prevent the saw from buckling and drifting. 

• Clamp the work in a vise to provide as much 
bearing surface and engage as many teeth as 
possible. 

NOTE: Use soft, removable jaw covers on 
the vise to prevent marring a finished sur- 
face. To prevent work from springing, 
position it so that the saw will not cut more 
than 1/4 inch away from the vise jaws. 

• Mark the starting point by nicking the surface 
with the edge of a file to remove any sharp 
corner that might strip the teeth. This mark 
will also help to start the saw at the right place. 

• Hold the saw at an angle that will keep at least 
two teeth in contact with the work at all times. 
Start the cut with a light, steady, forward 
stroke just outside the cutting line. Remem- 
ber to make the primary cut on the forward 
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Figure 3-56. Chisels 
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stroke. At the end of the stroke, lighten the 
pressure and draw the saw blade back. 
After the first few strokes lengthen each 
stroke to make it as long as the hacksaw frame 
will allow. This will prevent the blade from 
overheating. Apply just enough pressure on 
the forward stroke to make each tooth remove 
a small amount of metal. Strokes should be 
long and steady, at a rate of not more than 40 
to 50 strokes per minute. 
After completing the cutting operation, 
remove any chips from the blade. Loosen 
frame adjustment saw and remove blade. 
Return hacksaw to its proper place. 




Figure 3-57. Hacksaws 

PUNCHES 

Punches are used to cut metal, locate centers, start 
points for drilling, punch holes, transfer hole loca- 
tions with patterns, and remove rivets, bolts, or pins. 
Usually made of carbon steel, they are tempered at 
both ends. Punches are classified according to their 
use and the design of their points. The two main 
types of punches used by airframe repairers are the 
hollow punch and the solid punch (six varieties). 

Hollow Punch 

Hollow punches are used to cut holes in thin, soft 
metal (Figure 3-58), The hollow punch point is 
designed for that purpose; the rim of the point is 
sized to fit the diameter of the desired hole. The 
point is hollow with a thin wall (the cutting edge). 
Inscribe a circle around a center mark as required for 
the hole and select a hollow punch of the same size 
as the hole, lb cut out the inscribed hole, give the top 
of the punch a sharp tap. 




Figure 3-58* Hollow punch 

Solid Punch 

Solid punches are classified according to point shape 
and are designed for various purposes (Figure 3-59), 
The following are the most commonly used types. 

Prick punches are used to place reference marks on 
metal. They are also often used to transfer dimen- 
sions from a paper pattern directly onto metal. Tb do 
this, first place the paper pattern directly on the 
metal. Then trace the outline of the pattern with the 
prick punch, tapping it lightly with a small hammer 
to make slight indentations on the metal at the corner 
points on the drawing. Then use these indentations 
as reference marks for cutting or folding the metal. 





PRICK PUNCH 



CENTER PUNCH 





AUTOMATIC CENTER PUNCH 



D 

DRIVE PUNCH 





TRANSFER PUNCH 



Figure 3-59. Punches 
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CAUTION 

1. Never strike a prick punch a heavy blow 
with the hammer because this could bend 
the punch or cause excessive damage to the 
material being worked* 

2, Do not use a prick punch to remove ob- 
jects from holes because the point of the 
punch will spread the object and cause it to 
bind even more. 



Center punches are used to make large indentations 
in metal of the kind needed to start a twist drill. This 
punch has a heavier body than the prick punch and 
its point is ground to an angle of about 60°. 



CAUTION 

1. Never strike the center punch with 
enough force to dimple the material around 
the indentation or cause the metal to 
protrude through the other side of the 
sheet. 

2, As with the prick punch and for the same 
reason, never use a center punch to remove 
objects from holes. 



Automatic center punches are used only to indent 
metal to make starting points for twist drills. This 
punch contains an inside mechanism that automat- 
ically strikes a blow of the required force when placed 
exactly where the user wants it and pushed by press- 
ing on it with the hand. The punch has an adjustable 
cap for regulating the stroke; the point can be 
removed for regrading or replacement. 



Never strike an 
with a hammer. 


CAUTION 

i automatic center punch 



Drive punches, often called tapered punches, are 
used to drive out damaged rivets, pins, and bolts, 
which sometimes bind in holes. Therefore, the drive 
punch is made with a flat face instead of a point. The 
size of the punch is determined by the width of the 
face, usually 1/8 to 1/4 inch. 



Pin punches, often called drift punches, are similar 
to drive punches and are used for the same purposes. 
The difference between the two is that the shank of a 
drive punch is tapered all the way to the face while 
the pin punch has a straight shank. Pin punch points 
are sized in thirty-seconds of an inch and range from 
1/16 to 3/8 inch in diameter. The usual method for 
driving out a pin or bolt is to start working it out with 
a drive punch, which is used until the shank of the 
punch is touching the sides of the hole. A pin punch 
is then used to drive the pin or bolt the rest of the way 
out of the hole. Pins and bolts or rivets that are hard 
to dislodge may be started by placing a thin piece of 
scrap copper, brass, or aluminum directly against the 
pin and then striking it with a heavy hammer until it 
begins to move. 

Transfer punches are used to transfer holes through 
a template or patterns to the material. This punch is 
usually about 4 inches long. Its point is tapered at the 
back and then turns straight for a short distance to fit 
the drill-locating hole in a template. The tip ends in 
a point like that of a prick punch. 

SCREWDRIVERS 

Screwdrivers are used to loosen or tighten screws or 
screwhead bolts. A screwdriver has three parts: the 
handle, the shank, and the blade. These parts are 
usually sized in proportion to the screwdriver's over- 
all length. The actual length of a screwdriver is 
measured from the tip of the blade to the end of the 
shank, exclusive of the handle. It is very important to 
select a screwdriver with the correct length and blade 
size to fit the screw or bolt being installed or removed. 
The blade must not be too thick or too thin. There 
are five kinds of screwdriver: standard, Phillips, 
Reed and Prince, offset, and ratchet (Figure 3-60). 

Standard 

Standard screwdrivers are the most widely used type. 
Most are from 3 to 12 inches long, but they also come 
in shorter and greater lengths. A screwdriver should 
be the right size with a blade just thick (or thin) 
enough to fit the slot of the screw or bolt exactly. 

Phillips 

Phillips screwdrivers are made with a specially 
shaped blade that fits Phillips cross-slot screws. The 
heads of these screws have a four-way cross slot that 
prevents the screwdriver from slipping. The three 
sizes of Phillips screwdrivers can handle a wide range 
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of screw sizes. A standard screwdriver should not be 
used on Phillips-head screws. 
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Figure 3-60 Screwdrivers 



Reed and Prince 

Reed and Prince screwdrivers are similar to Phillips 
screwdrivers except that they have a different tip. The 
tip is made to fit a four-way screwhead slot that is 
somewhat different from the Phillips screwhead slot. 
This screwdriver comes in sizes from 3 to 8 inches. 

Offset 

Offset screwdrivers are designed for use in small 
spaces where an ordinary screwdriver would not fit. 
They are rather awkward to handle because it is hard 
to maintain enough pressure to prevent them from 
slipping. Blades at either end are set at right angles 
to the body and to each other. This enables the user 



to turn a screw a quarter turn at one end, then change 
ends and make a quarter turn at the other end. 



CAUTION 

Never use a screwdriver as a pry bar or 
chisel. 



Ratchet 

Sometimes called the spiral screwdriver, the ratchet 
type is a fast-acting tool that turns a screw when its 
handle is pushed down and then springs up. It can 
be set to turn the screw either clockwise or 
counterclockwise. Or it can be locked in position and 
used as a regular screwdriver. Blades of various sizes 
fit into the chuck. The ratchet screwdriver is not a 
heavy-duty tool Use it only for light work. 

Section II. Special Tools and Devices 
BENCH PLATES 

Bench plates (Figure 3-61) are flat pieces of metal 
used with stakes to hold work firmly in place as, for 
example, when leveling, turning, or machining. 




Figure 3-61. Bench plate 

STAKES 

Stakes are special kinds of dolly blocks. They come 
in various finished shapes and are used with a bench 
plate in different metal-forming and supporting 
operations. Most stakes have machined, polished, 
and hardened surfaces. Stakes should not be used to 
back up material when using a chisel or any similar 
cutting tool; this will mar surfaces and make them 
useless for finishing work. Airframe repairers use 
the following types of stakes: 
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Square. Three varieties of square stakes are 
used for general sheet-metal-forming work: 
common, bevel-edge, and coppersmith 
(Figure 3-62). The common square stake is 
squared off on all ends. The bevel-edge stake 
is offset to allow more varied applications. 
The coppersmith stake has three square sides 
and one rounded side. Square stakes are the 
most commonly used stakes in aircraft struc- 
tural repair shops. 
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Figure 3-62. Square stakes 

Double-seaming. There are two varieties of 
the double-seaming type: 

- Simple double-seaming— used as a sup- 
port when laying down double seams on 
small cylindrical objects. This stake has 
two horns with elongated heads. 

- Four-head double-seaming— suitable for 
all kinds of riveting and for double-seaming 
large objects. It has two shanks and four 
interchangeable heads, allowing it to be 
used in several different positions and 
conditions. 

Roundhead. This stake has a curved head 
that makes it suitable for forming objects of 
curved and irregular shape. It is not used 
extensively. 

Bottom. This stake is used for dressing down 
an object with a burred or flanged circular 
bottom. It has a flared end. 

Needle-case. This stake has a round, tapered 
horn on which small rings and tubular objects 
can be formed and a heavier rectangular horn 
on which square work can be formed. 



• Conductor. This stake is used for forming, 
seaming, and riveting pipes and elbows, espe- 
cially those with small diameters. It has two 
cylindrical horns of different diameters. 

• Candle-mold. This stake has a horn of 
rather large diameter on one end for 
general-purpose use and a long, tapered 
horn on the other end for reshaping and 
tube forming. 

• Hatchet. This stake is used for making 
straight bends, for folding and bending edges, 
and for flanging and dovetailing. This stake 
has a beveled horizontal bar. 

• Creasing. This stake has a tapered, horn on 
one end for shaping conical objects and a 
creased mandrel on the other end that per- 
mits bending, wiring, and turning. 

• Beakhorn. This stake has a round, tapered 
horn on one end and a square, tapered horn 
on the other, which makes it suitable for 
general sheet metalwork and shaping, and for 
riveting round and square objects. 

• Blow-horn. This stake has a tapered end, 
called an apron, used for shaping objects that 
taper abruptly, such as funnels. The other 
end of the stake is round with a long, narrow 
taper for forming slightly tapered objects. 
This taper can also be used to form metal or 
wire into rings with small diameters. 

• Solid mandrel. This stake is generally used 
for riveting, forming, and seaming square or 
rectangular material. These stakes are avail- 
able in 30-, 34 1/2-, and 40-inch lengths; each 
stake has a double shank on one end. 

• Hollow mandrel. This stake has a square 
section at one end and a rounded mandrel on 
the other, which makes it suitable for leveling, 
forming, and seaming. It also has a large bolt 
inside a slot on the lower slide; this allows the 
stake to slide and enables it to be fastened 
securely on the bench in any desired position. 
The hollow mandrel stake comes in overall 
lengths from 40 to 60 inches. 

Section III. Sheet Metal Shop Equipment 

NONPOWERED METAL-CUTTING MACHINES 

Nonpowered metal-cutting machines are designed to 
help airframe repairers complete heavy difficult 
work. Those machines are operated by hand levers 
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or by a foot-operated treadle. They include three 
varieties of shears and the rotary punch 

Squaring Shears 

Squaring shears (Figure 3-63) provide convenient 
means of cutting and squaring metal. They consist of 
a stationary lower blade attached to a bed and a 
movable or cutting blade attached to a crosshead. A 
spring is attached to the foot treadle and to the 
cutting blade. The bed has an inscribed scale 
graduated in fractions of an inch. TWo squaring 
fences made of thick strips of metal are attached 
to the shears. Each fence fits at a 90° angle to the 
blades. Squaring fences are used to align and square 
the metal sheets before cutting. To make a cut, place 
the metal sheet on the bed as required. Set the shear 
in motion by placing your foot on the treadle and 
pressing down. When pressure is removed, the 
spring raises the cutting blade and foot treadle. 
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Figure 3-63. Squaring shears 

Foot-operated squaring shears will normally cut mild 
carbon steel up to 22 gage. Cutting capacity is usually 
indicated on the shears. Three quite different opera- 
tions can be performed with squaring shears: cutting 
to a line, squaring, and multiple cutting to specific 
sizes. The following procedures apply in each of 
these operations. 



Cutting to a Line 

lb cut to a line, place the sheet metal on the bed of 
the shears with the cutting line directly even with the 
cutting edge of the bed. Hold the sheet securely in 
place and press down on the foot treadle to bring 
down the cutting blade. Apply full pressure on the 
treadle to ensure that the cutting blade will follow it 
and make a complete cutting stroke. 

Squaring 

The first step in squaring is to square one edge with 
the fence. Then square the remaining edges by hold- 
ing one squared end of the sheet against the squaring 
fence and make the cut, one end at a time, until all 
the ends have been squared. 

Multiple Cutting to Specific Sizes 

To make multiple cuts to specific sizes of several 
pieces of sheet metal, use the front gage on the 
extension arms of the shears, which are graduated in 
fractions of an inch. The front gage can be set at any 
point on the extension arms. Set it at the desired 
distance from the cutting blade of the shears. Place 
each sheet to be cut flush with the front gage and 
make the cut. Each sheet can be cut to the same 
dimensions without measuring and marking it 
separately. 

Scroll Shears 

Scroll shears (Figure 3-64) are used for cutting ir- 
regular lines on the inside of a sheet without cutting 
through to the edge. The upper cutting blade is 
stationary while the lower blade is movable. The 
machine is operated by a handle connected to the 
lower blade. 

Throatless Shears 

Throatless shears (Figure 3-64) are used to cut 10- 
gage mild carbon sheet metal and 12-gage stainless 
steel. Because they have no throat, they can cut freely 
without obstructions. A sheet of any length can be 
cut using throatless shears, and the metal can be 
turned in any direction to allow irregular shapes to 
be cut. A hand lever operates the cutting (top) blade 
of these shears. 

Rotary Punch 

Use the rotary punch (Figure 3-65) to punch holes in 
metal parts, to cut radii in corners, to make washers, 
and for other jobs that require holes to be made. It 
has two cylindrical turrets, one mounted above the 
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other, supported by the frame. Both turrets are 
sychronized to operate together. Index pins are posi- 
tioned so that the turrets are correctly aligned at all 



times. The following procedures apply when operat- 
ing a rotary punch: 
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Figure 3-64. Scroll and throatless shears 




Figure 3-65. Rotary punch (rotex) 
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• Release the index pins from their locked posi- 
tion by rotating the lever at the upper right 
side of the punch. This withdraws the index 
pins from the tapered holes and allows the 
turrets to be turned to any desired punch size. 

• As the turrets are being rotated to change the 
punches, release the index lever when the 
desired die is within 1 inch of the ram; con- 
tinue turning the turrets slowly until the top 
of the punch holder slides into the grooved 
end of the ram. The index locking pins auto- 
matically slide into the holes provided; at the 
same time, they release the mechanical lock- 
ing device. This prevents punching from 
taking place until the turrets are aligned. 

• To operate the machine, place the metal to be 
worked between the die and the punch; then 
pull the lever on the upper right side of the 
machine. This will actuate the pinion shaft, 
the gear segment, the toggle link, and the 
ream, thereby forcing the punch through the 
metal. When the lever is returned by the user 
to its original position, the metal is ready to be 
removed from the punch. 

• The diameter of the punch is stamped on the 
front of each die holder. Each punch has a 
point in its center that is placed in the center 
punch mark to punch the hole in the right 
spot. 

POWERED METAL-CUTTING MACHINES 

Power-operated metaUcutting machines (often 
called power tools or power equipment) used by 
airframe repairers in preparing sheet metal are 
sometimes similar to nonpowered types. Due to the 
speed or pressure of these machines, all required 
safety precautions should be carefully followed. 
Airframe repairers who use power tools should be 
carefully observed to prevent injury to personnel. 
They should be completely familiar with the par- 
ticular equipment they are using. The most com- 
monly used power metal-cutting machines are 
power saws. 

Ketts Saw 

Ketts saw (Figure 3-66) can be used to cut metal up 
to 3/16 inch thick. It is also very handy for removing 
damaged sections on a stringer. This saw is portable, 
operates on electricity, and makes a circular cut. It 
can be fitted with blades of various diameters. It does 



not need a starting hole; a cut can be started 
anywhere on a sheet of metal with a Ketts saw. It will 
cut either an inside or an outside radius, lb prevent 
the saw from grabbing, keep a firm grip on the handle 
at all times. 



WARNING 

Always check the blade carefully for cracks 
before installing it A cracked blade can fly 
apart, which may cause injury to personnel. 




Figure 3-66. Ketts saw 

Reciprocating Saw 

A reciprocating saw (Figure 3-67) can cut a 560" 
circular hole or a square or rectangular hole. It is 
portable, air-powered, and safe. It operates most 
effectively when air pressure is between 85 and 100 
pounds per square inch (psi). This saw's gun-type 
shape gives it good balance and ease in handling. It 
has a standard hacksaw-type blade, which should be 
used so that at least two of its teeth are cutting at all 
times. 




Figure 3-67. Reciprocating saw 
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CAUTION 

Do not apply too much downward pressure 
on the saw handle because this could break 
the blade. 



where metal is too heavy to be cut with shears or 
snips, or where it would take too much time to set up 
a milling machine or shaper. This saw can also be 
used to cut a number of similar parts from sheet metal 
stock. 



Power Hacksaw 

Use a power hacksaw (Figure 3-68) to cut heavier, 
harder metal than the hand hacksaw can cut. Its 
blade cuts the same as the hand hacksaw blade, but 
its cutting range is much greater. The power hacksaw 
may have blades of various types and composition; 
however, high-speed steel, high-speed alloy steel, or 
molybdenum steel blades are recommended for best 
results. Power hacksaws are electrically operated. 
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Figure 3-68. Power hacksaw 



Contour Band Saw 

The contour band saw (Figure 3-69), sometimes 
called the metal-cutting band saw, is used to make 
parts, fittings, or pieces of sheet metal. It is used 



Figure 3-69. Contour band saw 

The following points apply when operating a band 
saw: 

• A band saw has several speeds and both hand 
and automatic feeds. The work table can be 
adjusted to any desired angle. 

• Some band saws are equipped with spot- 
welding and grinding attachments that allow 
the saw blade to be set, inserted, and welded 
without delay when making internal cuts. 
This equipment can also be used to mend 
broken blades. 

• Continuous file and polishing bands are avail- 
able as accessories for finishing parts after 
they have been cut. 
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• A band saw can make multiple cuts to specific 
sizes by fastening pieces of material together 
by weld, solder, rivets, or clamps so that they 
stay in place by marking a cutting guideline 
path and then following the line path with the 
blade. 

The process of installing or changing a band saw 
blade is simple; however, certain specific steps are 
involved. The following procedures apply to install- 
ing a blade (steps for changing a blade are almost the 
same, except that some are done in reverse order). 

Blade tension is controlled by a handwheel that 
mechanically raises or lowers the upper wheel of the 
band saw. The blade carrier wheels (upper and 
lower) are behind cover doors that are above and 
below the work table. The cover doors swing out and 
to the left when facing the front of the band saw. 

If the blade must be butt-welded, grasp each end of 
it with both hands and make sure that its teeth are 
pointing down and toward you. Place the ends in the 
butt-welder slots (above and to the left of the work 
table). Bring the ends together and lock them in 
place with the holding screws. Apply current with 
the arc switch, which is labeled for this purpose. The 
welding process will be completed instantly. Then 
loosen the holding screws and remove the blade. 

Grasp the right-hand portion of the blade with both 
hands held about 10 inches apart. Make sure the 
blade teeth are facing toward you and pointing down. 
Then work the blade into the slot on the work table. 
As the blade moves into the slot, tilt it by moving it to 
the right with your right hand and to the left with your 
left hand. This allows the blade to move past the 
trunnion of the work table. After this, bring the blade 
back to an upright position and move it through the 
slot to the blade travel opening of the work table. 
Hold the blade with your right hand and thread its 
upper portion into the telescoping guide leg, onto the 
contour of the upper wheel, and finally around the 
lower wheel. 

After making sure the blade is in the correct position, 
control the blade tension and recheck it to be sure it 
is seated properly on the upper and lower wheels and 
the telescoping guide leg. After the proper tension 
is obtained, adjust (tilt) the upper wheel to provide 
proper tracking of the blade. Stand to the right of the 
machine so that your right hand can reach the blade- 
tracking screw on the center of the wheel and your 
left hand, the upper wheel and turn it. Observe the 



blade position on the face of the upper wheel and 
adjust it with the blade-tracking screw. Place the 
fingers of your left hand against the surface of the fiat 
wheel near the rim and rotate the wheel slowly clock- 
wise; at the same time, observe the action of the 
blade. If the blade creeps toward one edge, turn the 
tracking screw so that it will counteract the tendency 
to creep. Repeat this procedure until the blade runs 
in the center of the upper wheel as the wheel is 
rotated. 

The procedure outlined above should be sufficient. 
However, before using the machine, it is advisable to 
make a final adjustment of the blade tension and then 
to recheck the blade tracking. The tracking adjust- 
ment is not complete until it is certain that the blade 
will stay in place when turning at high speeds. Check 
this by closing the upper and lower cover doors and 
pressing the START button to start the motor. Once 
the motor has gained a little speed, press the STOP 
button and check to see whether the blade is tracking 
near the center of the upper wheel. Do not allow the 
motor to accelerate above one-half of the maximum 
revolutions per minute until you are sure the blade is 
tracking properly. After the blade is installed and 
tracking properly, make the necessary guide adjust- 
ments before using the machine. 

DRILLS AND DRILL PRESSES 

Portable power drills and stationary presses are 
important machine tools in airframe metalwork 
because drilling holes for rivets and bolts is one of 
the most common operations performed by 
airframe repairers. Drilling is not difficult, especial- 
ly on light metals, if the repairer understands the 
fundamentals of drills and drill presses and their 
uses. The small portable power drill is generally the 
more practical of the two; however, the stationary 
power drill press is better in certain cases. When 
drilling hard or heavy-gage metals, use an approved 
cutting oil. 

Portable Power Drills 

Some portable power drills are operated by 
electricity,* others by compressed air. Some electri- 
cally operated drills run on both alternating and 
direct current; others will only run on one kind of 
current. Be sure to check which type of current the 
drill is designed for before making plug connections. 
Portable power drills come in various shapes and 
sizes (Figure 3-70) to satisfy almost any drilling 
requirement. The chuck will hold the shank of any 
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twist drill up to the size it is designed for. Drills used 
by airframe repairers carry a chuck with a maximum 
capacity of 1/4 inch. However, drills are manufac- 
tured with chucks of larger capacity. Pneumatic 
drills are recommended for use near flammable 
materials because the sparks coming from an electric 
drill are a fire hazard. The twist drill should be 
inserted in the chuck and tested for trueness. This 
can be checked at sight by running the motor freely. 
If a drill wobbles or is slightly bent, it should not be 
used. lb do so would create enlarged holes. When 
using a portable power drill, hold it firmly with both 
hands. Always hold it at right angles to the work, 
regardless of its position or curvature. Tilting the 
drill at any time when drilling into or removing it from 
the metal may cause the hole to become elongated 
(egg-shaped). When work areas are not accessible 
to normal drilling, the problem can be overcome by 
using adapters and extensions. A straight piece of 
drilling can be attached to a twist drill and used as an 
extension, or a flexible extension can be used to drill 
around obstructions. Angle adapters can be at- 
tached to the chuck so that the shank of the adapter 
fits into the chuck, while the adapter itself holds the 
twist drill. When using an adapter, hold the drill 
firmly with one hand and the adapter with the other 
hand. 

NOTE: Always remove burrs from drilled 
holes so that materials can fit smoothly and 
snugly. Burrs can be removed with a bearing 
scraper, countersink, or twist drill. If you 
use a countersink or twist drill, rotate it by 
hand. 



WARNING 

Always use safety goggles while drilling be- 
cause metal particles can be thrown from 
the drill bit with dangerous speed and force* 



Stationary Power Drill Press 

The stationary power drill press is a tool that is used 
to drill holes that must be made with a high level of 
accuracy. The drill press is an accurate means to 
locate and maintain the direction of a hole. It 
provides the operator with a drill lever that makes it 
easy to feed the drill into the work. Various types of 
drill presses are available; the most common is the 
ordinary upright drill press (Figure 3-71). Airframe 
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Figure 3-70. Portable power drills 

repairers should understand the following proce- 
dures related to using a drill press: 

• The drill press table can be raised or lowered 
to accommodate the material or part that 
requires drilling. The distance traveled by the 
drill in relation to the distance between the 
table and the drill point when it is drawn out 
of the hole determines whether the work table 
should be adjusted. 

• Place material or part on the work table and 
bring the drill point down; align it with the 
hole to be drilled. 

• Then clamp the material or part to the table 
to prevent it from slipping during the drilling 
operation. There are many different clamp- 
ing devices that can be used separately or in 
combination for almost any job. Experience 
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will enable you to select clamping devices to 
suit a particular job quickly and accurately. 
This will eliminate wasted time in setting up 
the part for drilling. Regardless of which 
clamping device you use, always place the 
part on parallels or backup blocks to protect 
the drill and table against damage. 



WARNING 

Always make sure that the clamps are 
properly fitted and securely tightened be- 
cause material or parts that are not 
properly clamped could slip or bind on the 
drill and start spinning. This could cause 
potentially serious injury to the 
operator and damage to the equipment, 
material, or parts being drilled. 




Check the drill press for proper lubrication. 
Frequent lubrication during continuous drill- 
ing will improve operating conditions. Keep 
oil ports clean and free from foreign particles. 
Always clean the press after each drilling 
operation. 

Check belt-driven presses every day to ensure 
they are free from grease and dirt. Apply 
dressing to the belt to prevent slippage or 
drying out. Belts should be kept at the proper 
operating tension. 

Some drill presses are equipped with gears 
that provide a means to increase or decrease 
the spindle speed. The press must be stopped 
when changing gears. If the gears do not 
mesh, pull on the belt and bring them to the 
proper meshing points. 

Check speed charts to ensure the machine is 
being operated at the proper speed and feed 
for the assigned drilling operation. A con- 
tinually too heavy feed or too fast speed will 
cause the machine to labor and the drill bit to 
break or the press to be damaged. 

The degree of accuracy that can be attained 
with the drill press depends in part on the 
condition of the spindle hole, the sleeves, and 
the drill shank. Therefore, these parts must be 
kept clean and free from nicks, dents, and 
warping. Always make sure that the sleeve is 
securely pressed into the spindle hole. 



CAUTION 

1* Never insert a broken twist drill in a 
sleeve or spindle. 

2. Never use a vise to clamp a sleeve when 
removing a drill bit because this will bend 
the sleeve. 



Figure 3-71. Stationary power drill press 



GRINDING AND SANDING MACHINES 

The terms grinding and sanding applied to the types 
of machines described here refer to a mechanical 
means of — 

• Removing excess material and producing 
suitable metal surfaces with smoothing or 
sharpening tools. 

• Sharpening, grinding, and dressing work. 
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There are many kinds of grinding and sanding 
machines, but only those related to airframe repair 
are described here. 

Pedestal Floor-T>pe Grinder 

This grinder is used for sharpening tools and for 
other general grinding jobs. It usually has a grinding 
wheel run by an electric motor or a belt-operated 
pulley on each end of a shaft. 

Wet Grinder 

This grinder is similar to a pedestal grinder. How- 
ever, unlike the latter, it has a pump to supply a flow 
of water onto a single grinding wheel Water reduces 
the heat generated by grinding metal against the 
wheel and washes away any particles of metal or 
abrasive that were removed during the grinding. The 
water reenters an attached tank to be reused. 



CAUTION 

Do not grind soft materials such as 
aluminum or brass as these materials will 
clog the pores of the grinding wheel and 
stop its cutting action. 



Bench Grinder 

This grinder can be used to dress chisel points and 
screwdriver blade tips, sharpen drill points, remove 
excess metal from work, and smooth metal surfaces. 
The common type of bench grinder (Figure 3-72) is 
found in most metalworking shops. It is usually 
equipped with one medium-grain and one fine-grain 
abrasive wheel; there is a clear safety shield and a 
metal guard shroud over each wheel. The abrasive 
wheels are removable. Wire-brushed polishing 
wheels, sanding discs, or buffing brushes can also be 
installed on this type of grinder. The bearings and 
motor have cups for lubrication. Operating the 
bench grinder is simple, but use it with care and 
always follow instructions: 

• Always check the abrasive wheels for cracks 
or other visible damage before using the 
grinder. Make sure the wheels fit tightly on 
the spindles. 

• Always check the wheel guards to be sure they 
are properly fitted and on tight. 



Check to be sure the tool rests are aligned and 
tight. 

Know the correct angle for cutting tool 
points or tips before attempting to sharpen 
them. When sharpening a tool, apply feed 
pressure gradually so that just enough of 
the tool surface is in contact with the wheel 
to get the proper results. Be careful that 
feed pressure does not cause overheating 
during sharpening. 

Do not grind work on the side of an abrasive 
wheel. When an abrasive wheel becomes 
worn, its cutting efficiency is reduced because 
its surface speed is affected. A worn abrasive 
wheel should be replaced. 
Grinding operations generally require the use 
of both abrasive wheels. Use the medium or 
coarse wheel first when removing rough sur- 
faces, when a lot of material must be removed, 
or when a smooth finish is not important. Use 
the finer wheel for sharpening tools and 
grinding to close limits. This wheel removes 
the metal from the surface more slowly and 
gives it a smoother finish. 



WARNING 

1. Always wear goggles when operating the 
bench grinder, even if it is equipped with 
eye shields. 

2. Never operate the bench grinder without 
wheel guards, which serve to protect per- 
sonnel from injury in case the work slips. 

3. Know the hazards involved in operating 
the bench grinder and guard against them 
during use to reduce the accident rate. 




Figure 3-72. Bench grinder 
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METAL-FORMING MACHINES 

In aircraft metalwork the term metal-forming usually 
means shaping or bending metal in two dimensions. 
This operation is more difficult than bending in one 
dimension because some portions of the metal must 
be stretched or shrunk. Although hand tools are 
used for some phases of metal-forming work, many 
airframe repairs require powered and nonpowered 
machine tools; for example, metal-cutting machines 
and grinders and metal-forming machines. The 
metal-forming machines described here can be hand- 
operated or power-driven. Small machines are 
usually hand-operated; larger ones are power- 
driven. 

Bar Folder (Bar Folding Machine) 

This machine (Figure 3-73) is designed to make turns 
(or bendovers) and narrow edges; to fold small hems, 
flanges and seams; and to turn rounded locks on flat 
sheets of metal to receive stiffening wires. Most bar 
folders can form metal up to 22 gage thick and 42 
inches long. Before attempting to operate the 
machine, you should understand the adjustment and 
operating procedures required to set up the bar 
folder. Adjustments are required for thickness of the 
metal and for width, sharpness, and angle of the fold. 

Thickness of Material 

lb adjust for thickness, adjust the screws at each end 
of the bar folder. While doing this, place a piece of 
metal of the desired thickness in the bar folder and 
raise the operating handle until the small roller rests 
on the cam. Hold the folding blade in this position 
and adjust the setscrews so that the metal is securely 
and evenly clamped for the entire length of the fold- 
ing blade. After the folder is adjusted, test each end 
of the machine separately by actually folding it with 
a small piece of metal. 



CAUTION 

Be very careful not to adjust the bar folder 
too tightly because the clamping pressure 
can cause damage to the clamping blade. 
The machine is designed to operate freely. 
If it does not do so, the adjustment is too 
tight. 
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Figure 3-73. Bar folder 



Width of Fold 

Width of fold is controlled by the gage-adjusting 
screw near the center of the bar folder frame just 
under the folding blade. This screw moves the slide 
and gage back and forth as needed for the width of 
the desired fold. The gage is graduated in fractions 
of an inch from zero to 1 inch; a 1-inch fold is the 
largest that can be made on the bar folder. (Use the 
cornice brake to make larger folds.) After making 
the adjustment, lock the gage in place by tightening 
the locking screw on its right side. 

Sharpness of Fold 

The bar folder can be used to make either sharp or 
round folds. The sharpness of a fold is controlled by 
raising or lowering the wing. The wing is supported 
by a wedge with adjusting features. The knob for 
adjusting the wedge is in the center of the folding 
blade. To make a sharp fold, set the wedge so that 
the wing will stay in the same place throughout the 
operating cycle. To make a round fold, adjust the 
wedge so that the wing will be formed back as the fold 
is made. 
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Angle of Fold 

There are two positive stops on the bar folder: one 
for 45° and one for 90° folds or bends. An additional 
feature is the adjustable collar, which can be adjusted 
to any degree of bend or fold within the capacity of 
the bar folder. To form 45° or 90° angles, move the 
stop for the desired angle into place and form the 
desired angle. To form other angles, use the adjustable 
collar by loosening the setscrew and setting the stop at 
the desired angle. After setting the stop, tighten the 
setscrew and form the bend. 

Making the Fold 

After adjusting the bar folder for the desired fold, 
insert the metal to be folded between the folding 
blade and the jaw. Hold the metal firmly in place 
against the gage. As the operating handle is pulled 
forward, the jaw automatically raises and holds the 
metal until the desired fold is made. When the 
operating handle returns to its original position, the 
jaw and blade also return to their original positions 
and the metal is released. 

Cornice Brake 

This machine (Figure 3-74) is used to form locks and 
seams, turn edges, and make squares, angles, and 
bends. More versatile than the bar folder, it operates 
in much the same way except that it has a clamping 
bar instead of a stationary jaw. Any bend formed on 
a bar folder can also be made on the cornice brake. 
However, unlike the bar folder, the cornice brake 
allows the sheet of metal to pass through the jaws 
from front to rear without obstruction. Different 
manufacturers make cornice brakes of varying bend- 
ing capacity. Normally, this machine varies in sheet 
metal capacity from 12 to 22 gage and its bending 
lengths vary from 3 to 12 feet. The bending capacity 
of the cornice brake is determined by the bending 
edge thickness of the various bending leaf bars. To 
operate the cornice brake properly, follow these pro- 
cedures: 



CAUTION 

Never use the cornice brake to bend wire, 
rods, band iron, or spring-tempered metal 
sheets because the composition and shape 
of these items could damage the working 
surfaces of the brake. 



When making ordinary bends with the cor- 
nice brake, place the sheet on the bed with the 
sight line (the mark indicating the bend line) 
directly under the edge of the clamping bar. 
Then bring the clamping bar down to hold the 
sheet firmly in place. Set the stop at the right 
side of the cornice brake for the proper angle 
or amount of bend, and raise the bending leaf 
until it strikes the stop. If making more bends, 
lift the clamping bar and the sheet to the 
correct position for the bend. 
When bending sheets heavier than 22 gage, 
raise the clamping bar a distance equal to the 
thickness of the metal and set it back the same 
distance; reinforce the bending leaf with 
angle iron. 

To get the best results from the cornice brake, 
you must know how to adjust it for various 
operations. These adjustments are very im- 
portant because they save lime and improve 
the quality of the work. Keep the cornice 
brake level on the floor to prevent the top leaf 
from creeping when clamping metal between 
the jaws. If the top leaf creeps, adjust the slot 
casting adjustment and lock screws. A wedge 
can be placed under the rear legs on the side 
that creeps. This wedge should be made for 
permanent setting. 

Check the bending leaf when it is in the down 
position. The edge of the leaf should be 1/64 
inch below the bed edge at the ends and 1/32 
inch below it at the center. To get and main- 
tain this alignment, follow these steps: 

- Adjust leaf ends with bending-leaf hinge 
adjustment screws. 

- Adjust leaf center with bending-leaf ad- 
justment bolt. 

- Adjust bend ends with bed-end adjust- 
ment screws and bed adjustment bolt, 

• When bending various thicknesses of sheet 
metal with the cornice brake, move the top 
nose bar back at the bending edge. If the 
material to be bent is within 4 gages of the 
cornice brake's capacity, move the top leaf 
back a distance equal to twice the thickness 
of the material. To make sharp bends on 
lightweight material, move the top leaf for- 
ward. Follow these steps when moving the 
top leaf to make these bends: 
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Figure 3-74. Cornice brake 



- Loosen the slot-casting lock screws. 

- Use the slot-casting adjusting screws to 
reposition the top leaf forward or back- 
ward as required by the metal's thickness. 

- When the top leaf has been adjusted to the 
desired position for bending, lock it by 
tightening the slot-casting lock screws 
firmly. 

Keep the clamping pressure firm enough to 
hold the metal in place while the bend is being 
made. Remember that each different metal 
gage requires a different adjustment and 



that the clamping pressure should be equal on 
both ends of the machine. Change this pres- 
sure by adjusting the link adjusting block as 
follows: 

- Loosen link setscrews. 

- Adjust link adjusting blocks to thickness of 
metal with link adjusting screws. 

- Secure link adjusting blocks in place by 
tightening link setscrews. 

- Using a test strip of metal, make a bend to 
ensure that the adjustments are correct. 
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Repeat these procedures as needed to get 
correct adjustments. 

• Most metals have a characteristic known as 
springback. This means that they have an 
inherent tendency to return to their normal 
shape. For example, if the cornice brake is set 
for a 90° bend, the metal bend will probably 
form an angle of about 87° or 88°. Therefore, 
if a 90° bend is desired, set the cornice brake 
to bend an angle of about 93° to allow for 
springback. In some cases the material will 
bend too much or further on one side of the 
brake than the other. To correct this condi- 
tion, set the top leaf back on the end where 
the sheet is overbending. If the bending leaf 
becomes bowed after repeated heavy use, 
tighten both its tension bolts until the center 
is brought in line. This line should be straight; 
check it with a straightedge. 

Molds or formers are most often used to make gut- 
ters. They come in half-round sizes, such as 5/8, 1, 
1 5/8, 2 1/4, and 3 inches and are attached to the 
cornice brake with clamps. When attaching 
formers to the brake, there should be 1/2-inch 
clearance on the side of the formers against the 
bending leaf. Position the clamps vertically to the 
ground and tap them lightly with a mallet. This 
creates enough friction to hold the formers in place. 
To remove the clamps, tap upward on them with a 
mallet. 

Box-and-Pan Brake 

This machine (Figure 3-75) is specially designed for 
making boxes of various sizes and shapes; it allows all 
sides to be formed without distorting any of the un- 
finished bends. Its construction is similar to that of 
the cornice brake except that its clamping leaf is 
divided into sections called fingers or shoes that vary 
in width and are interchangeable. A box-and-pan 
brake can be used for any work that can be done on 
a standard cornice brake. Adjustments (such as for 
radius and thickness) can be made by the same pro- 
cedures that apply with the cornice brake. Before 
using this brake, make sure the fingers are securely 
seated and the thumbscrews tightened. To remove 
any fingers, loosen the thumbscrews, raise the clamp- 
ing fingers by pushing the clamping bar backward, 
and then pull the fingers forward. Reverse this pro- 
cedure to install fingers. Before doing any work with 



the brake, make sure that all adjustments have been 
made for the gage of metal being used. 



CAUTION 

Never use the box-and-pan brake to bend 
wire, rods, band iron, or spring-tempered 
metal sheets because the composition and 
shape of these items could damage the 
working surfaces of the brake. 



Slip-Roll Former 

This machine (Figure 3-76) is used to form sheet 
metal into various cylindrical shapes and diameters. 
It has right- and left-hand end frames, a gearbox, 
three solid steel rolls, a hand crank, and a bed. TVo 
of these steel rolls, called front rolls, serve as feeding 
or gripping rolls. They are turned by a system of 
gears enclosed in the gearbox. The gear system is 
operated by the hand crank. The rear roll serves as 
an idler that shapes the metal to the proper curvature 
as the geared rolls turn. The front rolls are adjusted 
by two front adjusting screws at each end of the 
machine. The rear roll is adjusted by two screws at 
the rear of each end frame. Both front and rear rolls 
are grooved to allow the machine to form objects with 
wired edges. The upper roll has a release that allows 
the metal to be removed easily after it has been 
formed. When using the slip-roll former, be careful 
to follow these steps and procedures: 



WARNING 

Remove all loose clothing and keep fingers 
well away from the rolls before operating a 
slip-roU former. 



CAUTION 

When forming an object with a folded edge, 
make sure there is enough clearance be- 
tween the rolls to prevent damaging or flat- 
tening the fold. Keep the rolls clean and 
free of scratches and dents. 
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Figure 3-75. Box-and-pan brake 



• Raise or lower the front roll so the sheet of 
metal can be inserted. Use the knurled 
thumbscrews at each end of the machine to 
adjust this roll. Adjust the rear roll to give 
proper curvature to the part being formed, 
using adjusting screws provided for this pur- 
pose at the rear of each end frame. 

NOTE: The slip-roll former has no gages to 
indicate settings for a specific diameter. 
Use trial-and-error settings to obtain the 
desired curvature. 

• Insert the metal to be formed between the 
rolls from the front of the machine. Start the 
metal moving between the rolls by rotating the 
operating handle clockwise. 

• Form a starting edge by holding the operating 
handle firmly with your right hand and raising 
the metal with your left hand. The bend of the 
starting edge is determined by the diameter 
of the part being formed. If the edge of the 
part is to be flat or nearly flat, do not form a 



starting edge. Instead, rotate the operating 
handle until the metal is partway through the 
rolls. Then move your left hand from the 
front to the upper edge of the sheet. Roll the 
rest of the sheet through the machine. 

If the desired curvature is not obtained, rotate 
the operating handle counterclockwise to 
return the metal to its starting position. Then 
raise or lower the rear roll and roll the metal 
through the rolls again. Repeat until the 
desired curvature is obtained. Release the 
upper roll and remove the formed metal part. 

If the part being formed is tapered, set the 
rear roll so that the rolls are closer together 
on one end than on the opposite end. Deter- 
mine the extent of this adjustment by trial and 
error. 

If the part being formed has a wired edge, the 
distances between the upper and lower rolls 
and between the lower front roll and the rear 
roll should be slightly greater at the wired end 
than at the opposite end. 
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Figure 3-76. Slip-roll operation 
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SHRINKING-AND-STRETCHING MACHINE 

A shrinking-and-stretching machine (Figure 3-77) 
is used to form angles and channels and to smooth 
curves in materials used in aircraft structural 
repair. This machine is equipped with two sets of 
jaw assemblies (one for shrinking, one for stretch- 
ing). By replacing the jaw assemblies, the machine 
can be used to form either concave angles (shrinking) 



or convex angles (stretching). It has a ram actuated 
by the pendulum motion of a foot pedal and cam 
mechanism inside the frame. No adjustment need be 
made for thickness because the pendulum movement 
of the counterbalanced foot pedal compensates for 
the different thicknesses of materials within the 
machine's capacity. 




Figure 3-77. Shrinking-and-stretching machine 
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CHAPTER 4 



ENGINEERING DRAWING AND BLUEPRINT READING 



Neither industry nor the Army depends solely on 
written or spoken words to present information and 
exchange ideas. Misinterpretation may result when 
words alone are used. Engineering drawing is the 
descriptive graphic language used by engineers and 
draftspersons to express information required to 
construct or assemble objects. This graphic language 
provides precise information on every detail needed 
to make a part or assembly. Engineering drawings 
are reproduced as blueprints. A single view or a 
system of related views makes it possible to interpret 
and visualize the shape of an object, a process known 
as blueprint reading . To interpret blueprints, 
airframe repairers must understand the lines, notes, 
abbreviations, and symbols used in them. 

TERMS 

To convey an accurate description of an object by a 
drawing, draftspersons and readers must understand 
the terms used in the same way. Following are defini- 
tions of terms used in engineering drawings: 

• Length — usually the greatest dimension of an 
object or any part of it. Figure 4-1 shows a 
board with a cleat attached. The board is 24 
inches long; the cleat, 18 inches long. In both 
cases length is the greatest dimension of the 
object. 

• Width — usually the dimension of an object 
from side toside or in a direction at right 
angles to the length. In Figure 4-1 the board 
is 18 inches wide, while the cleat is only 3 
inches wide. 

• Thickness — usually the smallest dimension of 
the object or any part of it. Thickness can 
refer either to the main part of the object or 
to some separate part attached to it. It can 
also refer to a part projecting from the object; 
however, it does not apply to a groove cut in 
an object. Figure 4-1 shows that the board is 
3/4 inch thick and the cleat, 1 inch thick. 

• Height — the dimension of an object or of a 
part of it that rises above either its surface or 
the object on which it stands. For example, if 
a block is placed on a table so that its greatest 



dimension is upright (standing on end), this 
dimension is its height, not its length. In 
Figure 4-2 the block is 3 inches high; that is, 
its top is 3 inches above its bottom or above 
the surface it stands on. 
Depth — the perpendicular measurement 
downward from the top surface of the ob- 
ject or backward from the front surface. 
Figure 4-2 shows a block with a groove in 
the top surface. This groove is 1/2 inch 
deep; that is, it extends 1/2 inch below the 
top surface of the block. 
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Figure 4-1. Example of length, width, and 
thickness 

LINES 

The ability to read this or any other printed page 
depends on the reader's skill in recognizing letters of 
the alphabet and knowing how these letters are used 
to build words and sentences. In the same way, a 
repairer's ability to read drawings and blueprints 
depends on the ability to recognize specific lines 
and interpret their meaning in relation to objects. 
Because these lines are so fundamentally impor- 
tant, they are known as the alphabet of lines . Refer 
to Figure 4-3 (A through N) for illustrations of these 
lines. Refer to Figure 4-4 for examples of these lines 
used in a drawing. 

Centerline 

For accuracy in constructing many objects, dimen- 
sions must be laid off from the center of an object 
rather than from the face or side. This is especially 



4-1 



FM 1-563 



true of circular objects or objects made up of circular 
or curved parts. The line used to mark the central 
axis of an object is known as a centerline (A). 
Centerlines are indicated by— 

• Long and short dashes spaced evenly and 
alternately with a long dash at each end. 

• Short dashes intersecting at the center. 

Very short centerlines may be broken if they are not 
confused with other lines. Centerlines are also used 
to indicate the travel of the center of the object. 

Dimension Lines 

A satisfactory drawing must indicate shape, size, and 
all features of an object. Dimensions and the various 
features are indicated by dimension lines (B). 
Dimension lines terminate in arrowheads at each 
end. They are unbroken on construction drawings; 
they are broken on production drawings only where 
space is required for the dimension. 

Leader Lines 

These solid lines are used to indicate a part or 
section to which a number, note, or other reference 
applies (C). They end in an arrowhead or a dot. 
Arrowheads should always end at a line; dots 
should be within the outline of an object. Leader 
lines should end at any suitable portion of the note, 




HEIGHT 3 IN 



THICKNESS 1 IN y/ 



reference, or dimension. Leader lines may penetrate 
notes, references, and dimensions when required for 
clarity. 

Phantom Lines 

These medium lines are used to indicate an alternate 
position of delineated parts of an item, repeated 
details, or the relative position of a missing part (D). 
They consist of one long and two short dashes evenly 
and alternately spaced with a long dash at each end 

Sectioning and Extension Lines 

Sectioning lines are used to indicate the exposed 
surfaces of an object in a sectional view (E). They 
are usually solid thin lines but may vary with the kind 
of material shown. Extension lines are used to extend 
the limits of a dimension out and away from the 
drawing itself. The draftsperson usually tries to 
place all dimensions of an object outside its out- 
line, primarily for neatness and clarity. However, 
this is not always, possible because many objects 
have features on more than one surface. This makes 
it necessary to place some dimensions within the 
outline. Regardless of whether dimensions are 
placed inside or outside the surface outline, their 
limits must be extended out and away from the fea- 
ture whose dimension is being shown. Unless this is 
done, the dimension lines will become confusing. 
Extension lines should not touch the outline. 
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Figure 4-2. Examples of height and depth 
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Figure 4-3. Lines used in engineering drawings 
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Figure 4-4. Examples of lines used in a drawing 
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Break Lines 

Short breaks are indicated by solid, freehand lines 
(F). For long breaks, full ruled lines with freehand 
zigzags are used (G). In shafts, rods, and tubes that 
have portions of their lengths broken out, the ends of 
the break should be drawn as shown in the figure (H). 

Hidden Lines 

These lines are short, evenly spaced dashes used to 
show the hidden features of a part (I). They always 
begin with a dash that touches the line they start from, 
except when such a dash would be a continuation of 
a full line. Dashes touch at corners; arcs start with 
dashes at the tangent points. 

Stitch Lines 

These lines are used to indicate stitching or sewing 
lines (only on fabrics) (J). They are a series of very 
short, evenly spaced dashes with about half the 
length of the dash used in hidden lines. Long lines 
of stitching may be indicated by a series of stitch 
lines connected by phantom lines. Airframe 
repairers will seldom encounter stitch lines. 

Outlines or Visible Lines 

These lines are used for all lines in the drawing that 
represent visible lines on the object (K). 

Datum Lines 

These lines are used to indicate the position of a 
datum plane (L). They consist of one long dash and 
two short dashes evenly spaced. 



Cutting-Plane and Viewing-Plane Lines 

Cutting-plane lines are used to show an exploded 
view of a particular section of an object (M). 
Viewing-plane lines are used to show the plane 
from which a surface is seen (N). 

Lines Representing Threads 

Threads are indicated on a drawing in various ways. 
Figure 4-5 (A) shows a thread profile; (B), a thread 
profile in section; and (C), how threads are repre- 
sented in a blueprint. To save time, a draftsperson 
uses symbols when objects are not drawn to scale. 
Dimensions are given for the length of the threaded 
part, but other necessary information appears in a 
note which in this figure is 1/4-20NC-2 : 

• 1/4 — nominal size or outside diameter. 

• 20 -20 threads per inch. 

. NC- thread series (in this case, National 
Course). 

• 2- class of thread and tolerance (commonly 
called fit). 

NOTE: The two most widely used screw- 
thread series are NC and National Fine 
(NF). NF threads have more threads per 
threaded portion of the screw length than 

NC. 

For a left-hand thread, the class is followed by a dash 
and the letters LH in bold type. Threads without the 
letters LH are right-hand threads. Internal threads 
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may also be shown by several kinds of symbols. Here 
again, threads need not be shown when a symbol 
will do just as well. Holes A and B will have the 
same threads as hole C, as indicated by the note in 
Figure 4-4. The threads shown in Figure 4-5 may 
be screwed into these threaded holes. The symbol 
on each one indicates that the threads are exactly the 
same. Threads may be shown in sections, especially 
in assembly views. 




Figure 4-5. Internal threads 

Figure 4-6 shows the relationship of the threaded 
members. Bolts, studs, and cap screws are indicated 
on drawings by outlines and symbols. Figure 4-7 
shows them in outline only. 





Figure 4-6. Threaded assembly 



Figure 4-7. Bolts, studs, and cap screws 



SCALE 

Whenever possible, objects are drawn to actual size. 
However, many objects are so large that drawings to 
actual size could not be used in a shop. Therefore, 
the draftsperson draws them to a fractional portion 
of their true size. Drawings of small objects are 
enlarged. A drawing of an object to its actual size is 
called a full-size or full-scale drawing . A drawing to 
some fractional portion of an object's size or an 
enlarged drawing is called a scale drawing . The scale 
is the ratio between the actual size of the drawing and 
the actual size of the object. The scale is indicated 
on the drawing, usually in the title block (lower right- 
hand corner), but it can be on the face of the drawing 
itself. The scales most commonly used are full, three- 
quarter, half, quarter, and one-eighth. If drawings 
are made to actual size, they are indicated as being 
full-size or full-scale. If they are larger than actual 
size, they are indicated as being twice full-size or 
twice full-scale, and so on. 

DRAWING SIZE 

Drawings are made full-size whenever possible or as 
nearly full-size as practical. In large aircraft corpora- 
tions thousands of blueprints are kept for future 
reference after initial use. Storage of drawings and 
prints must be considered; therefore, all drawings are 
made on standard sheet sizes. The standard sheet 
size for most small drawings and blueprints is 8 1/2 
by 11 inches. Larger-size drawings are usually made 
in a multiple of this size so they can be folded to 
standard size and stored conveniently. 

DIMENSIONING 

Neither drawings nor blueprints should have to be 
measured or scaled, as it is often called. A complete 
drawing should indicate all dimensions. Return an 
incomplete drawing (one that does not give specific 
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dimensions) to the drafting or engineering depart- 
ment for corrections. 

After the blueprint has been completed, construction 
of the object depends on the note for a description of 
size. A dimension line shows the distance between 
two points, lines, or planes, or a combination of these. 
The numerical value of the dimension line gives the 
distance, the direction in which the value applies, and 
the points between which it applies. The note 
provides an explanation of lines and symbols used 
in the drawing. Lines and symbols used in dimen- 
sioning include dimension lines, extension lines, 
numerical values, notes, finish marks, and so forth. 

Placement of Dimension Line 

Draftspersons use a standard procedure for placing 
dimensions on a drawing. All dimensions and letters 
should read from left to right. The dimension of an 
angle is indicated by placing the angle's degree in its 
arc. The diameter of a circle is used to show the 
dimensions of circular parts. Circles or parts are 
usually marked with the letter D or the abbreviation 
DIA following their radius and with the letter R 
following the dimension. Parallel dimensions are 
placed so that the longest dimension is farthest from 
the outline of the object. On a drawing that shows 
several views, dimensions are placed on the blueprint 
to show the details of each view to best advantage. 

Angles 

Figure 4-8 shows how angles are dimensioned. An 
arc is drawn and the dimension (degree) of the arc is 
placed so it can be read from a horizontal position. 
If the angle is too acute to allow enough space for the 
dimension, it may be placed as in the example of a 15° 
angle shown in the figure. 




Figure 4-8. Angles 



Small Parts 



When dimensioning small parts, the available space 
is often so limited that it prevents the use of normal- 
size dimensioning lines, symbols, or figures. In such 



cases, dimensioning is done by placing notes and 
sizes to one side and extending arrows, called 
leaders, to the small parts (Figure 4-9). Arrows and 
figures should always be kept as clear as possible of 
other arrows and figures. 
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Figure 4-9. Dimensioning small parts 



Tapes 

Figure 4-10 shows a dimensioning method for an 
object with inclined or tapered sides. Outside 
dimensions are placed farthest away from the object; 
inside dimensions are placed closest to it. The taper 
to the foot means the difference in diameter, in 1-foot 
increments, for the length of the object. 




Figure 4-10. Dimensioning tapers 



Curves 

A curved object may be drawn and dimensioned by 
using several radii or by the offset method, in which 
the path of the curve is found by taking a number of 
measurements from an established line, such as AB 
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in Figure 4-11. Dimensions here are marked at the 
points indicated by C and at equally spaced points on 
the object. The distance between the vertical dimen- 
sion is given horizontally as at point D and equally 
spaced points. 
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Figure 4-11. Dimensioning curves 



Geometric Solids 

When dimensioning spheres, the diameter of the 
most convenient view is given. Normally, only one 
view of a cone is needed to indicate the diameter and 
height. The height of a pyramid may be shown on the 
front view; any other dimension, on a view of the base. 
The two necessary dimensions of a cylinder — length 
and diameter— may be shown in one view. 

Circles 

Diameter dimensions are given for circles; radius 
dimensions are given for arcs. Centerlines cannot be 
used as dimension lines; therefore, diameters of 
circles are sometimes shown by lines within the circle. 
This method is acceptable, but extension lines and 
dimension lines placed outside the circle are 
preferable (Figure 4-12). Another method, 
preferred for dimensioning small diameters, is to 
show the diameter on a leader at one side with the 
arrow touching the circumference. 

Holes 

To show distances between holes in an object, dimen- 
sions are usually given from center to center of the 
holes rather than from outside to outside. When a 
number of holes are shown in various sizes, desired 
diameters are given on a leader, followed by notes 
concerning the machining operations for each hole. 
If a part is to have three holes of equal size equally 



spaced, this information is also given in the notes. 
For precision work sizes are given in decimals. 
Diameters and depths are given for counterbore 
holes. For countersunk holes, the angle of counter- 
sinking and the diameters are given (Figure 4-13). 




Figure 12. Dimensioning circles 
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Figure 4-13. Dimensioning holes 

Finishes 

Dimensions should always show the size of the 
finished product, regardless of the scale of the draw- 
ing. A modified V symbol is used with a number 
above it to indicate surface finish (Figure 4-14). The 
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numbers tell the machinist how smooth the surface 
finish should be. 
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Figure 4-14. Dimensioning finishes 

Large or Complicated Objects 

Dimensioning a complicated machine or a large 
object may at first seem very difficult. However, if 
the object or machine is considered an assembly of 
small component parts, the task becomes simpler. 
Information should be given on the drawing concern- 
ing the position these component parts will be in in 
relation to each other. This is done by location 
dimensioning, which gives the distance between one 
part and another. 
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Tolerances 

A tolerance is the amount of allowable variation from 
an accurate measurement. On blueprints it is ex- 
pressed in decimals, usually to three places. There 
are several ways to indicate tolerance on a drawing: 

• Unilateral method— uses the minimum or 
maximum measurement as the dimension 
figure and gives the allowable difference as 
a plus or minus tolerance (Figure 4-15 [A]). 

• Bilateral method— dimension figure indi- 
cates the acceptable plus or minus variation 
(Figure 4-15 [B]). 

• Limit dimensioning method— gives both 
maximum and minimum measurements 
(Figure 4-15 [C]). 

Specific tolerance dimensions may be given or a 
standard tolerance may apply as indicated in the title 
block. 

Fits 

The dimensions for fits stated in the notes signify the 
amount of clearance allowable between interworking 
parts. A positive allowance is indicated for a part 
that is designed to slide or revolve upon another part. 
A negative allowance is one given for a force fit. 
Whenever possible, the tolerance and allowances for 
desired fits should conform to those stated in the 
American Standard for Tolerances, Allowances, and 
Gages for Metal Fits. Classes of fits specified in the 
standard may be indicated on assembly drawings. 

DRAWINGS 

Figure 4-16 shows two different types of drawings of 
an object, in this case a block. The topmost drawing 
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Figure 4-15. Tolerances 
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is a pictorial drawing, so called because it resembles 
a picture of a block. The other views are called 
projection drawings because they are all projections 
of the same block. Although pictorial drawings are 
more easily understood by people not accustomed to 
reading drawings, they cannot be used as a specific 
guide to make or assemble an object because they 
distort the features somewhat and do not give com- 
plete information. They merely illustrate the general 
shape of an object and its arrangement of parts. 
However, most aircraft corporations do use pictorial 
drawings as an additional aid for airframe repairers 
to visualize the objects or parts represented in 
projection drawings. 

Projection drawings, although initially harder to read 
and understand, are used almost universally to 
describe the objects airframe repairers will fabricate. 
They give all essential information needed to make 
or assemble the object or parts. They also have a big 
advantage over pictorial drawings because they show 
the true shape of all the features. 

Note that in the pictorial drawing in Figure 4-16 the 
front, top, and one side of the block are shown directly 
connected so that the drawing closely resembles a pic- 
ture of a block. However, in the three projection 
drawings, the front, top, and side are shown clearly 
outlined but not directly connected. In the pictorial 
view, the angles at the four corners of the front, top, 
and side of the block appear unequal; whereas in the 
projected view all angles are equal. 
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Figure 4-16. Pictorial and projection drawings 



Projection Drawings 

A projection drawing of an object shows one principal 
face and one or more adjoining faces not connected 
to the principal face but drawn directly above or to the 
left or right of it. To establish the position of like 
points on an adjoining face, lighter solid Ikes called 
projection lines are used that almost connect the 
adjoining faces with the principal face. However, 
the projection lines should not actually connect. In 
a projection drawing, each face is represented as 
though the viewer were looking directly at it. 

The outline of the face as represented on the drawing 
is called a view . Most projection drawings show at 
least two faces or views of the object to indicate the 
three main dimensions: length, width, and thickness. 
The view showing the front or principal face (front 
view) shows that part of the object that an observer 
would see from right in front of it. The front view 
shows two dimensions: the length from left to right 
and the thickness from top to bottom. 

To give the remaining dimension and width (the dis- 
tance from the front to the back face of the object), 
at least one more view must be shown. It may be 
shown in either the top or side view. To show it in the 
top view, the draftsperson simply places the top view 
directly above the front view. The top view shows the 
shape and dimensions of the top face of the object as 
someone standing directly in front of the object look- 
ing down on it would see it. This view shows the 
distance or width from the front to the back edge of 
the top and also the length that would be shown in 
the front view. 

Tb show width in a side view, the draftsperson makes 
a side or end view directly to the right or left of the 
front view. This view shows the shape and dimension 
of the side or end face as seen when looking directly 
at it. The side view will show the distance from the 
front to the back face of an object and the same 
thickness dimension that is shown in a front view. 

Single-View Drawings 

Much time and labor can be saved by making only 
one view of the object and omitting the other two 
views entirely. The information commonly given on 
the second and third views is usually given in the notes 
accompanying a single-view drawing. Figure 4-17 
shows a single-view drawing of a reinforcement plate. 
The plate will be made of sheet stock; the other views 
will only show the thickness of the stock (0*040 inch) 
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in addition to the length and width, which are given 
in the single view shown. In a single-view drawing, 
additional lines cannot be used to show thickness 
because they would be so close together that they 
would appear as a single line. Instead, a note stating 
the thickness of the material is placed on the drawing. 
Single-view drawings are used only for objects made 
of thin material, such as sheet stock, and only when 
they are perfectly flat— never when they are bent or 
curved. 



IT 



Vi 



y„IN R TYPICAL 



2IN 



4% IN 



MATERIAL 0.040 IN 2024-TALCLAD 



Figure 4-17. Single-view drawing 

Surface Drawings 

The face of any solid object is called a surface, and 
the limits of any surface on a drawing are indicated 
by lines. A surface has two dimensions: length and 
width, but not thickness. When an edge view of a 
surface must be shown, a line is used. 

Number of Surfaces 

Study the object in Figure 4- 18(A). It has six sur- 
faces, usually called the front, back, top, bottom, right 
side, and left side . Now study drawing B. It shows 
the same object with a groove cut into the top surface. 
A count shows that there are now 10 surfaces. In 
drawing C the object is identical to drawing B except 
for the projection shown on the bottom. A count 
shows that there are now 14 surfaces. It is easy to see 
from studying these drawings that the number of 
surfaces on an object can be increased or decreased 
by changing the shape of one or more of them. 

Number of Views 

It is often necessary to draw three views if two views 
do not show an object's special features full enough 
for a repairer to fabricate it without additional infor- 
mation. These three views are usually the front, the 



top, and either the right or left side. Another method 
is to use dotted lines to represent the features of an 
object that cannot actually be seen in that view. This 
conforms to the following essential rules for reading 
drawings and blueprints: 

• Solid lines always represent the outline of 
visible features. . 

• Lines consisting of small, uniform dashes 
always indicate invisible features. 



(A) 
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(B) 
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(C) 




Figure 4-18. Surface drawing 

Showing Six Surfaces in Three Views 

Figure 4-19 shows the six surfaces of the object with 
a view of each surface. However, because such a 
drawing requires much time and effort and a large 
sheet of paper, all six surfaces are usually repre- 
sented on a drawing by three views. The draftsperson 
can do a very satisfactory job by projecting the outline 
of visible features with solid lines. Such drawings will 
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be more readily understood if the following points 
are kept in mind: 

• The back surface of an object lies directly 
behind the front surface. It is customary to 
represent on the front view all features on 
or lying behind the front surface. Features 
behind the front surface are shown by 
dotted lines to indicate that they are not 
visible. However, if an invisible feature lies 
directly behind a visible feature, the two fea- 
tures are represented by a solid line. 

• In the same manner, the bottom surface lies 
directly below the top surface of an object. It 
is customary to represent all features that 
appear on the bottom surface by dotted 
lines in the top view to indicate that they are 
invisible. 

• Any surface is described as though the viewer 
were looking at its center. As with the top and 
bottom and the front and back views, the 
right-side view lies directly behind the left- 
side view and vice versa. With either side view 
the features that lie behind the surface being 
described are shown by dotted lines to indi- 
cate they are not visible. 

• By keeping the above points and the fact that 
the edge of any surface is represented by a line 
in mind, objects with many surfaces can be 
represented on a three-view drawing without 
any difficulty or confusion. 

Working Drawings 

A projection drawing is also known as a working 
drawing . The essential elements of information 
given in a working drawing must include - 

• The size and shape of the object and its parts. 

• Specifications for the material. 

• How the material is to be finished. 

• How the parts are to be assembled. 

• Any other information needed to make or 
assemble the object. 

Working drawings are usually divided into three classes: 
detail, assembly, and installation drawings. 

Detail 

A detail drawing is a description of a single part of 
an object that uses lines, notes, and symbols to specify 
size, shape, material, and manufacturing methods for 



making or assembling a part or object. Detail draw- 
ings are usually fairly simple; several of them can be 
shown on the same sheet or blueprint in cases where 
the single part in question is small. Figure 4-20(A) 
shows a detail drawing. 
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Figure 4-19. Examples of how surfaces are 
shown 

Assembly 

An assembly drawing describes an object made up of 
two or more parts. Drawing B shows the general size 
and shape of an object. The primary purpose of this 
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Figure 4-20. Working drawings 



drawing is to show the relation of the various parts of 
the objects to each other. An assembly drawing is 
usually more complex than a detail drawing; it is often 
accompanied by detail drawings of various parts. 

Installation 

An installation drawing specifies the exact location 
of particular parts in relation to others, including 
reference dimensions. It includes all information 
needed to install a part or an assembly of parts in final 
position in an aircraft. An installation drawing is 
shown in drawing C. 

Sectional Drawings 

Dotted lines convey information concerning the inte- 
rior construction of objects. These lines are ade- 
quate for simple drawings, but they usually do not 
give an accurate description in more complex draw- 
ings. Therefore, a method of describing the interior 
construction of objects by sectional drawings made 
with solid lines, known as sectional views, has been 
developed. 

A sectional view assumes that the object has been 
partially cut or broken away and that the part in front 
of the break has been removed to provide a view of 
the interior construction at that point. The new ex- 
posed surface is shaded by a series of Crosshatch 
lines. When a sectional view is made through a solid 
object, such as a nut, bolt, shaft, rivet, or similar part 



whose axis lies in the cutting plane, the solid part is 
not crosshatched. 

There are five types of sectional views: 

• Full section — represents the object cut all the 
way through (Figure 4-21). 
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Figure 4-21. Sectional view (full section) 

• Half section - represents the object cut only 
halfway across; shows remaining portion as a 
regular view; used especially to represent a 
symmetrical object in which both halves of a 
full section are identical (Figure 4-22). 

• Referenced or labeled section— represents 
the object with a special line, known as a 
cutting plane, which shows the position of the 
intended cut (Figure 4-23); also shows a cross 
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section of the object laid on its edge (Figure 4-23, 
Section AA). The cutting-plane fine usually has 
arrowheads pointing in the direction in which the 
section is viewed. 




Figure 4-22. Sectional view (half section) 
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Figure 4-23. Sectional view (referenced or 
labeled section) 

• Revolved section— represents the shape of 
the object viewed at a particular point on the 
regular view (Figure 4-24); used when the true 
shape of a part at a given point is difficult to 
represent. When it is not possible or con- 
venient to place a revolved section on a draw- 
ing in the usual manner, it is placed anywhere 
on the drawing that is convenient and labeled 
to correspond to the cutting-plane line. 

• Partial section— represents a section on the 
object at the desired position (Figure 4-25); 
used when it is not desirable to make a com- 
plete sectional view. 

VIEWS 

A photograph of an object can give a good general 
impression of its shape and the relationship of its 
various parts, and it may show the object's exact size. 




Figure 4-24. Sectional view (revolved 
sections) 




Figure 4-25. Sectional view (partial section) 

The value of a photograph compared to a blueprint 
is that, unlike the latter, a camera brings all visible 
parts of an object together in a single pictorial view 
on one plane. It does this by recording images or 
impressions of objects much as the human eye sees 
them. However, a photograph is deceptive, just as 
human eyes are. When you look down a straight 
stretch of railroad track, your eyes register the rails 
coming together at a distant point, while in fact they 
remain parallel Therefore, the evidence of the 
human eye cannot always be believed. In the same 
manner, the camera, too, would record the same false 
image of the railroad track. 

Because the lines on a photograph do not register to 
an object's actual length and shape, photographs 
cannot be used when accurate blueprints are re- 
quired. But photographic prints are valuable visual 
aids when used to show general appearance, loca- 
tion, and function of parts and assemblies. They are 
often used to show special characteristics of parts; 
for example, when operational steps are shown by 
a series or sequence of photo prints. Photographs 
can be used as a guide to learn disassembly and 
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reassembly of a part or unit. There are several types 
of views — photographic and nonphotographic— that 
can be used for different purposes. 

Exploded 

Photographs are valuable tools for showing the loca- 
tion of parts using exploded views. The drawing of a 
stringer repair in Figure 4-26 is an example of an 
exploded view. Notice that the parts are spread out 
to show clearly their relation to each other. 
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Figure 4-26. Exploded view 

Perspective 

Perspective views are excellent substitutes for, and 
can be used in the same manner as, photographs. 
They provide a picture of a new type of aircraft or 
machine before it is manufactured. Figure 4-27 
shows how lines that are actually parallel on the 
object would run together if extended on a perspec- 
tive view drawing. Note the length of the right and 
left wings. They are actually the same length, but 
measured on the drawing one is shorter than the 
other. The perspective view should not be used as a 
substitute for blueprints in construction or repair 
work. 

Isometric 

Isometric views are somewhat like photographs and 
perspective views, but on an isometric view lines that 
are actually parallel on the object are also parallel on 



the drawing. All lines representing horizontal and 
vertical lines on an object have true length. Vertical 
lines are shown vertically, but horizontal lines are 
drawn at an angle of 30° to the horizontal. Vertical 
and horizontal lines on isometric drawings are known 
as isometric lines. In Figure 4-28 all lines except A 
and B have true lengths because they are vertical and 
horizontal lines on the object. Lines A and B are not 
isometric lines and their lengths are not true. 
Isometric views are used in much the same way as 
other drawings are. In addition, they can be dimen- 
sioned so that blueprints of them can be used for 
making simple objects. Isometric views alone cannot 
be used in making complicated parts or structures. 
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Figure 4-27. Perspective view 







<\ 






^h) 


— c 


T" 


<& 


IfOttETMC LHD 


BOttETJIICVIEV 



Figure 4-28. Isometric view 
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Orthographic 

Tb present an object in its true proportions, 
blueprints must provide complete information for 
construction and repair. Blueprints are copies of 
mechanically drawn orthographic views (Figure 4-29). 
These are accurate views that indicate true shapes and 
sizes. Look at them one view at a time. For example, 
you can understand a set of steps by examining 
several views in succession; first, the right-hand or 
left-hand view, then the view from directly In front or 
behind, then the view from the top. This is the basic 
principle of orthographies. The true size and shape 
of an object's surface can only be seen by looking 
directly at the surface. The observer's line of sight 
must be perpendicular to the surface at all points. 
When these different views of the various surfaces 
are placed on a drawing, they must be arranged in the 
right order to show their true relationship. 
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Figure 4-29. Orthographic views 

Arrangement of Views 

Look at the arrangement of the three views in 
Figure 4-29. The side view (lower left) was 
selected as the starting point because it shows the 
most characteristic feature of the object; in this 
case, the steps. The front view is projected to the 
immediate right of the side view. Some of the lines 
on the front view lie along extensions of the side-view 
lines. Note that the top view is placed directly above 
the side view and that some of its lines also lie along 
extensions of side-view lines. After studying each 
view, try to visualize the appearance of the object 
as a whole. Think of the object as stationary and 
imagine yourself moving around it. This will help 



relate the blueprint views to the appearance of the 
object concerned. 

Auxiliary Projections 

Look directly at the front view in Figure 4-30. Note 
that the inclined surface appears foreshortened 
rather than its true size. Now look at the right-side 
and top views. They show the true width, but the 
length appears foreshortened. Since none of these 
views show the true shape of the inclined surface, the 
draftsperson uses a special view, known as an 
auxiliary, which is obtained by looking directly at the 



inclined surface. 
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Figure 4-30. Orthographic view 
projections) 

Curved Surfaces 


(auxiliary 



Curved surfaces do not always appear curved in an 
orthographic drawing because the person viewing 
the drawing at the top, bottom, or side of an object at 
a 90* angle to the surface is in fact looking directly at 
it. Often curved edges are seen, indicating a curved 
surface behind them. When the surface is seen in 
another view, it seems broadside and appears flat. 
Figure 4-31 shows examples of an orthographic draw- 
ing of a cone with two views. In example B the side 
of the cone is shown curved, but the curvature cannot 
be seen. The bottom edge of this curved side can be 
seen in example A. Curves in orthographic drawings 
do not show curved surfaces, but they may indicate a 
curved surface behind them. The repairer looking at 
the drawing must be able to find that surface on one 
of the other views. 

BLUEPRINTS 

Blueprint is the name given to a specific 
photocopy process that produces white lines on 
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a blue background. The lines on a drawing that are 
used to represent an object provide repairers with 
specific instructions regarding its size and shape. 
However, they do not give the information needed to 
construct the object as the draftsperson intended. If 
the object is to be made correctly, additional infor- 
mation, such as its name and number, the material to 
be used, and, possibly, other items must be provided. 
Draftspersons must provide this information without 
making drawings more complex, while placing it so 
that it will be interpreted correctly. Usually, this 
information is indicated in the title block, the change 
block, or in notes placed so they will not obscure the 
drawing itself. A blueprint has the following ele- 
ments of information that repairers must interpret. 

NOTE: Obtain a military blueprint to use as 
a guide when reading the following sub- 
paragraphs. 
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Figure 4-31. Orthographic view (curved 
surfaces) 



Title Block 

The headlines on a blueprint are in the title block or 
box, which is in the lower right-hand corner of all 
drawings prepared according to military standards. 
Other blueprints may have the title block somewhere 
else, but the lower right corner is the usual place for 
it in civilian blueprints as well. The title block con- 
tains the drawing number and all information needed 
to identify the part or assembly that the blueprint 
represents. In an approved military blueprint the 
title block includes the name and address of the 
government agency that prepared it as well as its title, 
scale, drafting record, authentication, and date. Title 
blocks contain the following information categories. 



Title 

The section of the title block that gives the name of 
the issuing agency and the name and number of the 
part or assembly is in the lower right-hand corner. 
These items are usually in larger, more prominent 
letters and figures. 

Next Assembly 

At the right of the title block, just above the number 
of the part or assembly, are three vertical columns 
with the following identification items at the base of 
each column (reading from right to left): Model, 
Next Assem, and Nr Reg Ship . The outside right- 
hand column lists the model number of the aircraft 
requiring the part or assembly shown on the 
blueprint; the middle column contains the number of 
the assembly into which the part fits; the left-hand 
column shows the number of parts required per 
aircraft. 

Drawing Number 

All drawings are identified by a drawing number 
found in a number block in the lower right-hand 
corner of the title block. It may also be shown in 
other places; for example, near the top border line, 
in the upper right-hand corner, or on the reverse side 
of the drawing at both ends (the number will show if 
the drawing is folded or rolled). The purpose of the 
drawing number is to identify a blueprint quickly. If 
a blueprint has more than one sheet and each sheet 
has the same number, this information and the num- 
ber of sheets in the series is included in the number 
block indicating the sheet number. 

Reference and Dash Numbers 

Reference numbers in the title block refer to the 
numbers of other blueprints. When more than one 
detail is shown on a drawing, dash numbers are used. 
For example, if two parts are shown in one detail 
drawing, both would have the same drawing number 
plus an individual number: 40267-1 and 40267-2 . In 
addition to appearing in the title block, dash numbers 
may appear on the face of the drawing near the parts 
they identify. Dash numbers are also used to identify 
right- and left-hand parts. In aircraft many parts on 
the left side are like corresponding parts on the right 
side— only in reverse. The left-hand part is always 
shown in the drawing. The right-hand part is in the 
title block. Above the title block will be found a 
notation; for example, 470204-1LH shown, 470204- 
2RH opposite . Both parts carry the same number, 
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but the part that is called for is distinguished by a dash 
number. Some commercial blueprints use odd num- 
bers for left-hand parts and even numbers for right- 
hand parts. 

Scale 

The scale is indicated in one space of the title block, 
which shows the size of the drawing compared to the 
actual size of the part. The scale is usually shown as 
1 inch = 2 inches, linch = 12 inches, and so on. It 
may be indicated as full size, half size, one-quarter 
size, and so on. If the draftsperson has used a scale 
of 1 inch = 2 inches, the object is shown at half its 
actual size. For a scale of 3 inches = 1 inch, the 
object is drawn three times its actual size. Very small 
parts are enlarged and large ones are reduced to 
show views clearly. 

NOTE: Remember never to measure a 
drawing. Instead, use the dimensions given 
on the blueprint. 

Heat Treatment 

Most metals need some form of heat treatment 
during a manufacturing process. The title block on a 
blueprint, drawing, or specification shows the type of 
heat treatment needed. Often, the temper must be 
removed from a piece of metal so that it can be 
machined to specifications and again before being 
rehardened. Refer to the heat-treatment specifica- 
tion in the title block. 

Bill of Material and Specifications 

A special box on the drawing may list the pieces of 
stock needed to make a repair or an assembly of 
several parts. This is called a bill of material . It 
states the kind of stock, the size, and the specifica- 
tions. Many items (such as bolts, screws, 
turnbuckles, and rivets) have been standardized 
by the Army, Navy, and Air Force. Each such item 
has a number with the letters AN or MS in front of 
it. For example, a wing nut has the number AN350 
and a universal-head solid rivet, the number 
MS20470. Always use the specified material. An 
engineer selected it because it meets the require- 
ments for a particular job; therefore, it is the best 
material for that purpose. Only an engineer or a 
person with the same authority may authorize sub- 
stitutions when a specified material is not available. 



Zone Numbers 

Zone numbers on blueprints are similar to the num- 
bers and letters printed on the edges of a map. Their 
purpose is to help you locate a particular point. 
Draw horizontal and vertical lines from the letters 
and numbers specified. The point at which these 
hypothetical lines intersect is the point you are look- 
ing for. Use the same method to locate parts, sec- 
tions, and views on large blueprints, especially 
assembly drawings. Locate parts numbered in the 
title block by finding the numbers in squares along 
the lower edge. Zone numbers read from right to 
left. 

Station Numbers 

A numbering system is used on large aircraft as- 
semblies to locate stations such as fuselage frames. 
For example, fuselage Frame-Sta 185 indicates that 
the frame is 185 inches from the reference datum 
line of the aircraft. This line is determined by the 
manufacturer and may vary forward or aft of the 
nose on various types of aircraft. Refer to the 
specific aircraft technical manual for the location 
of the reference datum line. The same numbering 
system is used for wing and stabilizer frames. 

Finish Marks 

Finish marks are used to indicate surfaces that must 
be machine-finished. A finished surface has a bet- 
ter appearance and allows a closer fit with adjoin- 
ing parts than an unfinished one. During the 
finishing process required limits and tolerances 
must be observed. Do not confuse machined 
finishes with paint, enamel, chromium plating, and 
similar coatings. Drawings prepared according to 
government specifications require surface roughness 
symbols. (See MIL-STD-10 for a full explanation of 
the use of these symbols.) 

Tolerance 

When a given dimension on a blueprint shows an 
allowable variation, the plus figure indicates the 
maximum allowable variation and the minus figure, 
the minimum one. The sum of the plus and minus 
allowance figures is called the tolerance . For ex- 
ample, using 0.225 inch + 0.0025 inch -0.0005 inch, 
the plus and minus figures indicate that the part 
will be acceptable if it is not more than 0.0025 inch 
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larger than the 0.255-inch dimension given, or not 
more than 0.0005 inch smaller than the 0.225-inch 
dimension. If the plus and minus allowances are the 
same, they will be presented as 0.225 inch + 0.0025. 
Allowances may be indicated in either fractions or 
decimals. When close and accurate dimensions are 
needed, allowances are expressed in decimals. Frac- 
tional allowances are sufficient when close dimen- 
sions are not required. In many blueprints, the title 
block may give standard tolerances of +0.010 inch 
or ± 1/32 inch that will apply throughout the drawing. 

Usage Block 

This block may be used to identify by drawing 
numbers the larger unit of which the detail part or 
assembly shown is a component part. The usage 
block is usually near the title block, or it may be 
part of the list in the material block. 

Change of Revision Block 

This block is on the right-hand side of the blueprint. 
Usually this space is placed in the upper right-hand 
corner, but it may be above the title. All changes to 
the drawing are entered in this block and dated and 
identified by a number or letter. If a revision block 
is not used, a revised drawing may be indicated by 
adding a letter to the original number; for example, 
140365-21-A where the letter A indicates the first 
revision, B the second, and so on. 

Notes 

Sometimes the person who is to make the object will 
need additional information for which there is not 
enough space either in the title or the change block 
of the blueprint. In these cases the information is 
placed on the face of the blueprint where it will not 
interfere with the title block, the change block, or the 
drawing itself. When the note refers to a specific 
part, a light line with an arrowhead on its distant 
end leads from the note to the part. If the note 
applies to more than one part, it is worded so that 
the person reading it cannot fail to understand 
which parts are referred to. If there are several 
notes, they are generally grouped together and 
numbered in sequence. 



MICROFILM AND MICROFICHE 

The practice and technique of recording drawings on 
microfilm is well established. Microfilm is regular 
16-mm or 35-mm film. Because 35-mm film is larger, 
it provides better reproduction of drawings. 
Depending on the size of the drawing to be 
reproduced, a varying number of drawings can be 
photographed on one reel of 35-mm film. Viewing or 
reading drawings on a reel of film requires either a 
portable 35-mm projector or a microfilm reader or 
viewer. One big advantage of microfilm is that only 
a small amount of space is required to store several 
reels, which can duplicate hundreds of drawings. 
Also, when airframe repairers need to refer to a 
specific dimension, the reel of microfilm can be 
placed in a projector, the drawing located, and the 
dimension read. If it is necessary to study a detail of 
the drawing or to use the drawing for a long time, an 
enlarged photographic reproduction can be made 
using the microfilm as a negative. Microfilms of 
drawings have many other uses and advantages. 
However, microfilm is not intended to replace 
original drawings when they are needed, especially 
when the originals are modified and kept current 
over long periods. When drawings are filmed on 
continuous reels, the reel can be corrected by cutting 
out superseded drawings and splicing in revised ones. 
If there are very many corrections, the procedure 
becomes impractical and is stopped; the drawings 
are then filmed all over again. 

Another method of recording drawings is to film 
them, cut the film up into individual slides, put the 
slides into transparent protective envelopes, and 
arrange them in sequence so that any desired draw- 
ing can be found quickly. The disadvantage of this 
method is that it requires considerable time to con- 
vert film into slides. A 70-mm microfilm is now 
available that enables larger-sized drawings to be 
reproduced as individual frames or slides; these, in 
turn, can be inserted in regular paper envelopes and 
kept in a file. When held up to the light, this large 
microfilm can be read with the naked eye. 



> 



4-18 



FM 1-563 



CHAPTER 5 



FORMING 



This chapter contains basic information and techni- 
ques for forming aircraft metals, including cutting, 
bending, stretching, shrinking, and pattern making. 
It also includes the formula for making parts with 
critical dimensions. This information should 
eliminate the trial-and-error approach to forming 
aircraft parts. 

SHAPING AIRCRAFT METALS 

The shaping of metal materials and parts required in 
aircraft construction, either with machine tools, hand 
tools, or both, is called forming . Forming can be a 
very simple process, or it can be extremely compli- 
cated requiring shapes with complex curvatures. In 
factories forming is done with large presses or heavy 
drop hammers equipped with dies; each part is 
planned by factory engineers who specify the 
material to ensure the finished part will have the right 
temper. Factory draftspersons plan the layout of 
each part. 

Forming procedures practiced in the repair shop are 
almost the direct opposite of those used in the fac- 
tory. However, both types of procedures have much 
in common and many of the techniques learned in 
one of these environments can be applied in the 
other. Forming is a major concern for airframe 
repairers. It puts great demands on their skill and 
knowledge because it normally involves using deli- 
cate, light-gage alloys that can easily be made worth- 
less by crude and careless workmanship. A formed 
part can seem outwardly perfect, but one wrong step 
in the forming procedure can leave it in a strained 
condition. Such a defect can hasten fatigue or cause 
sudden structural failure. Because aluminum and 
aluminum alloys are the chief metals used in aircraft 
structures, this chapter deals mostly with the proce- 
dures for forming these alloys. However, it also dis- 
cusses details about stainless steel, magnesium, 
titanium, and their alloys. 

Chem-Milling 

Shaping metal by exposure to an etching chemical is 
called chenvmillinfl . In this process the manufac- 
turer applies an acid to a metal part to lighten it and 
create specifically designed aircraft parts. Getting 



satisfactory results with this method is a complex 
operation. However, the use of specific acids, ex- 
posure methods, masking templates, and highly 
trained personnel can produce structural members 
that would otherwise be impractical to make. The 
sequence of chem-milling in relation to mechanical 
milling is normally determined by part configuration. 
Usually, chem-mUling is completed before the part is 
formed; this reduces the wasted effort should an 
error require the part to be scrapped. 

Aluminum 

Most aluminum parts can be formed without anneal- 
ing the metal, but if extensive forming operations, 
such as deep draws (large folds) and complex curves, 
are planned, the metal should be in the dead soft or 
annealed condition. While forming. some complex 
parts, operations may have to be stopped and the 
metal annealed before the forming process can be 
completed. Alloy 2024 in the annealed condition 
(2024-0) can be formed into almost any shape by 
common forming procedures, but it must be solution- 
heat-treated afterwards. When forming, use the 
hammer and mallets sparingly and make straight 
bends on bar folders and cornice brakes. If a part fits 
poorly or not at all, do not straighten a bend or a curve 
and try to reform it. Discard the piece of metal and 
start with a new one. When making layouts, be care- 
ful not to scratch aluminum or aluminum alloy sheet 
metal. A pencil is satisfactory for marking if it is kept 
sharp. Scribers make scratches that lead to fatigue 
failure, but they may be used if the marking lines fall 
outside the finished part; that is, if the scribed line 
will be in the waste material. Keep bench tops 
covered with a material such as 1/2-inch felt padding 
that is hard enough to prevent chips and other foreign 
matter from becoming embedded in the tops. Make 
sure to keep bench tops clean and free from chips, 
filings, and the like. To protect the metals being 
worked, keep vise jaws covered with small pieces of 
wood blocks. 

Stainless Steel 

Stainless steel can be formed by any of the usual 
methods, but it requires considerably more skill to 
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form than aluminum or aluminum alloys. Stainless 
steel requires frequent annealing during the forming 
process because it work-hardens very fast. Always 
try to press out stainless steel in one continuous 
motion wherever possible. Airframe repairers 
should have a thorough knowledge of the basic 
properties of stainless steel and how to work it. 

Make sure the metal does not get unduly scratched 
or marred. Also, be especially careful when shear- 
ing, punching, and drilling this metal. Twice as much 
pressure is needed to shear or punch stainless steel 
as to cut mild steel. Keep the shear or punch and die 
properly adjusted. Too much clearance will cause 
the metal to be drawn over the edge of the die and 
become work-hardened. The result will be an exces- 
sive strain on the machine. 

Use a high-speed drill ground to an included angle 
of 140° when drilling stainless steel. Some special 
drills have an offset point, while others have a chip 
curler in the flutes. When using an ordinary twist 
drill, grind its point to an angle that is blunter than 
the standard drill point. Keep the drill speed at about 
half that required for drilling mild steel, but never 
exceed 750 revolutions per minute (RPM). Keep a 
uniform pressure on the drill so that the feed is 
constant at all times. Drill the material on a backing 
plate, such as cast iron, that is hard enough to allow 
the drill to cut all the way through the stock without 
pushing the metal away from the drill point. Spot the 
drill before turning on the power and make sure 
that when the power is turned on, pressure is being 
exerted. To avoid overheating, dip the drill in water 
after drilling each hole. When several deep holes 
must be drilled in stainless steel, use a liquid coolant. 
A compound made up of 1 pound of sulfur added to 
1 gallon of lard oil will serve this purpose. Apply the 
coolant to the material immediately after starting the 
drill. High-speed portable hand drills tend to burn 
the drill points and work-harden the material too 
much at the point of contact. Because of the 
temperatures developed by high-speed drill rotation, 
portable hand drills should not be used. A drill press 
adjustable to speeds under 750 revolutions per 
minute is recommended. 

Magnesium 

While magnesium alloys can usually be fabricated by 
methods similar to those used on other metals, many 
details of shop practice for other metals cannot be 
applied to magnesium. Magnesium alloys are 



difficult to fabricate at room temperature; therefore, 
most operations with them are performed at high 
temperatures. This requires preheating the metal or 
the dies, or both. Magnesium alloys have excellent 
machining characteristics, making it possible to use 
machine tools at maximum speeds with heavy cuts 
and high-feed rates. Power requirements for 
machining magnesium alloys are about one-sixth of 
those for mild steel. 

Cutting 

Magnesium alloy sheets can be cut by blade shears, 
blanking dies, routers, or saws. Hand or circular 
saws are commonly used to cut extrusions to length. 
Conventional shears and nibblers should not be 
used to cut magnesium alloy sheets because they 
produce a rough, cracked edge. Shearing and 
blanking require close tool tolerances. A maximum 
clearance of 3 to 5 percent of the sheet thickness is 
recommended. The top blade of the shears should 
be ground with an included angle of 45° to 60°. The 
shear angle on a punch should be 2° to 3° with a 
clearance angle of 1° on the die. For blanking, the 
shear angle on the die should be 2° to 3° with a 
clearance angle of 1° on the punch. Use hold-down 
pressure when possible. Do not use cold shearing on 
hard-rolled sheets thicker than 0.064 inch or an- 
nealed sheets thicker than 1/8 inch. Shaving im- 
proves the characteristic rough, flaky edges of 
magnesium sheets that have been sheared. This in- 
volves removing about 1/32 inch by a second shearing. 

Sawing 

Sawing is the only method used to cut plate stock 
more than 1/2 inch thick. Band saw raker-set blades 
of four- to six-tooth pitch are recommended for cut- 
ting plate-stock heavy extrusions. Small and medium 
extrusions are more easily cut on a circular cutoff saw 
that has six teeth per inch. Sheet stock can be cut on 
band saws that have raker-set or straight-set teeth 
with an eight-tooth pitch. Band saws should be 
equipped with nonsparking blade guides to eliminate 
the danger of sparks igniting the filings. 

Cold Working 

Most magnesium alloys are not often cold-worked at 
room temperature because they work-harden very 
fast and are not suited to severe cold forming. Some 
simple bending operations may be performed on 
magnesium sheet material, but the radius of bend 
must be at least 7 times the thickness of the sheet for 
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soft material and 12 times its thickness for hard 
material. A radius of 2 or 3 times the thickness of the 
sheet may be used if the material is heated for the 
forming operation. 

Hot Working 

Wrought magnesium alloys tend to crack after they 
are cold-worked; therefore, the best results are 
obtained by heating the metal to 450°F (232°C) 
before attempting any forming operations. 

Parts formed at lower temperatures are stronger be- 
cause higher temperatures have an annealing effect 
on the metal. Hot working has some disadvantages. 
Heating the dies and the metal is costly and difficult, 
and magnesium burns easily. Also, overheating 
causes small molten pools to form within the metal. 
Both circumstances ruin the metal. Magnesium must 
be protected with a sulfur dioxide atmosphere while 
being heated to keep it from burning. Magnesium 
will ignite when heated to a temperature near its 
boiling point if oxygen is present. There are also 
problems in lubricating and handling materials at 
these high temperatures. However, there are some 
advantages to hot-working magnesium. Magnesium 
is more easily formed when hot than other metals; 
springback is reduced, resulting in greater dimen- 
sional accuracy. 



WARNING 

Never try to extinguish a magnesium fire 
with water because oxygen in the water sup- 
ports combustion and will make the fire 
more intense. Class D is the recommended 
extinguisher for magnesium fires. 



Bending (Short Radii) 

Press or leaf brakes can be used to make bends with 
short radii. Proper bending around a short radius 
requires the removal of sharp corners and burrs near 
the bend line. Use a soft carpenter's pencil to make 
layouts because any marring of the surface can cause 
fatigue cracks. Use die and rubber methods if bends 
are to be made at right angles, which makes using a 
brake more complicated. Roll forming may be done 
cold on equipment designed for aluminum. In the 
most common method for forming and shallow- 
drawing magnesium, a rubber pad is used as the 
female die. This pad is held in an inverted steel pan 
that is lowered by a hydraulic press ram. The press 



exerts pressure on the metal and bends it to the shape 
of the male die. 

Titanium 

Titanium was developed to fill the need for a formable, 
structural sheet material with improved strength-to- 
weight properties in the intermediate temperature 
range. Designated as C-110M, titanium is used in 
primary structural members -especially those that 
receive heat from the engine and from aerodynamic 
heating. It is formed commercially by means of 
brakes, stretch formers, hydropresses, drop ham- 
mers, and the like and can be deep-drawn, cupped, 
beaded, dimpled, or punched. Heating the titanium 
sheet to932°F (500°C) allows difficult forming opera- 
tions to be performed more easily and reduces 
springbacL To relieve stress, heat titanium for 1 hour 
at 1382*F (750°C) and cool it uniformly* The titanium 
sheet can be satisfactorily spot- and seam-welded. 
Surfaces must be cleaned completely before welding. 
Titanium may be welded to itself by flash butt and 
inert arc. Fusion welds must be completely sur- 
rounded by an inert gas to prevent oxygen-nitrogen 
pickup. Brazing and soldering techniques have not 
been fully developed for titanium. 



CAUTION 

Keep filings, shavings, and chips from 
machining operations in a covered metal 
container to prevent any danger of combus- 
tion. 



MEASUREMENT TERMS 

Airframe repairers need to know measurement 
terms used in forming and how they affect the form- 
ing process (Figure 5-1 shows these terms in relation 
to an example of a folded [bent] object): 

• Radius of bend - measurement on the inside 
of the metal's curved portion; term used 
during the process of forming a bend in sheet 
metal. Unless otherwise stated, the radius of 
bend is always to the inside of the bent angle. 

• Bend allowance — amount of sheet metal 
needed to make a bend over a given inside 
radius. In making folds or bends in sheet 
metal, the necessary allowance for expansion 
and contraction of the material at the bend 
must be made. The outside portion of the 
metal tends to stretch during this process, 
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while the inside portion tends to compress. 
Less metal is required to form a curved angle 
or area than to form a square angle or area. 
In each case you must know how to lay out and 
cut the sheet metal. Bend allowance depends 
on four factors: 

- Degree of bend. 

- Radius of bend. 

- Thickness of metal. 

- Type of metal. 

Mold point — point of intersection of the mold 
lines extending from the outside surface 
edges of the material at each end of the bend. 
The starting point for these lines is the bend 
tangent line . 

Bend tangent lines— lines on the outside sur- 
face where the metal starts to bend and where 
the bend ends. The base measurement equals 
the outside dimensions of a formed part. 

Setback -the sum of the radius of the bend 
and the thickness of material, which is sub- 
tracted from the overall measurement to get 
the final layout dimensions. In forming curves 
or angles on pieces of sheet metal, the start 
and end points of the bend must be known to 
determine the length of the flat stock. 

Degree of bend — used to identify the 
formed position of the material from the 
parallel position; the degree of bend or fold 
can be anything from 1° up to and including 
360°. The shape could be an angle or a curve. 
Ducting, tubing, and piping are examples of 
processes that require a 360° bend. 

Minimum bend radius — the sharpest curve or 
bend that can be applied to a piece of material 
in the area of the bend. If the radius of bend 
is too small, stresses and strains will weaken 
the metal and can result in cracking. The 
minimum bend radii for the various thickness 
ranges of metal are specified in Table 5-1. 
Factors affecting the radius are metal com- 
position, thickness, and temper conditions. 
Annealed sheets can be bent to a radius that 
is fairly sharp compared to harder metals. 
Aluminum alloys, such as 2024-T3 and 
2024-T4, require a fairly large radius. 

Brake or sight line — a mark on a flat sheet that 
is aligned with the nose of the cornice brake's 
radius bar. The mark serves as a guide in the 



bending process. Figure 5-2 shows the brake 
or sight line in relation to the position of the 
material and the radius bar. The brake line 
can be pinpointed by measuring out a dis- 
tance of one radius from the bend tangent line 
that is to be inserted under the nose of the 
cornice brake or against the radius forming 
block. 
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Figure 5-1. Bend allowance terms 

BENDS OR FOLDS 

It is the accepted practice in aircraft construction and 
repair to form flanges or bends with a radius that will 
leave the shape of the formed material as strong as 
that of the original shape. Sheet metal that has been 
formed to a sharp angle is not as strong as it is when 
shaped with a large radius. The sharply bent piece 
will have stress concentrated at the bend. Even 
though most aircraft sheet metals are malleable, they 
will crack if bent too sharply. Nor can all aircraft 
metals be bent to the same radius. The minimum 
radius depends on both the temper and thickness of 
the metal. The radius of the bend is usually propor- 
tional to the thickness of the material. The type of 
material is also important: if it is soft, it can be bent 
very sharply; if it is hard, the radius of bend and the 
bend allowance will have to be greater. The degree 
of bend affects the overall length of the metal; its 
thickness affects the radius of bend. When bending 
metal to exact dimensions, determine the length of 
the neutral line so that enough material can be 
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allowed for the bend. To save you time in making 
calculations of bend allowances, formulas and a table 
(chart) have been established as described below. 

Bend Formulas 

Engineering experiments have determined that the 
bend allowance for a 360° bend is 2 x (R + 1/2T), 
where: 

R — radius 

T = thickness of material 

Tb use this formula for any degree of bend, you must 
find the bend allowance for 1°. The bend allowance 
for a 1° bend would be: 

2jt(R +1/2T) = BA1° 
360 



Although this formula is correct in theory, it is inac- 
curate because the neutral axis is not exactly in the 
center of the material. Further experiments deter- 
mined that accurate results could be obtained by 
changing the formula slightly. The accurate formula 
for all bends ranging from 1° to 180° is: 

BA = 0.01743R + 0.0078T)N, where: 

B A = bend allowance 

R = desired bend radius 

T = thickness of material 

N = number of degrees of bend 

Example: Find the bend allowance for a 90° bend 
that has a radius of 0.250 inch for material 0.050 inch 
in thickness. 



Table 5-1. Minimum allowable bend radii 



ANNEALED 
STEEL SHEET 


ANNEALED ALUMINUM 
ALLOY 


HEAT-TREATED 
ALUMINUM ALLOY 


USS* GAGE 
(IN) 


MINIMUM 

RADIUS 

(IN) 


GAGE 

(IN) 


MINIMUM RADIUS 


MINIMUM RADIUS 


STANDARD 
(IN) 


SPECIAL 
(IN) 


STANDARD 
(IN) 


SPECIAL 
(IN) 


0.025 
0.031 
0.038 

0.050 
0.063 

0.078 
0.094 
0.125 

0.188 


1/32 

1/16 

1/8 

3/16 


0.016 
0.020 
0.025 

0.032 
0.040 

0.051 
0.064 
0.072 

0.061 


1/64 
1/32 

1/16 

1/8 

1/8 

1/8 


1/64 

1/32 
1/16 
3/32 

3/32 


3/32 

1/8 

3/16 

1/4 

1/4 

9/32 


3/64 
1/16 

3/32 

1/8 



United States Standard 



NOTE: The special minimum bend radii for aluminum alloy sheet may be used in 
cases where the bend is 90° or less; for example, where clearance for rivet 
or bolt heads or attached parts is necessary. 
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Figure 5-2. Brake or sight line 



i 



Substituting in the formula would give: 
BA = (0.01743R + 0.0078T)N 
BA = (0.01743 x 0.250 X 0.0078 x 0.050) x 90 
BA = (0.0043575 + 0.00039) x 90 
BA = 0.0047475x90 
BA = 0.0047475x90 = 0.427275 
BA = 0.427 

Bend Allowance Table 

The radius of bend is shown in Table 5-2 as a decimal 
fraction on the top line in each box. The bend al- 
lowance is shown directly below the radius figure. In 
each case, the top number is the bend allowance for 
a 90° angle; the lower number is for a 1° angle. 
Thickness of material is given in the left-hand column 
of the table. 

Example: Find the bend allowance when the sheet 
thickness is 0.050 inch, the radius of bend is 1/4 
(0.250) inch, and the bend Is up to 90°. Reading 
across the top of the table, find the column for a 
radius of bend of 0.250 inch. Then find the block in 
this column opposite the gage of 0.050 in the column 
at the left. The upper number in the block is 0.427, 
the correct bend allowance in inches for a 90° bend. 
If the bend will be other than 90°, the lower number 
in the block (the bend allowance for 1°) must be used 
and the bend allowance must be computed. In this 
case, the lower number is 0.004748; therefore, if the 
bend is to be 120°, the total bend allowance in inches 
will be 120 x 0.004748, or 0.570 inch. 



Setback 

When folding or bending metal, it is often necessary 
to know the exact start and end points of the fold or 
bend. To accurately locate these points, you must 
determine both the bend allowance and the length of 
the flat portions. To determine the length of the 
flats, find the setback and then subtract it from the 
base measurement. Two factors are important in 
determining setback: the radius of bend and the 
thickness of the sheet metal, or R and T (refer back 
to Figure 5-1). Figure 5-3 shows that the setback 
equals the distance from the bend tangent line to the 
mold point and that it is the same for the vertical flat 
and the horizontal flat. 

Setback Formula 

Setback for all 90° bends can be calculated from the 
formula: 

SB = R + T, where: 

SB = setback 

R = radius 

T = thickness of metal 

Example: For a piece of 0.032-inch thick 
material that is to be bent to a radius of 1/8 
(0.125) inch, SB = 0.125 + 0.032 = 0.157 inch. 
When setback is subtracted from the base 
measurement, the remainder will be the length 
of the first flat, which may be laid out on the 
sheet metal. Next, calculate the bend allowance. 
Then add this value to the length of the flat; the sum 
of the two values is the total length of metal required 
for the first flat and the bend. 



) 
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Table 5-2. Bend allowance table 



T \ 


3/32 


178 


5/32 


3/16 


7/32 


1/4 


0.094 


0.125 


0.156 


0.188 


0.219 


0.250 


0.020 


0.161 
0,001792 


0.210 
0.002333 


0.259 
0.002874 


0.309 
0,003433 


0.358 
0.003974 


0.406 
0.004515 


0.025 


0.165 
0.001835 


0.214 
0.002376 


0.263 
0.002917 


0.313 
0.003476 


0.362 
0.004017 


0.410 
0.004558 


0.032 


0.170 
0,001886 


0.218 
0.002427 


0.267 
0.002968 


0.317 
0.003526 


0.366 
0.004067 


0.415 
0.004608 


0.040 


0.176 
0.001952 


0.224 
0.002493 


0.273 
0.003034 


0.323 
0.003593 


0.372 
0.004134 


0.421 
0.004675 


0.050 


.182 
0.002024 


0.231 
0.002569 


0.280 
0.003113 


0.329 
0.003658 


0.378 
0.004203 


0.427 
0.004748 


0.063 


0.191 
0.002125 


0.240 
0,002670 


0.289 
0.003215 


0.338 
0.003760 


0.387 
0.004304 


0.436 
0.004849 


0.071 


0.197 
0.002188 


0.240 
0,002670 


0.295 
0.003277 


0.344 
0.003822 


0.393 
0.004367 


0.442 
0.004911 


0.080 


0.203 
0.002258 


0.252 
0.002803 


0.301 
0.003347 


0.350 
0.003892 


0.399 
0.004437 


0.448 
0.004982 


0.090 


0.210 
0.002336 


0.259 
0,002881 


0,308 

0.003425 


0.357 
0.003970 


0.406 
0.004515 


0.455 
0.005060 


0.100 




0.266 
0.002959 


0.315 
0.003503 


0.364 

0.00404S 


0.413 
0.004593 


0.462 
0.005138 


0.125 




0.284 
0.003154 


0.333 
0.003698 


0.382 
0.004243 


0.431 
0.004788 


0.480 
0.005333 



SETBACK 



mold POtonr 




Figure 5-3. Setback (90° bend) 



K-Chart 

To calculate setback for all bends other than 90°, 
consult a setback K-chart (Table 5-3) to find a 
value called K that must be substituted in the 
formula SB = K(R + T). For example, the Rvalue 
for a 120° bend is 1.7320. 

Brake or Sight Line 

The brake or sight line is a mark on a flat sheet that 
is aligned with the nose of the cornice braked radius 
bar. It serves as a guide in the bending process. 
Figure 5-4 shows the brake or sight line in relation to 
the position of the material and the radius bar. The 
brake line can be pinpointed by measuring a distance 
of one radius from the bend tangent line that is to be 
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inserted under the nose of the cornice brake or 
against the radius forming block. 



i 



labia 5-3. Setback (K-ehart) 



Angle 

o 


K-Value 


Angle 
(°) 


K-Value 


1 


0.00873 


41 


0.37388 


2 


0.01745 


42 


0.38386 


3 


0.02618 


43 


0.39391 


4 


0.03492 


44 


0.40403 


5 


0.04366 


45 


0.41421 


6 


0.05241 


46 


0.42447 


7 


0.06116 


47 


0.43481 


8 


0.06993 


48 


0.44523 


9 


0.07870 


49 


0.45573 


10 


0.08749 


50 


0.46631 


11 


0.09629 


51 


0.47697 


12 


0.10510 


52 


0.48773 


13 


0.11393 


53 


0.49858 


14 


0.12278 


54 


0.50952 


15 


0.13165 


55 


0.52057 


16 


0.14054 


56 


0.53171 


17 


0.14945 


51 


0.54295 


18 


0.15838 


58 


0.55431 


19 


0.16734 


59 


0.56577 


20 


0.17633 


60 


0.57735 


21 


018534 


61 


0.58904 


22 


0.19438 


62 


0.60086 


23 


0.20345 


63 


0.61280 


24 


0.21256 


64 


0.62487 


25 


0.22169 


65 


0.63707 


26 


0.23087 


66 


0.64941 


27 


0.24008 


67 


0.66188 


28 


0.24933 


68 


0.67451 


29 


0.25862 


69 


0.68728 


30 


0.26795 


70 


0.70021 


31 


0.27732 


71 


0.71329 


32 


0.28674 


72 


0.72654 


33 


0.29621 


73 


0.73996 


34 


0.30573 


74 


0.75355 


35 


0.31530 


75 


0.76733 


36 


0.32492 


76 


0.78128 


37 


0.33459 


77 


0.79543 


38 


0.34433 


78 


0.80978 


39 


0.35412 


79 


0.82434 


40 


0.36397 


80 


0.83910 
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Table 5-3. Setback (K-chart) (continued) 



Angle 
(°) 


K-Value 


Angle 

o 


K-Value 


81 


0.85408 


121 


1.7675 


82 


0.86929 


122 


1.8040 


83 


0.88472 


123 


1.8418 


84 


0.90040 


124 


1.8807 


85 


0.91633 


125 


1.9210 


86 


0.93251 


126 


1.9626 


87 


0.80978 


127 


2.0057 


88 


0.96569 


128 


2.0503 


89 


0.98270 


129 


2.0965 


90 


1.0000C 


130 


2.1445 


91 


1.0176 


131 


2.1943 


92 


1.0355 


132 


2.2460 


93 


1.0538 


133 


2.2998 


94 


1.0724 


134 


2.3558 


95 


1.0913 


135 


2.4142 


96 


1.1106 


136 


2.4751 


97 


1.1303 


137 


2.5386 


98 


1.1504 


138 


2.6051 


99 


1.1708 


139 


2.6746 


100 


1.1917 


140 


2.7475 


101 


1.2131 


141 


2.8239 


102 


1.2349 


142 


2.9042 


103 


1.2572 


143 


2.9887 


104 


1.2799 


144 


3.0777 


105 


1.3032 


145 


3.1716 


106 


1.3270 


146 


3.2708 


107 


1.3514 


147 


3.3759 


108 


1.3764 


148 


3.4874 


109 


1.4019 


149 


3.6059 


110 


1.4281 


150 


3.7320 


111 


1.4550 


151 


3.8667 


112 


1.4826 


152 


4.0108 


113 


1.5108 


153 


4.1653 


114 


1.5399 


154 


4.3315 


115 


1.5697 


155 


4.5107 


116 


1.6003 


156 


4.7046 


117 


1.6318 


157 


4.9151 


118 


1.6643 


158 


5.1455 


119 


1.6977 


159 


5.3995 


120 


1.7320 


160 


5.6713 
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Table 5-3. Setback (K-chart) (continued) 



Angle 

o 


K-Valuc 


Angle 




K-Value 


161 


5.9758 


171 


12.706 


162 


6.3137 


172 


14.301 


163 


6.6911 


173 


16.350 


164 


7.1154 


174 


19.081 


165 


7.5957 


175 


22.904 


166 


8.1443 


176 


26.636 


167 


8.7769 


177 


38.138 


168 


9.5144 


178 


57.290 


169 


10.385 


179 


114.590 


170 


11.430 


180 


*Infinite/1.000 



'DEPENDING ON HOW PART IS MEASURED-FROM WHAT POINT IN RELATION TO BEND. 
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Figure 5-4. Brake or sight line 



PATTERNS OR TEMPLATES 

Flat Pattern Layout 

Often airframe repairers must make a structural part 
so that it fits directly over or into an existing part. The 
dimensions of the new part are critical. Consider the 
following example (refer to Figure 5-5). 

The problem is to lay out a flat pattern of a channel 
in which the left flange is 1 inch high (A), the web is 
2 inches high (B), and the right flange is 1 1/4 inch 
high (C). The material is 0.050 inch thick and the 
radius of bend, 3/16 inch. The degree of bend is 90°. 



These are called given or finish dimensions ; that is, 
the finished part should measure to these dimen- 
sions. 



NOTE: Calculate setback and bend al- 
lowance in decimal form. Then convert to 
fractions (nearest sixty-fourth inch) for use 
on layout. Use decimal conversion chart 
(refer to Table 5-4). 
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Figure 5-5. Finish dimensions 
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First Flat 

Determine the setback to establish the dis- 
tance of the flats. The setback for the first bend 
is R + T, or 0.188 + 0.050 = 0.239 inch. The 
first flat (A) is equal to the overall dimension 
minus the setback, or 1.000 - 0.238 = 0.762 inch. 
Then find the bend allowance from Table 5-2 for 
the first bend (B A = 0.329 inch). Convert 0.762 to 
49/64 and 0.329 to 21/64. Lay out these measure- 
ments (Figure 5-6) to determine where each bend 
begins and ends. 



Table 5-4. Decimal conversion chart 



j 



DECIMAL EQUIVALENTS 


Fraction 


16th 


32d 


64th 


Decimal 


Fraction 


16th 


32d 


64th 


Decimal 








1 


.015625 








33 


.515625 






1 


2 


.03125 






17 


34 


.53125 








3 


.046875 








35 


.546875 




1 


2 


4 
5 


.0625 
.078125 




9 


18 


36 
37 


.5625 
.578125 






3 


6 
7 


.09375 

.109375 






19 


38 
39 


.59375 
.609375 


1/8 


2 


4 


8 


.126 


5/8 


10 


20 


40 


.625 








9 


.140625 








41 


.640625 






5 


10 
11 


.15625 
.171875 






21 


42 

43 


.65625 
.671875 




3 


6 


12 
13 


.1875 
.203125 




11 


22 


44 
45 


.6875 
.703125 






7 


14 
15 


.21875 
.234375 






23 


46 
47 


.71875 
.734375 


1/4 


4 


8 


16 
17 


.250 
.265625 


3/4 


12 


24 


48 
49 


.750 
.765625 






9 


18 
19 


.28125 
.296875 






25 


50 
51 


.78125 
.796875 




5 


10 


20 
21 


.3125 
.328125 




13 


26 


52 
53 


.8125 
.828125 






11 


22 
23 


.34375 
.359375 






27 


54 

55 


.84375 
.859375 


3/8 


6 


12 


24 
25 


.375 
.390625 


7/8 


14 


28 


56 
57 


.875 
.890625 






13 


26 
27 


.40625 
.421875 






29 


58 
59 


.90625 
.921875 I 




7 


14 


28 
29 


.4375 
.453125 




15 


30 


60 
61 


.9375 
.953125 






15 


30 
31 


.46875 
.484375 






31 


62 
63 


.96875 
.984375 


1/2 


8 


16 


32 


.500 


1 


,e | 


32 


64 


1.000 
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Figure 5-6. Layout of first flat (A) 



Second Flat 

Next lay out the second flat (B), which is equal to the 
overall dimension minus the setback at each end, or 
2.000 - (0.238 + 0.238) = 1.524 inch. The bend 
allowance for the second bend is the same as for the 
first bend (0.329 inch). Convert 1.522 to 1 34/64 and 
0.329 to 21/64. Mark off this distance (Figure 5-7). 



Locating Brake or Sight Line 

Locate the brake or sight line by measuring one bend 
radius from the bend tangent line that will be placed 
under the brake jaws or between the forming blocks. 
For small parts this is usually the flange that is 
clamped in the brake. 




Figure 5-7. Layout of second flat (B) 



Third Flat 

This flat (C) is equal to the overall dimension 
minus the setback, or 1.250 - 0.239 = 1.012 inch. 
Convert 1.012 to 1 1/64. Lay out this measurement 
(Figure 5-8). 



To locate brake or sight-line working dimensions: 
• Flat (A) — add the dimensions of the flat 
and the bend radius. The sum will be the 
dimension from the edge of the metal to the 
bend sight line (49/64 + 12/64 = 61/64) 
(Figure 5-9). 




Figure 5-8. Layout of third flat (C) 



) 
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Figure 5-9. Locating brake or sight line of flat (A) 



Flat (B) — first subtract the bend radius 
from the bend allowance at each end of 
the flat (BA 21/64 - BR 12/64 = 9/64; 
BA 21/64 - BR 12/64 = 9/64). This 
dimension is called the remainder of 
bend allowance. Then add flat (B) 
and the remainder of the bend al- 
lowance at both ends (1 34/64 + 9/64 



Transfer the brake or sight line working dimensions 
to the metal by starting at one edge and at the end of 
the metal. Measure 61764 inch and make a pencil 
mark; this is the brake or sight line. Measure over 
from this mark 1 52/64 inch; this is the second brake 
or sight line. Next measure over from this mark 1 22/64 
inch and mark this as the cut line. Repeat this proce- 
dure from the same edge at the opposite end of the 



+ 9/64 =1 52/64) (Figure 5-10). 


metal. Cut off all excess metal past the cut line. 
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Figure 5-10. Locating brake or sight line of flat (B) 



Flat (C)-add the flat dimension and the 
bend radius (1 1/64 + 21/64 = 1 22/64) 
(Figure 5-11). 



After the layout is made on the material, the metal 
may be bent by cornice brake, bar folder, or forming 
blocks. In each case the radius of the part over which 
the metal is to be bent must be the same as the radius 
required. Various mandrels or dies can be used to 
perform this work. Accurate results can be obtained 
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Figure 5-1 1. Locating brake or sight line of flat (C) 
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for the cornice brake by using mandrels or dies 
(sometimes called radius bars) , which may be at- 
tached to the lower side of the brake clamping jaw, 
if radius bars are not available, form pieces of sheet 
aluminum to the radius desired and clamp them oyer 
the brake jaw. Regardless of the method of bending 
used, the metal must be held so that the bend begins 
at the bend tangent line. Figure 5-12 shows the loca- 
tion of the bend line in relation to the mandrel and 
brake jaw. Make sure that the metal sheet is placed 
so that the nose of the brake will fall directly over the 
bend line. Refer to Figure 5-13. 



BEND 
ALLOWANCE 



BEND LINE 

MANDREL 




FOLDING 
WING 



• '■ ■■■■ ..-..■ , 'Si- f 



BED 



Figure 5-12. Locating bend line in the brake 

Duplicating Patterns 

Sometimes aircraft structural repairers will have to 
duplicate parts without the aid of blueprints. This 
requires taking measurements directly from the 
original or from a duplicate format. Most parts 
that can be manufactured in a field environment 
have straight-line bends with some radius flanges, 
from which it is fairly simple to take measurements. 
TM 5-581B contains the best instructions for drawing 
flat layouts of these parts. The recommended method 
of laying dimensions on the metal for cutout and 
fabrication of the part requires a thorough knowledge 
of the layout tools and drafting techniques described in 
Chapter 4 of this manual. 
SHRINKING AND STRETCHING ALUMINUM 

All forming revolves around shrinking and stretch- 
ing. If a formed or extruded angle is to be curved, 
one leg may be stretched or the other leg shrunk - 



whichever will make the part fit the job. In bumping, 
the material in the bulge is stretched to make it 
balloon; in joggling, the material between the joggles 
is stretched. Material on the edge of lightening holes 
is often stretched to form a beveled reinforcing ridge 
around them. 
STRAIGHT-LINE BENDS 

The cornice brake and the bar folder are ordinarily 
used to make straight bends. However, these 
machines may not always be available; airframe 
repairers should therefore know how to hand-form 
folds or bends. This can be done in the following 
manner using wooden or metal bending blocks. 

Layout 

The material should be laid out as required and the 
blank piece cut out. Clamp the material rigidly along 
the bend line between two wooden forming blocks by 
placing it in a vise and holding it. The wooden form- 
ing block should have one edge rounded as needed 
for the desired radius of bend. It should also be 
curved slightly beyond the 90° point to allow for 
springback. 

Work 

With the metal sheet held firmly in the vise by the 
forming blocks, use a rubber, plastic, or rawhide 
mallet and lightly tap the sheet. This will cause the 
metal to begin protruding beyond the forming blocks 
to the desired angle. Start tapping at one end and 
work back and forth along the edge, gradually and 
evenly making the bend. Continue doing this until 
the protruding metal is forced down to the desired 
angle against the forming block. Allow for 
springback by driving the material slightly farther 
than the actual bend. If a large amount of metal 
extends beyond the forming blocks, maintain hand 
pressure against the protruding sheet to prevent it 
from bouncing. Remove any irregularities by holding 
a straight block of hardwood edgewise against the 
bend and striking it with heavy blows of a mallet or 
hammer. If only a small amount of metal protrudes 
beyond the forming block, use the hardwood block 
and hammer to make the entire bend. 

FORMING BLOCKS 

Airframe repairers need to use, and in some cases 
must themselves make, certain tools as holding and 
support devices when forming and processing metal 
in various shapes and during the bumping operation. 



i 
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Figure 5-13. Using bend lines-cornice brake 
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These tools include wooden and sometimes metal 
forming blocks (V-blocks and hardwood forming 
blocks) and sandbags. 

Forming blocks are normally a form constructed of 
hardwood, metal, phenolic, or some other material, 
which a sheet of metal is formed against and is forced 
to take the shape of to make a specific shaped part. 
Normally manufactured by the user, forms can range 
from a simple straight-line forming block to very 
complex compound-curved blocks. Many factors 
determine how much time and energy is expended 
to make the forming block; for example, mission 
requirements, time available, equipment, material, 
number of times the block will be used, and so on. 
A simple forming block might be manufactured and 
used as follows: 

• Select the material to make the block— nor- 
mally a hardwood such as maple or oak. If the 
block will be used extensively, a metal such as 
aluminum or steel might be a better choice. 

* Make a template of the part to be manufac- 
tured and transfer the design to the forming 
block. See Figure 5-14. 
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Figure 5-14. Using a template to make a 
forming block 

• Cut and shape the forming block to the re- 
quired shape. 

• Sand or file the proper radius of bend and 
undercut it if needed on forming the block. 
See Figure 5-15. 



Manufacture a holding block, affix holding 
pins to forming block, or do both to help 
position the metal to be formed against the 
forming block. Refer to Figure 5-15 again. 
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Figure 5-15. Completed forming block 

• Position the part to be formed against the 
forming block and apply necessary force 
(with a hammer or press, for example) to form 
the part. 

• Remove, trim, smooth, and drill part to final 
shape. 

• Heat-treat part if required — see Chapter 2. 
Curving Formed or Extruded Angles 

Both formed and extruded angles can be curved (but 
not bent sharply) by stretching or shrinking either of 
the flanges. Curving by stretching one flange is usual- 
ly preferable because it requires only a V-block and 
rubber mallet and is very easy to do. 

V-blocks (Figure 5-16) are usually made of 
hardwood. They are widely used in airframe metal- 
work for shrinking and stretching metal, especially 
angles and flanges. The size of the block depends on 
the work to be done and on the repairer's judgment 
or personal preference. Maple and ash are recom- 
mended for the best results when working with 
aluminum alloys, but any other hardwood is suitable. 
Aluminum and phenolic may also be used to make 
V-blocks. 
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Figure 5-16. V-block 



Stretching One Flange 

Refer to Figure 5-17. Place the flange to be stretched 
in the groove of the V-block. Using a stretching 
mallet, strike the flange directly over the V portion 
with light, even blows and gradually force it down into 
the V (Blows that are too heavy will buckle the 
angle strip.) Keep moving the angle strip across 
the V-block while continuing to strike the spot 
directly above the V lightly. Form the curve 
gradually and evenly as the strip is moved slowly back 
and forth, striking equally spaced hammer blows on 
the flange. 





Lay out a full-sized, accurate pattern on a sheet of 
paper or plywood and periodically check the ac- 
curacy of the curve. It is best to get the curve to 
conform roughly to the desired shape before trying 
to finish any one portion; finishing or smoothing the 
angle can cause some other portion of it to change 
shape. If any part of the angle strip is curved too 
much, reduce the curve by reversing the angle strip 
on the V-block, placing the bottom flange up, and 
striking it lightly with the rubber mallet. 

Try to form the curve with the least possible amount 
of hammering because too much hammering will 
work-harden the metal. Work hardening can be 
recognized by lack of bending response or by 
springback in the metal. In some cases the part may 
require annealing during the curving operation. If it 
does, be sure to heat-treat the part again before 
installing it on the aircraft. 

Shrinking One Flange 

Refer to Figure 5-18. Either of two methods may be 
used to curve an extruded or formed angle strip by 
shrinking: the V-block shrinking method or the 
shrinking block method. In general, the V-block 
shrinking method is the most satisfactory because it 
is faster, easier, and affects the metal less. However, 
very good results can also be obtained with the 
shrinking block method. 




Figure 5-17. Stretching on a V-block 



Figure 5-18. Shrinking on a V-block 
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V-Block Shrinking Method 

In the V-block shrinking method place one flange of 
the angle strip flat on the V-block with the other 
flange extending upward. Hold the upper flange 
firmly so that it does not bounce when hammered, 
and strike its edge lightly with a round, soft-faced 
mallet. Begin at one end of the angle strip and work 
back and forth striking light blows directly over the 
V-portion of the block. The edge of the flange should 
be struck at a slight angle because this tends to keep 
the vertical flange from bending outward. Check the 
curve occasionally for accuracy with the pattern. If a 
sharp curve is made, the angle (the cross section of 
the formed angle) will close slightly. To avoid this, 
clamp the angle strip to the hardwood board with 
the hammered flange facing upward. Use small 
C-clamps on which the jaws have been covered 
with masking tape. If the angle has already closed, 
the flange can be brought back to the correct angle 
with a few blows of a rubber mallet or with the help 
of a small hardwood block. If any portion of the angle 
strip is curved too much, reduce the curve by revers- 
ing the angle on the V-block and hammering it with 
a suitable mallet, as explained above. When the 
proper curve has been made, smooth the entire angle 
by planishing it with a soft-faced mallet. 

Shrinking Block Method 

Use the shrinking block method when the angle form 
must be sharp. Begin the process by crimping the 
flange that is to form the inside of the curve. Hold 
the crimping pliers so that the jaws are about 1/8 inch 
apart. Rotating the wrist back and forth, bring the 
upper jaw of the pliers into contact with the flange, 
first on one side and then on the other side of the 
lower jaw. Complete the crimp by working a raised 
portion slowly into the flange, gradually increasing 
the twisting motion of the gliers. Do not make the 
crimp too large because it will be hard to work out. 
Its size depends on the thickness and softness of the 
material; usually about 1/4 inch is enough. Place 
several crimps evenly spaced along the desired curve; 
leave enough space between each crimp so that the 
jaws of the shrinking block can easily be attached. 
After completing the crimping, place the crimped 
flange in the shrinking block so that one crimp at a 
time is positioned between the jaws. Flatten each 
crimp with light blows of a soft-faced mallet, starting 
at the apex (the closed end) of the crimp and gradual- 
ly working toward the edge of the flange. Check the 
curve of the angle with a pattern periodically during 



the forming process and again after all the crimps 
have been worked out. If the curve needs to be 
increased, add more crimps and repeat the process. 
Space the additional crimps between the original 
ones so that the metal will not become unduly work- 
hardened at any one point. If the curve needs to be 
increased or decreased slightly at any point, use the 
V-block. After obtaining the desired curve, you may 
need to planish the angle strip over a stake or wooden 
form. 

FLANGED ANGLES 

The process of forming flanged angles is slightly more 
complicated than forming extruded angles because 
the bend is shorter (not gradually curved) and re- 
quires shrinking or stretching in a small or con- 
centrated area. If the flange will point toward the 
inside of the bend, the material must be shrunk. If it 
will point toward the outside, it must be stretched. 

Shrinking 

Use wooden forming blocks like those in Figure 5-19; 
proceed as follows: 

• Cut the metal to size, allowing for trimming 
after forming. Determine bend allowance for 
a 90° bend and round off the edge of the 
forming block accordingly. 

• Clamp the material in the forming blocks and 
bend the exposed flange against the block. 
After bending, tap the blocks slightly. This 
causes the bend to begin setting. 



FORM 
BLOCKS 




HARDWOOD 
WEDGE BLOCK 



Figure 5-19. Forming by shrinking 
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Using a soft-faced shrinking mallet, start 
hammering near the center and work 
gradually toward both ends. The flange will 
tend to buckle at the bend because the 
material is compressed into less space. Work 
the material into several small buckles rather 
than a single large one. Work each buckle out 
by hammering lightly and gradually com- 
pressing the material in each. Use a small 
hardwood wedge block to help work out the 
buckles. 

Planish the flange after it is flattened 
against the forming block and remove small 
irregularities. With hardwood forming 
blocks use a metal planishing hammer; with 
metal blocks use a soft-faced mallet. Trim 
the excess material away, File, and polish 
(Figure 5-20). 




Figure 5-20. Planishing a flange 

Stretching 

Use the same forming blocks, a wooden wedge block, 
and a mallet in the same manner as for shrinking; 
proceed as follows: 

• Cut the material to size (allowing for trim), 
determine the bend allowance for a 90° bend, 
and round off the edge of the block to con- 
form to the desired radius of bend. 

• Clamp the material in the forming blocks 
(Figure 5-21). 

• Start hammering near the ends with a soft- 
faced rubber mallet and work the flange down 
smoothly and gradually to prevent cracking 
and splitting. Planish the flange and angle (as 
described above for shrinking); trim and 
smooth the edges if necessary. 




Figure 5-21. Forming by stretching 



CURVED FLANGED PARTS 

Curved flanged parts are usually hand-formed. The 
rib with relief holes is probably the simplest to form 
of the four types (Figure 5-22). It has a concave 
(inside) flange and a convex (outside) flange. 

The concave flange is formed by stretching; the con- 
vex flange by shrinking. Both these parts may be 
formed with the help of hardwood or metal-forming 
blocks. These blocks are made in pairs similar to 
those used for straight-angle bends and are identified 
in the same manner. They differ from the latter in 
that they are made specifically for the particular part 
to be formed, they match each other exactly, and they 
conform to the actual dimensions and contour of the 
finished article. Mating parts may be equipped with 
aligning pins to help line up the blocks and hold the 
metal in place. Blocks may be held together by C- 
clamps, a vise, or with bolts by drilling through both 
forms and the metal. Bolts may be used provided the 
holes made do not affect the strength of the finished 
part. The edges of the forming block are rounded off 
to give the correct radius of bend to the part. They 
are undercut to allow for springback of the metal. 
The undercut is especially needed if the material is 
hard or if the bend must be highly accurate. 

In the plain nose rib only one large convex flange is 
used, but this part is hard to form without buckling 
because of the great length around it. The flange and 
the beaded portion of this rib provide enough 
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strength to make it a very good type to use. In nose 
ribs with relief holes the concave flange is difficult to 
form; however, the outside flange is broken up into 
smaller sections by relief holes (notches inserted to 
prevent strains in a bend). In nose ribs with crimps 
and beads the crimps are inserted at equally spaced 
intervals. They are positioned to absorb material and 
cause curving while also strengthening the part. In 
the fourth nose rib shown in Figure 5-22, a combina- 
tion of the four common forming methods is applied: 
crimping, bending, putting in relief holes, and using 
a formed angle riveted on each end. The beads and 
formed angles strengthen the part. Following are the 
major steps in forming a curved flanged part. 



RELIEF 
HOLES 




RIB WITH 
RELIEF MOLES 



CRIMPS 




NOSE RIB WITH 

CRIMPS AND BEADS 



RIVETED 
ANGLES 




PLAIN 
NOSE RIB 



NOSE RIB USING CRIMPS, 
RELIEF HOLES, BEADS AND 
RIVETED ANGLES 



Figure 5-22. Nose ribs with curved flanged 
parts 



Cutting and Laying Out Material 

Refer to Figure 5-23. Cut the material to size (allow- 
ing for trim), locate and drill holes for alignment pins, 
and remove all burrs (jagged edges). Place the 
material between the wooden forming blocks tight- 
ly in a vise so that it will not move or shift. Clamp 
the work as close as possible to the particular part 
being hammered to prevent straining the forming 
blocks and to keep the metal from slipping. 

Forming a Concave Flanged Curve 

Refer to Figure 5-24. First, bend the flange on the 
concave curve. Stretching is more likely to split or 
crack the metal than shrinking. (If damage occurs, 
a new piece must be made.) Using a soft-faced 
mallet, start hammering at a point a short distance 
away from the beginning of the concave bend and 
continue toward the center of the bend. This proce- 
dure permits some of the excess metal along the 
tapered portion of the flange to be worked into the 
curve where it will be needed. Continue hammering 
until the metal is gradually worked down over the 
entire flange flush with the forming block. 

Forming a Convex Flanged Curve 

Refer to Figures 5-25, 5-25a< Starting at the center of the 
curve and working toward both ends* hammer the convex 
flange down over the form. Strike the metal with glancing 
blows angled about 30* off the perpendicular and with a 
motion that tends to pull the part away from the block. 
Stretch the metal around the radius bend and gradually 
remove the buckles by hammering on a wedge block. 
While working the metal down over the form, keep the 
edges of the flange as nearly perpendicular to the block 
as possible. The wedge block helps keep the edge of the 
metal perpendicular to the block. It reduces the chances 
that buckles will form and the metal split or crack, and it 
helps remove existing buckles. Then trim the flanges of 
excess metal, planish, remove burrs, round off the corner 
(if any), and check the part for accuracy. Heat-treat the 
metal if it is formed from annealed material. 

FORMING BY BUMPING 

The two commonly used methods of bumping are 
bumping on a form block or female die and bump- 
ing on a sandbag. Either method requires only one 
form: a wooden block, a lead die, or a sandbag. 
The blister or streamlined cover plate is an ex- 
ample of a part made by the block or die method 
of bumping. Wing fillets are an example of parts that 
are usually formed by bumping on a sandbag. 
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Figure 5-23. Material and form block alignment 
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Figure 5-24. Forming a concave curve 




WEDGE BLOCK 



WORK FROM CENTER TO OUTSIDE 




Figure 5-25. Forming a convex curve 



Form Block Bumping 

Form block bumping is done with a wooden block or 
lead die. Such a block or die designed for bumping 
must have the same dimensions and contour as the 
outside of the blister. To provide enough bucking 
weight and bearing surface for fastening the metal, 
the block or die should be at least 1 inch larger in all 
dimensions than the form requires (Figure 5-26). 
Follow this procedure: 

• Hollow the wooden block out with saws, 
chisels, gouges, files, and rasps. Smooth and 
finish it with sandpaper. Make the inside of 
the form as smooth as possible; the slightest 
irregularity will show up on the finished part. 
Prepare several templates (patterns of the 
cross section) so you can check the form for 
accuracy (Figure 5-27). 

• Shape the contour of the form to all 
templates. Shape the areas between the 
template check points to conform to the 
remaining contour and to the last template. 
(Shaping the forming block requires special 
care — the more accurate it is in all details, the 
less time it will take to produce a smooth, 
finished part.) 

• Make sure the material is correctly clamped 
to the forming block. There are several ways 
to do this. For parts such as the blister, it is 
best to use a full metal cutout or a steel hold- 
down plate (Figure 5-28). 

• Place the hold-down plate directly over the 
material to be formed and clamp it in position 
with bolts or C-clamps. Tighten the C-clamps 
or bolts just enough to hold the material flat 
against the face of the forming block, but not 
so tightly that the metal cannot be drawn into 
the form. Hold the material flat against the 
face of the form; otherwise it will bend up or 
buckle away from the block. The blister por- 
tion will become very thin in places unless it 
is allowed to slip a little into the concave 
depression. 

• Hold-down plates should be of heavy steel, 
1/8 inch for small forms and 1/4 inch or 
heavier for large forms. If the material for 
making a full metal hold-down plate is not 
available, use a hardwood cutout. Make the 
cutout and use it in the same manner as the 
steel plate, but take greater care to hold the 
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Figure 5-25a. Hand forming convex surfaces 
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material as desired. Use a pieced form clamp 
if a full metal hold-down plate or hardwood 
cutout is not available or if a full cutout cannot 
be used. Be careful to clamp them properly 
and position them so that they line up with the 
edge of the form. Unless they are lined up 
accurately, the material will buckle. 

After the form is prepared and checked, per- 
form the bumping as follows: 

- Cut a metal blank to size, allowing an 
extra 1/2 to 1 inch to permit drawing. 
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Figure 5-26. Form block 




Figure 5-27. Templates 



Figure 5-28. Hold-down plate 

- Apply a thin coat of light oil to the block 
and the aluminum to prevent galling 
(scraping on rough spots). 

- Clamp the material between the block 
and steel plate so that it will be firmly 
supported and yet be able to slip a little 
toward the inside of the form. 

- Clamp the bumping block in a bench 
vise. Use a soft-faced rubber mallet or 
a hardwood drive block with a suitable 
mallet to start the bumping near the 
edges of the form. 

- Work the material down gradually from 
the edges with light blows of the mallet. 
Remember that the purpose of bumping 
is to work the material into shape by 
stretching rather than forcing it to the 
form with heavy blows. Always start 
bumping near the edge of the form. 
Never start near the center of the blister. 

- Before removing the work from the 
form, smooth it as much as possible by 
rubbing it with the rounded end of either 
a maple block or a stretching mallet. 

- Remove the blister from the bumping 
block and trim it to size. 

Sandbag Bumping 

Sandbag bumping is one of the most difficult methods of 
hand-forming sheet metal because there is no exact form- 
ing block to guide the operatioa Therefore, a depression 
must be driven into the sandbag to take the shape of the 
hammered portion of the metal (Figure 5-29). 

The depression, or pit, tends more or less to shift 
as a result of the hammering and therefore must be 
periodically readjusted during the bumping 
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process. The amount of shifting depends largely on 
the contour or shape of the piece being formed and 
on whether glancing blows must be struck to stretch, 
draw, or shrink the metal. When forming by this 
method, prepare a contour template or some sort of 
pattern to serve as a working guide to ensure that the 
finished part is accurate. 




Figure 5-29. Sandbag bumping 

Make the pattern from ordinary kraft or similar 
paper and fold it over the part to be duplicated. Cut 
the paper cover at the points where it would require 
stretching to fit, and attach additional pieces of paper 
with masking tape to cover the exposed portions. 
After covering the part completely, trim the pattern 
to exact size. Open the pattern and spread it out on 
the metal from which the part is to be formed. 
Although the pattern will not lie flat, it will give a 
fairly accurate idea of the shape of the metal to be 
cut, and the pieced-in sections will indicate where 
the metal is to be stretched. When the pattern has 
been placed on the material, use a pencil to mark the 
outline of the part and the portions to be stretched. 
Add at least 1 inch of excess metal when cutting the 
material to size. The excess metal can be trimmed off 
after the part is bumped into shape. If the part to be 
formed is radially symmetrical, it will be fairly easy to 
shape because a simple contour template can be used 
as a working guide. 

The following procedure for bumping sheet metal 
parts on a sandbag includes certain basic steps that 
can be applied to any part, regardless of its contour 
or shape: 



• Lay out and cut the contour template. (The 
template can be made of sheet metal, 
medium-heavy cardboard, or thin plywood.) 

• Determine the amount of metal needed, lay it 
out, and cut it to size, allowing at least 1/2 inch 
excess. 

• Place a sandbag on a solid foundation capable 
of supporting heavy Mows and make a pit in 
the bag wilh a smooth-faced mallet. Analyze 
the part to determine the correct radius the 
pit should have for the forming operation. 
The pit will change shape with the hammering 
and must be readjusted occasionally. 

• Select a soft, round-faced or bell-shaped mal- 
let with a contour slightly smaller than the 
contour desired on the sheet metal part. 
Hold one edge of the metal in the left hand 
and place the portion to be bumped near the 
edge of the pit on the sandbag. Strike the 
metal with light, glancing blows about 1/2 to 1 
inch from the edge. 

• Continue bumping toward the center, revolv- 
ing the metal and working gradually inward 
until the desired shape is obtained. Shape the 
entire part as a unit. 

• Check the part often for accuracy of shape 
during the bumping process by applying the 
template. If wrinkles form, work them out 
before they become too large. 

• Finally, remove small dents and hammer 
marks with a suitable stake and planishing 
hammer or with a hand dolly and planishing 
hammer. 

• After bumping is completed, use a pair of 
dividers to mark around the outside of the 
object. Trim the edge and file it smooth. 
Clean and polish the part. 

JOGGLING 

A joggle is an offset formed on an angle strip to allow 
clearance for a sheet or an extrusion. Joggles are 
often found at the intersection of stringers and 
formers. One of these (usually the former) has the 
flange joggled to fit flush over the flange of the other 
(usually the stringer). The amount of offset is usually 
small; therefore, the depth of the joggle is normally 
specified in thousandths of an inch. The thickness of 
the material to be cleared governs the depth of the 
joggle. In determining the length of the joggle neces- 
sary, it is common practice to allow an extra 1/16 inch 
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to give enough added clearance to ensure a fit be- 
tween the joggled, overlapped part. 

There are a number of different methods to form 
joggles. If the joggle is to be made on a straight flange 
or flat piece of metal, form it on a cornice brake by 



inserting the metal and bending it up along the line 
of the joggle. Hold a piece of metal of the correct 
thickness to give the desired offset under the bent-up 
portion, and pound the flange down while the metal 
is still in the same position in the brake. Another 
method using the cornice brake is shown in the 
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Figure 5-30. Forming joggles using brake or joggle blocks 
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upper portion of Figure 5-30. The joggle block 
method is clearly illustrated in the bottom portion 
of Figure 5-30. 

Joggling clips such as the one shown in Figure 5-31 
can be used to form joggles on flanged angles. Follow 
the step-by-step procedures from the top in the 
flange illustrated, and notice especially the factors to 
consider when fabricating a joggle clip (gage, thick- 
ness, and so on). 

Where a joggle is necessary on a curved flange, form- 
ing blocks or dies made of hardwood, steel, or 
aluminum alloy may be used. If the die is to be used 
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only a few times, hardwood is satisfactory because it 
is easily worked. If a number of similar joggles are to 
be produced, then use steel or aluminum alloy dies. 
Dies of aluminum alloy are preferred, since they are 
easier to fabricate than those of steel and wear about 
as long. Aluminum alloy dies are sufficiently soft and 
resilient to permit forming aluminum alloy parts onto 
them without marring; nicks and scratches can be 
easily removed from their surfaces. 

When using joggling dies for the first time, test them 
for accuracy on a piece of waste stock. In this way 
you avoid the possibility of ruining already fabricated 
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Figure 5-31. Forming joggles using joggling clips 
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parts. Always keep the surfaces of the blocks free 
from dirt, filings, and the like. 

RELIEVING STRESS 

Relief Holes 

Wherever two bends intersect, material must be 
removed to make room for the material contained in 
the flanges. Holes are therefore drilled at the inter- 
section. These holes, called relief holes, prevent 
strains from being set up at the intersection of the 
inside bend tangent lines. Such strains may cause the 
metal to crack. Relief holes also provide a neatly 
trimmed corner when the excess material is trimmed 
away. Size of the relief holes varies with thickness of 
the material. They should not be less than 1/8 inch in 
diameter for aluminum alloy sheet stock up to and 
including 0.064 inch thick, or 3/16 inch for stock 
ranging in thickness from 0.072 to 0.128 inch. The 
most common method for determining the diameter 
of a relief hole is to use the radius of bend for this 
dimension, provided it is not less than the minimum 
allowance (1/8 inch). 

Relief holes must touch the intersection of the inside 
bend tangent lines. To allow for possible error in 
bending, make relief holes extend 1/32 to 1/16 inch 
behind the inside bend tangent lines. It is a good 
practice to use the intersection of these lines as the 
center for the relief holes (Figure 5-32). 
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Lightening Holes 

Holes are occasionally cut in rib sections, fuselage 
frames, and other structural parts to reduce weight. 
Such holes are known as lightening holes , lb keep 
from weakening the member by removing the 
material, flanges are often pressed around the holes 
to strengthen the area from which the material was 
removed. These holes should never be cut in any 
structural part unless authorized. The size of a 
lightening hole and the width of the flange formed 
around the hole are determined by design specifica- 
tions; these specifications consider margins of safety 
so that the weight of the part can be reduced and still 
retain the necessary strength. Lightening holes can 
be cut by any of the following methods: 

• Punching out, if the correct size punch die is 
available. 

• Scribing the circumference of a hole with 
dividers, inserting dies in a vise or arbor press, 
and drilling around the entire circumference. 
The dies will work more smoothly in a 
hydraulic press if they are coated with light 
machine oil. 

• Using the chamfered flanging block (Figure 
5-33) to center the material to be flanged and 
hammering around it with a rubber mallet 
until the flange conforms to the chamfer. In 
the other forming blocks illustrated, the hole 
being chamfered is formed by using a male die 
that is chamfered to the width of the flange 
and the desired angle. The hole has the same 
diameter as the flange. Either type of forming 
block may be used. 



i 



CHAMFERED FLANGING 
BLOCK 




FORMING BLOCK 



Figure 5-32. Locating relief holes 



Figure 5-33. Chamfered forming block 
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CHAPTER 6 



RIVETS, SPECIAL-PURPOSE FASTENERS, AND RESISTANCE WELDING 



Even an aircraft made with the best materials and the 
strongest parts would be valueless unless those parts 
were firmly held together. A number of methods are 
used to hold metal parts together: riveting, bolting, 
brazing, and welding. Whichever method is used, it 
must produce a union that will be as strong as the 
parts that it joins. This chapter covers riveting, 
special-purpose fasteners, and resistance welding. 
A rivet is a metal pin used to hold two or more metal 
sheets, plates, or pieces of material together, A rivet 
is manufactured with a head on one end. The shank 
of the rivet is inserted through matched holes in two 
pieces of material; the tip is then flattened to form a 
second head to clamp the two pieces securely 
together, The second head is formed either by hand 
or by pneumatic equipment and is called a shop head . 
The shop head functions in the same manner as a nut 
on a bolt. Rivets fall into two main groups; common 
solid-shank rivets and special rivets, the latter for use 
in special cases. Special-purpose fasteners covered 
m this chapter are Huck Lock Bolts, Hi-Shear rivets, 
Jo-Bolts, Hi-Lock Fasteners, and Rivnuts. Welding 
is a method of adding to metal parts or fastening them 
together. The purpose of all welding is to join two 
pieces of metal without loss of strength. Resistance 
welding is the only kind of welding that is allowed on 
the heat-treatable alloys used in Army aircraft. 

Section I. Solid-Shank Rivets 

TYPES 

Aluminum alloy is the material used for most aircraft 
solid-shank rivets. The strength and temper of 
aluminum alloy rivets are identified by digits and 
letters similar to those adopted to identify strength 
and temper conditions of aluminum and aluminum 
alloy sheet stock. Steel, Monel metal, and corrosion- 
resistant steel are other materials used for rivets in 
certain cases. 

Aluminum Alloy 

Aluminum alloy rivets include - 

• The 1100 rivet -a very soft rivet composed 
of 99 percent pure aluminum; intended for 
riveting the softer aluminum alloys used for 



nonstructural parts (all parts where strength 
is not a factor). An example of its use is the 
riveting of map cases. 

• The 2117-T4 rivet -used more than any other 
rivet for riveting aluminum alloy structures. 
Its main advantage is that it is ready for use as 
is when received and needs no further heat 
treating or annealing. It also has a high resis- 
tance to corrosion. 

• The 2017-T4 and 2024-T4 rivets -used where 
more strength is needed than the 2117-T4 
rivet can provide. 

• The 5056 rivet-used for riveting magnesium 
alloy structures. It is highly corrosion-resistant 
and can be driven in as is when received. 

Steel 

Use mild steel rivets for riveting steel parts. Gal- 
vanized rivets should not be used on steel parts that 
are subjected to high heat. Corrosion-resistant steel 
rivets are used primarily to rivet corrosion-resistant 
steel parts, such as fire walls, exhaust stack bracket 
attachments, and similar structures. 

Monel 

Use Monel rivets in special cases for riveting high 
nickel-steel alloys and nickel alloys. Monel rivets may 
be used interchangeably with corrosion-resistant steel 
rivets and are easier to drive. However, it is preferable 
to use stainless steel rivets with stainless parts. 

IDENTIFICATION 

Markings 

Table 6-1 shows how different markings on rivet 
heads axe used to classify their characteristics. These 
markings maybe either a dimple, a raised teat, a pair 
of raised dashes, a raised cross, a recessed triangle, 
or a pair of recessed dimples. Some heads have no 
markings. The markings indicate the composition of 
the rivet stock. Rivets that have heads with no mark- 
ings (plain heads) can be distinguished by color: the 
1100 rivet is aluminum color; the mild steel rivet is a 
typical steel color. 



6-1 



FM 1-563 



Dash Numbers 

Table 6-2 gives the first and second dash numbers for 
Military Standard (MS) rivets. The first dash num- 
ber designates the diameter of the rivet in thirty- 
seconds of an inch; the second dash number 
designates its length in sixteenths of an inch. A letter 



or letters in an MS rivet part number following the 
basic MS number indicate the rivet's composition; 
the absence of such a letter indicates that the rivet is 
made of carbon or mild steel. An example of a 
complete rivet part is shown in Table 6-1 (notes). 
Table 6-3 gives head dimensions of rivets as well. 



} 



Table e-1. MS rivet identification 
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Table 6-2. Length and dash numbers 
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Table 6-3. MS rivet dimensions 



) 





UNIVERSAL HEAD 


COUNTERSUNK HEAD 


RIVET 
OIA 


'MS20470 


MS20613 


MS20615 


MS20426 


MS20427 




A 


C 


A 


C 


A 


c 


A 


B 


A 


B 
























3/32 


0.107 t 0.000 


0.040 


0.107 t 0.000 


0.040 


o.ii7 ± aooo 


0.040 


0.170 t 0.004 


0.030 


0.190 ± 0.004 


0.0*2 


1/8 


O.2S0 ± 0.012 


0.064 


020 ± 0.013 


0.064 


OlSM t 0.012 


0.064 


0.236 t 0.004 


0.042 


0.236 1 0.004 


0.041 


6/32 


OJ12 1 0.010 


0,0*7 


ojta i o.oii 


0.007 


0J12 ± 0.010 


0.007 


0.2B6 ± 0.004 


0.066 


0.2* t 0.004 


0.011 


3/16 


03* t 0.010 


0*010 


o jn i 0.011 


0.080 


J76 1 0.011 


0.000 


0.363 ± 0.004 


0.070 


0.366 ± 0.004 


0.07S 


7/32 


0.437 i 0.022 


0.008 










0.410 t 0.004 


o.oa 






1/4 


0.500 i 0.035 


0.107 


ibjoo ± aoas 


0.107 


0.100 1 o.oa 


0.107 


0.476 i 0.004 


O.0B6 


a46i ± 0.004 


0.100 



NOTES: 

1. EXAMPLES OF WkRT NUMBERS: 

MS2047OA2-12 • UNIVERSAL-HEAD RIVET. 1100 ALUMINUM, 1/16-INCH OIA. 3/4 INCH LONG. 
MS206t»4P14 • UNIVERSAL*HEAO RIVET. CARSON STEEL, CADMIUMtLATED, 1 /6-INCH OIA, 7/6 INCH LONG. 
MS20616-2MS - UNIVERSAL-HEAD RIVET, NICKEUCOP'ER ALLOY, 1/16-INCH DU, 1/2 INCH CONG. 
MS20426D3-12 - COUNTERSUNK-HEAD RIVET, 100? ALUMINUM ALLOY, 2D17-T4, 3/32-INCH DIA, 

1/4 INCH LONG* 
MS20427M2-2 - COUNTERSUNK-HEAD RIVET, 100°, MO N EL, 1/16-INCH DIA.1/8INCH LONG. 

2. DIMENSIONS SHOWN ARE IN INCHES. 



) 
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HEAT-TREATING ICEBOX RIVETS 

Tampering is an important factor in riveting, espe- 
cially with aluminum alloy rivets. These rivets have 
the same heat-treating characteristics as aluminum 
alloy sheet stock, and they can be hardened and 
annealed in the same manner as sheet aluminum. 
The rivet must be soft (or fairly soft) before a good 
shop head can be formed. The 2017-T4 and 2024-T4 
rivets are softened by heat treating before being 
driven, and they harden with age. 

Rivets are heat-treated according to MIL-H-6875G, 
MIL-H-6088F(1), and Industry Standard ASTM- 
8597-83. An electric air furnace or a salt bath is 
needed for heat treating. Temperatures for heat- 
treating range from 910° to 950°F (488° to 510*C), 
depending on the alloy being treated. For convenient 
handling, rivets are heated in a tray or a wire basket. 
Immediately after heat treating, the rivets are 
quenched in water at a temperature of about 70*F 
(21.1°C). 

Because the 2G17-T4 and 2024-T4 rivets, which are 
heat-treatable, begin to age-harden within a few 
minutes after being exposed to room temperature, 
they must either be used immediately or be put in 
cold storage. 

Icebox rivets attain about half their maximum 
strength approximately one hour after driving and 
their full strength in about four days. 2017-T4 and 
2024-T4 rivets that are exposed to room temperature 
for more than one hour or more than ten minutes 
respectively must be re-heat-treated. 

Once an icebox rivet has been removed from the 
freezer, it should not be mixed with the rivets that are 
still in cold storage. If more rivets are removed from 
the icebox than can be used in 15 minutes, they should 
be placed in a separate container and stored for heat 
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treating. Rivets may be heat-treated several times if 
this is done properly. Reheating too many times (15 
or more) will result in a gradual hardening of the 
rivets. Rivets being coated for corrosion resistance 
should never be heated in a salt bath. Table 6-4 shows 
the proper heating times and temperatures for rivets. 

The head markings of a rivet identity its composition. 
If the markings are not distinct, the hardness of the 
rivet can be determined by the Rockwell hardness 
tester described in Chapter 2 of this manual. To use 
this machine, place the rivet on a V-block anvil, use 
the 1/16-inch ball penetrator, and apply a 60- 
kilogram load. A reading of 75 or above on the B 
scale indicates that the rivet is age-hardened and 
heat-treatable. 

SELECTION 

The head type, size, and strength required in a rivet 
are governed by such factors as the kind of forces 
present at the point riveted, the type and thickness of 
the material to be riveted, and the location of the 
riveted part on the aircraft. The type of head needed 
for a particular job is determined by where it is to be 
installed. Countersunk-head rivets should be used 
where a smooth aerodynamic surface is required. 
Universal-head rivets may be used in most other 
areas. Refer to Chapter 8 for rivet layout information. 

Diameter 

The size (or diameter) of the rivet shank selected 
should correspond to the thickness of material being 
riveted. If too large a rivet is used in a thin material, 
the force needed to drive the rivet properly will cause 
an undesirable bulging around the rivet head. If too 
small a rivet diameter is used for thick material, the 
rivet will not have enough shear strength to carry the 
load of the joint. As a rule, the rivet diameter should 
be at least three times the thickness of the original 



Table 6-4. Rivet heating times and temperatures 



RIVET 
ALLOV 



2024 



2017 



TEMPERATURE 



910° to 930 °F 
(488° to 499 °C) 



925° to 950 °F 
(496 o to510°C) 



TIME 



AIR 
FURNACE 



1 hr 



Ihr 



SALT BATH 



30min 



30mln 
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sheet. Rivets most commonly chosen in the assembly 
and repair of aircraft range from 3/32 to 1/4 inch in 
diameter. Ordinarily, rivets smaller than 3/32 inch in 
diameter are not used on any structural parts that 
carry stress. The size rivets to use for any repair can 
also be determined by referring to the rivets used by 
the manufacturer in the next parallel row inboard on 
the wing or forward on the fuselage. Another 
method of detennining the size of rivets is to multiply 
the skin's thickness by 3 and use the next larger size 
rivet corresponding to that figure. For example* if the 
skin is 0.040 inch thick, multiply 0,040 inch by 3 to get 
0.120 inch and use the next larger size of rivet, 1/8 inch 
(0.125 inch). 

Length 

lb determine the length of a rivet to be installed, the 
formula isA = B + Cisused. A is the overall length 
of the rivet shank. B refers to the combined thickness 
of the materials being joined together. This is known 
as grin length , C is the amount of rivet shank needed 
to form a proper shop head. This amount is equal to 
one and one-half times the rivet's diameter. Properly 
installed rivets are shown in Figure 6-1 (D and E). 
Grip lengths for universal-head and countersunk- 
head, solid-shank rivets are listed in Table 6-5. 

Strength 

For structural applications the strength of the re- 
placement rivets is of primary importance. Rivets 
made of materials that are of low strength should not 
be used as replacements unless the shortfall is made 
up by using a larger rivet. For example, a rivet of 
2024-T4 aluminum alloy should not be replaced with 



one of 2117-T4 or 2017-T4 aluminum alloy unless the 
next larger size is used. Table 6-6 gives the allowable 
shear strengthf or universal-head, dimple-countersunk, 
and machine-countersunk aluminum alloy rivets. 

Refer to Table 6-6 to find shear strength. Shear 
strength is the amount required to cut a rivet that 
holds two or more sheets of material together. If the 
rivet holds two parts, it is under a single shear; if it 
holds three sheets or parts, it is under double shear. 
To determine the shear strength, first find the 
diameter of the rivet to be used by multiplying the 
thickness of the skin material by 3. For example, a 
material thickness of 0.040 inch multiplied by 3 
equals 0.120 inch. In this case the rivet diameter 
selected would be 1/8 (0.125) inch. 
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CAUTION 



Consider corrosion when choosing aircraft 
rivets. Corrosion affects aircraft rivets as 
it does almost all other metals. Corrosion 
may be caused by local climate for the 
fabrication methods used. The use of high- 
ly corrosion-resistant metals reduces it to 
a minimum. Corrosion resistance is 
generally considered adequate when the 
rivet material is the same or almost the 
same type as the structure being riveted and 
when the proper antlcorrosion surface 
treatment has been applied. 



Refer to Table 6-7 to find the bearing strength. Bear- 
ing strength is the amount of tension required to pull 
a rivet through the edge of two sheets riveted together 
or to elongate the hole. In order to use the bearing 



nm 



li hH 




hH 




A-TOTAL RIVET l£NOTH 

C - AMOUNT OF RIVET LENGTH NEEDED FOR 
PROPER SHOP HEAD (1 - 1/8 X RIVET DIA) 

D - INSTALLED RIVETS -SHOP HEAD WIDTH (1 1/2 RIVET 
DIAMETER JNOMINAL SIZE 

E • INS TALLED RIVETS -SHOP HEAD HEIGHT ( 1/2 RIVET 
' DIAMETER )NOMINAL SIZE 



Figure 6-1. Factors In determining rivet length 
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Table 6-5. Grip lengths for solid-shank rivets 



i/i 



1/11 



1/4 



I/tl 



3* 



JUL 



VI 



i/u 



3/1 



11/11 



S/4 



»/H 



m 



nm 



-to 



•n 



■12 



-13 



awT 



«. ho 



0.111 



0,25* 



0.2*7 



0JS1 



0.421 



0.M7 



0401 



0,671 



0.7M 



KM 



o.oo 



0.124 



0.117 






C 313 



0.374 



0.43? 



0600 






0.134 



074 



0*11 



0.011 



0.07V 



OJ41 



2W 



0.261 



0.32* 



0391 



0*5* 



0516 



0.571 



O.H1 



03t 



0004 



0.1S7 



021* 



0.2B1 



0.344 



0.407 



0.4» 



0E11 



0S»4 



0.703- 



0.741 



0711 



NOTES: 

L When the grip length falls between those given in the table, select a 

rivet length nearest the desired length. 

2. Dimensions are shown in inches. 

3. Longer rivets than those indicated are available. 



strength chart, the diameter of the rivet to be used 
and the thickness of the material being riveted must 
be known. 

INSTALLATION 

Riveting requires special hand and power tools. 





CORRECT RIVET LENGTHS FOR UNIVERSAL-HEAD RIVETS 




DJAMETE* 


3/32 


m 


5/32 


3/16 


1/4 


LENGTH OF 

RIVET 
[SEE NOTE 1 1 


DASH NUMBER 
FOR RIVET 


GRIP 


GRIP 


GRIP 


GRJP 


GRIP 


i/l 


J 

















SIM 


■i 


0.047 














1/4 


a 


MOP 


0.043 


0,011 





a 


1/11 


4 


0771 


0.124 


0.071 


0.03T 





1/t 


*• 


0134 


117 


0.141 


0.094 


o 


7/11 


.7 


0217 


350 


0.354 


0.157 


0.083 


f/1 


g 


0J» 


0.312 


o-m 


0211 


0.126 


1/H 


| 


0.421 


0.374 


0.331 


0211 


0117 


Wl 


-10 


0.414 


437 


0391 


0344 


0,290 


11/11 


-11 


0.147 


0.500 


0454 


0.4O7 


0,313 


3/1 


-12 


0101 


0512 


0.611 


tt40t 


0771 


13/11 


.13 


0.171 


MM 


0.671 


0.531 


0.437 


T/t 


•14 


0.734 


0H7 


0141 


0.614 


0500 


11/11 


■11 


0791 


0741 


Q.703 


0.664 


osc 


1 


-H 


o.«a 


on* otw 


0.719 


; 0.625 



0.063 
0.125 



0.1*7 



0.250 



0.313 



0,373 



0.417 



0,600 



0.H2 



0.02* 



Special Hand Tools 

Special hand tools are used in the normal course of 
driving and upsetting rivets. They include - 

• Hole duplicators. 

• Rivet cutters. 
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Table 6-6. Single-shear strength of aluminum alloy rivets 



UNIVERSAL- HEAD RIVETS 


RIVET 
DIAMETER 


2/32 


1/t 


6/32 


3/16 


1/4 




2117-T4 
2017-T4 
2024-T4 
COGS 


217 
246 

296 
186 


441 
632 
347 


m 
m 
•u 

638 


880 

•74 

1176 

774 


1666 
1764 
2127 
1400 




100* WMPUE COUNTERSUNK 




2117-T4 
2017-T4 
2Q24-T4 


Z76 
200 
360 


480 
630 
•20 


736 
810 
860 


1020 
1130 
1326 






100* MACHINE COUNTERSUNK 




2I17-T4 
2017-T4 
2CB4-T4 


126 
202 

241 


3S1 
268 
422 


818 

674 
670 


746 
808 
866 






Uftjnut* ShMr Strtngtte 2117-T4 30.000 pd 
3D17-T4 34X00 pd 
2Q24-T4 41.000 pd 
BOGS 27,000 pd 


NOTES: 1. ShMr stnaftk U nhawu la pounds. 
1 DtaButau an iaowb Id lacbw. 



Table 6-7. Bearing strength (pounds)-21l7 rivet 



Thickness 

of sheet 

(lb.) 




Diameter of rivet (in ) 




3/32 


1/B 


6/32 


3/16 


1M 


0.014 


107 


143 


178 


216 


287 


0.016 


123 


164 


204 


246 


328 


0.018 


136 


184 


230 


276 


300 


0.020 


153 


206 


266 


307 


410 


0.02* 


182 


266 


320 


284 


512 


0.032 


246 


328 


409 


482 


666 


0.040 


307 


410 


512 


615 


820 


0.050 


383 


512 


640 


767 


1024 


0.064 


482 


•66 


820 


8S4 


1312 


0.072 


663 


738 


822 


1107 


1476 


0.061 


S22 


830 


1Q37 


1246 


1680 


0.001 


see 


622 


1167 


1396 


1864 


0.102 


784 


1046 


1307 


1560 


2002 


0.12S 


861 


1281 


1602 


1822 


2S63 
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• Bucking bars. 

• Hand rivet and draw sets. 

• Countersinks. 

• Dimpling dies. 

The drills, reamers, and C-clamps needed to install 
rivets are described in Chapter 3 of this manual. 

Hole Duplicator 

When replacing sections of skin with new sections, 
drill the holes in the replacement sheet or patch to 
match existing holes in the structure. These holes can 
be located with a hole duplicator. The peg on the 
bottom leg of the duplicator fits into the existing rivet 
hole. The hole in the new part is made by drilling 
through the bushing on the top leg. If the duplicator 
is properly made, holes drilled in this manner will 
align perfectly. A separate duplicator must be used 
for each rivet diameter. 

Rivet Cutters 

Use rivet cutters to cut rivets to the desired length if 
those of the right length cannot be obtained. If 
regular rivet cutters are not available, you can use 
diagonal cutting pliers as an emergency cutter. 

Bucking Bars 

Bucking bars (Figure 6-2), sometimes called dollies, 
bucking irons, or bucking blocks, are designed to 
make rivet bucking easier wherever rivets are used. 
They come in several different shapes and sizes; their 
average weight is 6 pounds. Most bucking bars are 
made of alloy bar stock, but those that are made of 
better grades of steel last longer and require less 
reconditioning. Hold a bucking bar against the shank 
end of a rivet while the shop head is being formed. 
Keep bucking bars clean, smooth, and well-polished. 
Round their edges slightly to prevent marring the 
material around the riveting area. The bar usually 
has a concave face to conform to the shape of the 




shop head to be made. The radius of the face should 
be slightly larger than the thin head to ensure solid 
bucking and to prevent marring the material to be 
riveted. 

Special bars, such as the expanding bucking bar, are 
needed to accomplish riveting in areas that are hard 
to reach. This bar is a steel block with adjustable 
diameter or width. It is attached to the end of a 
hollow steel shaft, which contains a bar that can be 
twisted to expand or reduce the width of the block. 
The expanding bucking bar is used to buck rivets 
inside tubular structures or in similar spaces where 
regular bucking bars cannot reach. These spaces 
must be small enough to allow one side of the partially 
expanded block to press against a strong supporting 
surface. Expanding bucking bars speed up the 
process of riveting the skin on wing sections. 

Hand Rivet Set 

A hand rivet set is a tool like a punch that has a die 
for driving a particular type of rivet. The ordinary set 
is made of 1/2-inch carbon tool steel, is about 6 inches 
long, and is knurled to prevent slipping in the hand. 
Only the face of the set is hardened and polished. 
Special draw sets are used to draw up the sheets and 
close any opening between them before the rivet is 
bucked. Each draw set has a hole 1/32 inch larger 
than the diameter of the rivet shank it is made for. 
Occasionally, the draw set and rivet header are incor- 
porated into one tool. The header part consists of a 
hole shallow enough so that the set will expand and 
head the rivet when struck with a hammer. 

Countersink 

A countersink is a tool that cuts a cone-shaped 
depression around the rivet hole to allow the rivet to 
set flush with the surface of the skin (Figure 6-3). 
Countersinks are made with angles to correspond 
with the various angles of the countersunk rivet 
heads. The standard countersink has a 100° angle. 




Figure 6-2. Bucking bars 



Figure 6-3. Standard countersink 
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Special stop countersinks are available (Figure 6-4) 
that can be adjusted to any desired depth. They have 
cutters to allow interchangeable holes with various 
countersunk angles to be made. Some stop counter- 
sinks also have a micrometer set mechanism, in 0.001- 
inch increments, for adjusting their cutting depths. 



female die. In some cases the face of the male die is 
convex to allow for springback in the metal. This type 
of die is used to best advantage to dimple curved 
sheets. Dies with flat faces are mainly used for flat 
work. Dimpling dies can be used in portable 
pnuematic or hand squeezers for light work. When 



CUTTER SHAFT 



CUTTER 



PILOT 



BODY 



LOCKNUT 

STOP 




CHIP OPENING 



COUNTERSINK 



FIBER COLLAR 



Figure 6-4. Stop countersinks 



Dimpling Dies 

Dimpling is the process of making an indentation or 
dimple around a rivet hole so that the top of the head 
of a countersunk rivet will be flush with one surface 
of the metal. Dimpling is done with a male and 
female die, often called a punch-and-die set . The 
male die has a guide the same size as the rivet hole 
and is beveled to correspond to the degree of 
countersink of the rivet head. The female die has a 
hole that the male guide fits into; it is beveled to a 
corresponding degree of countersink (Figure 6-5). 
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Figure 6-5. Radius dimpling 

Dimpling dies are made to correspond to any size and 
degree of countersink rivet head that is available. 
They are usually numbered, and the right combina- 
tion of punch and die to use is indicated on charts 
developed by the manufacturer. Both male and 
female dies are precisely machined and have highly 
polished surfaces. The male die or punch is cone- 
shaped to conform to the rivet head and has a small 
concentric pilot shaft that fits into the rivet hole and 



dies are used with a squeezer, they must be adjusted 
to the thickness of the sheet being dimpled. 

Special Power Tools 

Special power tools include the— 

• Pneumatic hammer (rivet gun), 

• Rivet squeezer. 

• Microshaver. 

Pneumatic Hammer 

The most common upsetting tool used in airframe 
repair work is the pneumatic hammer, known as the 
rivet gun . These pnuematic rivet guns are available 
in various sizes and shapes (Figure 6-6). 



CAUTION 

1. Never point a rivet gun at anyone at any 
time. 

2. Never depress the trigger mechanism 
unless the set is held tightly against a block 
of wood or a rivet 

3. Never use the rivet gun as a toy* It is not 
a plaything but a tool to be used correctly to 
do a job. 

4. Always disconnect the air hose from the 
rivet gun if it will not be used for some time. 



) 
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SLOV-MTTIHC (LONG-STROKE) RIVETING HAMMERS 
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Figure 6-6. Pneumatic rivet gun 

The manufacturer's recommended capacity for each 
gun is usually stamped on the barrel. Pneumatic guns 
operate on air pressures of 90 to 100 psi and are used 
in conjunction with interchangeable rivet sets. Each 
set is designed to fit the specific type of rivet and the 
location of the work. The shank of the set is designed 
to fit into the rivet gun. An air-driven hammer inside 
the barrel of the gun supplies force to buck the rivet. 

Rivet Squeezer 

Rivet squeezers are of limited value because this 
method of riveting can only be used over the edges of 
sheets or assemblies where conditions permit and 
where the rivet squeezer has a deep enough reach. 
There are two types of rivet squeezers: hand and 
pneumatic (Figure 6-7). Basically alike, the hand 



rivet squeezer operates by hand pressure and the 
pneumatic rivet squeezer by air pressure. In both 
types a stationary jaw serves as a bucking bar and a 
movable jaw does the upsetting. Some rivet 
squeezers have either a C-yoke or an alligator yoke 
to control the plunger's stroke or the movement of 
the movable jaw. Yokes are available in various sizes 
to accommodate any size rivet. The working capacity 
of a yoke is measured by its gap and reach. Gap is 
the distance between the movable jaw and the sta- 
tionary jaw; reach is the inside length of the throat 
measured from the center of the end sets. 
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Figure 6-7. Rivet squeezers 

For squeezers that are not equipped with a gap 
regulator, the gap can be adjusted by placing metal 
shims under the end sets of both jaws or by using end 
sets of different lengths. End sets for rivet squeezers 
serve the same purpose as rivet sets for pneumatic 
rivet guns and are available with the same type of 
heads. They are interchangeable to suit any type of 
rivet head. One part of each set is inserted in the 
stationary jaw, while the other part is placed in the 
movable jaws. The manufactured head end set is 
placed on the stationary jaw whenever possible. 
However, during some operations it may be neces- 
sary to reverse the end sets, placing the manufactured 
head end set on the movable jaw. 

Microshaver 

A microshaver (Figure 6-8) is used if the smoothness 
of the material (such as the skin) requires that all 
countersunk rivets be driven within a specific 
tolerance. This tool has a cutter, a stop, and two legs 
or stabilizers. 
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Figure 6-8. Microshaver 

The cutting portion of the microshaver is inside the 
stop. The depth of the cut can be adjusted by pulling 
outward on the stop and turning it in either direction 
(clockwise for deeper cuts). The marks on the stop 
permit adjustments of 0.001 inch. If the 
microshaver is adjusted and held correctly, it will cut 
the head of a countersunk rivet to within 0.002 inch 
without damaging the surrounding material. When 
correctly adjusted, the microshaver will leave a small 
round dot about the size of a pinhead on the 
microshaved rivet. 



Drilling 

After the rivets have been selected, the riveting 
process begins with drilling the rivet holes. These 
holes must be 0.002 to 0.004 larger than the rivet 
diameter and free from burrs. If holes are too small, 
the protective coating will be scratched from the 
rivets when they are driven through them. If the holes 
are too large, the rivets will not fill them completely 
when they are bucked; the joints will not develop 
their full strength and there could be structural 
failure. To make a rivet hole of the proper size, a 
slightly undersized hole should be drilled first. This 
is known as predrilling, and the hole is called a pilot 
hole . The pilot hole is then redrilled (reamed) with 
a twist drill of the appropriate size (lable 6-8). For 
small patches and repairs pilot drilling is not normal- 
ly required. For hard metals a twist drill with an 
included angle of 118° should be selected and turned 
at low speeds. For soft metals a twist drill with an 
included angle of 90° should be used and turned at 
higher speeds. A drill with an included angle of 118° 
is more accurate in drilling thin sheets of aluminum 
alloys because the larger angle of this drill reduces its 
tendency to tear or elongate the hole. Punch loca- 
tions for rivet holes must be centered before the 
actual drilling begins. The center punch mark acts as 
a guide that allows the drill to grip or bite into the 
metal more easily. Make the punch mark large 
enough to prevent the drill from slipping out of place, 
but punch it lightly enough so as not to dent the 
surrounding material. When drilling, hold a hard, 
smooth wooden backing block securely in position 



Table 6-8. Pilot and reaming twist drill 



RIVET 

DIAMETER 

UN) 



3/32 

1/8 

5/32 

3/16 

1/4 

5/16 

3/8 



PILOT 
SIZE 
ON) 



3/32(0.0937) 

1/8*0.125) 

3/3240.1562) 

3/16(0.18751 

1/4(0.250)* 

5/16(0.3125) 

3/8(0.375) 



REAM 
SIZE 
(IN) 



41(0.096) 

30(0.1285) 

21(0.159) 

11(0.191) 

R0.257) 

0(0.316) 

V(0.377) 



•Note that ream iiza exceeds the maximum tolerance of 0.004 inch. This is 
allowable only H the next larger drill size exceeds 0.004 Inch. 



> 
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behind the hole locations. Remove all burrs with a 
burr remover before riveting. If countersinking is 
required, the thickness of the metal must be con- 
sidered (see discussion on countersinking below and 
in Table 6-9). If dimpling is required, keep hammer 
blows or dimpling pressures to a minimum so that no 
undue work hardening occurs in the area around the 
holes. 
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provides general recommendations for selecting a 
method. 

Figure 6-9 shows examples of preferred, permissible, 
and unacceptable countersinking. In the example 
(preferred), the material is quite thick, and the head 
of the countersunk rivet extends only about halfway 
through the upper layer of metal. Countersinking 
will leave plenty of material for gripping, but buckling 



Table 6-9. Selecting countersinking methods 





DIAMETER 

OF RIVET 

(IN) 


TOP SHEET 

THICKNESS 

(IN) 


UNDER SHEET 

THICKNESS 

(IN) 


USE COUNTERSINK 
METHOD 


3/32 
1/8 
5/32 
3/16 


0.032 or graatar 
0.025 or laaa 
0.025 or lass 

0.040 or greater 
0.032 or less 
0.032 or lass 

0.050 or greater 
0.040 or lass 
0.040 or lass 

0.064 or greater 
0.050 or lass 
0.050 or less 


0.050 or greater 
0.040 or less 

0.064 or greater 
0.050orless 

0.072 or greater 
0*064 or lass 

0.090 or greater 
0.060 or less 


a 
b 

c 

a 
b 

c 

a 
b 

c 

a 
b 

c 


•Machine-counterxink (cut* top thaet. 

bprasa-countersink (dimple) top shaat and machirtfrcountarsink urtdar sheat(s). 

cpraafrcountarsink (dimpla) to and undar shaatt. 



Countersinking and Dimpling 

The two methods of countersinking commonly used 
for flush riveting in aircraft construction repair are 
machine or drill countersinking and dimpling or 
press countersinking. The method to apply in any 
particular case depends on the thickness of the parts 
to be riveted, the height and angle of the countersunk 
head, the tools available, and accessibility. Table 6-9 



of the material is impossible. In the middle example 
(permissible), the countersunk head reaches com- 
pletely through the upper layer. This is allowed but 
not recommended. In the example on the right (un- 
acceptable), the head extends well into the second 
layer of material. This indicates that the material is 
thin and that most of it would be ground away by drill 
countersinking; therefore, countersinking is not ac- 
ceptable and dimpling is preferred. Dimpling will 



PREFERRED 

COUNTERSINKING 




PERMISSIBLE 

COUNTERSINKING 




UNACCEPTABLE 
COUNTERSINKING 




Figure 6-9. Countersinking practices 
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work best if the material is not more than 0.040 inch 

thick. 

Machine (Drill) Countersinking 

Machine or drill countersinking is done with a 
suitable cutting tool machined to the desired angle 
that cuts away the edge of the hole so that the 
countersunk head rivet fits snugly into the resulting 
recess, known as the well or nest. When countersink- 
ing is required, the rivet hole should be drilled with 
a pilot drill as indicated in Table 6-8. In most cases, 
the head of the rivet may not extend more than 0,004 
inch above or below the surface of the metal, There- 
fore, the countersinking must be performed ac- 
curately, using equipment that can produce results 
within the specified tolerance. The countersinking 
tool must be held firmly at right angles to the 
material It must not be tipped because tipping elon- 
gates the well and prevents the countersunk rivet 
head from fitting properly. Elongated wells are 
caused by— 

• Oversized rivet holes. 

• Undersized countersink pilots (in the case of 
the stop countersink). 

• Chattering due to the improper use or poor 
condition of the countersink. 

• Failure of a countersink to run true in the drill 
chuck. 

Press Countersinking (Dimpling) 

Press countersinking or dimpling can be done by 
either of two methods. The male and female die sets 
may be used, or the rivet may be used as the male die 
and the draw die as the female die. In either case, the 
metal immediately around the rivet hole is pressed to 
the proper shape to fit the rivet head. The depression 
formed by pressing is known as the well or nejt, as 
in machine countersinkingr To obtain maximum 
strength, the rivet must fit in the well snugly. The 
number of sheets that can be dimpled at the same 
time is limited by the capability of the equipment 
used. When dimpling a hole — 

• Rest the female die on a solid surface. 

• Place the material on the female die. 

• Insert the male die in the hole to be dimpled. 

• Hammer the male die with several solid blows 
until the dimple is formed. 

In die dimpling the pilot hole of the female die 
should be smaller in diameter than the diameter of 



the rivet to be used. Therefore, after the dimpling is 
completed, therivetholemustbereamedtotheexact 

diameter that will allow the rivet to fit snugly. When 
usingacountersinkrivetasthemaledimplingdie.the 
female die is placed in the usual position and backed 
with a bucking bar. A rivet of the required type is 
inserted in the hole and struck with a pneumatic 
riveting hammer. This method of countersinking is 
often called coin pressing . Use it only when a 
regular male die is not available. 

NOTE: Coin pressing has a distinct disad- 
vantage in that the rivet hole must be drilled 
to the correct rivet size before dimpling. 
Since metal stretches during dimpling, the 
hole becomes enlarged and the rivet must be 
swelled slightly before driving to 
produce a close fit. 

Driving Rivets 

Selection of the right bucking bar is important be- 
cause if the bar does not have the correct shape, it 
will deform the rivet head. If it is too light, it will not 
provide the necessary bucking weight and the 
material may become bulged toward the shop head. 
If the bar is too heavy, the weight on the buckingforce 
may cause the material to bulge away from the shop 
head. Table 6-10 shows the bucking bar weights 
recommended for use with various sizes of rivets. 
Rivets may be driven by hand, pneumatic, or squeeze 
method. 

Hand Riveting 

Riveting by hand may be done in either of two ways, 
depending on the location and accessibility of the 
work. In one technique, the rivet is driven from the 
head end with a hand set and hammer and bucked 
from the shank end. In the other method, it is driven 
from the shank end with a hand set and hammer and 
bucked from the head with a hand set held in a vise 
or a bottle bar (a special bucking bar recessed to hold 
a rivet set). The second method is known as reverse 
riveting . It is commonly used in hand rivetingbut not 
considered good practice in pnuematic riveting. 
Keep hammer strokes to a minimum when using 
either of these two methods. Too much hammering 
will change the crystalline structure of the rivet or the 
material around it, causing the joint to lose some of 
its strength. The bucking bar and rivet set should be 
held square with the rivet at all times. Misuse of the 
bucking bar and rivet set will result in a marred or 
scratched rivet head or material and can cause undue 



i 



6-14 



FM 1-563 






Table 6-10. Recomended bucking bar weight 



RIVET DIAMETER 


APPROXIMATE WEIGHT 




(IN) 


(LB) 




3/32 


1to2 




1/8 


1to3 




6/32 


2 to 4 




3/16 


3to5 




1/4 


4 to 6 1/2 





corrosion, which will weaken the structure of the 
aircraft. The diameter of a properly formed shop 
head should be one and a half times the diameter of 
the rivet shank; the height should be about half the 
diameter. 

Pneumatic Riveting 

In pneumatic riveting the pressure for bucking the 
rivet is applied with a rivet set and a pnuematic rivet 
gun. When using a pneumatic rivet gun, hold the rivet 
gun and bucking bar at right angles to the work and 
apply enough pressure to prevent the bucking bar 
from jumping off. Figure 6-10 shows typical riveting 
procedures using a pneumatic rivet gun. If a long row 
of rivets is to be driven, you can save time by inserting 
several rivets in the holes and holding them in place 



with a strip of masking tape over their heads. The 
rivet gun may be placed on the rivets without remov- 
ing the tape. The tape serves a double purpose: it 
holds the rivets in place, and it forms a cushion to 
prevent the rivet set from damaging the material. 



WARNING 

Be very careful when using a pneumatic rivet 
gun* If a rivet set is placed in a pneumatic 
rivet gun without a set retainer and the throt- 
tle of the gun is open, the rivet set could be 
projected out of the gun like a bullet and cause 
severe personnel injury, equipment damage, 
or both. 






1. INSTALLING 
RIVET SET 



2. ADJUSTING SPEED 
OF THE GUN 



3. HOLDING GUN 
AND SET 






4. POSITION OF 
THE SET 



5. POSITION OF THE GUN, 
SET. AND BUCKING BAR 



6. UPSETTING 
THE RIVET 



Figure 6-10. Riveting procedures using a pneumatic rivet gun 
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Squeeze Riveting 

The squeeze method of riveting is used only for the 
edges of sheets or assemblies, although it produces 
the most uniform and balanced type of head. In this 
method, each rivet is upset in a single operation, all 
rivets are headed over with uniform pressure, and 
each rivet shank is expanded uniformly to fill each 
rivet hole completely. Riveting with a squeezer is 
quick and requires only one operator. To install 
rivets by this method - 

• Select and insert suitable end sets to match 
the rivet being used. 

• Place the stationary jaw of the squeezer on the 
rivet head. 

• Use the squeezer's movable jaw to upset the 
rivet shank. 

INSPECTION 

Rivet Failure 

In general, the design of riveted joints is based on the 
principle that the total joint strength is the sum of the 
individual strengths of a group of rivets, Obviously, 
if any one rivet fails, its load roust immediately be 
carried by others in the group. If they cannot carry 
the added load, the joints will fail one after another. 
Stress concentrations will usually cause one rivet to 
fail first. Analysis of such a rivet in a joint will show 
that it has been too highly loaded and that neighbor- 
ing rivets may also have partially failed* Underload 
rivets are subject to three types of failure: shear, 
bearing, and head failure. 

Shear Failure 

Shear failure is perhaps the most common type of 
rivet failure. It is a breakdown of the rivet shank by 
forces acting along the plane of two adjacent sheets; 
this causes a slipping action that can be severe 
enough to break the rivet shank in two, If the shank 
becomes loaded beyond the yield point of the 
material and remains overloaded, a permanent shift 
is established in the sheets and the rivet shank can 
become joggled. 

Bearing Failure 

If the rivet is too strong in shear, bearing failure 
occurs in the sheet at the edge of the rivet hole. 
Applying large rivets in thin sheets causes this type 
of failure. The sheet is locally crushed or buckled 
and the buckling destroys the rigidity of the joint. 



Vibrations set up by engine operations or by air 
currents in flight can cause the buckled portion to 
flutter and the material to break off close to the rivet 
head. If buckling occurs at the end of the sheet, a 
tear-out may result. In either case, the sheet must be 
replaced. 

Head Failure 

Head failure may result from complex loadings oc- 
curring at a joint; this causes tension stresses to be 
applied to the rivet head The head can fail by shear- 
ing through the area corresponding to the rivet shank 
or, in thicker sheets, through a prying action that 
causes the head itself to fail. If there is any visible 
distortion of the head, the rivet should be replaced. 

Inspection Procedures 

Inspection consists of examining the shop and 
manufactured heads and the surrounding skin and 
structural parts of the aircraft for deformities. A 
straightedge (Figure 6-11) or rivet gage (Figure 6-12) 
can be used to check the condition of the upset rivet 
head. Deformities in the manufactured heads of 
universal-head rivets may be detected visually. On 
countersunk-head rivets, a straightedge maybe used. 



» 




Figure 6-11. Straightedge used to gage rivets 




Figure 6-12. Rivet gage 

When repairing an aircraft structural part, examine 
adjacent parts to determine the condition of neigh- 
boring rivets. Chipped or cracked paint around the 
heads may indicate shifted or loose rivets. If the 
heads are tipped or if rivets are loose, they will show 
up in groups of several consecutive rivets and will 
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probably be tipped in the same direction. If heads 
that appear to be tipped are not in groups or tipped 
in the same direction, tipping may have occurred 
during some previous installation. 

Rivets known to have been critically loaded which 
show no visible distortion must be inspected by drill- 
ing off the head and carefully punching out the shank. 
If the shank appears joggled on examination and the 
holes in the sheet are misaligned, the rivet has failed 
in shear. In that case, determine the cause of the 
shearing stress and take corrective action. Counter- 
sunk rivets that show head slippage within the 
countersink or dimple (indicating sheet bearing or 
rivet shear failure) must be replaced. 

NOTE: A rivet must usually be replaced by 
one of the next larger size (1/32 inch greater 
in diameter)in order to get the proper joint 
strength of rivet and sheet when the original 
rivet hole is enlarged. If the rivet in an 
elongated hole is replaced by a rivet of the 
same size, the ability of the rivet to carry its 
share of the shear is impaired, resulting in 
weakness in the joints. 

Joggles in removed rivet shanks indicate partial shear 
failure. These rivets must be replaced with the next 
larger size. If the rivet holes appear elongated, they 
too must be replaced with the next larger size. Sheet 
failures (such as tear-outs and cracks between rivets) 
indicate damaged rivets. Complete repair of the 
joint may require replacing these rivets with the next 
larger size. 

REMOVAL 

When a rivet must be replaced, remove it carefully so 
that the rivet hole will retain its original size and 
shape and you will not need to replace it with one of 
the next larger size. If the rivet is not removed 
properly, the strength of the joint may weaken. Hand 
tools, power tools, or a combination of both may be 
used to remove rivets. 

Protruding-Head Rivet 

lb remove a protruding-head rivet: 

• File a flat area on the manufactured head of 
protruding-head rivets with a special 
modified file if needed, and center-punch the 
flat surface (Figure 6-13). 



NOTE: On thin metal, back up the rivet on 
the upset head when center punching to 
avoid depressing the metal. 

• Use a drill one size smaller than the rivet 
shank to drill throught the rivet head. Be 
careful not to drill too deep because the rivet 
shank will then turn with the drill and cause a 
tear. 

• Insert a drift punch diagonally into the drilled 
hole and knock the head off by lightly striking 
the drift punch. 

• Drive the rivet shank out with a drift punch 
slightly smaller than the diameter of the 
shank. On thin metal or unsupported struc- 
tures, support the sheet with a bucking bar 
while driving out the shank. If the shank is 
unusually tight after the rivet head is removed, 
drill the rivet about two-thirds through the 
thickness of the material; then drive the rest 
of it out with a drift punch. 




Figure 6-13. Modified file for filing rivet heads 

Countersunk-Head Rivet 

If the manufactured head on countersunk rivets is 
accessible and has been formed over heavy material, 
such as an extruded member, the head can be drilled 
through and sheared off as described. If the material 
is thin, the shank must be drilled through and the 
formed head must then be cut off with diagonal 
cutting pliers. The rest of the rivet can then be driven 
out from the inside with a drift punch. 



Section II. Special Rivets 



TYPES 



Special rivets are used where there is no access to 
both sides of a riveted structure or structural part or 
where there is not enough space to use a bucking bar. 
These rivets are made by several manufacturers. 
They have unique characteristics that require special 
tools to install and special procedures to install and 
remove. Because special rivets are often installed in 
places where one head (usually the shop head) can- 
not be seen, they are also called blind rivets . 
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MECHANICALLY EXPANDED RIVETS 

There are two type of mechanically expanded rivets: 

self-plugging (friction-lock) and self-plugging 

(mechanical-lock). 

Self-Plugging (Friction-Lock) Rivets 

Rivets are constructed in two parts: 

• A rivet head with a hollow shank or sleeve. 

• A stem that extends through the hollow 
shank. 

Two common head styles are available: a protruding 
head and a 100° countersunk head. The stem may 
have a knob on the upper portion, or it may have a 
serrated portion as shown in Tables 6-11 and 6-12. 
These rivets are available in 2117 and 5056 aluminum 
alloy and nickel-copper alloy (Monel). 

Rivets of this type are shear-type fasteners. They will 
not be used where there are appreciable tensile loads 
on them, such as control surface hinge brackets, wing 
attachment fittings, landing gear fittings, fixed tail 
surface attachment fittings, or in other similar heavily 
stressed areas. Nor will they be used in hulls, floats, 
or tanks where a gas-tight joint is required. Because 
access to the opposite side of the work is not neces- 
sary, self-plugging (friction-lock) rivets can be used 
to attach assemblies to hollow tubes, corrugated 
sheet, hollow boxes, and so on. Because a hammer- 
ing force is not needed to install the rivets, they can 
be used to attach assemblies to plywood or plastic. 

Selection 

Factors to consider when selecting the rivets are 
place of installation, composition and thickness of 
material being riveted, and desired strength. If the 
rivet is to be installed on an aerodynamically smooth 
surface or if clearance for an assembly is needed, 
select flush-head rivets. In other areas, where 
clearance or smoothness is not a factor, the protrud- 
ing-head type of rivet may be used. The composition 
of the rivet depends on the type of material being 
riveted. Aluminum alloy 2117 rivets can be used on 
most aluminum alloys. Use aluminum alloy 5056 
rivets if the material being riveted is magnesium. 
Always select Monel rivets for assemblies fabricated 
from steel The thickness of the material being 
riveted determines the overall length of the rivet 
shank. 



Installation 

The tools used to install self-plugging (friction-lock) 
rivets depend on the manufacturer of the rivet being 
installed. Each manufacturer has designed special 
tools that should always be used with the product to 
ensure satisfactory results. Both hand tools and 
pneumatic tools are available. Use standard twist 
drills. Both manually and power-operated guns are 
manufactured for pulling the stem of the rivet. The 
nomenclature of the various available tools and as- 
semblies depends on the manufacturer, but the 
equipment is applied and used in basically the same 
manner. All of these tools, whether referred to as 
hand tools, air tools , hand guns, or pneumatic guns, 
are used for the same purpose -to install a rivet 
properly. The most important portion of the tool or 
gun is the part that is placed on the rivet. Regardless 
of whether this part is called a nose assembly or a 
sleeve and drawbolt, the user should make sure it b 
the same size as the rivet shank diameter. Pneumatic 
tools operate with the same air pressure as pneumatic 
riveting hammers: 90 to 100 pounds per square inch. 
Follow the operational procedures and adjustments 
recommeded by the manufacturer. 

The procedures for installing self-plugging (friction- 
lock) rivets are basically the same as those for com- 
mon solid-shank rivets: 

• Select the rivet to be installed. 

• Use Table 6-13 to determine hole size and 
then drill holes. 

• Select a gun based on the shank diameter of 
the rivet, its manufacturer, and the number of 
rivets to be installed. Position this gun on the 
rivet stem. 

• Apply pulling force to the rivet stem until it 
snaps. 

• Check the installation of the rivet by applying 
about 15 pounds of pressure to the end of the 
stem. 

• Trim the stem flush with the rivet head, using 
a pair of diagonal pliers ground smooth on the 
cutting side. 

Inspection 

Often, inspecting the head of a rivet is the only in- 
spection that can be made on self-plugging (friction- 
lock) rivets. The rivet head, whether protruding or 
countersunk, should fit tightly against the metal and 
its stem should be trimmed flush with the head. 



) 
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Table 6-11. MS20600 Rivet identification (protruding-head) 
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Table 6-12. MS20601 Rivet identification (flush-head) 
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Table 6-13. Hole and drill sizes for self-plugging (friction-lock) rivets 



RIVET DIAM 
(IN) 


HOLE SIZE 
(IN) 


DIMENSION 
SIZE 


1/8 
5/32 
3/16 
1/4 


0.12*4.132 
0.160-0.164 
0.192-0.196 
0.2S6-0.261 


30 
20 
10 
F 



I 



Removal 

Self-plugging (friction-lock) rivets are removed in 
the same manner as solid-shank rivets, except for the 
preliminary step of driving out the stem: 

• Punch out the rivet stem with a pin punch. 

• Drill out the rivet head, using a drill the same 
size as the rivet shank. 

• Pry off the weakened rivet head with a pin 
punch. 

• Push out the rest of the rivet shank with a 
punch. If the shank will not push out, drill it; 
but be careful not to enlarge the hole in the 
material. 

Self-Plugging(Mecbanical-Lock) Rivets 

Self-plugging (mechanical-lock) rivets are manufac- 
tured by Cherry Fasteners, Tbwnsend Division of 
Tbxtron Inc. They consist of three parts: a hollow 
shank, a stem, and a locking collar. Head styles of 
the shank are the same as those found in solid-shank 
rivets. The head also has a conical recess to accept 
the locking collar. The stem has an extruded angle 
and land to expand the sleeve for hole filling, a 
breakneck groove, a locking groove, and a head. Pull 
grooves on the protruding end of the stem fit the jaws 
of the rivet tool. The mechanical lock between the 
stem and sleeve gives these rivets approximately the 
same strength as common solid-shank rivets. 

Mechanical-lock rivets may be substituted size for 
size (diameter) for solid aluminum 2117-T4 and 5056 
rivets, and corrosion resistant steel and M onel rivets 
for most repair applications, such as skin repair, 
lightly stressed structural members, etc. For repairs 
other than these, engineering approval should be 
obtained. 

Other types of self-plugging (mechanical-lock) rivets 
are available and in use on some Army aircraft. One 



of the most widely used mechanical-lock rivets is the 
CherryMAX. 

Cherry fasteners (including Cherrylock and 
CherryMAX rivets) are widely used for blind riveting 
on Army aircraft. Special tools and procedures are 
required to use these rivets. 

NOTE: The following paragraphs describe 
Cherrylock and CherryMAX rivets and the 
tools and procedures needed to install and 
use them. The information and illustrations 
presented in these paragraphs are provided 
through the courtesy of Cherry Aerospace 
Fasteners, Cherry Division of Tfextron Inc., 
Santa Ana, CA. 

BULBED CHERRYLOCK RIVETS 

Bulbed Cherrylock rivets are locked, spindled, and 
flush-fracturing structural blind rivets (within the 
spindle and lock ring flushness limits of NAS 1740). 
The bulbed Cherrylock is a complete shear-fastening 
system. It provides optimum strength and perfor- 
mance in both thick and thin sheets. It also provides 
the highest design integrity, particularly in double- 
dimple or high-vibration areas. Cherrylocks are 
especially well suited for applications that require 
interchangeability with some solid rivets. 

Bulbed Cherrylock rivets have the following design 
features: 

• Large bulbed blind head— similar to a solid 
rivet; ensures higher tensile, shear, and 
fatigue strengths. 

• Steel stem -high stem break load provides 
high preload and higher fatigue strength. 

• High sheet clamp-up -provides increased 
fatigue strength. 
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• Oversize shank— higher shear strength; lower 
head height for use in thin sheets; interchange- 
able with some solid rivets. 

• Predictable hole fill— meets requirements of 
NAS 1740. 

• Mechanical locked stem - ensures structural 
reliability in blind and nonblind applications; 
exceeds fatigue requirements of NAS 1740. 

• Genuine flush-fracturing spindle -no shav- 
ing even in thin sheet, as with some other 
"flush break* rivets. 

• Head marking — grip, materials, and 
manufacturer's identification for inspection 
when installed. 

• Self-inspecting. 

Refer to Figure 6-14 for a description of how the 
bulbed Cherrylock rivet works. Before pulling 
begins, the rivet appears as shown (A), As the stem 
is pulled into the rivet sleeve, a bulbed blind head 
starts to form. CJamp-up and hole-fill action begins 
(B). Clamp-up is completed as the stem continues to 
bulb-out the blind head (C). When a blind head and 
hole fillings are completely formed, the shear ring 
then begins to shear from the step cone to allow the 
stem to pull further into the rivet (D). Shear ring will 
have moved down the stem cone until pulling of the 
head automatically stops the stem break notch flush 
with the top of the rivet head. Locking collar is not 
yet ready to be inserted (E), Pulling the head has 
inserted the locking collar, and the stem has frac- 
tured flush with the rivet head. The bulbed Cher- 
rylock rivet is completely installed (F). 

Selection 

Bart Numbering 

Refer to Figure 6-15 for^ diagram of the part- 
numbering system for Cherrylock rivets. 

Head Style 

Bulbed Cherrylock rivets are available in several 
standard head styles (Figure 6-16): 

• 100° countersunk head -used for counter- 
sunk applications. 

• Universal head -used for protruding head 
applications. 

Diameter 

The bulbed Cherrylock is available in three common- 
ly used diameters: -4 (0.140), -5 (0.173), and -6 



(0.201) and in other sizes that are not often used. The 
bulbed Cherrylock rivet sleeve is 1/64 inch over the 
nominal size. In most cases, its increased bearing 
area and high-strength stem enable the bulbed Cher- 
rylock to replace solid rivets. Its oversize sleeve is 
also ideal for repair or replacement of nominal blind 
or nonblind fasteners of all types. 

NOTE: Standard drills are used to prepare 
installation holes. 

Grip Length 

Grip length (Figure 6-17) refers to the maximum total 
sheet thickness being riveted. This length is 
measured in decimal equivalents and identified by a 
second dash number. All Cherrylock rivets have 
their grip length (maximum grip) marked on the rivet 
head, and they have a variable grip range measured 
in decimals. For example, a -4 grip rivet has a grip 
range of 0.188 to 0.250 inch. 

To determine which grip rivet to use, measure the 
material thickness with a 269C3 Cherry selector gage 
as shown in Figure 6-18. Always read to the next 
higher number, lb find the rivet grip number, deter- 
mine the total thickness of the material to be fastened 
and match it to the corresponding grip number in 
1hble6-14. 

Material 

Bulbed Cherrylock rivets are manufactured in a 
variety of materials to give the user the widest pos- 
sible choice for optimum design. Each rivet was 
developed to provide bulbed Cherrylock perfor- 
mance in the range of shear strengths and tempera- 
tures shown in Table 6-15. 

Strength and Weight 

Ihble 6-16 shows minumum rivet shear and tensile 
strength (in pounds) in steel coupons for bulbed 
Cherrylock rivets. Table 6-17 shows installed 
weights. 

Conversion 

Tkble 6-18 shows bulbed Cherrylock rivet numbers 
converted to NAS numbers. Tkbles 6-19, 6-20, and 6-21 
give detailed specifications for NAS 1738 bulbed Cher- 
rylock rivets (unrorsaMiead). Tables 6-22, 6-23, and 
6-24 give detailed specifications for NAS 1739 bulbed 
Cherrylock rivets (countersunk-head) . 



) 



6-22 



FM 1-563 




S/w**flop 




$h*ar ring gudjitnNtt blind* 
rife fau/t«d h«»d in iniflijrwnr 
grip Qppiicatkw, 





'nnfflf ft VOfl 



IJJrtdt<*bv/bf»adJf 

rOf M#fl DWOW fFlffllfVMMt 




Blind tid* bulbmi h*od. 




(MAXIMUM GRIP 
ILLUSTRATED) 



Figure 6-14. Bulbed Cherrylock rivet 
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NAS1738B5-4 









Maximum Grip Length in 
16thi of an Inch (-4 = 4/16) 

I Shank Diameter -4 (. 1 40) 

-5 (.173) and -6 (.201) 

— Rivet Type — Material Combination 

- Head Style Odd Number = Countersink 

Even Number = Protruding 

NAS Number 



CR2249-5-4 
t 



Maximum Grip length in 
16*hs of an Inch (-4 = 4/16) 



Shank Diameter 



*4(,T40) 

-5 (.173) and -6 (.201) 



Head Style Odd Number = Protruding 
Even Number = Countersink 



Rivet Type — Material Combination 



Cherry Rivet 



) 



Figure 6-15. Part-numbering system (bulbed Cherrylock rivets) 




Figure 6-16. Head styles (bulbed Cherrylock rivets) 
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Figure 6-17. Grip length (bulbed Cherrylock rivets) 
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Figure 6-18. Cherry selector gage 



Table 6-14. Material thickness chart 



MATERIAL THICKNESS RANGE 


RIVET 
GRIP NO 


MINIMUM 


MAXIMUM 


NONE 


1/16' 


1 


1/16' 


1/8' 


2 


1/8* 


3/16* 


3 


3/16' 


1/4' 


4 


1/4' 


5/16' 


5 


5/16' 3/8' 


; 


3/8' 


7/16' 
1/2' 


I 


7/16' 


8 


1/2' 


9/16' 


9 


9/16' 


5/8' 


10 


5/8' 


11/16' 


11 


11/16' 


3/4' 


12 


3/4' 


13/16* 


13 


13/16' 


7/8* 


14 


7/8' 


15/16' 


15 


15/16' 


1' 


16 
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Table 6-15. Range of shear strengths and temperatures 



RIVET SLEEVE 
MATERIAL 


RIVET ULTIMATE SHEAR 
STRENGTH ROOM TEMPERATURE 
(OSiJ 


TYPICAL MAXIMUM 
TEMPER ATURE USE (°F) 


5056 

Monel 

CHESInco600 


50.000 
55,000 

75,000 


250 
900 

1400 



Table 6-16. Minimum rivet shear and tensile strength (pounds) in steel coupons 
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2235 
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2839 


2235 


2538 


I 2838 


Rivet 




2248 


2239 


2540 


2545 


2840 


2845 


2238 


2539 


2839 


Die 


Sheet 




2245 










2239 


2540 


2840 
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Thick- 




2249 
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2545 


2845 


6rip 


ness 














2248 
2249 








-2 


2X.062 


480 


592 


570 














-4 


-3 


2x.093 


619 


692 


785 


895 


1008 


1143 


345 


490 


570 




-4 


2x.l25 


741 


771 


895 


895 


1194 


1221 










-5 


2X.156 


814^ 


814 


895 


895 


1221 


1221 










-3 


2 x .093 


815 


982 


1010 


1290 


1373 


1547 








-5 


-4 


2X.125 


977 


1080 


1270 


1353 


1607 


1820 










-S 


2X.156 


1137 


1177 


1353 


1353 


1842 


1845 


530 


740 


860 




-6 


2X.187 


1230 


1230 


1353 


1353 
"l575 ' 


1845 
1720 


1845 










-3 


2x.093 


1005 


1240 


1210 


1943 










-4 


2X.125 


1200 


1386 


1510 


1823 


1990 


2251 








-6 


-5 


2x.l56 


1388 


1504 


1823 


1823 


2260 


2488 


710 


1000 


1160 




-6 


2x.l87 


1579 


1617 


1823 


1823 


2488 


2488 










-7 


2X.219 


1658 


1658 


1823 


1823 


2488 


2488 
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Table 6-17. Installed weights 



Bulbed Cherrylock Locked Spindle Rivets (Pounds per 1000 Pieces) 








De* 

NumJbar 


2236 
2246 


2238 
2248 


2239 
2249 


2638P 

2538 


2539P 

2539 


2640 


2645 


2838 


2839 


2840 


2846 


1 4-1 
4-2 
4*3 
44 


74 


69 


.88 


1.09 


1.41 


1.50 


1.30 


1.10 


1.50 


1.60 


1.39 


91 


£7 


1.06 


1.38 


1.70 


1.79 


1.59 


1.39 


1.79 


139 


1.68 




1 09 


1.05 


1.24 


1.67 


1.99 


2.08 


1.88 


1.68 


2.08 


2.18 


1.97 




1 27 


1.23 


1.42 


1.96 


2.28 


2.37 


2.16 


1.97 


2.37 


2.47 


2.25 




4£ 


1 44 


1.41 


1.60 


2.25 


2.57 


2.66 


2.45 


2.26 


2.66 


2.76 


2.54 




1 *6 




1.59 


1.78 


2.54 


236 


2.95 


— 


2.55 


2.95 


3.05 | 


— 




4.7 




1.77 


1.96 


2.83 


3.16 


3.24 


— 


2.64 


3.24 


3.34 


— 




44 




1.95 


2.14 


3.12 


3.44 


3.53 


- 


3.13 


3.53 


3.63 


— 




; *• 


- 


2.13 


2.32 


3.41 


3.73 


3.82 


— 


3.42 


3.82 


3.92 






6-1 
6-2 

1 6-6 
64 
66 
5-6 

6-7 
66 
66 

6-10 


1 24 




1.48 


_ 


2.46 


. 


2.43 


— 


2.70 


- 


2.67 


1 52 


1.46 


1.76 


2.38 


231 


3.60 


2.86 


2.40 


3.13 


3.50 


3.08 




1 81 


1.74 


2.04 


233 


3.36 


4.05 


3.30 


2.83 


3.56 


3.93 


3.50 




206 


2.02 


2.32 


3.28 


331 


4.50 


3.73 


3.26 


3.99 


4.35 


3.91 




2 35 


2.30 


2.60 


3.73 


4.26 


4.95 


4.17 


3.69 


4.42 


4.79 


4.53 




263 


2.58 


2.88 


4.18" 


4.71 


5.40 


4.62 


4.12 


4.85 


5.22 


4.76 






2.86 


3.16 


4.63 


5.16 


5.65 


— 


4.55 


5.28 


5.65 


— 






3.14 


3.44 


5.08 


5.61 


6.30 


— 


4.98 


5.71 


6.08 


— 






3.42 


3.72 


5.53 


6.06 


6.75 


— 


5.41 


6.14 


6.51 


— 






3.70 


4.00 


5.98 


6.51 


7.20 


— 


5.84 


6.57 


6.94 


— 




6-11 


- 


3.98 


4.28 


6.43 


6.96 


7.65 


— 


6.27 


7.00 


7.37 


" 




e>i 

M 

63 
64 

66 


2.00 
2 38 


2.47 


2.47 
235 


337 


337 
4.59 


530 


4.18 
4.78 


3.70 


4.30 
4.89 


5.60 


4.51 
5.08 


2 77 


2.85 


3.24 


4.59 


5.21 


6.52 


5.39 


4.29 


5.48 


6.19 


5.66 




315 


3.24 


3.62 


5.21 


5.83 


7.14 


6.00 


4.68 


6.07 


6.78 


6.24 




3 53 


3.62 


4.01 


5.83 


6.45 


7.76 


6.60 


5.47 


6.66 


7.37 


6.81 




66 


3.90 


4.01 


4.39 


6.45 


7.07 


8.38 


7.20 


6.06 


7.25 


7.95 


7.38 




6-7 


4.29 


4.39 


4.78 


7.07 


7.69 


9.00 


7,80 


6.65 


7.84 


8.55 


7.95 




66 


4.68 


4.78 


5.16 


7.69 


8.31 


9.62 


8.41 


7.24 


8.43 


9.14 


8.53 




66 




5.17 


5.54 


831 


8.93 


10.24 


— 


7.83 


9.02 


9.73 


— 




6-10 
6-11 




5.55 


5.93 


8.93 


9.55 


10.86 


— 


8.42 


9.61 


10.32 


— 






5.94 


6.31 


9.55 


10.17 


11.48 


— 


9.01 


10.20 


10.91 


— 




6-12 


- 


6.32 


6.70 


10.17 


10.79 


12.10 




9.60 


10.79 


11.50 







Table 6-18. Conversion table (bulbed Cherrylock rivets) 



tKAOCTLE 



UNIVERSAL 

HEAD 



NAS1738B 
1738E 
1738M 
1738MW 
1738C 
1738CW 



' 



BAfteOUU* tCHtMVWUitWW 



COUNTERSUNK 

HEAD 

IMS20426) 



NAS 1739B 
1739E 
1739M 
1739MW 
1739C 
1739CW 



CR2249 
2239 
2539 
2539P 
2839 
2839CW 



CR2248 
2238 
2538 
2536P 
2838 
2838CW 



fuvmuTfniAt 



5056 Aluminum 

5056 Aluminum 

Monti 

Monti, Cad. PI I'd. 

Incontl 600 

Incontl 600. Cad. Pli'd. 



5056 Aluminum 

5056 Aluminum 

Monel 

Monel, Cad. Pll'd. 

Incontl 600 

Incontl 600, Cad. Pll'd. 



ITOMATflMl 



Alloy Stttl, Cad. Plt'd. 
Incontl 600 
Incontl 600 
Incontl 600 
A286CRES 
A286CRES 



Alloy Steel. Cad. Pll'd. 
Incontl 600 
Inconel 600 
Incontl 600 
A286CRES 
A286CRES 
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Table 6-19. Dash number specifications (NAS 1738) 



in 






T/B 

5/32 
3/16 



020 
.026 
.030 



MIM HI NO CLEAtANCE 
fOft SATISFACTORY 
INSTALLATION 




MFG. IDENTIFICATION:-^ a 
LETTER T 




1 OR C- INCONEL 
(C REQUIRED AFTER 1/1 /BO) 
NO IDENTIFICATION 
FOR 5066 ALUMINUM 

GRIP IDENTIFICATION 



OPTIONAL CONFIGURATION 
FOR A2M AND INCONEL STEMS 




L ji r 



Ztitr.i 



RECESSED 
CONE 



MAX UNDERCUT 



»IA BAM SO 


-4 


-5 


•i 


DIA ♦.00J/-.001 


.140 


.17) 


.201 


A s.010 


.250 


.312 


.373 


1 +.010/ -.000 


.054 


.047 


.000 


M (MIH.) 


.375 


.375 


.373 


s +.oot/».oo) 


.090 


.112 

■ 


.132 


T (UF.) 


.lit 


.140 


.174 


F (MAX.) 


.143 


.176 


.205 


IK 


ALUMINUM 


.30 


.33 


.37 


MOMiaWCONU 


.33 


.37 


.41 


Z (Mf) 


1*5 


t.« 


1.45 















Table 6-20. Rivet diameters (NAS 1738) 




















anruMis 

HANOI 


mvrr 
onour 


178 DIAMETER 


6/32 DIAMETER 3/16 DIAMETER 




DAW 

MO 


ALUMINUM 


MONEL* 
INCONEL 


DASH 


ALUMINUM 


MONEL ft I 
INCONEL | 


DAW 
NO 


ALUMINUM 


MONEL & 
INCONEL 


MtN 


MAX 


L 


K 


L 


K 




L 


K 


L 


K | 


L 
.233 


K 


L 


K 


(1) 


J062 


A 


4-1 


.183 


.32 


.203 


34 


5-1 


.205 


.35 


.236 


.39 


6-1 


.39 


.264 


.43 


J063 


.126 


4-2 


.242 


.38 


.265 


.40 


6-2 


.265 


.41 


.298 


.45 


6-2 


.293 


.45 


,326 


.49 


.126 


.167 ; 


44 


.306 


.46 


.328 


.47 


64 


.329 


.47 


.360 


.51 


6-3 


.357 


.52 


.389 


.55 


.188 


.250 


44 


470 


.51 


.390 


.53 


54 


.393 


.54 


.423 


.58 


84 


.421 


.58 


.462 


61 


.251 


.312 


44 


.434 


.68 


.463 


.69 


54 


.457 


.60 


.485 


.64 


64 


.486 


.66 


.614 


.68 


.313 


.376 


44 


.498 


.64 


.616 


.66 


64 


.521 


.67 


.548 


,70 


64 


.549 


.71 


.577 


.74 


-378 


.437 


4-7 


.682 


.71 


.578 


.72 


6-7 


.585 


.73 


.610 


.76 


6-7 


.613 


.78 


.639 


.80 


An 


J600 


44 


,628 


.77 


.640 


.78 


64 


.649 


.80 


.673 


.83 


84 


.677 


.84 


.702 


.86 


.501 


.862 


44 


.680 


.84 


703 


.84 


54 


.713 


.86 


.735 


.89 


64 


.741 


JI 


.764 


.93 


.663 


j825 












5-10 


.777 


.93 


.798 


.95 


6-10 


806 


.97 


.827 


.99 


J828 


467 












5-11 


.841 


.99 


.860 


1.01 


6-11 


.869 


1.04 


.889 


1.05 


.688 


.760 






















6-12 


.933 


1.10 


552 


1.11 


















rivet 


' QUO 


UP REFERS 


TO SI 


HIPT-I 


»OINT 


' SET 


ting 


or R 


EIVETER. 

















) 
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Table 6-21. Rivet numbers, material, and finish description (NAS 1738) 



RIVET 


m 

in 

COSE 


MATERUL 


FINISH 


RIVET 


ITEM 


LOCK AINB 


RIVET 


STEM 


LOCK HM6 


CR223Q 
NAS17ME 


AAP 


50M-F 

OQ-A-430 


INCONEL 
000 


MONEL 
QQ-N-281 


MJL^A-8626 

OR 
MIL-C-5541 


NONE 


NONE 


CH2240 

NAS173H 


AAO 


6066-F 
OQA-430 


8740 STEEL 


MONEL 
OQ-N-2E1 


MIL-A-8826 

OR 
MIL-C-6641 


CADMIUM PLATE 
QQ-P-416 
TYPE II 


NONE 


CA2S30 
NAS17MM 


AAR 


MONEL 
QO-N2E1 


INCONEL 
600 


MONEL 
QO-N-281 


NONE 


NONE 


NONE 


CR2S39P 
NAS173EMW 


AAS 


MONSL 
QO-N-281 


INCONEL 

•00 
AMS $661 


MONEL 
QO-N-281 


CADMIUM PLATE 

QOP-418 

TYPE II 


NONE 


NONE 


Cft2S3t 
NAtlTSSC 


AN 


INCONEL 

•00 
AMCME7 


A-2S6* CRE8 
AM8 6731 


INCONEL 

800 
AM868B7 


NONE 


NONE 


NONE 


CR2839CW 
NAS173EOW 





INCONEL 

•00 
AMS6887 


A-208CRE8 
AMS 6732 


INCONEL 
BOO 

AMS 8867 


CADMIUM PLATE 

QOP-416 

TYPE II 


NONE 


NONE 



DO NOT CLEAN OR DECREASE PRIOR TO INSTALLATION. ALL OF THE RIVETS ABOVE MAY 8E 
LUBRICATED IN ACCORDANCE WITH NAS 1740. LUBRICANT MUST NOT BE REMOVEDI 



Table 6-22. Dash number specifications (NAS 1739) 



Table 6-2*. DASH NUMBER SPECIFICATIONS 



MFG IDENTIFICATION 
LETTER 'V 



+ INOICATCS 
MiCONCL 800 STEM 




MATttlAL CODE 
M — MONEL 

1 OR C • INCONEL 

(C REQUIRED AFTER 1/1/801 

NO IDENTIFICATION 
FOR 5066 ALUMINUM 

GRIP IDENTIFICATION 



aa- 



rr|00"±l£* FOE MONEL I 
INCONEL RIVETS 

r HEAD DIAMETERS ME TO THEORETICAL 
SHARP CORNCRS AS MEASURED SV 
PROJECTION. 



MlN. 811 ND CLEARANCE 
FOB SAHSfACTOiiy 
INSTALLATION 




OPTIONAL CONFIGURATION 
FOR A2B6 ANO INCONEL STEMS 




-215 MONEL ft INCONEL 
.005 



»U BASH SO 


-A 


•5 


•6 


DM +. 003/ -.001 


.140 


.173 


.201 


A ±.004 


.225 


.286 


.333 


■ (EET) 


.01} 


.047 


.063 


M (HIM) 


.175 


.373 


.375 


S ♦. 006/-. 001 


.090 


.112 


.132 


T (WF) 


.119 


.148 


.174 


F (MAX) 


.143 


.176 


.205 


■K 


ALI/MIMM 


.30 


.33 


.37 


MONfLtlRCORa 


-11 


.37 


.41 


2 (EEFJ 


\M 


1.57 


1.59 
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Table 6-23. Rivet diameters (NAS 1739) 



QRPL 


IMITS 

IGE 


- 




1/8 DIAMETER 5/32 DIAMETER 




3/16 DIAMETER 


1/1 
RAM 


RIVET 
GROUP 


DASH 
NO 


ALUM 


INUM 


MOn 
INCO 


jjjgf DASH ALUMINUM 
K I If 


MONEL* 
INCONEL 

1 K 


DASH ALUMINUM 

NO , 

L K 


MONEL* 
INCONEL 

L K 


MIM. 
.045 


MAX. 
.062 


A 


4-1 


L 
.220 


It 

.36 


u 
.203 


.34 


















.«3* 


.125 


4-2 


.242 


.38 


.265 


.40 


5-2 


.265 


.41 


.298 


.45 


6-2 


.293 


.45 


.326 


.49 


.126 


.187 


4-3 


.306 


.45 


.328 


.47 5-3 


.329 


.47 


.360 


.51 


6-3 


.357 


.52 


.389 


.56 


.188 


.250 


4-4 


.370 


.51 


.390 


.53 &4 


.393 


.54 


.423 


.58 


64 


.421 


.58 


.452 


.61 


.251 


.312 


4-5 


.434 


.58 


.453 


.59 


5-5 


.457 


.60 


.486 


.64 


6-5 


.485 


.65 


.514 


.68 


.313 


,375 


4* 


.498 


.64 


.515 


.65 


54 


.521 


.67 


.548 


.70 


e-e 


.549 


.71 


.577 


.74 


.376 


.437 


4-7 


.562 


.71 


.678 


.72 


5-7 


.685 


.73 


.610 


.76 


6-7 


.613 


.78 


.639 


.80 


.438 


.500 


4-8 


.626 


.77 


.640 


.78 


5-8 


.649 


.80 


.673 


.83 


6-8 


.677 


.84 


.702 


.86 


.501 


.562 


4-9 


.690 


.84 


.703 


.84 


5-9 


.713 


.86 


.735 


.89 


6-9 


.741 


.91 


.764 


.93 


.563 


.625 












5-10 


.777 


.93 


.798 


.95 


6-10 


.805 


.97 


.827 


.99 


.626 


.687 












5-11 


.841 


.99 


.860 


1.01 


6-11 


.869 


1.04 


.889 


1.05 


.688 


.750 












1 








16-12 


.933 


1.10 


.952 


1.11 



A HIN GUP FOR -6-2 Lt .073. 

RIVET GROUP REFERS TO SHIFT-POINT SETTING OF RIVETER. 



Table 6-24. Rivet number, material, and finish description (NAS 1739) 



RIVET 

NUIUEft 


NAS 
12) 

CODE 


MATERIAL 


FINISH 


RIVET 


STEM 


LOCK RIN6 


RIVET 


STEM 


LOCK RING 


CR2238 
NAS 173BE 


AAV 


605SF 

QQA-430 


I INCONEL GOO 
AMS566S 


MONEL 
OQ-N-2II 


MIL -A -8626 
OR 

MIL4-5541 


NONE 


NONE 


CR2248 
NAS 17388 


AAT 


5056-F 

QQ-A-430 


8740 STEEL 
AMS 6322 


MONEL 
QO-N-281 


Ml LA -8625 

OR 
MIL-C-5541 


CADMIUM PLATE 
QQ-P-416 
TVPE II 


NONE 


CR2S36 
NAS1739M 


AAW 


MONEL 
QffN-261 


INCONEL 600 
AMS 6665 


MONEL 
00 -N 281 


NONE 


NONE 


NONE 


CR2638P 
NASI738MW 


AAX 


MONEL 
Q3-N-2B1 


INCONEL 600 
AMS 6665 


MONEL 
QQ-N-261 


CADMIUM PLATE 
Q0#4I6 
TYPE II 


NONE 


NONE 


CR2B38 
NAS1739C 


ADJ 


INCONEL 600 
AMS 5667 


A -286 CRES 
AMS 6732 


INCONEL 

600 
AMS 56S7 


NONE 


NONE 


NONE 


CR2838CW 
NAS1739CW 





INCONEL 600 
AMS 5687 


A286CRES 
AMS 5732 


INCONEL 

600 
AMS B6B7 


CADMIUM PLATE 
OOP-416 
TVPE II 


NONE 


NONE 



do not clean or degrease prior to installation. all of the rivets above may be 
Lubricated in Taccoroance with nas ww. lubricant must not be removed* 



) 
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NOTE: NAS 1740 procurement specifica- 
tion also applies to NAS 1738 and 1739 
rivets. 

NOTE: Bulbed Cherrylocks are designed to 
be used in both thick and thin sheets. Due 
to their large bulbed blind head (similar to 
a solid rivet), they are especially suited for 
double-dimple or high-vibration applica- 
tions. Bulbed Cherrylocks can also be used 
to replace some solid rivets and in fiberglass 
or composites because the column collapses 
in a way that prevents crazing or cracking of 
parent material. 

WIREDRAW CHERRYLOCK RIVETS 

Wiredraw rivets are locked, spindle, and flush- 
fracturing structural rivets within the limits of 
NAS 1400. They come in a wide range of sizes, 
materials, and strength levels. These fasteners 
are well suited for sealing, especially in joints 
requiring excessive sheet take-up. 

Wiredraw Cherrylock rivets have the following 
design features: 

• Mechanically locked stem -ensures 
reliability, no lost stems. 

• Wide grip range - exceeds V16-inch NAS re- 
quirements. 

• Inspection of installed rivets -is according to 
TM 55-1500-204-25/1. 

• Positive hole fill - increases joint strength. 

• High sheet clamp-up - increases fatigue 



• Excellent head seating- ensures fewer rejec- 
tions. 

• Flush-fracturing spindle -requires no shav- 
ing. 

• Head marking — includes grip, materials, and 
manufacturer's identification for ready in- 
spection. 

Refer to Figure 6-19 for a description of how 
wiredraw rivets work. 

Before pulling begins, the rivet appears as shown (A) . 
Pulling head pulls stem in and blind head forms 
against blind sheet (B). Blind head clamps sheets 
together (C). Stem begins to wiredraw and fill hole 
(D). Hole fill is completed and pulling head auto- 
matically stops stem with break notch flush with rivet 



head. Locking collar is now ready to be inserted (E). 
Pulling head has inserted locking collar and stem has 
fractured flush with rivet head. Installation is com- 
plete (F). 

Selection 

Material 

Cherrylock rivets are manufactured in a variety of 
materials to give the user the widest possible choice 
for various situations. Each rivet was developed for 
a particular functional use, as shown in Table 6-25. 

Strength 

Table 6-26 gives minimum rivet shear and tensile 
strength for various materials in steel coupons. 

Conversion 

Table 6-27 shows NAS numbers converted to Cherry 
numbers for Cherrylock rivets. 

Tables 6-28, 6-29, and 6-30 give detailed specifications 
for NAS 1398 universal-head rivets. Tables 6-31, 6-32, 
and 6-33 give detailed specification for NAS 1399 
countersunk-head rivets. 

NOTE: NAS 1400 procurement specifica- 
tion applies to NAS 1398 and 1399 rivets. 

NOTE FOR USE IN LONG GRIP AP- 
PLICATIONS: Wiredraw Cherrylocks pro- 
vide complete hole fill, which makes them 
especially well suited for applications re- 
quiring sealing capabilities. An additional 
advantage of wiredraw Cherrylocks is that 
they can be installed in stack-ups totaling 
1/16 inch less than the stated minimum for a 
given grip. This in effect increases the total 
grip range to 1/8 inch rather than 1/16 inch. 
This is not recommended as a regular prac- 
tice because it adds to the weight. However, 
it does not degrade joint integrity. 

CHERRYLOCK AND BULBED CHERRYLOCK 
INSTALLATION 

Install Cherrylock and bulbed Cherrylock rivets as 

follows: 

• Prepare the hole. Refer to Table 6-34 for 
recommended drill sizes and countersunk 
diameter limits. 

NOTE: Do not deburr the blind side of the 
hole. 
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Figure 6-19. Wiredraw Cherrylock rivet 



) 
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Table 6-25. Materials used In wiredraw Cherrylock rivets 



RIVET SLEEVE 
KATMIAL 



SOM 

2017 



A266 CUES {NASI 3*/ « Hyf.) 



HWET ULTIMATE 8HEAM _ t 
•THENBTH (llHff TEMMMTUHJ 



30,000 pal 
MJOOOptl 
55,000 pil 

75,000 pd 
95,000 p*l 



TYHCAL MAXIMUM 
TEMPERATURE UIE *F 



250 
250 
900 

1200 
1200 



'95KSI f*itww for um in high btwlrvg «tr«ng<h nwltrial, ttwl, CRES, Tl, •*. 



Table 6-26. Minimum rivet shear and tensile strength (pounds) 
in steel coupons (wiredraw Cherrylock rivets) 



«IEDMW 




ftlNQLt SMEAR PER NA*f409 

ALUMINUM MONEL J. 




CRES 




nmm KM 

ALU- 
MINUM 


Mii-cro-m 

MONEL 


II TUT 6 
CREI 


Wvit 
Dim 

ft 
*ip 


Shwt 
TMek. 

MSft 


2162 
2164 


2163 | 

1 

! 


2262 


2263 


2562 
2564 


2563 


2642 

* 


2643 

* 


2652 
2662 
2664 


2653 
2663 


2162 
2163 
2164 
2262 
2263 


2562 
2563 
2564 


2642 

2643 
2652 
2653 
2662 
2663 
2664 


-3 


-2 


2% Ml 
2X.Q93 


















453(4 
543(« 


543(4 
543(4 






3301* 


-4 


-1 
-2 
-3 

-4 


2x431 
2x462 

21.093 
2 x .125 


312 
450 

494 


302 

494 
494 
494 


245 

355 
388 


m 

388 
388 
388 


450 
640 
710 


435 

710 
719 
710 


700 
1230 
1230 


810 
1215 
1230 
1230 


610 
870 
970 


590 
970 
970 
970 


230 


340 


640 


-5 


-1 
-2 
-3 

-4 

-4 


2X.031 
2iM2 

2R.125 
21.150 


820 
710 
755 


410 
645 

755 

1 755 

755 


490 
550 
596 


325 
510 
596 
596 
596 


•60 
1000 
1090 


595 

930 
1090 
1090 
1090 


1450 
1885 
1885 


1115 
1620 
1885 
1885 
1885 


1230 
1350 
1490 


810 
1270 
, 1490 
1490 
1490 


375 


550 


looo L 


-I 


-2 
-3 

-4 
-3 

-% 


It MO. 
2X.093 
21.125 
2 1.154 
2E.187 


710 
930 

1020 
1090 


610 
1090 
1090 
1090 
1090 


560 

730 
820 
862 


640 
862 
862 
862 
862 


1030 
1310 
1490 
1560 


1180 
1560 
1580 
| 1580 
1580 


1550 
2365 

2720 
2720 


2085 

2720 
2720 
2720 
2720 


1400 
1800 
2000 

2150 


1600 
2150 
2150 
2150 
2150 


540 


780 


1500 


-3 


-2 
-3 

-4 
-S 
-• 

-7 


2x462 
21.093 
21.125 
2X.150 
21.117 

2x.ni 

2X.250 


1250 

1610 

11780 

11920 

| 1970 


1180 
1580 
1970 
1970 
1970 
1970 
1970 


960 
11280 
1400 
1520 
1550 


930 
1240 
1550 
1350 
1550 
1550 
1550 


1800 
2300 

2550 

1 2800 

2640 


1700 
2280 

2840 
2840 

2840 
2840 
2840 


2740 
3870 
4910 
4910 
4910 


3200 
4000 
4830 

4910 
4910 
4910 
4910 


2450 
3200 
3450 
3700 
3890 


Iliiili 


1000 


1450 


2700 


1 
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Table 6-27. Conversion table (wiredraw Cherrylock rivets) 



HEAD STYLE 



UNIVERSAL 
HEAD 



XASNUMIER 



CHERRY RUM! ER 



NAS 13968 



1398C 

139BCW 

13960 

1398M 

1398MS 

1398MW 



CR2263 
2643* 
2653 
2663 
2663CW 
2163 
2S63M 
2563S 
2563 



COUNTERSUNK] NAS 1399B 
HEAD 
IMS20426) 



I 



1399C 

1399CW 

1399D 

1399M 

1399MS 

1399MW 



RIVET MATERIAL 



CR2262 
2642* 
2652 
2662 
2662CW 
2162 
2562M 
2562S 
2562 



5056 Aluminum 

A286CRES 

A286CRES 

A2B6CRES 

A286CRES,Ctd 

2017 Aluminum 



Monti, SUvw PUtttd 
Monti, CtdPUltd 



STEM MATERIAL 



7075 Aluminum 

A286CRES.STA 

A286CRES # AnnMtadPluo 

A286CRES < AnflMled Plug 

A286 CRES r AmMM Plus 

7075 Aluminum 

Monti 

Monti 

Monti 







5056 Aluminum 

A266CRES 

A286CRE5 

A286CRES 

A286CRES,CtdPUitd 

2017 Aluminum 

Monti 

Monti. SilvtrFtattd 

Montl # Ctd Pltftd 


7075 Aluminum 

A286CRES.STA 

A286 CRES.Anntaltd Plug 

A266CRES.AnnuttdPlug 

A286 CRES,Anntflttd Plug 

7075 Aluminum 

Monti 

Monti 

Monel 



* 96KSI ftrttntr for utt in high btaring ttrtngth mittritl, ttttl. ORES, Ti. ttc 



M1N HIND CLEAtANCE IK 

IHiTUlAllON 

Hh*M h**d mvf 

Mfor* IrMUlMilOit 

MFC 

IDENTIFICATION: • 
LElTtftT \ 




_ M -J Lft L T t«Rip-J L 



-DIA. 




MATIttAt COOT 

C -Utt 

NO l««WJMCAl*ON 



MAX. UNDERCUT 






n 



OR* IDENTIFICATION ■ 
'NO MAO MAttlNQ OH 4 QUUfltlll WVIU 



) 
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Table 6-28. Dash number specifications (NAS 1398) 



•IA MSMNO 


•#*> 


•4 


•9 


4 


•8 


DIA +.003/-.001 


.094 


.12$ 


.158 


.187 


.250 


A 


.187 ±.009 


.250±.012 


.312±.016 


.375±.019 


.500±.025 


B +.010/-.000 


.040 


.054 


.067 


.080 


.107 


N (MIN ) 


.375 


.375 


.375 


.375 


.375 


S ±.003 


.069 


.090 


.112 


.132 


.178 


T (REF ) 


.089 


.119 


.148 


.174 


.232 


P ±.007 


.090±.004 


.111 


.139 


.164 


.219 


(REF) 


A GROUP 


1.78 


1.79 


1.81 


1.85 


1.97 


B GROUP 






2.06 


2.10 


2.22 


C GROUP 










2.47 



Table 6-29. Rivet diameters (NAS 1398) 



IVET DIAMETERS (NAS 1398) 



BSrPLIWTB 


■IVIT 


3/» MAMWUr*) 


i/8BiAMma 


9/82 IIAMniB 


8/16 BIAMtriB 


1/4 BIAMCTU 


1/18" IAMBI 


BUM 

m 


um 


M 


I 


U 


6UB 

B* 


LAT* 


B 


R 


BK 


BAM 

m 


L61W 


II 


B 


BB 


B« 


UTM 


B 


K 


K 


m 


utn| h 


I 


K 


MR 


MU 


Ul 


.062 


A 


3-1 


.156 


■ 131 


J3 


.22 


W 


.188 


.147 


.39 


.30 


5-1 


.188 


127 


36 


24 


4-1 


.141 


107 


37 


.37 




_. i 4 






.063 


.125 


3-2 


519 


172 


43 


26 


4-2 


.230 


.203 


.51 


.41 


3-2 


.250 
313 


183 

.239 
295 


49 

.61 
73 


3* 
39 
45 


6-2 


.250 


.163 
.319 


.46 


3* 


6-2 


.313' .179 


57 


.37 


.128 


.167 


3-3 


.281 


211 


53 


M 


4-3 


.313 


254 


.63 


51 


6-3 J -313 


.60 


3? 


1-3 


.375! .235 


.49 


.43 


.188 


.250 


34 


.344 


.254 


.63 


.34 


4-4 


.375 


.313 


,75 


46 


54 


375 


64 .375 


.273 


72 


.42 


1-4 


.438 291 


41 


41 


251 


.312 












4-5 


.438 


.371 


87 


.51 


5-5 


.438 


351 


45 





6-5 


.438 


331 


.84 


.41 


4 5 


.500: .147 

— —t- ■ 


93 


.54 


313 


.375 












44 


.500 


.427 


.96 


5? 


54 


.500 


.407 


87 


56 


64 


.500 r. 387 


.96 


.54 


64 


™ 


403 


104 

1.16 


.60 


.378 


.437 












4-7" 


.543 


483 


111 


« 


5-7 


.563 


,463 


109 


62 


6-7 


.563 


.46 J 


1.08 


&0 


6-7 


„s 


65 


.438 


.500 










44* 


.625 


,549 


1.23 


.69 


3-S 


.625 


.519 


1.70 


6? 


64 


.625 


499 

410 
.470 


120 
1.37 


.65 


84 


.666; .515 


126 


.71 


.501 


.562 


8 




















M"l 


6U 


471 


137 


Jt 


6-9 j 441 


7f, 


1-9 


.750 .630 
i 


146 


82 


.563 


.625 






















1-19* 


.750 


686 


1.54 


M 


6-18 ! 750 


1.49 


6? 


4-10 


613 ( .690 


158 
1 70 


.66 


.628 


.687 
































6-11 .113 


730 


161 


84 


4-11 


875 750 


.CM 


.750 
































Ml 


.675 


.790 


1.74 


94 


8-12 


.938 .610 


1.63 


100 


731 


.812 


C 






































8-13 


IOW 


47(1 


1.96 


10& 


.613 


675 


















i 




















6-14 


1.063J 930 


207 


1.13 



ID 



iJVCTilA 


MM BAir 


3/32 


.CM 


1/1 


.025 


5/32 


Wl 


l/H 


JOT 



NOTES: 



(2) 3/32" flimtof Willi** in A-2B4 Oft*. Ntl ctvtrt* by NA3138B 

(31 Not c*vt rod by NAS139S 

(4) Only toMrod by MAS1398 for A-3M «n6 UwmI 

RIVET GROUP REFERS TO SHIFT-POINT SETTING OF RIVETER. 
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"Able 6-30. Universal-head rivets (rivet number, material, and finish) (NAS 1398) 



i 



imr 

NUMBER 


NAS 
12) 

CODE 


MATERIAL 


FINISH 


RIWT 


ITEM 


lock mm 


RIVET 


STEM 


LOCK RUM 


HAS I|Sm> 


RL 


&£& 


«3&o 


ssas 


VICUOW COLON 

MH-^maa 
hrJSWu 


MlL-C-BMl 


NONE«> 


CR UN 
NAI ItfMB 


RK 


90MVF 

QQ A 110 


«B3W 


SKJS 


- lerftatw 


MIL-C4M1 


NONC* W 


cnatu 

HAS 1MRMW 


T* 


MONCL 
QQ-N-M1 


MONEL 
OO-N-tU 


MONEL 
QON-aU 


CADMIUM PLATE 
QO-P-4U 
TYPE II 


NONC 


NONE 


CRMUM 

NAB I1NM 


RM 


MONIL 

oo-N-aai 


MONEL 

oo>N<a« 


MONEL 
QQ-NML 


NONt 


NONE 


NONC 


CRaaaic 

HAS 11MMS 


TL 


MONIL 
QQ4MSI 


MONEL 

ooN-au 


MONEL 
QQ-N-211 


SILVER PLATE 
CHERRY 
RPfC.C-U 


NONE 


NONE 


CR3C4S 

ITHRI 


RH 


AM4 crei 

AMSS7U 


A-aa* crei 

AMHTSC 


MONIL 

oo-N-aai 


aPEC. C*M 


ssnum. 

CATION ONLY) 


NONC 


(7) 


ACY 


A4MCAE1 

AMMTtl 


A4MCRU , 

AM157U <•> 


"Sttw 


DRY FILM COAT 

CHERRY 

iPCC.C-30 


NONC 


NONC 


HAS 58c 


RN 


Aim cue* 

AMMTtt 


A-aMcnca 

AMU7tt W 


MONEL 

0044-aai 


DRY PILM COAT 

CHERRY 

SPEC. C-M 


NONE 


NONE 


CR MC3CW 
NM 11MCW 


TM 


A-aWCREt 

AMSS7U 


A*aM CRE* . 
AMSS7S1 W 


MONEL 
Q>N-J« 


CADMIUM PLATE, 
O0-P-4U 
TVPC II 


NONE 


NONE 



NOTE* <•» May taw »•*■ e«4«r «• MamHy ROM immtW. 
(It 



W NttetMrMbyNAIItMirftfi. OuiB<«»N*«rt. 

(•I UNCI (mm* l«r dm Hi tilth MMflnf mfif* nwMrtote; mat. CHER, Tl. mc. 

00 NOT CLEAN OR DECREASE PRIOR TO INSTALLATION. ALL OF THE RIVETS ABOVE MAY BE 

LUBRICATED IN ACCORDANCE WITH NAS1400. LUBRICANT MUST NOT BE REMOVEDI 



M#0 IMNUHCATIOH: I 
HUE! 'T* 




MLATIttAL COM* 
W-JWONIL 
C —ASM- 
NO lOiHTIMCATlON 
POi AlUttlNUM 



04IP> marine ai ion 
•NO HEAD MARKH40 ON 4 DIAMITBI aiVIU 



J*- KCMAH )" • 



— n— J ti\tMJ& La. L^oia, v 

-GRIP-J -h — I 

»l t Ml 



I iittr.) 






btiiM< e«n« 




■ I* IllM CLt«A**CC 
rot t*Tl*#*CT«* 



r HEAR RIAUETCRt ARE TO THE0R1TICAL 
• MARP COANCAI Al MIAIURC* IT 

PROJECTION. 

" r 100* rfclV** FOR MONEL 

i can rivets. 



OPTIONAL ITEM 



- s E3- 
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Table 6-31. Dash-number specifications (NAS 1399) 



tIA MSH NO 


.j« 


■4 


•S 


-6 


-a 


DIA +.003/-.001 


.094 


.125 


.156 


.187 


.250 


MS 20426 HEAD 
A ±.004 


.179 


.225 


.286 


.353 

r ■ 


.476 

.*. 


B (REF ) 


.036 


.042 


.055 


.070 


.095 


N (MIN) 


.375 


.375 


.375 


.375 


.375 


S ±.003 


.069 


.090 


112 


.132 


.178 


T (REF ) 


.089 


.119 


.148 


.174 


.232 


P"±.007 


.090 


.111 


.139 


.164 


.219 


(REF ) 




A GROUP 


1.78 


179 


1.81 


1.85 


1.97 


B GROUP 






2.06 


2.10 


2.22 


C GROUP 








2.35 


2.47 



Table 6-32. Rivet diameters (NAS 1399) 



1/10" IAMC 


tlVCT 
MOW 


Hi 


i/oi oiamctir* 


1/0 1IAMETCR 


l/U OIAMITU 


8/10 IOMETER 


1/4 OIAMETD 


LOIN 


N 


■— 1 

1 


10 


9AM 

Hi 


UTN 


1 


K 


00 


RltM 

* 


LOTH 


H 


« 


OK 


RltM 


10TM 


N 


K 


M 


5 


101N 


N 


ft 


OH 


MIN 


MAI 


(1) 


.125 


A 


3-2 


.219 


.131 


39 


22 


4-2 


.250 


147 


,45 


30 


5-2 


.250 


.127 
.103 
23f 

.295 


.44 
~56 


21 


8-2 


.250 


.107 


44 


.26 












.129 


,187 


33 

3-4 


.281 


,172 


.49 


,21 


4-3 


313 


.203 
2S9 


57 


35 


5-3 


313 


34 


6-3 


,313 


.163 


5S 


.32 


• i 


.375 


,179 


-63 


31 


.118 


.250 


.344 


-211 


50 | .30 


44 


375 


69 

.81 

"n 


41 


54 


.375 


3S 


64 


.375 


.219 


67 


JJ 


64 


.431 


.235 


.75 


43 


251 


312 








-f— 


45 


438 


.315 


46 
52 


5-5 


.431 


79 


4S 


Si 


.438 


.275 


76 


.43 


8-5 


.500 


.791 


J 7 


48 


313 


.375 












4-0 


.500 


.371 


54 


.500 


351 


91 

103 


.50 
54 


8-0 

6-7~ 


.500 
~563 


331 


.90 


48 


4-4 


.563 


.347 


99 


.54 


.376 


♦437 












4-7« 


.503 


4)7 


1.05 


57 


5-7 


.563 


.407 


367 


1.02 


,54 


1-7 


.625 


.403 


111 


M 


,431 


.500 












44<" 


.625 


.493 


1.17 


.63 


54 


.025 


.463 


1.15 


62 


" 


.625 


44) 

1 i 


1.14 


.60 


84 


.611 


.459 


1 23 


65 


.501 


.502 










~ 










34'" 


.086 


919 


1 27 


0? 


8-0 


Mi 


.499 


1.26 


.65 


0-9 


.750 


.515 

.430 


1.34 


71 


.561 


.825 


1 




















MO*' 


750 


426 


71 


6-10 


.750 


610 


14) 


76 


1-10 


813 


1.52 


U 


.826 


.807 






























0-11 


613 


.670 


155 


.82 


Ml 


.175 


690 


1.64 


.11 


.801 


750 






























! 


6-12 


.875 


.730 


107 


.44 


0-12 


.931 


,710 


177 


.94 


.751 


.812 














.. - 


— 










; 




Ul° 


.916 


.790 


1.79 


.94 


4-13 


1.000 


.610 


1.89 


100 


.811 


.875 


C 












U*" 


1.000 


.050 


191 


100 


0-14 


11.063 


470 


2.01 


lot 



[1) 



UY1T0M 


MIR SUP 


lyjl 


.061 


1/1 


.063 


5 32 


.075 


3/ 16 


.090 



NOTES: 



it) 3/32" OliiMttr avAitaOtt in A-206 «ily. Not uv«ffd by HA1U99 
3J Not eovertd by nasi 399 
(4) Only cevtfii by NASU99 for A-266 mO Monti 

RIVET GROUP REFERS TO SHIFT-POINT SETTING OF RIVETER. 
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Table 6-33. Head style (rivet number, material, and finish) (NAS 1399) 



) 



RIVET 
NUMBER 


NAS 
523 

CODE 


MATERIAL 


FINISH 


RIVET 


STEM 


LOCK RING 


RIVET 


STEM 


LOCK RINQ 


CR 2162 

NAS 13990 


RP 


2017-T4 
QQ-A-430 


7075 
QQ-A-430 


5056-H36 
QQ-A-430 


YELLOW COLOR 
M1L-A-S625 

MIL-C-5541 


MIL-C-5541 


N0NE<i> 


CR 2262 

NAS H9M 


RO 


5056-F 

QQ-A-430 


7075 
QQ-A-430 


5056-H38 
QQA-430 


ORANGE COLOR 
MIL-A-662S 


MIL-C-5541 


none'W 


CR 2562 

NAS 1399MW 


TO 


MONEL 
QQ-N-2S1 


MONEL 
QQ-N-211 


MONEL 
QQ-N-261 


CADMIUM PLATE 
QQP-416 
TYPE II 


NONE 


NONE 


CR 2S6ZM 

NAS 1399M 


RR 


MONEL 
QQ-N-2SI 


MONEL 
QQ-N-211 


MONEL 
QQN-261 


NONE 


NONE 


NONE 


CR 2M2S 
NAS 1399MS 


TP 


MONEL 
QQN-2S1 


MONEL 
QQ-N-211 


MONEL 
QQ-N-261 


SILVER PLATE 

CHERRY 

SPEC. C-22 


NONE 


NONE 


CR 2642 


RJ 


A-2S6 CRES 
AMSS732 


A-266 CRES 
AMS5732 


MONEL 
QaN-261 


DRY FILM COAT 

CHERRY 

SPEC. C-30 


COPPER COAT 
(FOR IDENTIFI- 
CATION ONLY) 


NONE 


CR 2652 





A-2S6 CRES 
AMS5732 


A-266 CRES 
AMSS732 <•> 


INCONEL 600 
AMS56S7 


DRY FILM COAT 

CHERRY 

SPEC. C-30 


NONE 


NONE 


CR-2662 
NAS 139K 


RS 


A-266 CRES 
AMSS732 


A-266 CRES, . 
AMS9732 (•» 


MONEL 
QQN-26L 


DRY FILM COAT 

CHERRY 

SPEC. C-30 


NONE 


NONE 


CR 2662CW 
NAS 1399CW 


TR 


A-266 CRES 

AMS5732 


A-266 CRES i-k 
AMS5732 1*1 


MONEL 
QQ-N.281 


CADMIUM PLATE 
QQP-416 
TYPE II 


NONE 


NONE 



NOTES: (5) May hava bale* color to Idantlfy 5066 matar ill, 

(5) "P" dlamatar annaalad. 

(7) Not covarad by NAS Standard, Ouetad on raquaat. 

rat aBKfil faitanar for usa in high baarlng ttrangth matarfalt; it at I, CRES. Tl, ate. 

D i HOTCLW^D^Sm^ prIor toinstallation. all of the rivets above may be 

LUBRICATED IN ACCORDANCE WITH NAS1400. LUBRICANT MUST NOT BE REMOVEDI 



Table 6-34. Recommended drill sizes and diameter limits 







CHERRYLOCK 


1 , 




COUNTERSINKING DIMENSIONS 

(-•— C -H _^ .010R. 




Uvat 
DU 


Drtf 


Minimum 

IINIIIIIIWIII 


Maximum 


W/////y^^^A «'"• 


3/32 

1/8 

5/32 

3/16 

1/4 


#40 
#30 
#20 
#10 

F 


.097 
.129 
.160 
.192 
.256 


.100 
.132 
.164 
.196 
.261 


loo* too' 100* 

MMD42A HEAD NAS 1097 HEAD UNISINK HEAD 


Rivet 
Ma 


e i e 

Max ' Mln 


Max 


e 

Mln 


c ; 

Max ! 


C 

Mki 


3/32 

1/8. 

5/32 

3/16 

1/4 


.182 j .176 
.228 ! .222 
.289 J .283 
i .356 I .350 
.479 i .473 


.195 
.246 
.302 
.395 


.189 

.240 

i .296 

.389 


.173 
.216 
.258 


.167 

.210 

j .252 




BULBED CHERRYLOC 


K 


1/8 

5/32 

3/16 


#27 
#16 

#5 


.143 
.176 
.205 


.146 
.180 
.209 



) 
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• Place the rivet in the hole. Refer to Figure 
6-20. Select the proper pulling head to con- 
form to the diameter and head style of the 
Cherrylock rivet being installed.The rivet is 
now ready to be placed in the hole. The holes 
in the sheets to be fastened must be of the 
correct size and aligned properly. Do not 
force the rivet into the hole (A). In limited 
blind clearance applications, the manufac- 
tured head of the standard Cherrylock can 
protrude above the top sheet and will pull 
down to the sheet as the stem is pulled in. The 
minimum blind clearance equals the "BK" 
dimension (B). 

• Place the pulling head on the rivet stem. Hold 
the riveter and pulling head in line with the 
axis of the rivet. Hold the riveter in a light and 
flexible manner (C). 

• Install the rivet when the riveter is actuated. 
The pulling head will pull down and seat 
against the rivet head. The rivet clamping 
action will pull the sheets, together and seat 
the rivet head. Pressing down forcefully will 
not allow the rivet and the riveter to align 
themselves with the hole; this can limit the 
head seating action of the rivet. Hold the 
riveter in line with the rivet as accurately as 
possible and apply steady but light pressure, 
pull the trigger and LET THE RIVET DO 
THE WORK (D). 

• Release the trigger when the rivet is com- 
pletely installed. The pulling head will auto- 
matically eject the pulling portion of the stem 
through the front end. Controlled stem 
release into the receptacle will control foreign 
object damage (FOD) problems (E). 

CHERRYLOCK INSPECTION 

Inspect Cherrylocks according to Chapter 4 of 
TM 55-1500-204-25/1 (Figure 6-21 [A]). A slight 
collar "flash" caused by the pressures needed to 
drive the collar is acceptable within the limit 
shown (B). Cherrylock rivets have the grip length 
marked on the rivet head (except for the 3/32- 
inch-diameter size), so that they can be in- 
spected from the visible side to find out whether 
the rivets have been installed with the correct 
grip. Superficial stretch marks that may appear 
in the rivet sleeve do not reduce rivet strength 
and are acceptable (C). 



TROUBLESHOOTING (CHERRYLOCK) 

When problems occur with rivets, the source of the 
trouble could be the person installing them, the tools, 
or the installation. The following troubleshooting 
guide (Figure 6-22) applies to both bulbed and Cher- 
rylock rivets: 

• Rivet stem pulls through or breaks high (A). 
Rivet stem break notch pulls to 0.030 inch or 
higher above rivet head. Stem may or may not 
break: 

- Pulling head shifts too late — readjust pull- 
ing head to shift sooner. 

- Rivet installed in oversize hole— use rivet 
with larger diameter or drill smaller holes. 

- Rivet installed in under minimum grip — 
use shorter grip rivet. 

• Rivet stem breaks low (collar does not set) 
(B). Rivet stem breaks well below rivet head 
and collar does not set: 

- Rivet installed in undersize hole— drill out 
holes to proper size. 

- Rivet installed in over maximum grip — use 
longer grip rivet. 

- Holes slanted or misaligned— take more 
care to obtain holes that are properly 
aligned and normal to the sheets. 

- Installer "cocks" pulling head — take more 
care to align tool; keep arm flexible to 
allow rivet to align itself. 

• Rivet stem breaks low (collar does set) (C). 
Rivet stem breaks below rivet head, but collar 
is set: 

- Pulling head shifts too soon — readjust 
pulling head to shift later. 

- Wrong type head -only Cherry tools will 
install Cherrylock rivets. Do not use other 
manufacturer's tooling. 

• Locking collar does not set (D). Rivet stem 
breaks near flush, but collar does not set: 

- Rivet installed in over maximum grip— use 
rivet with longer grip. 

- Chips prevent anvil from setting collar; 
chips, burrs, and dry sealant build up on 
head anvil and restrict forward thrust 
needed to set collar— clean thoroughly 
and readjust. 



6-39 



FM 1-563 



• 



® n 







MISALIGNED 
HOIE 




r 



obstruction 



c 



-rt^g^Vr 



V 



J 




y/s//////sss//fr 






H 



RIGHT 




tf 




WRONG 




£ 



(JtCH SftM 



<^HJUMG HEAD 



Figure 6-20. Rivet installation 



* 
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COLLAR PROTRUSION LIMITS 
WTTHNM NAS1400 AND 1740 



.0J0 MAX 1 A-MAX 




.020 MAX I A-MAX 



~L-4"-— 




mvrr 


"4 MA. 


■5«*. 


'On*. 


*0ml 


Umax 


415 


.020 


.025 


.030 



B 




STEM PROTRUSION LIMITS 
WITHIN NAS1400 AND 1740 

r- .OM MAX « .010 MAX -| ^ AM MAa 



11 



010 MAX 




INSPECT INSTALLED RIVET FLUSHNESS TO 
BREAK-OFF LIMITS OF NAS 1400 AND NAS 1740 





Stratch mafki 
(Atceptahh) 



BULBED BUND HiAO 



Figure 6-21. Cherrylock inspection 
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I 



B 



BREAK NOTCH 









o 
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Figure S-22. Troubleshooting Cherrylock rivets 



- Pulling head shifts too late - readjust pull- 
ing head to shift sooner. 

Rivet head does not seat properly (E). Rivet 
head does not seat properly against top sheet 
or in countersink: 

- Holes slanted or misaligned— take more 
care to obtain holes that are properly 
aligned and normal to the sheets. 

- Countersink not aligned with hole— use 
countersink pilot that is close to hole size. 

- Installer "cocks" pulling head and rivet 
head during installation— installer should 
hold gun and pulling head in a flexible 
manner so that rivet can clamp head 
down properly. 



- Lock ring anvil protrudes too far — replace 
with correctly fitted anvil. Anvil must be 
flush within specified limits. 

RIVET REMOVAL (CHERRYLOCK) 

If it is necessary to remove an installed Cherrylock 
rivet, use the following procedures (Figure 6-23): 

• In thick material remove the lock by driving 
out the rivet stem when practical (A). 

• If the rivets have been installed in thin sheets, 
driving out the locked stem may damage the 
sheets. It is recommended that a small center 
drill be used to provide a guide for a larger 
drill on top of the rivet stem and that the 
tapered portion of the stem be drilled away to 
destroy the lock (B). 
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DRIFT PIN 




SMALL 
CENTER PIN 








Figure 6-23. Rivet removel 



Pry the remainder of the locking collar out of 
the rivet head with the drift pin (C). 

Drill nearly through the head of the rivet, 
using a drill the same size as the rivet shank 
(D). 

Break off the rivet head, using a drift pin as a 
pry(E) 

Drive out the remaining rivet shank with a pin 
having a diameter equal to the rivet shank (F) 



CAUTION 

DO NOT drill completely through the rivet 
sleeve to remove a rivet because this will 
tend to enlarge the hole. 



TOOL SELECTION (CHERRYLOCK) 

Tkble 6-35 shows pulling heads used with different 
sizes of Cherrylock rivets. 
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Table 6-35. Cherrylock tool selection chart 



m 



BULBED CHERRYLOCKS 



STANDARD (WIREDRAW) CHERRYLOCKS 

pittiiw 




The following pages illustrate the various tools and 
accessories required to install Cherrylock rivets. 
Cherry rivets may be installed with either hand or 
power riveters depending on- 

• The quantity of rivets to be installed. 

• The availability of an air supply. 

• The accessibility of work. 

• The size and type of rivet to be installed. 

In addition to a hand or power riveter, you must 
select the correct pulling head to complete the instal- 
lation tool. Pulling heads are not furnished with the 
riveters but must be ordered separately. Each Cher- 
rylock riveter is designed^ to do a specific task 
economically and efficiently. These riveters are of 
heavy-duty design for long life in a shop environment. 
They incorporate a separate locking-collar driving 
feature to ensure head and flush rivet installation 
without stem shaving. Complete assembly and com- 
ponent data is available to assist your tool crib in 
maintaining and overhauling these tools. Riveters 
are illustrated in Figures 6-24 through 6-26; pulling 
heads in Figure 6-27. 



G-36 Hand Riveter 



The Cherry G-36 hand riveter (Figure 6-24) is a 
lightweight, fast-operating tool designed for use in 
production and repair work. It is especially adapt- 
able to working in confined locations. This tool is 
operated with one hand and works on a simple, de- 
pendable ratchet principle. The G-36 riveter is 9 1/2 
inches long without a pulling head, weighs only 1 1/2 
pounds, and has a 1 V4-inch stroke. It will easily 
install most aluminum blind rivets up to 3/16 inch in 
diameter and the smaller diameters of steel, Monel, 




C= TT 



Hilt 




Figure 6-24. G-36 hand riveter 
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and stainless steel rivets. Refer back to Table 6-35 for 
complete tool capacity information. 

Pulling heads are not furnished with this tool but 
must be ordered separately. When ordering heads, 
be sure to specify the shank diameter and head style 
(universal or countersunk). Pulling head is used with 
the G-36 hand riveter to install Cherrylock rivets. 
Other types of pulling heads may be used on these 
riveters by using the adapters listed in Figure 6-27. 

G-700 Lightweight Cherrylock Riveter 

The Cherry G-700 lightweight Cherrylock riveter 
(Figure 6-25) is a compact pneumatic-hydraulic tool 
designed specifically for efficient installation of 
Cherrylock rivets. It weighs only 5 3/4 pounds and 
can be operated in any position with one hand. The 
G-700 is 10 5/8 inches high, has a 29/32-inch stroke, 
and develops a minimum of 1220 pounds pull on 90 
to 125 pounds per square inch of air pressure at the 
tool. See Table 6-35 for complete tool capacity infor- 
mation. 




Figure 6-25. G-700 Lightweight Cherrylock 
riveter 

Pulling heads are not furnished with this tool but 
must be ordered separately. When ordering heads, 
be sure to specify the shank diameter and head style 
(universal or countersunk) of the rivets. H681-series 
pulling heads fit directly on this tool to install both 
bulbed and standard Cherrylock rivets. Other types 
of pulling heads may be used on these riveters by 
using the adapters listed (Figure 6-27). 

G-784 Universal Cherrylock Riveter 

The G-784 universal Cherrylock riveter (Figure 6-26) 
is a pneumatic-hydraulic installation tool designed 



specifically for the efficient installation of rivets in 
most diameters and strength levels. It weighs only 8 
pounds and can be operated in any position with one 
hand. The G-784 is 12 inches high, has a 15/16-inch 
stroke, and develops a minimum of 2650 pounds of 
pull on 90 to 125 pounds per square inch of air 
pressure at the tool. It will install nearly all diameters 
of Cherrylock rivets up to a 1/2-inch grip ("A" group 
only). See Table 6-35 for complete tool capacity 
information. 




Figure 6-26. G-784 Universal Cherrylock 
riveter 

Pulling heads are not furnished with this tool but 
must be ordered separately. When ordering heads, 
be sure to specify the shank diameter and head style 
(universal or countersunk). H681-series pulling 
heads fit directly on this tool to install both bulbed 
and standard Cherrylock rivets. Other types of pull- 
ing heads may be used on these riveters by using the 
adapters listed (Figure 6-27). 

Pulling Heads for Bulbed and Wiredraw Cher- 
rylock Rivets 

H681 Series 

A separate pulling head is required for each diameter 
of Cherrylock rivet. Although universal (U) pulling 
heads are available, it is acceptable to use counter- 
sunk (C) pulling heads to install both universal- and 
countersunk-head Cherrylock rivets. These heads fit 
directly on all Cherry hydro-shift riveters. H681 pull- 
ing heads (A) come in four extended lengths to reach 
into difficult areas (Table 6-36). These are 2-, 6-, 12-, 
and 24-inch extensions added to the normal head 
length of 2 9/16 inches. 



6-45 



FM 1-563 



r 





B 
.600 



,600 V A . , 

inzaffttP 



W 



MMFTERS 


RIVET 
DIAMETER 


PUU1N6HEW 
NUMBER 


l/l* 


MUMS ItattWIM 


5/32' 


f UM^^nd Hae4 


3/W* 


H$15MS IW-SMHMd _ 



1 




AMPfERS 


rivet 
diameter 


PULUNGHEJU) 
NUMBER 


1/1' 


HUMUU UaiwiilHM^ 
HMMCIS bMtamMfclM 


5/32* 


Wtt-SUlS UiIotIIM 
HS42X1S CNttamhlM 


3/U' 


HM24U1S MwiUHMi 
HS424C1S CMNllflMhlM 



Figure 6-27. Pulling heads lor bulbed end wiredraw Cherrylock rivets 
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MVET 
OIAMCTCI 


FUUIHfi HEAD NUMKt 


6WEMSKMS 


A 


1 


3/32" 


(Universal Head 
H6B1-3M 

(Countersunk Head (MS 20426) 


.163 


.332 


1/1" 


(Universal Head 
H681-4C] 

(Countersunk Head (MS 20426) 


.208 


.341 


H681-4F Countersunk Head (156°) 


.430 


.358 


H681-4S Countersunk Head (NAS 1097) 


.174 


.341 


H681-B1664 Uni-Sink Head 


.250 


.359 


5/32" 


(Universal Head 
H681-5C} 

Countersunk Head (MS 20426) 


.269 


.352 


H661-5F Countersunk Head (156*) 


.535 


.338 


H681-5S Countersunk Head (NAS 1097) 


.225 


.352 


H681-8166-5 Uni-Sink Head 


.313 


.377 


1/11" 


(Universal Head 

H681-6C4 

Countersunk Head (MS 20426) 


.335 


.386 


H681-6F Countersunk Head (156*) 


.625 


.367 


H681-6S Countersunk Head (NAS 1097) 


.281 


.386 


H681-B 166-6 Uni-Sink Head 


.375 


.419 


1/4" 


(Universal Head 
H681-8H 

(Countersunk Head (MS 20426) 


.458 


.396 


H681-8S Countersunk Head (NAS 1097) 


.374 


.398 
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H615B Series 

A separate pulling head is required for each shank 
diameter of Cherrylock rivets. These pulling heads 
(B) fit directly onto Cherry G-36 riveters; they will fit 
other riveters by using the adapters listed. Universal 
heads are also available for improved heat seating. 

H642 (15-Series) 

These offset pulling heads (C) are designed for in- 
stalling Cherrylock rivets of up to 1/2-inch grip length 
in limited access areas. A separate pulling head is 
required for each rivet head style (universal or 
countersunk) and each shank diameter. These pull- 
ing heads fit directly onto Cherry G-36 riveters and 
will fit on other riveters by using adapters listed. 

Accessories for Cherry Rivet Tools 

Refer to Figure 6-28. 
Adapters 

The G6AA right angle adapter (A) permits the in- 
stallation of Cherrylock rivets in many areas not nor- 
mally accessible with standard tools. It fits directly 
on the G-36 hand riveter and will accept the H615 or 
H642 (15-series) pulling head. The 680B46 adapter 
(B) fits all Cherry hydro-shift riveters to permit the 
use of H615 or H642 (15-series). 

Extensions 

G6H extensions (C) help reach many restricted in- 
stallation spots by increasing the overall length of a 
pulling head. They fit directly on Cherry G-36 
riveters and will accept the screw-on type of pulling 
head (H615). Standard extensions are the G6HEA-2 
(2 inches long) and the G6HEA-4 (4 inches long). 
Special lengths can be made to order. 

Gages 

The following gages are used with Cherry rivet tools: 

• 269C3 grip gage (D)- a simple self-explanatory 
gage for determining material thickness and 
proper rivet grip length. 

• T-172 rivet hole-size gage (E) - a precision- 
ground, go/no-go gage used to check holes 
drilled for Cherry blind rivets. They come in 
all standard rivet diameters plus the oversize 
rivet diameters. Table 6-37 shows cor- 
responding rivet diameters and gage num- 
bers. 



• 628 setting gage (F) - used to adjust the shift 
point and lock ring anvil settings on Cher- 
rylock mechanical pulling heads H615, H640, 
H642, and H690. Each rivet diameter re- 
quires a separate gage. The correct gage, 
with instructions for its use, is furnished with 
each new pulling head: 

178" diameter -#628-4 (green) 

5/32" diameter- #628-5 (red) 

3/16" diameter -#628-6 (blue) 

1/4" diameter -#628-8 (aluminum) 

♦ 680A159 setting gage (G) - used to adjust the 
shift point setting on Cherry hydro-shift 
riveters. One of these gages, with instructions 
for its use, is furnished with each new hydro- 
shift riveter, 

• 680A60 setting gage (H)-used for close 
tolerance settings of the stroke on all Cherry 
hydro-shift riveters. Each rivet diameter re- 
quires a separate gage: 

3/32" diameter-680A60B-3 

178" diameter -680A60B-4 

5/32" diameter -680A60B-5 

3/16" diameter- 680 A60B-6 

174" diameter -680A60B-8 53 

• Anvil gage (I) - go/no-go gage used to check 
the hole diameters of lock ring anvils in Cher- 
rylock pulling heads H615, H640, H642, 
H681, and H690. Their use will help 
eliminate installation problems caused by 
worn, oversized anvils. Each rivet diameter 
requires a separate gage: 

3/32" diameter -P913 

1/8" diameter -P857 

5/32" diameter -P857 

3/16" diameter -P858 

174" diameter -P859 
Maintenance Items for Cherry Rivet Tools 
Refer to Figure 6-29. 
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Figure 6-28. Accessories for Cherry rivet tools 
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Table 6-37. Rivet diameters and gage numbers 



RIVET DIAMETER GAGE NUMBER 

3/31" * T-172-3 

J i% » " T-172-4 

VZT>' :^y.'" .'.' .....T.172-5 

3/16" T- 172 " 6 

|/4 » M72-8 

1/8" Bulbed Cherrylock T-172-400 

5/32" Bulbed Cherrylock T-172-500 

3/16" Bulbed Cherrylock T-172-600 




Figure 6-29. Maintenance itema for Cherry rivet toola 



) 



6-50 



FM 1-563 



707A77 Air Bleeder 

To keep Cherry rivet hydraulic tools operating at 
peak efficiency, the hydraulic system must be kept 
full of fluid and free of air. Based on the same 
principle used to bleed the hydraulic brake system of 
an automobile, the 700A77 Cherry air bleeder (A) 
will quickly and easily remove all air and ensure 
complete filling of the tool with hydraulic fluid. It 
may be used in the tool crib or right on the production 
line, but it requires a few minutes to perform this vital 
function. The air bleeder is a small item that does a 
big job: it prevents downtime. 

Service Kits 

An assortment of O-rings, seals, screws, washers, and 
gaskets likely to need replacing over time is available 
in kit form for each Cherry power tool (B). To avoid 
unnecessary downtime, it is advisable to have these 
kits on hand for the tools being serviced. 

Special Assembly Tools 

To completely dismantle and reassemble Cherry 
hydraulic tools, it is advisable to use certain special 
wrenches and seal guides designed for that purpose. 
The tools shown in Figure 6-30 may be obtained 
separately or preferably in kit form as indicated. 

CHERRYMAX RIVETS 

CherryMAX consists of four components assembled 
as a single unit (Figure 6-31): 

• A fully serrated fastener stem with break 
notch, shear ring, and plug section. 

• A locking collar that provides a mechanical 
lock to the stem. 

• A fastener sleeve with a locking collar dimple 
to receive the locking collar. 

• A CherryMAX driving anvil, which ensures 
flush stem breaks and flush-installed collar at 
all times. 

All fasteners should be specified and used according 
to the manufacturer's recommendations, according 
to the grip range arid hole size information provided 
in this chapter. 

Refer to Figure 6-32 for a description of how 
CherryMAX rivets work. Before pulling begins, 
engage pulling serrations of stem with jaws of pulling 
head (A). Stem is pulled into rivet sleeve and starts 
to form a large bulbed blind head, seats the manufac- 
tured head, and clamps the sheets tightly together. 



Hole-filling action begins (B). Formation of blind 
head and hole filling are completed. Shear ring 
shears from cone to allow stem to pull further into 
rivet sleeve (C). Pressure of the driving anvil forms 
the locking collar into collar recess, locking stem and 
sleeve together. Continued pulling fractures stem, 
providing a flush burr-free installation. Installation 
is now complete (D). 

Refer to part numbering system (Figure 6-33) and 
Table 6-38. 

Selection 

Grip Length 

The grip range of all CherryMAX rivets is in incre- 
ments of 1/16 inch, with the ultimate dash number 
indicating the maximum grip in sixteenths. (Ex- 
ample: a -4 grip rivet has a grip range of 3/16 inch to 
1/4 inch.) See Table 6-39 for grip range data. 

To determine the grip rivet to use, measure the 
material thickness with a 269C3 Cherry selector gage. 
Always read to the next higher number (Figure 6-34). 
To find the rivet grip number, determine the total 
thickness of the material to be fastened and locate its 
range in Table 6-39. Then read directly across to the 
right to find the grip number. 

Strength 

Table 6-40 gives minimum rivet shear and tensile 
strength in steel coupons for Monel and aluminum. 
CherryMAX rivets maybe substituted for aluminum 
solid rivets in most applications. Table 6-41 includes 
aluminum solid rivet figures for quick comparison. 

Nominal-Diameter Rivets 

Tables 6-42, 6-43, and 6-44 give detailed specifica- 
tions for 100° flush-head, nominal-diameter rivets. 
Tables 6-45, 6-46, and 6-47 give detailed specifica- 
tions for universal-head, nominal-diameter rivets. 

Oversize-Diameter Rivets 

Tables 6-48, 6-49, and 6-50 give detailed specifica- 
tions for 100° flush-head, oversize-diameter rivets. 
Tables 6-51, 6-52, and 6-53 give detailed specifica- 
tions for universal-head, oversize-diameter rivets. 

CHERRYMAX TOOLING 

G-27 Hand Riveter Kit 

Tlie G-27 kit is a lightweight (13-ounce) tool for use in 
low-production applications, such asrepair, maintenance, 
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TOOL KIT 
NUMBER 


CHERRY TOOL 
MODEL 


KIT consists of following Individual tools . . . 
(pictured below) 


G85KT 


G-86, G-88 & G-695 


A, B, C, D, E.F.G&H. 


G684KT 


G-684 


1. J, K. O & R. 


G665KT 


G-685S. G-686S 
G-687 G-668&G-669 


A, B, C, D, E, P, G, H, 1, J, K. O & R. 


G700KT 


G-700 


J,K.L,M,N,O.P.Q&S. 


G784KT 


G-784 


U,K ( L,O t QAR, 



n 



530A79 
SEAL GUIDE 



a 



m 



530A80 
SEAL GUIDE 



<— pj 



700A77 

AIR BLEEDER 



o— 



680A49 

CLAMP 

WRENCH 



700A63 

SHIPT PISTON 
TOOL 



530 A81 
SEAL GUIDE 



530AB6 

PISTON ROD 

WRENCH 



680AU4 
SEAL GUIDE 



K>*> t 



700B64 

CLAMP 

WRENCH 



n 



S30A82 

SEAL GUIDE 



H 



<tt 



530A86 

POWER CYLINDER 

TOOL 



7CX>A60 
SEAL GUIDE 



tt 



700B65 
PACKING 

PLUG 
WRENCH 



W 



530A83-3 

PACKING PLUG 

WRENCH 



o- 



680A48 
CLAMP WRENCH 



M 




700A61 

PISTON ROD 

WRENCH 




P911 

END CAP 

SOCKET 

WRENCH (1V^-) 



N 



700A62 

POWER 

CYLINDER 

TOOL 




P912 

END CAP 

SOCKET 

WRENCH (1W) 



Figure 6-30. Special assembly tools 
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FULLY SERRATED 

STEM 
(PULL GROOVES) 



DRIVING ANVIL 

BREAK NOTCH 

LOCKING COLLAR 

LOCKING COLLAR 
GROOVE 

FASTENER SLEEVE 

SHEAR RING 

GRIP RANGE 
CONE 

STEM STOP 



Figure 6-31. CherryMAX rivet 







Figure 6-32. CherryMAX rivet installation 
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CK 3242-6-4 



MAXIMUM GRIP LENGTH IN 
16THS OF AN INCH 
(.4 = 4/16) 



SHANK DIAMETER 
IN 32NDS OF AN 
INCH (-6-3/16) 



HEAD STYLE 

ODD NUMBER -PROTRUDING 

EVEN NUMBER -COUNTERSINK 



RIVET TYPE 

MATERIAL COMBINATION 

(SEE STANDARDS PAGES) 



CHERRYMAX RIVET 



Figure 6-33. Part numbering system 



Table 6-38, Cross reference (part number-military standard part number) 



CHERRYMAX 


DIAMETER 


SLEEVE 


STEM 


MILITARY STANDARD 


PART NUMBER 


SERIES 


MATERIAL 


MATERIAL 


PART NUMBER* 


CR3213 


Nominal 


Alum 5056 


AHoy Steel 


M7ffl6/2 


CR3212 


Nominal 


Alum 5066 


Alloy Steel 


M7886/3 


CR3S23 


Nominal 


Monel 


15-7 CRES 


M7885/4 


CR3S24 


Nominal 


Monel 


15-7 CRES 


M7885/5 


CR3243 


Oversize 


Akim5066 


Alloy Steel 


M7886/6 


CR3242 


Oversize 


Alum 5066 


Alloy Steel 


M7885/7 


CR3S63 


Ovartiza 


Monel 


15-7 CRES 


M7885/8 


CR3662 


Oversize 


Monel 


15-7 CRES 


M7885/9 



"DIAMETER AND GRIP DASH NUMBERS ARE THE SAME FOR CHERRY AND MIUTARY 
STANDARD FART NUMBERS. 

Example: 

M7885/4-4-2 and CR35234-2 
Length LenQth 

Diameter Diameter 

•MIL-STD Part No 'Cherry Part No 

•Indicates head style, material composition, and nominal or oversize diameter. 



) 
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Table 6-39. Grip range-CherryMAX rivets 



Material Thickness Range 


Rivet 

GRIP NO 




MINIMUM 


MAXIMUM 




See Std Pages 




1/16' 


-1 
-2 




See Std Pages 




1/8' 




1/8' 




3/16' 


-3 




3/16' 




1/4' 


-4 




1/4' 




5/16' 


-5 




5/16' 




3/8' 


-6 




3/8' 




7/16' 


-7 




7/16' 




1/2' 


-8 




1/2' 




9/16' 


■9 




9/16' 




5/8' 


-10 




5/8' 




11/16' 


-11 




11/16' 




3/4' 


-12 





NOTE: For double dimpled sheets, add countersunk head height to material thickness. 



Table 6-40. Minimum shear and tensile strength (pounds) 
in steel coupons -Cherry Max rivets 



CMERRYMAX RIVETS 


SINGLE SHEAR 


TENSI 


LE 




ALUMINUM 






MONEL 




ALUMINUM 


MM 


IEL 


Nomina* 


Owsita 


Nominal 


Ovaraiit 


Nom 


O/S 


Nom 


O/S 


ftlwt 
Ota 

It 
Or** 


ShMt 
Thick- 

MM 


3212 
3222 


3213 
3223 


3242 
3262 


3243 
3263 


3522 


3523 


3552 


3663 


3212 
3213 
3222 
3223 


3242 ! 
3243 
3252 
3263 

1 


3822 
3523 


3662 
3563 


-4 


-a 

-3 
-4 

-s 


2 * .062 
2i .093 
2 x 125 
2 * .156 


411 
531 
6S1 
664 


506 
584 

655 
664 


480 
614 i 
741 
814 


592 
692 
771 
814 


485 

667 
730 
730 


646 
730 
730 
730 


570 
785 
895 
896 


750 
895 
896 
896 


286 


345 


400 


490 


-s 

tft/W) 


— — - 

-2 
-3 
-4 
-ft 

-e 


2 * .062 
2 m .093 
2 * .125 
2 h 156 

2 ■ 1B7 

2 ft .062 
2 K .093 
2 h .125 
2 h .156 
2 * 187 
2 « .219 


714 
862 

1012 
1030 


699 
840 
929 
1018 
1030 


815 

977 

1137 

1245 


805 
982 

1080 
1177 
1245 


859 
1080 
1134 
1134 


882 
1134 
1134 
1134 
1134 


1010 
1270 
1353 
1353 


1015 
1290 
1353 
1353 
1353 


| 445 


530 


635 


740 


> -« 

w/ie*-» 


-2 
-3 

i -4 

1 -• 
-ft 
-7 


91B 
1095 
1310 
1453 
1480 


920 
1131 

1248 
1356 
1462 
1480 


1005 
1200 
1388 
1679 
1685 


1015 
i 1240 
1386 
1504 
1617 
1685 


1029 
1284 
1650 
1626 
1626 


1144 
143B 
1626 
1626 
1626 
1626 


1 1210 
1510 
1823 
1823 
1823 


1255 
1575 
1823 
1B23 
1823 
1823 


636 


710 


890 


1000 

































NOTE 1 . Values shown ere fastener capabilities only. Design values will be limited by the bearing strength of the sheet material used. 
2. For rivet grips greater than listed, use highest value shown for the basic part number and diameter. 
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Table 6-41. Joint allowable loads (pounds) per MILrHDBK-5 criteria 
(values listed are the lower of ultimate or 1.5 times yield average) 



! 



rivet 

SHANK 
OIA 


RIVET 

PART 

NUMBER 


Uniwml * CounttfWMtk-tM Aluminum Rhwti In 2024 T3 AlcM Aluminum. 
Cmintttiunfc-HMd Rnwti mMadifnt-CttintOTunk ShMl. 


SHEET THICKNESS 


014 


.020 


.02S 


.032 


.040 


.060 


.063 


.071 


.080 


.090 


.100 


.126 


.180 


.180 


.260 


i/r- 

NOM 


enmacftK 


- 


- 


- 


114 


203 


290 


406 


470 


496 


624 


561 


625 


664 


664 


664 


CR 3213 UNIV 


1B2 


206 


272 


343 


392 


464 


618 


636 


561 


506 


611 


664 


664 


664 


964 


i/r* 

of 


CR 3342 C8K 


- 


- 


1T1 


236 


312 


406 


526 


594 


620 


642 


666 


722 


801 
814 


814 


614 


CR 3243 UN IV 


187 


246 


310 


386 
272 


461 


620 


610 


641 


667 


697 


726 


801 


814 


814 


vs" 

IlOLtM 


MS 20426 AO CSK 


- 


14? 


221 


309 


340 


363 


373 


388 


386 


388 


380 


388 


388 


386 


MS 20470 AO UNIV 


- 


36C 


374 


396 


369 


386 


388 


388 


388 


388 


388 


388 


388 


388 


8/32" 
NOM 


CH 3212 CSK 


- 


- 


- 


- 


204 


316 


449 


639 


648 


734 


768 


667 


982 


1030 


1030 


Cm 3213 UNIV 




238 


320 


43ft 


632 


610 


711 


772 


810 


641 


872 


951 


1030 


1030 


1030 


ft/32" 

om 


CR 3242 CSK 


- 


- 


- 


273 


366 


463 


633 


726 


830 


922 


950 
1025 


1020 


1120 


1206 


1246 


Cfl 3243 UNIV 


- 


288 


378 


606 
300 


606 


894 


804 


873 


949 


987 


1115 


1245 


1246 


1245 


ft/32" 
AOL IDS 


MS 20420 AO CSK 


■ 




165 


398 


479 


523 


543 


560 


575 


596 


S96 


596 


596 


696 


MS 20470 AO UNIV 


u 


' — i 


- 


661 


574 


593 


D86 


596 


G96 


596 


506 


696 


598 


596 


596 


3/78" 
NOM 


CR 3212 CSK 












- 


507 


603 


734 


863 


987 


1128 


1286 


1410 


1480 


CR 3211 UNIV 


- 


- 


362 


502 


661 


784 


904 


974 


1060 


1140 


1176 


1270 


1400 


1480 


1480 


3/11" 
O/S 


CR 3242 CSK 


- 


- 


- 


- 


407 


643 


117 


826 


945 


1083 


1209 


1315 


1425 


1525 


1686 


CR 3243 UNIV 


- 


- 


428 


976 


741 


656 


986 


1066 
739 


1165 


1366 


1316 


1420 


1070 


1686 


1685 


3/tr* 

■OLIOS 


MS 2042S AD CSK 


- 


- 


- 


- 


410 


5B4 


70S 


769 


795 


818 


863 


862 


662 


862 


MS 30470 AD UNIV 


- 


- 


- 


- 


804 


836 


862 


662 


062 


862 


862 


B62 


862 


B62 


862 





































Table 6-42. Dash numbers (100° flush-head, nominal-diameter rivets) 



it* ut»f ****** 



* IDfMI'tf 16JJTI* 

l**LWM4«UM AIVIT 



Lfitin 




w ioi*it»ii« 
MOtfttaivtf 



DRIVING ANVIL « GOLD COLOR TO IDENTIF* NOMINAL WAWETIE WW 
Nt AO MARKINGS VlllSU AFTER INSTALLATION 




DIA 
•ASM 


AO 



RSF 



MS) 
-JSS1 


B 
MS 


z 

HIM 


NOLO 

UfcUTB 


-4 


.22ft 


04? 


.fit 


j>n 


JT 


.120-.1K 


-1 


.90S 


OSS 


M7 


.011 


S4 


160-.1S4 


-• 


JW 


.010 


.its 


.110 


J4 


.191-.1t* 
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Table 6-43. Rivet diameters (100° flush-head, nominal-diameter rivets) 



omp limits 
wo 



.IN 



1SS 



jt» 



.370 



.121 



.312 



i^oiAurriN 



4-2 



JTf 



.429 



.S07 



*■ I S 



4-7 



L 
$010 



.224 



.217 



.412 



.474 



.127 



.003 



.51 



J7 
.S3 



.70 



imoiAMrran 



1-2 



S-2 



"* 



5-7 



10 



*-ii 



L 



.230 



.203 



.412 



.943 



K 
MAX 



.47 



A3 



.72 



.77 



1.02 



3/ltOUUMTfR 



•-2 



4-3 



0-S 



1-7 



to 



11 



Jbll 



L 
1*10 



J2I 



J07 



J12 



J7t 



427 



.700 



.702 



S% 



*7 



-70 



.71 



1.01 



U>7 



1.13 



Table 6-44. Rivet number, material, and finish description 
(100° flush-head, nominal-diameter rivets) 



MOTI: ©M1AO WAMSTSM AM TO TWIONSTICAL l»AOJlCT*ON 

0) 



NO. 



-4 



MIM 

c*ip 



.MS 



















mvir 

mummr 


MAS 

sa 

coos 


MATERIAL 


FINISH 


SLSSV1 


mu 


LOCK HMO 


SLEEVE 


STEM 


w^^vK nlrfv 


CM 2212 


AMM 


50 84 

ALUM. ALLOY 

004*430 


1740 


A-2S* 


MIUCSMI 
PLAIN COLOM 


CAO PLATE 
TTKI1CL2 


NONS 


CM 3222 


— 


§&& aov 


AMSSSS7 


AMSI731 


MIL-C4S41 
PLAIN COLON 


TYPSICL3 


MONK 


CM 3022 


_ 


MOMEL 
0044*211 


15.7 PM 
CMES 

AMI 5087 


A-75S 

AMS6721 


MOMS 


QRVHLM 

cherry 

SPC&C30 


NONS 


CM3S22P 


- 


MONSL 
004*301 


1S-7PM 

CMBS 

AMSSSS7 


mu 


CAO FLATS 
TYPE ltd. 2 


CAO PLATS 
OOP-41S 

typuj:uj„ 


NONS 



DO NOT 



|AM WWOH TO INSTALLATION - LUIAICANT MU1T NOT M MMOVBD. 
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Table 6-45. Dash numbers (universal-head, nominal-diameter rivets) 



m ALUMINUM 01V1T 



MtO ID1NTIMCAT10N 
UTTtA 




0«l» iO«MTlPlC4Tt0fc 



tOIMTIFKll 
MOMlLfMVfT 




DRIVING ANVIL If GOLD COLOR TO IDf NTIFV NOMINAL DIAMCTf R RlVf T 



BU 


A 
±JDIt 


♦JSlO 
-.OOt 


♦403 
-J001 


ft 


z 

UIN 


NOLi 
LIMITt 


-4 


aoo 


.OM 


.!» 


.073 


.07 


.130-. 133 


-0 


.911 


.007 


.1ST 


.Ml 


.04 


.110-. 114 


-0 


37ft 


.ooo 


Am 


.110 


.14 


.193-.10ft 



Table 6-46. Rivet diameters (universal-head, nominal-diameter rivets) 



•OJUPLMOfrt 
1/WRAMQl 


liiOIANCTCR 


MtOUMCTM 


3V70OIAMIT1 


[R 




MAX 


NO. 


L 
lil 


X 
MAX 

I 


OAOH 
NO. 

A 1 


L 
1-ft* 

.117 


X 

41 


DAM 

NO. 

0- 1 


k 
±410 

310 


X 
MAX 

47 


• 


.003 

.fto 


4-3 - 


J24 


.40 


••3 


330 


4? 


4-3 


303 


01 


.1^ 


.107 


4*3 


.307 


£1 


•-J 


it) 


" 


4-3 


37* 


.07. 


.too 


JOO 


4*4 


.340 


A? 


• -4 


.3ftft 


00 


ft- 4 


.307 


•4 


.001 


Jit 


4 ft 


413 


.03 


ft 1 


410 


.Oft 


• ft 


.400 

S13 


.70 


,370 


.370 
.*37 


4-4 

4 T 


414 
A37 


.70 

.70 

M 


ft* ft 
ft T 


.ft41 

AAA 


7? 

94 


ft 7 

4* 


,071 
.CSV 


•3 
.44 


.001 


' .000 
.003 
.030 
jOOY 
.700 


4-i 

4-1 


jta 


JO 


a t 

» 10 
5-U 


•40 

.rjo 
.703 


-Oft 

1.02 


•-• 
4- 1ft 
4-11 
•-13 


TOO 
.703 
039 

•or 


.49 

1 01 
107 
1.13 



» 
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Table 6-47. Rivet number, material, and finish description 
(universal-head, nominal-diameter rivets) 



















I MAS 
WjyiT I jgi 


MATERUU. 


FMMM 


•Lira 


IVIM 


locsrm 


•LMVt 


RIM I laoca** 


cam 


AWM 


ALUM MIOV 
QQA4M 


■IM 

ALLOT OTtlL 


T35 
cms 

4m ow 


»t,A»M COLOR 


CAO^ATt 

oo r 4?0 

IVPI IICL ff 


MO«t 




«p 


S85 

ALU*. ALLOT 


!€•■» 
AMOMir 


Alt* 

cum 

AM0M31 


MiietMi 

1AM COLO* 


CAO»L4>H 
00^414 
TVM ICW » _ 


NOMA 


•a — 


^ 


MONlL 

oomai 


10* FN 

CMI 

MMHIT 


AIM 
CfllO 


•lOM 


Oft V £lL«4 
C*H«AV 


«OMI 




• 


MO*fL 
OON3BI 


c«to 

AMOOftOT 


A 3M | <*© *L*TO 
;co»o °°* 4% * • 


CAO'LAIO 

Type iet ) 


NONf 



©Af* 


out* 


'4 


.«* 


-■ 


.B31 


-« 


-03» 



•O NOT CHAM 



ON 01 CM At t PMIOH TO INSTALLATION - LUONICANT 



MUOT MOT 01 NOHOW 10. 



Table 6-48. Dash numbers (100° flush-head, oversize-diameter rivets) 



♦ IQINTIf «0 10-V OTtM 
IN ALUMINUM OlVOT 



N»0 lOINTi LIGATION 
LlTTlft 




DfllVIMG ANVIL IS SILVER COLOR TO IDENTIFY OVERSZE DIAMETER RIVET 
HEAD MARKINGS VISIBLE AFTER INSTALLATION 



— U — SW *- w **^ 






A« 



.»* 



.ao* 



.3*3 



B 
RIF 



.031 



.047 



.043 



+JDQS 

.140 



.173 



.201 



s 

RIF 



too 



.in 



17 



.04 



.04 



HOLE 

LIMITS 



.143-14* 



O*- 1*0 



,206 .3(W 
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Table 6-49. Rivet diameters (100° flush-head, oversize-diameter rivets) 



i/MHAMet 


i*MAMtnn 


MaDiAMtTtft 


a/tiDUMiTia 


mm 


MAX 


OAJM 
MO. 


L 


X 
MAX 


NO. 


L 
IJlIt 


K 
MAX 


DASH 
NO. 


L 
♦Jill 


X 
MAX 


m 


.tat 


4-1 


jat 


.41 


t-a 




999 


.47 


9-9 


.949 


.44 


.m 


.119 


4-a 


Mi 


.13 


1-9 




999 


99 


4-3 


.339 


.94 


.tat 


mm 


4-4 


Jtt 


.M 


1-4 




371 


.90 


9-4 


.390 


43 


Jti 


ah 


4-1 


.4X 


Jl 


1 1-1 




494 


.99 


1 ft 


.493 


.49 


.311 


jam 


4-4 


.m 


.71 


9-0 




499 


.71 


9-9 


.919 


.74 


mm 


MM 


4-9 


.W 


.71 


• ■7 




999 


79 


9 7 


.979 


.93 


MM 


•Ml* 


, 4-a 


JtJ 


J4 


9-1 




971 


.99 


4-9 


.940 


.99 


.4*1 


Mm 


4-1 


xn 


.90 


1-1 




.994 


.91 


9-9 


.703 


99 


jy 


MM 








9-10 




.744 


.99 


4-10 


.749 


1.01 


Mm 


MM 








1-11 


MM 


1.04 


9-11 


.939 


1.07 


SB 
















4-13 


-990 


1,14 



Table 6-50. Rivet number, material, and finished description 
(100° flush-head, oversize-diameter rivets) 



41fVjT_ 


has 


MArtMAL 


9MI9M 


sum 


«m» 


ieexMNS 


•utvt 


SflM 


LOCK SMS 


can*! 


AUS 


ALUM. ALLOT 
O0-A43P 


9*40 

ALLOT ITf Ik 

4441 9331 


A 399 
CR49 
AMI 9731 


MILC 9941 

plain color 


CADPLAT1 
OOP 419 
TVPf MCL. 7 


NONI 


en an 


i *lJO 


9999 

ALUM. ALLOY 

OO-A 430 - 


I9 7»M 

cnai 

AMI 9997 


A 799 
CUtl 

AM9 4I31 


MIL C 9941 
*IA*N COLOR 


CAO »IAT4 
OOP 419 
TTP1 1 CL. 3 


NONI 


«.«. 


A9W 


MONfL 
OQM991 


11 7PM 
CR41 
AMI 9947 


A 794 
CR49 
AM9 4731 


MOM9 


OUT PILM 

CHfRRV 

9MC.C99 


NONI 


— 


«• 


MONlL 
OOM991 


19 7>*M 
CA19 
AMI 9497 


A399 
CR49 

AM* 9731 


CAD'LATl 

OOP 414 

T»*f ii CL. 3 


CAD PLAT? 
QQMtt 

TTP4 1CV3 


NONO 



NOTt: 0) H4AO OlAMITtAt AMI 70 TMIOPJITICAL PROJ9CTH3N. 



MIM 



OO NOT CL1 AN ON MORI AM PRIOR TO INSTALLATION - L U9 RlCANT MMT NOT 01 R9MOVID. 
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Table 6-51. Dash numbera (universal-head, oversize-diameter rivets) 



* >DtKTlfH||»MTI« 

m ALUMINUM n ¥17 



iiTTIII 




6«l»l04«m»»CAfi 



MQMl »IV«? 




DftlVlMO ANVIL IS SlLVt* COLO* TO IDENTIFY OVSRSttt DIAMETER MIVCT 



A 
1A10 



»P 



aia 



371 



►.019 



0*7 






.17* 



I 

KM 



.0*1 



lit 



Z 
MIN 



,17 



HOLE 
LIMITS 



143-14* 



m- 110 



JM^.301 



Table 6-52. Rivet diameters (universal-head, oversize-diameter rivets) 



QJMP LIMITS 
1/MHANCt 


IJIDIAMtTSn 


tV33 DIAMITSII 


a/ICOlAMlTS 


- 


MIN 

5 

.MS 
.131 
.133 

Ssi 


MAX 

jsi 

.IIS 
.1ST 
JM 
JIS 
J7i 


DASH 
NO. 

4* v 


L 
♦JtJ 

JTS 
.233 

.301 
JS3 

.cs 


K 
MAN 

JT 

.43 

.S3 

.81 

JS 

.71 


DASH 
NO. 

1-1 

•-3 

4-3 

3- 4 

S-S 

3-3 


L 

4JM 

.303 
.344 
.303 
.371 
.434 
.430 


K 
MAX 

.43 

.47 

.33 

.33 

.33 

.73 


DASH 
NO. 

S-1 

• 2 

4-3 

3-4 

3-3 

3-4 


L 
1.S1S 

.343 

.333 

.333 
.330 
.433 
.313 


K 
MAX 

.43 

.33 

.33 

.33 

14 

.74 


J73 
.430 
.Ml 
.333 
AM 


.437 
J03 
.333 
MS 
.337 
.730 


4-t 


Jftt 

.St3 
JTS 


.7S 

J4 

JO 


3-7 
3-3 
3-3 

3-13 
S-11 


.333 

.321 

JS4 
.743 

JOS 


.73 
.33 

.31 

.ts 

1.04 


4-7 

3-3 

3-3 

4-10 

4-11 


.373 
.443 
.703 
.743 
.323 
.330 


.32 
.33 

,34 

1.01 
1.07 
1.14 | 
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Table 6-53. Rivet number, material, and finish description 
(unversal-head, oversize-diameter rivets) 



RIVST 

tnjMsm 


MAS 

121 

COOf 


MAT! RIAL 


FINISH 


tLIIVI 


•TIM 


LOCK 11 MQ 


SLIIVi 


STEM 


LOCK RINO 


CRS34* 


AM 


Ifttn 

ALUM. ALLOY 

OOA430 


■ »44 

ALLOVSTICL 


ams 

CAM 

AM* 173 1 


MIL-CIM1 

H.AIM COLOR 


CAO'LATt 
OOf 411 
TYPE It CL. 2 


NONE 


crmsj 


AM 


ALUM. ALLOY 


ems 


ASM 
CMS 


MILCM4I 
PLAIN COLOR 


CAO FLATS 
00#41« 
TVM ICL.2 


NONt 


en mm 


AUG 


MONCL 
OQNMI 


li-7 r« 

CMS 

AMIMI) 


A-3M 
CAM 

AMI IT J 1 


NONE 


6AV PtlM 
CHIARV 
MIC. CM 


NONI 


CR3M* 


- 


MONCL 
OO-N-Ht 


llfPM 

cms 

AMI MIT 


AIM 
CM! 

AMS f T31 


CAD'LATI 
OQ-F 414 
TVPI II CL. J 


CAO FLAT! 
O0-»-4l| 

TVM 1 CL. * 


NONE 



NOTE: • 



OA4H 
NO. 


MlN 

ORIF 


-4 


.on 


-* 


Oil 


-4 


.«» 



OONOT CLIAN OR Of QRIASI PRIOR TO INSTALLATION. LUIRlCANT MUST NOT SK REMOVED. 



or prototype work. The G-27 (Figure 6-35 [A]) will 
install all 1/8-inch-diameter aluminum CherryM AX 
rivets. It is packaged in a strong plastic case with 
room for assorted widely used rivets. 

G-749 Hand Riveter 

The G-749 riveter (Figure 6-35 [B]) is a powerful 
hydraulic tool designed specifically for installation of 
CherryMAX rivets where air is not available for 
power tools. It weighs 2 3/4 pounds and is 14 7/8 
inches long without a pulling head. 

Pulling heads are not furnished with the G-749; they 
must be ordered separately. The heads shown in 
Figure 6-36 will fit directly on this tool. 

The G-749 has 0.518-inch stroke. It will install all 
1/8-, 5/32-, and 3/16-inch-diameter CherryMAX 
rivets in all materials, head styles, and grip lengths. 

D-100 Hand Riveter 

The D-100-1 riveter (Figure 6-35 [C]) provides the 
ability to install all CherryMAX rivets (1/8 to 1/4), 
PullThru Nutplate rivets (3/32 to 1/8 inch), and all 
pop- type rivets (3/32 to 1/4 inch). In addition, pull- 
up studs and driving anvils are provided for Rivnut 
sizes 6-32, 8-32, 10-32, 1/4-28, 10-24, 1/4-20, 5/16-18, 
and 3/8-16. An adaptor is included to permit the tool 
to be used with the CherryMAX right angle, offset, 
and extended straight pulling heads (heads are 
provided with the D-100-2 only). The kit is supplied 
in a metal, weathertight carrying case along with 
operating instructions and parts list. 



G-701 Power Riveter 

The Cherry G-701 (Figure 6-35 [D]) is a pneumatic- 
hydraulic tool designed specifically for installation of 
CherryMAX rivets. It weighs just over 3 1/2 pounds 
and can be operated in any position with one hand. 
The G-701 consumes approximately 1.9 cubic feet of 
air at 20 cycles per minute. Its maximum noise level 
under load does not exceed 85 decibels (dB[A]). 

Pulling heads are not furnished with this riveter; they 
must be ordered separately. H-701A-456 (straight), 
H763-456 (offset), and H753-456 (right-angle) pull- 
ing heads fit directly on the G-701 riveter. 

The G-701 has a stroke of 0.492 and a pulling capacity 
of 1614 pounds on 90 pounds per square inch air 
pressure at the air inlet. Normal operating air pres- 
sure range is 90 to 120 pounds per square inch at the 
inlet. The G-701 riveter, equipped with any of the 
three pulling heads listed, will install all 1/8- and 
5/32-inch-diameter CherryMAX rivets in all 
materials, head styles, and grip lengths. 

G-704 Power Riveter 

The Cherry G-704 (Figure 6-35 [E]) is a pneumatic- 
hydraulic tool designed specifically for installation of 
CherryMAX rivets. It weighs just over 4 1/2 pounds 
and can be operated in any position with one hand, 
It consumes approximately 3.9 cubic feet of air at 20 
cycles per minute. Its maximum noise level under 
load does not exceed 85 decibels (dB[A]). 

Pulling heads are not furnished with this riveter; they 
must be ordered separately. H701A-456 (straight), 
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Figure 6-35. CherryMAX riveters 
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H763-456 (offset), and H753-456 (right-angle) pull- 
ing heads fit directly on the G-704 riveter. 

The G-704 has a stroke of 0.518 and a pulling capacity 
of 3136 pounds on 90 pounds per square inch air 
pressure at the air inlet. Normal operating air pres- 
sure range is 90 to 120 pounds per square inch at the 
inlet. The G-704 riveter, equipped with any of the 
three pulling heads listed, will install all 1/8-, 5/32, 
and 3/16-inch-diameter CherryMAX rivets in all 
materials, head styles, and grip lengths. 

Pulling Heads 

Any of the four pulling heads shown in Figure 6-36 
will install all V8-, 5/32-, and 3/16-inch-diameter 
CherryMAX rivets in all materials, head styles, and 
grip lengths. Their overall reach can be extended by 
using one of the 704A12 extensions identified below 
in discussion of extensions. 
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Figure 6-36. Pulling heads (CherryMAX 
rivets) 

Gages 

See Figure 6-37. The 269C3 grip gage (A) is a simple, 
self-explanatory gage for determining material thickness 



and proper rivet grip length. The T-172 rivet hole- 
size gage (B) is a precision-ground, go/no-go gage 
used to check holes drilled for CherryMAX rivets. It 
comes in both nominal and oversize rivet diameters. 
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5/32'OVERSlZE T- 172-600 

3/18' OVERSIZE T473-600 



Figure 6-37. Gages (CherryMAX rivets) 

Adapters 

See Figure 6-38. The 704A6 adapter (A) fits either 
the G-701 or G-704 CherryMAX riveter to permit the 
use of H9040 pulling heads for installation of MS- 
type blind rivets. The 704A9 adapter (B) fits either 




Figure 6-38. Adapters (CherryMAX rivets) 
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type blind rivets. The 704A9 adapter (B) fits either 
the G-701 or G-704 CherryMAX riveter to permit the 
use of H9015 pulling heads for installation of MS- 
type blind rivets. 

704A12 extensions (C) help reach many restricted 
installation areas by increasing the overall length of 
the pulling head. They fit directly on the G-701, 
G-704, or G-749 CherryMAX riveter and will accept 
any of the CherryMAX pulling heads shown in Figure 
6-36 above. Four extension lengths are offered: 

• 704A12-2 (extends the pulling head 2 inches). 

• 704A12-4 (4 inches). 

• 704A12-6 (6 inches). 

• 704A12-12 (12 inches). 

Stem Catcher Bag 

The 670A20 stem catcher bag (Figure 6-39) is a 
convenient accessory that helps eliminate litter on 
the shop floor. A plastic bag equipped with a heavy- 
duty zipper, the670A20 snaps over the stem deflector 
of either the G-701 or the G-704 CherryMAX riveter 
to catch the spin rivet stems as they are ejected from 
the rear of the riveter head. 




Figure 6-39. Stem catcher bag 

700A77 Air Bleeder 

Tb keep CherryMAX hydraulic tools operating at 
peak efficiency, the hydraulic system must be kept 
full of fluid and free of air. Based on the same 
principle used in bleeding the hydraulic brake system 
of an automobile, the 700A77 Cherry air bleeder will 
quickly and easily remove all air and ensure the 
complete filling of the tool with hydraulic fluid. The 
air bleeder may be used in the tool crib or right on 
the production tine because it requires only a few 
minutes to perform this vital function. The air 
bleeder is a small item that does a big job: it prevents 
downtime. 



Service Kits 

An assortment of O-rings, seals, screws, washers, and 
gaskets is available in kit form for each Cherry power 
tool. Have these kits on hand for tools being serviced 
to avoid unnecessary downtime. The G-701 tool uses 
the 6701KS service kit; the G-704, the G704KS kit. 

Special Assembly Tools 

To completely dismantle and reassemble Cherry 
hydraulic tools, use the special wrenches designed 
for that purpose (Figure 6-40). 
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Figure 6-40. Special assembly tools 
Hydro-Shift Riveters 

Existing Cherrylock hydro-shift riveters G-700 (1/8- 
inch rivets only), G-784, and G-684 (Figure 6-41) may 
be used "as is" to install CherryMAX rivets by 
employing an H680B200 pulling head. By using a 
680B205 adapter, either the H763-456 CherryMAX 
offset putting head or the H753-456 right angle head 
will also Fit hydro-shift tools. All hydro-shift riveters 
eject the rivet stem from the front of the head. 

Conversion Kits 

Conversion kits contain all the necessary parts for 
conversion and include an H701A-456 CherryMAX 
pulling head, lb convert Cherrylock hydro-shift 
riveters to the CherryMAX rear ejection configura- 
tion, select the appropriate conversion kit, using the 
formulas below: 



CHERRYLOCK 
RIVETER 
G-700 
G-705 



+ CONVERSION 
KIT 
704A40 
704A41 



CHERRYMAX 

RIVETER 
G-704 
G-704 
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H680B200 CHERRYMAX 
PULLING HEAD 
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680B205 ADAPTER 



MS-Type Riveters 



Figure 6-41. Cherrylock hydro-shift riveters 

The Cherry G-715 MS-type riveter may also be con- 



Any existing MS-blind riveter with sufficient stroke 
and power will install CherryMAX rivets when 
equipped with the proper pulling head. Figure 6-42 
shows typical examples of existing Cherry MS-type 
riveters together with recommended pulling heads. 
Certain models of non-cherry riveters may also be 
used to install CherryMAX. 



verted to the new CherryMAX rear ejection con- 
figuration by using the 70A401 conversion kit. This 
kit contains all the necessary parts for conversion and 
includes an H701A-456 CherryMAX pulling head. 

Tool Capacity Chart 

The tool and pulling head combination shown in 
Tfcble 6-54 will pull the rivet diameters (all head 
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Figure 6-42. MS-type riveters 
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Table 6-54. Tool capacity chart 



TYPE 

i op 

TOOL 


CHERRY 

RIVETER 

MODEL 


PULLING 
HEAD 


ALL GRIP LENGTHS 


NOM RIVET DIA 


OVS RIVET DIA 
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styles) indicated by the shaded area in all grip lengths 
of CherryMAX rivets. 

CHERRYMAX INSTALLATION 

Recommended drill and hole sizes and countersink 
diameter are limits given in Tables 6-55 and 6-56. 
Install CherryMAX rivets as follows (Figure 6-43): 

• Prepare the hole. Accurate countersinking is 
important to the structural integrity of a flush- 
riveted joint. Standard countersinking proce- 
dures used with solid rivets also apply to 
CherryMAX rivets. However, the counter- 
sink pilot should be no more than 0.001 inch 
smaller than the hole diameter. A pilot that 
is greatly undersize will produce countersinks 
that are not concentric with the hole. This 
creates head gap problems and countersinks 
whose axes are not in line with the axes of the 
drilled holes. This causes "cocked" rivet 
heads (A). 

Normal dimpling procedures stretch and en- 
large the pilot holes in thin sheet applications. 
The sheets (as dimpled) provide only sharp 
edges within the hole. To overcome the 
problems inherent in this type of application, 
first prepare the dimple with a hole size that 
will allow for subsequent reaming. Then 
ream the hole to the dimensions specified for 
the size of rivet being installed (B). The 
CherryMAX is especially recommended for 
this application. 

All drilling operations cause burrs to form on 
each end of the hole being drilled as well as 
between the sheets. Whenever possible, 
remove all burrs (C). Do not remove edge of 
the hole on the blind side of the sheet because 
this will affect clamp-up. CherryMAX rivets 
can compensate for minor burrs remaining 
on the sheets. When using a drill or center 
reamer to remove burrs, take care to remove 
only the burr. Do not countersink the sheets 
because this may materially affect the 
strength of the riveted joint, especially with 
respect to the blind sheet (D). 

• Place the rivet in the hole. The holes in the 
sheets to be fastened must be the correct size, 
and they must be aligned properly. Do not 
force the rivet into the hole (E). 

• Place the pulling head on the rivet stem. Hold 
the riveter and pulling head in line with the 



axis of the rivet. Press firmly against the head 
of the rivet (F). 

NOTE: Hold the riveter in linewith the rivet 
as accurately as possible; apply a steady, 
firm pressure and pull the trigger. The rivet 
clamping action will pull the sheets together, 
seat the rivet head, and break the stem flush 
with the head of the rivet. 

• Shave the rivet. Normal shop practice will 
result in countersunk rivets that are essential- 
ly flush with the aircraft skin, and further 
secondary operations are not usually neces- 
sary (G). 

When perfect aerodynamic flushness is re- 
quired, the sheet should be countersunk so 
that the rivet heads will protrude and sub- 
sequent shaving will produce complete 
aerodynamic flushness. Shown below are the 
recommended countersink diameters to be 
used for shaving: 



rivet ricc 



V16 
5/32 
3/16 



.214" 

.272" 
335" 



Of JUVBT HEAD AMWB I 

.005" 
.006" 
.007" 





Table 6-55. Drilling dimensions 












DRILLING DIMENSIONS 




NOMINAL DIAMETER CHERRYMAX 


RIVET 
DIA 


DRILL 
SIZE 


MINIMUM 


MAXIMUM 


1/i 

6/32 

a/16 


#30 
#20 
#10 


.129 
.160 
.192 


.132 

.164 
.196 


OVERSIZE DIAMETER CHERRYMAX 


1/8 

6/32 

3/18 


#27 
#16 
#S 


.143 
.178 

.205 


.146 
.180 
.209 









Table 6-56. Countersinking dimensions (100°) 



COUNTERSINKING DIMENSIONS (100 s ) 



RIVET 
DIA 



1/8 

6/32 

3/16 



C 

MINIMUM 



.222 
.283 
.350 



MAXIMUM 



.228 
.289 
.356 



> 
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Figure 6-43. installation of CherryMAX rivets 
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CHERRYMAX INSPECTION 

Installation of CherryMAX rivets can be inspected 
from the visible side of the work (Figure 6-44). 

Stem and Collar Flushness 

If the rivet stem and collar are flush within the limits 
described, it is safe to assume that a satisfactory blind 
head and lock has been formed. CherryMAX rivets 
are self-inspecting (A). 

Typical Blind Head 

If the grip marking indicates that the rivet has been 
installed in the proper grip and the stem and collar 
are flush within prescribed limits, blind heads typical 
of those illustrated will be obtained (B). 

TROUBLESHOOTING (CHERRYMAX) 

Correct installation of CherryMAX rivets requires 
that the instructions contained in this manual for hole 
preparation, tools, and installation techniques be 
carefully followed. Pulling heads and jaws must be 
clean and free from chips, burrs, and dry sealant. 
They must be in proper adjustment and mechanical 
repair. Problems can be caused by the installer, the 
tools, or the application. The following 
troubleshooting tips list possible causes for each 
problem and offer solutions (Figure 6-45): 

• Rivet stem breaks high. Rivet stem break 
notch pulls higher than the 0.010 maximum 
allowed above rivet head (A): 

- Rivet is installed in oversized hole— use 
larger diameter rivet or drill smaller holes. 

• Rivet stem breaks low (collar does not set). 
Rivet stem breaks well above rivet head and 
collar does not set (B): 

- Rivet is installed in^undersize hole— drill 
out holes to proper size. 

- Rivet is installed in over-maximum grip— 
use longer grip rivet. 

- Holes are slanted or misaligned— take 
more care to obtain holes that are properly 
aligned and normal to the sheets. 

- Installer "cocks" pulling head - take more 
care to align tool and keep arm flexible to 
allow rivet to align itself. 



• Head does not seat properly. Rivet head does 
not seat properly against top sheet or in 
countersink (C): 

- Holes are slanted or misaligned— take 
more care to obtain holes that are properly 
aligned and normal to the sheets. 

- Countersink is not concentric with hole — 
use countersink pilot that is close to hole 
size. 

- Installer "cocks" pulling head and rivet 
head during installation— installer should 
hold tool and pulling head in a flexible 
manner so that rivet can clamp head 
down properly. 

• Rivet stem breaks even with top of rivet head, 
but rivet can be rotated (turned in hole by 
hand). 

- Rivet is too long (grip length is correct) — 
remove and replace proper rivet. 

RIVET REMOVAL (CHERRYMAX) 

If it is necessary to remove an installed CherryMAX 
rivet, the following procedures are recommended 
(Figure 6-46): 

• Use a small center drill to provide a guide for 
a larger drill on top of the rivet stem, and drill 
away from the upper portion of the stem to 
destroy the lock (A). 

• Drive out the rivet stem, using a tapered steel 
drift pin or a spent stem (B). Pry out the 
locking collar. 

• Drill nearly through the head of the rivet, 
using a drill the same size as the rivet shank 
(C). 

• Break off the rivet head, using a drift pin as a 
pry(D). 

t Drive out the remaining rivet shank with a pin 
having a diameter equal to the rivet shank (E) 



i 



CAUTION 

Do not drill completely through the rivet 
sleeve to remove a rivet because this will 
tend to enlarge the hole. 
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Figure 6-44. CherryMAX Inspection 
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Figure 6-45. Troubleshooting 
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Figure 6-46. Rivet removal 
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RIVNUTS 

Rivnuts are internally threaded and counterbored 
tubular rivets that can be installed in blind applica- 
tions. They are used in locations where bucking 
access is impossible, such as the attachment of deic- 
ing boots to leading edges. Rivnuts are made of 6053 
aluminum alloy or steel in two head styles and ends: 
flat and countersunk heads with open or closed ends 
(Figure 6-47), 




COUNTERSUNK 
OPEN END 





COUNTERSUNK 
CLOSED END 



FLATHEAD 
OPEN END 




FLAT-HEAD 
CLOSED END 



Figure 6-47. Types of rivet head styles 

All Rivnut head styles are available in 4-40, 6-32, 8-32, 
10-32, 174-20, and 5/16-18 sizes, which represent the 
machine screw size of the thread inside the Rivnut. 
Keyed Rivnuts for use as nut plates are available for 
the 6-32, 8-32, and 10-32 thread sizes. A Rivnut with 
a part number ending in 1 or 6 has a 100° countersunk 
head. Rivnut numbers ending in or 5 indicate a flat 
head. The letters and numbers used in a Rivnut part 
number are as follows: 

A = aluminum 

S = steel 

First number = machine screw size of thread 

A dash = open end keyless 

B = closed end keyless 

K « open end with key 

KB = closed end with key 



Last number = maximum grip in thousandths 
of an inch 

Keyed Rivnuts are used as nut plates. Rivnuts 
without keys are used for straight blind riveting where 
no torque loads are imposed. Flat-head rivnuts are 
used when head thickness will not interfere with the 
surface contour of the material. If flush installations 
are required, countersunk-head Rivnuts are used. 
Closed-end Rivnuts are used when a sealed installa- 
tion is required. 

Selection 

Factors to consider when selecting Rivnuts are — 

• Material. 

• Grip range. 

• Style of head. 

• Type of end. 

• Presence or absence of a key. 

A Rivnut should be made of the same metal as the 
material it is to be used on; that is, aluminum alloy 
Rivnuts should be used for aluminum material and 
steel for steel material. When selecting the head 
style, follow the same rules used for solid-shank rivet 
applications. Use key-type Rivnuts when machine 
screws are to be inserted and closed-end Rivnuts 
when sealed installations are required. 

The most important consideration is proper grip 
length. The purpose of installing a Rivnut is to 
produce an ideal bulge on the blind side of the work 
without distorting the threads inside the Rivnut. 
Grip is the overall thickness of the material at the 
hole where the Rivnut is to be installed. For flathead 
or countersunk-head Rivnuts installed in machine- 
countersunk or plain holes, grip should equal metal 
thickness. When countersunk-head Rivnuts are in- 
stalled in dimpled or press countersunk holes, grip is 
the measurement from the top surface of the metal 
to the underside of the dimpled hole. The maximum 
grip of a Rivnut is the greatest material thickness in 
which a specific Rivnut can properly be installed. 
Minimum grip is the least thickness in which a 
specific Rivnut can be installed. The grip range of a 
Rivnut equals the variation between maximum and 
minimum thicknesses. It can be determined from its 
part number; for example, a 6-120 Rivnut has a max- 
imum grip of 0.120 inch. The minimum grip would 
equal the maximum grip of the preceding Rivnut in 
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the series (6-75), or 0.075 inch. Figure 6-48 illustrates 
how Rivnut grip length is determined. 
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Figure 6-48. Determining Rivnut grip length 
Installation 
Tools 

Installation tools include hand-operated and 
pnuematic headers and a key-seating tool (Figure 
6-49). The hand-operated and pneumatic headers 
have a stud onto which the Rivnut is threaded until 




PNEUMATIC HEADER 



Figure 6-49. Rivnut installation tool 



its head rests against the anvil of the header. The 
key-seating tool is used for cutting keyways in sheet 
metal. If a key seating tool cannot be used because 
the metal is too thick, use a small round file instead. 
The D-100 Cherry hand hydraulic riveter also installs 
Rivnuts. 

Procedures 

If keyed Rivnuts are used, cut the keyway after the 
hole has been reamed. To cut the keyway, hold the 
keyway setter at a 90° angle to the work. Cut the 
keyway on the side of the hole away from the edges 
of the sheet, especially when using the Rivnut on the 
outside row. Operate the keyway setter by inserting 
it in the hole and squeezing the handles. Due to their 
limited strength, Rivnuts are rarely installed by 
manufacturers. For metal thicker than the minumum 
grip length of the first of a series of rivets, use the 
machine countersink; for metal thinner than the min- 
imum grip length of the first rivet, use the dimpling 
process. Do not use the countersunk Rivnut unless 
the metal is thick enough for machine countersinking 
or unless the underside is accessible for dimpling. 
For a countersunk Rivnut, the sheets to be joined can 
usually be machine-countersunk. This method is 
preferable because the bearing surface in a dimpled 
hole in one sheet of average gage will normally oc- 
cupy the entire gripping surface of the Rivnut. This 
limits its grip range to that of an anchored nut only. 
Aside from the countersinking operation, the proce- 
dure for installing a flush Rivnut is the same as that 
for a flathead Rivnut. 

When installing Rivnuts, check the threaded stud of 
the heading tool to ensure that it is free from burrs 
and chips from the previous installation. Then screw 
the Rivnut on the stud until the head touches the 
anvil. Insert the Rivnut in the hole (with the key 
inserted in the keyway), and hold the heading tool at 
right angles to the work. Press the head of the Rivnut 
tightly against the sheet while slowly squeezing the 
handles of the heading tool together until the Rivnut 
starts to bulb. Then release the handles and screw 
the stud further into the Rivnut. This prevents strip- 
ping the threads before the Rivnut is properly in- 
stalled. Continue squeezing the handles together 
and releasing them until Rivnut installation is com- 
plete. Turn the crank counterclockwise to remove 
the installation crank stud from the Rivnut. 

The action of the installation crank draws the Rivnut 
against the anvil, causing a bulge to form in the 
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counterbored portion of the Rivnut on the blind side 
of the work. This bulge is comparable to the shop 
head on a solid-shank rivet. The amount of squeeze 
required to install the Rivnut properly is best deter- 
mined by practice. Be careful to avoid stripping the 
Rivnut thread. 

Installation of a Rivnut is not complete unless it is 
plugged, either with one of the plugs designed for that 
purpose or with a screw. A Rivnut does not develop 
its full strength when left hollow. Any screw of 
proper thread size and suitable head style can be 
used in a Rivnut. Screws and plugs for deicing equip- 
ment are available in 6-32 thread size only. 

Removal 

Rivnuts can be removed using the same size drill used 
for the original hole. Because the Rivnut is hollow, 
the drill is guided throughout the drilling operation. 
The same size Rivnut can be installed in the same 
hole if desired. 

HI-SHEAR RIVETS 

Hi-Shear rivets have two parts, a pin and a collar. 
They are essentially threadless bolts (Figure 6-50). 
Hi-Shear rivets are classified as special rivets but are 
not of the blind type. Access to both sides of the 
material is required to install these rivets. Hi-Shear 
rivets have the same shear strength as bolts of equal 
diameters. They weigh about 40 percent as much as 
a bolt and require only about one-fifth as much time 
to install as a bolt, nut, and washer combination. 
They are about three times stronger than solid-shank 
rivets. The pin is headed at one end and grooved 



COLLAR * 


*— - — -* 


M PIN 



FM 1-563 



about the circumference at the other end. The collar 
is swaged onto the grooved end to effect a firm, tight 
fit. Hi-Shear rivets come in a variety of materials. 
They are used only in shear applications and are 
never used where grip length is less than shank 
diameter. 

Installation 

Tools 

Hi-Shear rivets are installed with a Hi-Shear instal- 
lation set. Use the standard bucking bars and 
pneumatic guns or squeezers described in Section I 
of this chapter. The Hi-Shear set forms the collar 
over the grooved end of the pin, trims excess material 
from the collar, and discharges it through a discharge 
port. Each shank diameter requires a different size 
set. Special Hi-Shear reverse bucking bars are used 
for driving Hi-Shear rivets from the head end. 

Procedures 

Prepare holes for Hi-Shear rivets as shown in Table 
6-50 for interference-fit applications. It may be 
necessary to spot-face the area under the head of the 
pin so that it can fit tightly against the material when 
the surface is uneven. The spot-faced area should be 
1/16 inch larger in diameter than the head diameter. 
Determine the correct grip length by inserting a pin 
of the correct diameter in the drilled hole and check- 
ing the straight portion on the shank. This portion 
should not extend more than 1/16 inch through the 
material. Hi-Shear rivets may be driven from either 
end. When driving from the collar end, refer to 
Figure 6-51. If reverse riveting (driving from the 
head end) is required, proceed as follows: 

• Insert pin in rivet hole. 

• Slip collar over pin. 

• Place correct Hi-Shear rivet set in special 
Hi-Shear bucking bar, and place rivet set 
against collar of rivet. 

• Apply pressure against the rivet head with a 
flush rivet set and pneumatic rivet gun until 
the collar is formed and excess collar material 
is trimmed off. 

Inspection and Removal 

Inspect Hi-Shear rivets on both sides of the material 
(Figure 6-52). The head of the rivet should not be 
marred. It should fit tightly against the material. 



Figure 6-50. Hi-Shear (pin) rivet 
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NOTE: RING OF WASTE MATERIAL IN RIVET SET 

WILL BE EJECTED BY SUBSEQUENT RIVETING 



Figure 6-51. Drive Hi-Shear rivets from collar 
end 

Any of the fallowing procedures may be used for 
removing Hi-Shear rivets: 

• Apply a narrow, cold chisel to the slope of the 
collar and a bucking bar to the opposite side 
of the collar. Hit the chisel with a medium- 
weight hammer and cut the collar. Pry the 
collar off and punch out the pin. 

• Apply drill-out bushing to the collar end of 
the rivet. Drill end of rivet off and punch out 
pin. 



UNDERDRIVEN • CONTINUE 

DRIVING UNTIL COLLAR 

IS OVERDRIVEN^ /32 IN, MAX 



COLLAR OVERDRIVEN 

1/32 IN. CORRECT 



• Apply drill-out bushing to head of rivet. Drill 
through the head and then punch out pin. 

• Apply a punch (installed on a rivet squeezer) 
to collar end of pin. Punch out pin. 

• Apply a hollow mill cutter (installed in drill 
motor) to collar. Grind collar to loosen and 
punch out pin. 

Section III. Special-Purpose Fasteners 

HUCK LOCK BOLTS 

The Huck lock bolt combines the features of a high- 
strength bolt and a rivet. This bolt is generally used 
in wing-splice, landing-gear, and fuel-cell fittings in 
longerons, beams, skin-splice plates, and other major 
structural attachments. The Huck lock bolt is easier 
and quicker to install than a conventional rivet or 
bolt, and it eliminates the use of lock washers, cotter 
pins, and special nuts. Like the rivet, a lock bolt 
requires a pneumatic gun or pull gun for installation 
and, when installed, is rigidly and permanently lock- 
ed in place. 

Three types of Huck lock bolts are commonly used: 
pull, stump, and blind (Figure 6-53). Pull- and 
stump-type lock bolts are available in 3/16-, 1/4-, 
5/16-, and 3/8-inch diameters with modified brazier, 
pan, and countersunk heads. Blind lock bolts are 
available in oversize 1/4- and 5/16-inch diameters 
only. Common features of the three types are an- 
nular locking grooves on the pin and a locking collar 
swaged into the pin's lock grooves to lock the pin in 
tension. The pins of pull- and blind-type lock bolts 
are extended for pull installation; the extension is 
provided with pulling grooves and a tension break-off 
groove. 



PIN TOO SHORT - REMOVE 
AND REPLACE WITH 
NEXT LONGER SIZE 



GAP BETWEEN COLLAR 
AND CUTTING EDGE 




COLLAR DRIVEN TO POINT 
OF CUTOFF- ACCEPTABLE 



COLLAR OVERDRIVEN MORE 
THAN 1 /32 IN. • REMOVE AND 
REPLACE PIN AND COLLAR 



PIN TOO LONG -REMOVE 
AND REPLACE WITH 
NEXT SHORTER SUE 



NOTE: ALL COLLARS DRIVEN WITH BO SET 



) 



Figure 6-52. Hi-Shear rivet inspection criteria 



) 
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STUMP-TYPE LOCK BOLT 



BLIND-TYPE LOCK BOLT 



PULL-TYPE LOCK BOLT 



Figure 6-53. Types of lock bolts 



Pins of pull- and stump-type lock bolts are made of 
heat-treated alloy steel or high-strength aluminum 
alloy. Companion collars are made of aluminum 
alloy or mild steel. A blind-type lock bolt consists of 
a heat-treated alloy steel pin, blind sleeve, filler 
sleeve, mild steel collar, and carbon steel washer. 

Alloy steel lock bolts can be used to replace steel 
Hi-Shear rivets, solid steel rivets, and AN or MS bolts 
of the same diameter and head type. Aluminum alloy 
lock bolts can be used to replace 7075-T aluminum 
alloy Hi-Shear rivets and solid aluminum alloy rivets 
of the same diameter and to replace steel and 2024-T 
aluminum alloy bolts of the same diameter. Blind- 
type lock bolts may be used to replace solid 
aluminum alloy rivets, stainless steel rivets, and all 
blind rivets of the same diameter. For shear applica- 
tions, the blind-type lock bolt may be used to replace 
aluminum alloy or steel AN and MS bolts and screws 
and Hi-Shear rivets of the same diameter. 

Pull-Type 

Pull-type lock bolts are mainly used in aircraft 
primary and secondary structures. They can be in- 
stalled very quickly and weigh about half as much as 
equivalent AN or MS steel bolts and nuts. A special 
pneumatic pull gun is needed for installing pull-type 
lock bolts. One operator can install them because 
bucking is not required. 

Stump-Type 

Stump-type lock bolts, although they do not have an 
extended stem with pull grooves, are compatible with 
pull-type lock bolts. They are used primarily where 
there is not enough clearance to permit effective 
installation of pull-type lock bolts. Stump-type bolts 
are driven with a standard pneumatic riveting gun 
equipped with a hammer set for swaging the collar 
onto the pin locking grooves and with a bucking bar. 



Blind-Type 

Blind-type lock bolts come as a complete unit or 
assembly. They have exceptional stength and 
capacity to draw metal together. Blind-type lock 
bolts are used where only one side of the work is 
accessible and in general where it is difficult to drive 
a conventional rivet. Blind-type lock bolts are in- 
stalled in much the same way as pull-type lock bolts 
are. 

Selection 

Determine lock bolt grip range by measuring thick- 
ness of the material with a book scale. lake the 
measurement with the material clamped and include 
variations due to sheet thickness, primer, and any 
spaces between the sheets caused by irregularities in 
contour. Table 6-57 gives the grip range for blind- 
type lock bolts. Table 6-58 gives the grip range for 
pull- and stump-type lock bolts. 

Part-numbering systems for pull, stump, and blind-type 
lock bolts are shown in Figures 6-54, 6-55, and 6-56 
respectively. Figure 6-57 shows the part-numbering 
system for lock bolt collars. 

Installation 

Tools 

Rivet pull guns (Figures 6-58 and 6-59) are used to 
install pull- and blind-type lock bolts. Tools for in- 
stalling stump-type lock bolts are indicated in Table 
6-59. 

Procedures 

Holes for lock bolts must be round and within the size 
limits specified in Tables 6-60 and 6-61. All lock bolts 
come prelubricated from the manufacturer. They 
must not be degreased if proper driving charac- 
teristics are to be maintained. 



6-77 



FM 1-563 



i 



Table 6-57. Grip range for blind-type lock bolts 





1/4-inch diameter 


5/16-inch diameter 




GRIP RANGE 


fSBIB 


GRIP RANGE 


GRIP 
NO 


Min 


Max 


NO 


Min 


Max 




(in) 


(in) 




On) 


(in) 


1 


0.031 


0.094 


2 


0.094 


0.156 


2 


0.094 


0.156 


3 


0.156 


0.219 


3 


0.156 


0.219 


4 


0.219 


0.281 


4 


0.219 


0.281 


5 


0.281 


0.344 


5 


0.281 


0.344 


6 


0.344 


0.406 


6 


0.344 


0.406 


7 


0.406 


0.469 


7 


0.406 


0.469 


8 


0.469 


0.531 


8 


0.469 


0.531 


9 


0.531 


0.594 


9 


0.531 


0.594 


10 


0.594 


0.656 


10 


0.594 


0.656 


11 


0.656 


0.718 


11 


0.656 


0.718 


12 


0.718 


0.781 


12 


0.718 


0.781 


13 


0.781 


0.843 


13 


0.781 


0.843 


14 


0.843 


0.906 


14 


0.843 


0.906 


15 


0.906 


0.968 


15 


0.906 


0.968 


16 


0.968 


1.031 


16 


0.968 


1.031 


17 


1.031 


1.094 


17 


1.031 


1.094 


18 


1.094 


1.156 


18 


1.094 


1.156 


19 


1.156 


1.219 


19 


1.156 


1.219 


20 


1.219 


1.281 


20 


1.219 


1.281 


21 


1.281 


1.343 


21 


1.281 


1.343 


22 


1.343 


1.406 


22 


1.343 


1.406 


23 


1.406 


1.469 


23 


1.406 


1.469 


24 


1.469 


1.531 


24 


1.469 


1.531 








25 


1.531 


1.594 
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GRIP 
NO 


GRIP RANGE 




Min 
(in) 


Max 
<in) 


1 


0.031 


0.094 




2 


0.094 


0.156 






3 


0.156 


0.219 






4 


0.219 


0.281 






5 


0,281 


0.344 






6 


0.344 


0.406 






7 


0.406 


0.469 






8 


0.469 


0.531 






9 


0.531 


0.594 






10 


0.594 


0.656 






11 


0.656 


0.718 






12 


0.718 


0.781 






13 


0.781 


0.843 






14 


0.843 


0.906 






15 


0.906 


0.968 






16 


0.968 


1.031 






17 


1.031 


1.094 






18 


1.094 


1.156 






19 


1.156 


1.219 






•20 


1.219 


1.281 






21 


1.281 


1.344 






22 


1.344 


1.406 






23 


1.406 


1.469 






24 


1.469 


1.531 






25 


1.531 


1.594 






26 


1.594 


1.656 






27 


1.656 


1.718 






28 


1.718 


1.781 






29 


1.781 


1.843 






30 


1.843 


1.906 






31 


1.906 


1.968 






32 


1.968 


2.031 






33 


2.031 


2.094 
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ALP B 



H 



t 



GRIP LENGTH IN 16THS IN 
BODY DIAMETER IN 32NDS IN 



.PIN MATERIAL 

E • 7075-T6AL ALLOY 

T • HEAT-TREATED ALLOY STEEL 



CLASS FIT 

H • HOLE FILLING (INTERFERENCE FIT) 

N • NONHOLE FILLING (CLEARANCE FIT) 



-HEAD TYPE 

ACT509 • CLOSETOLERANCEAN508 CSK HEAD 

ALP • PAN HEAD 

ALP B - BRAZIER HEAD 

ALPS09 - STANDARD AN509CSK HEAD 

ALP426 • STANDARD MS20426CSK HEAD 



Figure 6-54. Pull-type lock bolt numbering system 



ALSF 



8 



8 



L 



GRIP LENGTHS IN 16THS IN 

BODY DIAMETER IN 32NDS IN 

PIN MATERIAL 

E-7075-T6AL ALLOY 
T-HEAT-TREATED ALLOY STEEL 

HEAD TYPE 



ASCT509 - CLOSE TOLERANCE AN509CSK HEAD 
ALSF - FLATHEAD TYPE 
ALS509 - STANDARD AN509 CSK HEAD 
ALS426 - STANDARD MS20426 CSK HEAD 



Figure 6-55. Stump-type lock bolt numbering system 



) 
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It 



t 



4 

i 



GRIP LENGTH IN 16THS ± 1/32 IN 
DIAMETER IN 32NDS IN 
BLIND-TYPE LOCK BOLT 



Figure 6-56. Blind-type lock boll numbering system 



CL 



I 



8 



DIAMETER OF PIN IN 32NDS IN 

•MATERIAL 

C-2024-T AL ALLOY (GREEN COLOR} 
F-6061-T AL ALLOY (PLAIN COLORI 
R-MILD STEEL (CADMIUM-PLATED) 

LOCK BOLT COLLAR 



•USE 2024-T AL ALLOY WITH HEAT-TREATED ALLOY STEEL LOCK 
BOLTS ONLY. 

USE 6061-T AL ALLOY WITH 7075-T AL ALLOY LOCK BOLTS ONLY. 

USE MILD STEEL WITH HEAT-TREATED ALLOY STEEL LOCK BOLTS 
FOR HIGH TEMPERATURE APPLICATIONS ONLY. 



Figure 6-57. Lock bolt collar numbering system 



IUNO 


PULL 






WEIGHT: 8 POUNDS 


OU 

(Ml 


10CKIOLT 
DIA 


STO. A 
NOSI |IN ] 


shoit 

NOSI 


A 
IIN.I 


lONO A . 
NOSE (IN.) 
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3/14 
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7t404 3 

mot 3 


/Ml* 

7HII 


M/ia 
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7M1S 3.1/3 




Figure 6-58. CP352 rivet gun for pull- and blind-type aluminum lock bolts 
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6UND 


PUU 












WEIGHT: 11 K>UNDS 


LOCUOLf 
WA- (IN) 


LACUOLI 
DIA. (M| 


$10. 
NOM 


A 
(Ml 


1 
PNI 


IONO 
NOSC 


A 
(IN) 


• 

(Ml 


ADAPIH A ■ 
NOtl (M| |M ) 


1/4 


»/14 






74441 14/4 1/4 


J/H 


1/4 


mn 


Ml/14 


1.1/14 


7*417 


4-J/I4 


M/14 


7H4f M/H 1/4 
•7S44 MS U 4/4 


, 


5/14 


MSM 


Ml/U 


M/14 


7M44 


4-1/14 


1-1/14 




■ 


i/a 


7tSI4 


Ml/14 


M/14 


7**41 


4.1/14 
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Figure 6-59. CP353 rivet gun for pull- and blind-type steel lock bolts 



Table 6-59. Standard installation tools for stump-type lock bolts 



Uckbftfe 

•fM 

lift) 


Swiflu Mt 


Ap»H«aM* «Ir kumm 




KMk put M. 


Stank «ltt 


Unft* 


cniH 

•ftUftl 


CF4Z «r 
•QOftl 


CPIX«r 
•quaI 


CPtXit 


Ht 


915-1-6A 


0.401 


2H 


X 


X 






Vi 


916-1-8A 


0.401 


2H 


..„ 




X 


X 


%• 


916-1-10A 


0.408 


3V* 




— 


— 


I 


% 


915-1-12A 


0.498 


3% 


— 


.... 


— 


X 



Table 6-60. Drilling procedures for pull- and stump-type lock bolts 





CLIAKANCS FIT APPLICATION 


INTUtFEKMCl-FIT APPLICATION 


B«at 


Pniril 


Mllftttt 


Holt 

UtifllM 




FnMO 


MUiIm 


H*k 

<lft> 


4U 
(to) 


Ml 


(lB> 


DfUl 


4U 

(IB) 


DvU 4U 
(la) 


DriM 




*• 


18 


0.1695 


11 


0.191 


0.101-0208 


Hi 


18 0.169 


13 


0.186 


0.18S-4.187 


H 


1 


0288 


K 


0260 


0250-0265 


% 


1 0228 


C 


0242 


0242-0246 


Hi 


L 


0200 


Kt 


0218 


0212-0.830 


*• 


L 0290 


N 


0.802 


0.302-0206 


% 


nto 


0248 


% 


0.875 


0,375-4296 


% 


ife 02tt 


U 


0268 | 0.368-0271 



) 
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Table 6-61. Drilling procedures for blind-type lock bolts 





BOLT 
DIA 

(IN) 


PREDRILL 


DRILL SIZE 


HOLE 

TOLERANCE 

(IN) 




DRILL 


DIA 
(IN) 


DRILL 


DIA 

(IN) 


V« 


D 


0.246 


G 


0.261 


0.261-0.265 


% 


S %4 


0.328 


S 


0.348 


0.348-0.352 



Installing the pull-type lock bolt is an automatic, 
continuous process. The sequence is shown in Fig- 
ure 6-60. When installing a pull-type lock bolt, never 
drive it past the interference fit. Follow these steps: 



( 



T 



MITALL COLLAR 



ATTACH TOOL MO FULL TtKCII 




LOCr MLT MUM WTO NOLI «ITH 
TKKT Will PIT 



IHim WUWH TKHTIY TOGITMI* 



MfOLOCIMLT 



F*W 



PMTAH.UOKINOFF 



MLTUUTlOM CWLfTU 



Figure 6-60. Installation of pull-type lock bolt 



• Insert the pin from one side of the work. Then 
place the locking collar over the extending 
lock-bolt pin tail. 

• A PP^ tne & ai ' (Chuck jaws will automat- 
ically engage the pull of the extending pin 
tail) 

• Squeeze the gun trigger. This will exert a pull 
on the pin; it will pull the collar against the 
swaging anvil, drawing the work tightly 
together. After the fraying surfaces are in 
close contact, the pin is pulled into an inter- 
ference or clearance fit hole. As pull on the 
pin increases, the anvil of the tool is drawn 
over the collar, swaging the collar onto the 
locking grooves of the pin to form a rigid, 
permanent lock. The continued buildup of 
force automatically brakes the lock-bolt pin 
at the breakneck groove, and the pin tail is 
automatically ejected. When the gun piston 
returns to its initial forward position, the ejec- 
tor advances, disengaging the anvil from the 
swaged collar. 

The stump-type lock bolt is installed according to the 
following steps (Figure 6-61): 

• Insert the pin from one side of the work. 
Make sure that the pin fills the hole because 
stump pins of alloy steel do not expand to fill 
oversize holes. Slip the lock-bolt collar over 
the extending locking grooves of the pin. 
Then place a bucking bar against the head of 
the pin. 

NOTE: Make sure sheets are clamped firm- 
ly together to avoid separation. 

• Place swaging set over the collar, align it with 
the pin, and apply driving pressure until the 
soft collar is forced into the locking grooves 
of the extended stump shank. If possible, 
hold drive set and gun at a 90° angle to the face 
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of the work. Continue applying pressure until 
the head is fully formed. Straight portions of 
the shank should be flush with, or protrude 
not more than 1/32 inch from, the work. 

• Drive the lock-bolt stump collar onto a sur- 
face perpendicular to the axis of the hole. 
Deviations from perpendicular (90°) may not 
exceed 7°. Drive the manufactured head of 
the lock-bolt stump onto a surface perpen- 
dicular to the axis of the hole, whenever pos- 
sible. Spot-face for other conditions. 

Installing blind-type lock bolts (Figure 6-62) is basi- 
cally the same process as installing pull-type lock 
bolts. 
Inspection and Removal 

The lock bolt collar is swaged throughout most of 
its complete length. Tblerance of the broken end 
of the pin in relation to the top of the collar will be 
within the following dimensions: 

• 3/16-inch-diameter pin - 0.079 inch below to 
0.032 inch above. 

• 1/4-inch-diameter pin -0.079 inch below to 
0.050 inch above. 

• 5/16-inch-diameter pin - 0.079 inch below to 
0.050 inch above. 

• 3/8-inch-diameter pin -0.079 inch below to 
0.060 inch above. 

When it becomes necessary to remove a lock 
bolt, remove the collar by splitting it with a sharp 
cold chisel. Take care not to break out or deform 
the hole. Use backup bar on the opposite side of 
the collar being split. You can then drive out the 
pin with a drift 

NOTE: If the lock bolt collar is properly 
removed, the lock bolt may be replaced by 
another lock bolt of the same diameter. 
Depending on the condition of the hole, it 
may be possible to make several replace- 
ments, provided an interference fit is still 
present. 

JO-BOLTS 

Jo-Bolts are high-strength structural blind fasteners 
used in close-tolerance holes where assembly does 
not allow installation of AN, NAS, or MS bolts. They 
are sometimes used when saving weight is a factor. 
However, Jo-Bolts are always considered part of the 



permanent structure and are primarily subject to 
shear loads. When installed as a unit, Jo-Bolts con- 
sist of a bolt, a nut, and a sleeve. 

Jo-Bolts are identified by head type. There are five 
different head types: 

• Flush-head (F) Jo-Bolts (Figure 6-63) nor- 
mally take the same size countersink or 
dimple that is required for the corresponding 
size of AN509 screw head. The nut and bolt 
are made of alloy steel and the sleeve of an- 
nealed corrosion-resistant steel. All com- 
ponents are cadmium-plated. 

• Hex-head (P and PA) Jo-Bolts (Figure 
6-64) have an alloy steel bolt and an 
annealed corrosion-resistant sleeve. 
The bolt and sleeve are both cadmium- 
plated. 

• Millable hex-head (FA) Jo-Bolts (Figure 6-65) 
normally take the same size countersink or 
dimple that is required for the corresponding 
size MS20426 rivet. The bolt is made of alloy 
steel and the sleeve of corrosion-resistant steel. 
Both are cadmium-plated. The nut is 
aluminum alloy. After installation, the nut head 
is milled flush. 

• Oversize-type Jo-Bolts (FO and PO) are used 
in special applications where the installation 
hole has been elongated and standard Jo- 
Bolts cannot be used. The head size and 
material specifications of the FO- and PO- 
type Jo-Bolt are the same as the F and P types 
respectively, the only difference being the size 
of the nut and the shank diameter. 

• Flush-head Jo-Bolts (426F) are designed to 
fit in a countersunk or dimpled hole prepared 
for an MS20426 rivet. Nut shank size and 
material specifications are the same as for the 
F type of flush-head Jo-Bolt. 

The high shear and tension strength of Jo-Bolts 
makes them especially suitable for use in high stess 
areas where other blind fasteners would not be 
practical They are used in areas that do not often 
require replacement or servicing. Because Jo- 
Bolts are three-part fasteners, they should not be 
used where any loose part could be drawn into the 
engine air intake. 
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STUMP BEING 
DRIVEN INTO 
INTERFERENCE 
HOLE 



COLLAR AND 

SWAGING cirrcxA/AriMr 

<5FT APPLIED SET SWAGING 

SET APPLIED CQLLAR |NT0 

^W r LOCKING GROOVES 



STUMP DRIVEN - SWAGING SET 
AND BUCKING BAR REMOVED 




Figure 6-61. Installation of stump-type lock bolt 



BLIND LOCK BOLT 
INSERTED IN HOLE 



COLLAR BEING SWAGED 
INTO PIN GROOVES 







SHEETS PULLED TOGETHER 
BLIND HEAD FORMED 



COLLAR SWAGED - FASTENER DRIVEN 
PIN BROKEN - NOSE BEING EJECTED 



Figure 6-62. Installation of blind-type lock bolt 
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•I FORE 

NtlVMC 




DRIVING FLATS 



AFTER 
DRIVING 



CRIP 




NOTE; 

OU4EHS10NS SHOWN ARK IM INCHES. 



BOLT SIZE 


NO 1 NOMINAL 


NO 10 NOMINAL 


1/4 NOMINAL 


5/16 NOMINAL 


3/1 NOMINAL 


DASH 
NO 


CRIP RANGE 


A 

:0.01l 


• 
0.015 


A 
rO.015 




: 0.015 


A 
•0.015 


■ 
: 0.01 5 


A 
:0.015 


t 
: 0.015 


A 
: 0.015 


• 
:0.015 


-aw 


MAX 




0.0*4 


0.154 


0.2)0 


0.73) 


0.220 


0.053 


0.254 


0011 












0.154 


0.210 


0.20) 


0.705 


0.201 


0.014 


0.319 


0.044 


0.344 


1.094 


0.417 


1.170 




0.210 


0.211 


0.355 


0.150 


0.353 


0.070 


0.301 


1.004 


0.404 


1.15ft 


0.470 


1.242 




0.201 


0.344 


0.411 


0.020 


0.414 


1.041 


0.444 


1.049 


0.440 


1.22) 


0.542 


1.304 




0.344 


0.404 


0.400 


0.90) 


0.470 


1.103 


0.504 


1.131 


0.S31 


1.213 


0.404 


1.347 




0.404 


0.440 


0.54) 


1.045 


0.541 


1.144 


0.540 


1.194 


0.504 


1.344 


0.447 


1.420 


, " 


0,4*f 


0.531 


0.405 


1.100 


0.403 


1.220 


0.431 


1.254 


0.454 


1.400 


0.720 


1.402 




0.5)1 


0.504 


0.4tt 


1.170 


0.444 


1.201 


0.404 


1.310 


0.710 


1.471 


0.702 


1.554 


10 


0.504 


0.454 


0.720 


1.233 


0.720 


1.3S3 


0.754 


1.301 


0.701 


153) 


0.054 


1.417 


11 


0.456 


0.710 


0.703 


1.205 


0.701 


1.414 


0.019 


1.444 


0.044 


1.504 


0.017 


1.670 


12 


0.710 


O.701 


0.055 


1.2S0 


0.05) 


1.470 


0.001 


1.504 


0.904 


1.450 


0.970 


1.742 


13 


0.711 


0.144 


0.010 


1.420 


0.014 


1.S41 


0.044 


1.540 


0.010 


1.721 


1.042 


1.104 


14 


0.144 


0.004 


0.000 


1.413 


0.070 


1.403 


1.004 


1.431 


1.031 


1.71) 


1.104 


1J47 


15 


0.004 


0.049 


1.043 


1.545 


1.041 


1.444 


1.040 


1,404 


1.094 


1.144 


1.167 


1.020 


14 


0.040 


1.031 


1.105 


1.400 


1.103 


1.720 


1.131 


1.754 


1.154 


1.900 


1.220 


1.V02 






PART 
NO 


NOM 


NUTWA 
C 


HEAD DIA 
D 


PILOT DRILL 


FINAL REAM 








SIZE 


TYPE F, PO. 
AND424P 


TYPE F 
ANDFO 


TYPE 
424F 


TYPEP 
AN0 424P 


TYPE 
PO 


TYPEP 

AN0 424F 


TYPE 
FO 






144 


HO. 


0.UI 
0.154 


0.332 
0.325 


0.290 
0.202 


NO. 25 
(0.150) 


NO. 20 
(0.141) 


0.147 
0.144 


0.102 
0.100 






200 


NO. 10 


0.100 
0105 


0.315 

0.370 


0.357 
0.340 


HOIS 
(0.100) 


NO. 7 

(0.301) 


0.202 

0.190 


0.217 
0.215 






2(0 


1/4 


0.240 
0.2S4 


0.507 
0.400 


0.410 
0.472 


D 
(0.244) 


C 

(0.241) 


0.243 
0.240 


0.270 
0.274 






312 


V»4 


0.312 
0.304 


0.435 
0.424 


0.540 
0.550 


L 
(0.290) 


N 
(0.302) 


0.315 
0.312 


0.329 
0.327 






m\ 


VI 


0.375 
0.344 


0.742 
0.752 


0.490 
0.411 


S 
(0.340) 


U 
(0.340) 


0.370 
0.374 


0.392 
0.390 


■ 



Figure 6-63. Grip ranges, sizes, and diameters of AN509 flush-head Jo-Bolts 
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BEFORE 
DRIVING 



-B 
-A 




AFTER 

DRIVING 



— GRtP-H 




DRIVING FLATS 



BOLT SIZE 


NO 8 NOMINAL 


NO 10 NOMINAL 


1/4 NOMINAL 


5 16 NOMINAL 1 3/1 NOMINAL 


DASH 
NO 


GRIP RANGE 


A 
»0.015 


t 
t0.015 


A 
♦ 0.015 


• 
•0.015 


A 
•4.015 




♦0.015 


A 
*0 01S 


ft 
40.015 


A 
t0.01S 


ft 
♦0.015 


ana 


MAX 


1 


0.031 


0.094 


0.140 


0.733 


















2 


0.0f4 


0.154 


0.230 


0.795 


0.220 


0.934 


0254 


1.006 










< 3 


0.1 $4 


0.219 


0.293 


0.051 


0.291 


0999 


0.319 


1.049 


0.344 


1.221 


0.417 


1.304 


4 


0.219 


211 


0.355 


0.920 


0.353 


1.041 


0.301 


1.131 


0.404 


1.2*3 


0.479 


1.347 


s 


0.211 


0.344 


0.411 


0.913 


0.414 


1.124 


0.444 


1.194 


0.469 


1.344 


0.542 


1.429 


4 


0.344 


0.404 


0.400 


1.045 


0471 


1.104 


0.S04 


1.254 


0.531 


1.400 


0.404 


1.492 


7 


0.404 


0.449 


0.543 


1.100 


0541 


1.249 


0.549 


1.319 


0.594 


1.471 


0.447 


1.554 





0.449 


0.S31 


0.605 


1.170 


0.403 


1.311 


0.431 


1301 


0454 


1.533 


0.729 


1.417 


9 


0.S31 


0.594 


0.441 


1.233 


0.444 


1.374 


0.494 


1.444 


0719 


1.594 


0.792 


1.479 


10 


0.S94 


0.454 


0.730 


1.295 


0.720 


1.434 


0.754 


1.504 


0.701 


1.450 


0.054 


1.742 


11 


0.454 


0-719 


0.793 


1.350 


0.791 


1.499 


0.119 


1.549 


0.144 


1.721 


0.917 


1.004 


12 


0.719 


0711 


0155 


1.430 


0.153 


1.541 


0.001 


1.431 


0.904 


1.7*3 


0.979 


1.047 


13 


0.711 


0.144 


0.910 


1.403 


0.9)4 


1.424 


0.944 


1.694 


0.969 


1.044 


1.042 


1.929 


14 


0J44 


0904 


0.910 


1.545 


0.970 


1.404 


1.006 


1.754 


1.031 


1.900 


1.104 


1.992 


IS 


0.904 


0.949 


1.043 


1.400 


1.041 


1.749 


1.049 


1.019 


1.094 


1.971 


1.147 


2.054 


14 


0.949 


1.031 


1.105 


1.470 


0.103 


1.011 


1.131 


1.011 


1.154 


2.033 


1.229 


2.ii7 ; 




1 


■ART 
NO 


NOJ4 i 
SIZE 


NUT DIA 
C 


HEAD DIA 
D 


PILOT DRILL 


FINAL REAM 






TYPE P, PO, 
AND PA 


TYPEP 
ANDPO 


TYPE 
PA 


TVPI 
PO 


TVPIP 
AND PA 


TVPIP 
AND PA 


T1 
P< 


fPI 

) 

1*2 
100 








144 


NO. t 


0.141 
0.154 


0.250 
0.244 


0.213 

0.277 


NO. 30 
10.141) 


NO. 25 
(0.150) 


0.147 
0.144 


0. 
0. 






200 


NO. 10 


0.199 
0.195 


0.312 
0.305 


0.344 
0.332 


NO. 7 
(0.2011 


NO. IS 
(0.100) 


0.202 
0.199 


0*217 
0.215 






240 


1/4 


0.240 
0.254 


0.375 
0.347 


0.472 

0.450 


G 

(0.241) 


D 
(0.244) 


0.2*3 
0.260 


0.27* 
0.274 






312 


5/14 


0.312 
0304 


0.437 
0.429 




N 
(0.302) 


L 
(0.290) 


0315 
0.312 


0.329 
0.327 






375 


3/1 


0.375 
0.344 


0.500 
0.491 






(0.3a) 


5 
(0.34*1 


0.371 

0.374 


0.392 

0.390 





NOTES: 

1. PA TYPE NOT AVAILAOLE IN THESE SIZES. 

2. DIMENSIONS SHOWN ARE IN INCHES. 



Figure 6-64. Diameters, sizes, and grip ranges of hex-head Jo-Bolts 
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DKIVINC 


► FLATS 






IIFORE 

DRIVING 

\ 










J*^** 


) 














\ . 








c 


jsmm 














V " 










^T A ^**w ■ 


■ 




K^ 






AFTER 

DRIVING 






l— CRIP 




BOLT SIZE 


NO 8 NOMINAL 


NO 10 NOMINAL 


V 4 NOMINAL 


DASH 
NO 


GRIP RANGE 


A 
•0.015 


1 
-.0.015 


A 
* 0.01 5 


B 

1 0.01 5 


A 
1 0.01 5 


B 
s 0.015 


MM ] MAX 


1 


















2 


0.094 


0.154 


0.305 


0.704 


0.300 


0.934 


0.344 




3 


0.154 


0.219 


0.341 


0.050 


0.371 


0.999 


0.399 




4 


0.219 


0.211 


0.430 


0*20 


0.433 


1.041 


0.441 




5 


0.211 


0.344 


0.493 


0.913 


0.494 


1.124 


0.524 




4 


0.144 


0.404 


0.555 


1.045 


0.550 


1.144 


0.504 




7 


0.404 


0.44* 


0.410 


1.101 


0.421 


1.349 


0.449 




• 


6.44* 


0.531 


0.400 


1.170 


0.403 


1.311 


0.711 




f 


0.U1 


0.504 


0.743 


1.233 


0.744 


1.374 


0.774 




W 


O.St4 


454 


0.005 


1.295 


0.000 


1.437 


0.034 




11 


0.454 


0.71? 


0.04O 


1.350 


0.171 


1.499 


0.099 




12 


071f 


0.711 


0.030 


1.420 


0.933 


1.541 


0.941 




13 


0711 


0.144 


0.903 


1.403 


0.994 


1.424 


1.024 




14 


0J44 


0.104 


1.055 


1.545 


1.050 


1.404 


1.004 




IS 


0.904 


0*5 


1.111 


1400 


1.121 


1.749 


1.149 




14 


0.949 


_1.031 


1.140 


1.470 | 1.103 


1.011. 


1211 




PART 
NO 


NOM 
SIZE 


NUT DIA C 


HEAD DIA D 


PILOT DRILL 


FINAL REAM 


144 


HO. • 


0.U1 
0.154 


0.201 

0.277 


NO. 25 
(0.150) 


0.147 
0.144 


200 


HO. 10 


O.ltt 
0.195 


0.344 
0.332 


HO. 15 
(0.100) 


0.202 
0.199 


240 


1'4 


0.240 
0.254 


0.472 

0.450 


D 
(0.244) 


0.243 
0.240 


HOTS: 

MMENSIOHS SHOWN ARE IN INCHES. 







Figure 6-65. Sizes, grip range, and diameters of millable hex-head Jo-Bolts 
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Selection 

The Jo-Bolt grip range is determined by measuring 
the thickness of the material with a hook scale. Tkke 
the measurement with the material clamped and in- 
clude variations due to sheet thickness, primer, and 
any spaces between the sheets caused by ir- 
regularities in contour. 

Installation 

Jo-Bolts are installed with special tools and equip- 
ment (Figure 6-66). Pilot and ream drill sizes for 
Jo-Bolts are shown in Figures 6-63, 6-64, 6-65, and 
6-67. The size of a hole should be such that the 
selected Jo-Bolt can be pushed through the hole 
according to the applicable installation figure. The 
Jo-Bolt should never be forcibly driven through the 
hole. A very light tap is permissible in aluminum 
alloys but not in steel. Insert a Jo-Bolt in a drilled 
hole and drive it in according to these steps: 



compressed between the bolt head and the 
control end of the nut and is drawn over the 
taper. The sleeve is expanded, forming the 
blind head against the surface of the inner 
member. As driving is completed, the 
slabbed portion of the bolt is snapped off and 
ejected from the tool. 
• After driving is completed, touch up the end 
of the bolt at the break-off point with zinc 
chromate primer. 

Removal 

If it is necessary to remove a Jo-Bolt, use a drill 
with a speed of 500 RPM or less. Figures 6-68 and 
6-69 show how to remove a Jo-Bolt. Table 6-62 
shows the correct drill size to use when removing 
one. 



•OLT 



WRENCH ADAPT It 



KOIF ADAPTER 




ADAPTER HOUSING 



PNEUMATIC POWER TOOL 



Figure 6-66. Jo-Bolt installation tools 



Select the right combination of tools. 
Engage the slabbed portion of the bolt shank 
with the nose adapter of the tool. Make sure 
the cogs on the nose engage the nut. 
Hold the driving tool down tightly against the 
head of the Jo-Bolt and perpendicular to the 
work. Failure to do this may result in the stem 
breaking off before the Jo-Bolt is tight. 
Apply power. As power is applied, the bolt is 
turned while the nut is held. The sleeve is 



Section IV. Resistance Welding 
RESTRICTIONS 

Resistance welding is the only type of welding al- 
lowed on the heat-treatable aluminum alloys used in 
Army aircraft. This type of welding will be done only 
by the aircraft manufacturer or at a depot rebuild 
factory. Resistance welds are also known as spot 
welds . When spot welds fail, they can usually be 
repaired with solid-shank rivets. Figure 6-70 shows 
methods for repairing sheared spot welds. 
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DRIVING FLATS* 




■GRIP- 



AFTER 
DRIVING 



H 



i 



MILLABLE-HEX FA JO-BOLT 



DASH 
NO 


GRIP RANGE | 


6/32 IN (164)* 


3/16 IN 


(200) 


1/4 IN (260) 


MIN 


MAX | 


A 
:0.015 


B 
:0.015 


A 
tO.015 


B 
;0.015 


A I 
:0.015 


B 
-0.015 [ 


•2 


0.034 


0.156 


0.305 


0.795 


0.308 


0.963 


0.336 


0.960 


3 


0.156 


0.219 


0.368 


0.858 


0.371 


0.999 


0.399 | 


1.023 


•4 


0.219 


0.281 


0.430 


0.920 


0.433 


1.061 


0.461 J 


1.085 


■5 


0.261 


0.344 


0.493 


0.983 


0.496 


1.124 


0.524 


1.148 


6 


0.344 


0.406 


0.555 


1.045 


0.558 


1.186 


0.586 


1.210 


•7 


0.406 


0.469 


0.618 


1.108 


0,621 


1.249 


0.649 


1.273 


•8 


0.469 


0.531 


0.680 


1.170 


0.683 


1.311 


0.711 


1.335 


-9 


0.531* 


0.594 


0.743 


1.233 


0.746 


1.374 


0.774 


1.398 


•10 


0.594 


0.656 


0.805 


1.295 


0.808 


1.437 


* 0.836 


1.468 


11 


0.666 


0.719 


0.868 


1.358 


0.871 


1.499 


0.899 


1.523 


■12 


0.719 


0.781 


0.930 


1.420 


0.933 


1.561 


0.961 


1.585 


-13 


0.781 


0.844 


0.993 


1.483 


0.996 


1.624 


[ 1.024 


1.605 | 


•14 


0.844 


0.906 


1.055 


1.545 


1.058 


1.686 


j 1.086 


1.712 


•15 


0.906 


0.969 


1.118 


1.608 


1.121 


1.749 


1 1.149 


1.775 


•16 


0.969 


1.031 


1.180 


} 1.670 


1.183 


I 1.811 


1.211 


1.837 



PART 
NO 


NOM 

SIZE 

IN 


NUT 

DIA 

C 

♦0.001 


HEAD 

DIA 

D 

IN 


PILOT DRILL 


FINAL REAM 


CKS 

MIN 

SHEET 

THICK 


100* 
CKS 
0.005 


100* 
RIVET 

DIMPLE 
DIE 


MIN 


MAX 


•164 


5/32 


0.163 


9/32 


NO. 25(0.149) 


0.164 


0.167 


O.0C3 


0.247 


5/12 


200 


3/16 


0.198 


11/32 


NO. 15(0.180) 


0.199 


0.202 


0.071 


0.330 


3/16 


260 


1/4 


0.259 


15/32 


D( 0.246) 


0.260 


0.263 


0.100 


0.455 


1/4 



Not approved for iiructurnl repair. 



Figure 6-67. Jo-Bolt specification tables 
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NOSE ADAPTER 
WRENCH ADAPTER 



NUT 



SLEEVE 




BREAK ■ OFF POINT 
SNAP OFF BOLT 



BOLT 



DRIVING 
POSITION 



DRIVING 
END 



JO-BOLT BREAK-OFF TOLERANCE 





HEX TYPE 
(P _ po - PA» 



FLUSH TYPE 
lF - FO - «GF| 



STANDARD JO-BOLTS 



MILLABLE HEX TYPE 
(FA) 



















PART 
NO 


NOMINAL 
SIZE 

INCHES 


P AND PA TYPE 


FTYPE 


FA TYPE 


MIN 


MAX 


MIN 


MAX 


MIN 


MAX 


164 


6/32 


4*0.000 


♦O.078 


♦0.010 


•0.061 


♦aooo 


♦0.078 


200 


3/10 


♦0.016 


♦0.093 


♦aooo 


•0.071 


♦0.000 


+a078 


200 


1/4 


♦0.037 


♦0.116 


♦0,000 


■0.071 


♦aooo 


♦a078 


312 


B/10 


♦o.wr 


♦0.130* 


♦aooo 


•0.083 


• 


• 


375 


3/1 


♦O.069* 


♦0.142* 


♦0,000 


-aow 


• 


• 



•PA md FA typ* not m«to m tfttn ««■* 

OVERSIZE AND SPECIAL TYPE JO BOLTS 



PART 
NO 


NOMINAL 

SIZE 

INCHES 


POTYPE FOTYPE 426F TYPE 


MIN 


MAX 


MIN 


MAX 


MIN 


MAX 


164 


5/32 


♦aooo 


+0.076 


♦aoio 


0.068 


♦aoio 


-0.068 


200 


3/16 


+aoi5 


♦ao93 


♦aooo 


■0.078 


HLOOO 


-a078 


260 


1/4 


♦ao37 


♦am 


♦aooo 


a07B 


♦aooo 


0.078 


312 


5/16 


♦a047 


♦aiso 


♦aooo 


aOB3 


aooo 


•0.083 


375 


3/8 


♦0.059 


+ai42 


♦aooo 


0.083 


♦aooo 


•0.083 



NOTE 

BREAK-OFF TOLERANCES ARE MEASUREO FROM THE SKIN SUR- 
FACE ONLY. MEASURE FOR CORRECT TOLERANCE BEFORE 
MILLING FA-TYPE. DO NOT MILL ANY OTHER TYPE HEAD. 



Figure 6-67. Jo-Bolt specification tables (cont) 
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1. SELECT DRILL SIZE FROM 
TABLE 66* AND 
DRILL TO BELOW HEAD 
SHANK JUNCTURE. 



2. SELECT DRILL SIZE FROM 
TABLE 662, AND 
DRILL TO DEPTH OF PILOT 
HOLE. 



3. WITH HAMMER AND NOMINAL 
SIZE PUNCH, SEVER HEAD 
AND DRIVE OUT SHANK AND 
BLIND HEAD. 



Figure 6-68. Removal of Jo-Bolts Installed too short 




1. PREVENT NUT FROM TURNING 
BY ENGAGING DRIVING TOOL 
NOSE ADAPTER. HOLD NOSE 
ADAPTER WITH HAND TOOL 
HANDLE OR VISE GRIP PLIERS. 



2. SELECT DRILL SIZE FROM 
TABLE 662, AND 
DRILL THRU SHANK, 
SEVERING BOLT HEAD. 



3. PICK NUT OUT OF 
HOLE WITH PUNCH. 



Figure 6-69. Removal of Jo-Bolt installed too long 
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ADVANTAGES 

Electrical resistance welding has solved 
production problems with a reduction in labor, 
air, noise, and time. One advantage in using 
resistance welding is that it localizes heating at 
the specific place where fusion is desired; at the 
same time, it allows both the amount of heat and 
the extent of fusion to be accurately controlled. 
No filler metal need be added to the weld. 



NOTE: When there are more than two spot- 
weld failures at the same spot or when 
breaks exceed 3/8 inch in diameter, the areas 
should be repaired, whenever possible, in 
the same manner as for a complete break, 
using a flush patch procedure. 



SKIN 



THIS METHOD OF REPAIR SHOULD 
BE USED ONLY IN CASES WHERE 
SKIN SEPARATES FROM STRUCTURE 
LEAVING A BUTTON OF SKIN NOT 
GREATER THAN 3/8 INDIA ON 
STRUCTURE 



SPACER -SAME GAGE AS 
SKIN INSERTED SNUGLY 
INCENTERBOREDHOLE. 
3/8 IN DIA IS MAX SIZE THAT 
CAN BE USED FOR SPACER 




SECTION A-A 



SPOT-WELD DIMPLE 



WASHER -0.064 IN 
BEVELED EDGE 

SKIN 

SPOT-WELD NUGGET 
COUNTERSUNK RIVET 



SET'SPACER AND RIVET IN 
WET ZINC CHROMATE 
PRIMER. MILITARY 
SPECIFICATION MIL-P*666 



DRILL AND COUNTERSINK 
THROUGH SPOT WELD DIMPLE 



SPOT WELD 




TAP SKIN DOWN FIRMLY 
TO STRUCTURE 



COUNTERSUNK 
RIVETS AS 
REQUIRED 



THIS METHOD TO BE USED FOR 
SHEARED SPOT WELD 



-SHEARED SPOT WELD 




Figure 6-70. Repair of sheared spot welds 
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"fable 6-62. Drill sizes for removing Jo-Bolts 






Jo-Bolt Pert No 
(ell head types) 


Drill SUe 


COLA 


COLB 


164 
200 
260 
312 
376 


No 42 (0.0935) 
No 35 10.110) 
No 24 (0.152) 
No 17 (0.173) 
No 5 (0.2056) 


No 23 (0.154) 
No 12(0.189) 
D (0.246) 
M (0.295) 
23/64(0.3594) 
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CHAPTER 7 



AIRCRAFT FASTENERS 



Fastening devices allow quick dismantling or re- 
placement of frequently removed and replaced 
aircraft parts. Riveting these parts each time they are 
serviced would weaken or ruin the joint. Also, some 
joints require greater tensile strength and stiffness 
than rivets can provide. Bolts, turncock fasteners, 
and structural screws are temporary fastening 
devices that provide the required rigidity and fail- 
safe attachment. Use bolts where great strength is 
required. Where strength is less critical, use turn- 
lock fasteners and structural screws. When aircraft 
fasteners have to be replaced, duplicate fasteners 
should be used. If these fasteners are not available, 
substitutes may be used. But before substituting any 
fastener, consult TM 55-1500-204-25/1 to ensure 
making proper selection. A description of fasteners 
must be based on understanding the differences be- 
tween bolts and screws. In many ways, they are 
similar. Both are pins or rods made of aluminum or 
steel alloys, and both are used for fastening or hold- 
ing, Each has a head on one end and screw threads 
on the other end. However, the following differences 
exist between the bolts and screws: 

• The threaded end of the bolt is always blunt, 
and a nut must be screwed onto it to complete 
the assembly. The threaded end of a screw 
can be either blunt or pointed, and it can fit 
either into a female receptacle or directly into 
the metal being secured. 

• The threaded portion of a bolt is relatively 
short, and its grip length (unthreaded por- 
tion) is relatively long. The threaded portion 
of a screw is longer than that of a bolt, and it 
has no specific grip length. 

• The assembly of a bolt is usually tightened by 
turning the nut on the bolt, and the bolt head 
may or may not be designed to rotate. 
Tighten a screw by rotating the head. 

Section I. Bolts 

COMPOSITION 

Aircraft bolts are made from cadmium- or zinc- 
plated, corrosion- resistant steel and anodized 
aluminum alloys. Most aircraft structural bolts are 



general-purpose, hexagon-head bolts; internal 
wrenching bolts; or close-tolerance bolts, Aircraft 
manufacturers sometimes make bolts of different 
dimensions or higher strength than standard types. 
Because these bolts are made for a particular ap- 
plication, they must be replaced with similar bolts. 
When such bolts are not available and must be fabri- 
cated locally, use the identical material and heat 
treatment specified in the applicable drawings or an 
authorized, properly heat-treated substitute 
material. Special bolts are identified by the letter "S" 
stamped on the head. 

IDENTIFICATION 

Bolts may be classified for identification by the 
shape of the head, the method of securing them, 
and their use. The head shape may be hexagon, 
square, eye, or internal wrenching. Unless stated 
otherwise, thread sizes on aircraft bolts are desig- 
nated in NF readings. 
Bolt Head Markings 

Bolts are designed and made of different materials 
and with different tensile strengths to match their 
individual heat ranges and grip stresses. Each bolt is 
marked with a code for identification and physical 
characteristics. Most bolts commonly used in 
aircraft structural repair are marked on the head to 
indicate their material composition and whether or 
not the bolt is close tolerance. A single dash (-) 
indicates eorrosion-Tesistant steel. An X enclosed in 
a triangle indicates alloy steel of 126,000 to 145,000 
pounds per square inch. A single X on the head of 
the bolt indicates medium-carbon steel alloy. These 
markings are sometimes combined (Figure 7*1), 

Part Number Designations 

Several different military bolt part number designa- 
tions are used on Army aircraft, such as AN (Air 
Force-Navy), MS (Military Standard), NAS (Nation- 
al Aircraft Standard). Only the AN bolt part number 
will be discussed here. For further information on 
bolts, refer to TM 55-1500-204-25/1 and TO 1-1A-8. 
The bolt part number designation gives the type, 
diameter, material, length, and grip length of the bolt, 
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and states whether or not the head or shank is drilled. 
An example of such a designation is AN3DD6A-- 

• AN indicates Air Force-Navy standard 
design. 

• 3 indicates 3/16-inch diameter. 

• DD indicates 2024T aluminum alloy. 

• 6 indicates 25/32-inch length and 3/8-inch 
grip length. 

• A indicates bolt undrilled. 

If DD were replaced by the letter C, material used 
would have been corrosion-resistant steel If no 
material code is shown, a dash (-) appears, indicating 
carbon steel. The letter H in front of the number 6 
indicates that both bolt head and shank are drilled. 
The letter H in front of the dash number and the 
letter A after it indicate that only the head is drilled. 
AN3DD6 indicates that only the shank is drilled, 
AN3DDH6 that both head and shank are drilled, and 
AN3DDH6A that only the head is drilled. 

GRIP LENGTH 

The grip length of a bolt is the length of the un- 
threaded portion of the bolt shank (between the head 
and threaded portion). Grip length is proportional 
to the length of the bolt and is usually included in 
the dash number of the coding number, which also 



includes the bolt length. In Table 7-1 the bolt dash 
numbers are listed in the left-hand column. Each 
dash number indicates the same combination of bolt 
and grip lengths, regardless of the bolt diameter. 
When selecting a bolt, make sure that its grip length 
equals the thickness of the material being bolted 
together, that no part of the threads bears on the 
material, and that the shank does not protrude too 
far through the nut. Because no particular bolt can 
always meet these conditions, the solution may be to 
select a bolt of slightly greater grip length than re- 
quired and place a washer under the nut or bolt head. 

TYPES 

T\yo basic types of general-purpose bolts, hexagon 
head and close tolerance, are used in aircraft struc- 
tural situations. 

Hexagon-Head Bolts 

The common hexagon-head aircraft bolt, AN3 
through AN20, is an all-purpose structural bolt used 
for general applications involving tension and shear 
loads. It is made of cadmium- or zinc-plated, non- 
corrosion-resistant steel; corrosion-resistant steel; or 
anodized aluminum alloy. Steel bolts smaller than 
AN3 and aluminum alloy bolts smaller than AN4 are 
easily overstressed at assembly; therefore, do not use 
them in primary structures. 



SINGLE f~s 
DASH k*J 


STEEL, CORROSION 
RESISTANT (16 Cr r 2ND 




SINGLE r">j 
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2 RADIAL DASHES 
180 DEGREES (T> 
APART kj^ 1 


* STEEL, MEDIUM 
CARBON 




<§> 




CLOSE TOLERANCE 
CLOSE-TOLERANCE SHANK/HEAD 


TRIANGLE 
WITH AX A 
INSIDE 


ALLOY STEEL 


CLOSE-TOLERANCE SHANK/HEAD, 
125,000 TO 145,000 PSI 





ALUMINUM ALLOY 


TS: 62,000 PSI MIN 



Figure 7-1. Bolt head markings 



) 



7-2 



Table 7-1. Close tolerance, hexagon-head bolts 



FM 1-563 




MOTH, 1. POitDLTIOrtOWCMQUf ^H HWHC.»1H K 0UCW^MM«T0 AM AMOHAUIICAL SIMDMO MMMC1 



1 BWlNUQHIIttOVHMCJNJtfCHM. 



Close-Tolerance Bolts 

These bolts include close-tolerance, hexagon-head 
bolts, AN173 through AN186, and close^tolerance, 
100° countersunk bolts, NA3334 through NAS340. 
They are used in aircraft fabrication where bolted 
joints are subject to severe load reversals and vibra- 
tion. The bolt shanks are made to close tolerance, 
permitting a very close fit using reamers. Standard 
AN hexagon-head bolts are otherwise identical and 
may be used for the same applications, provided a 
light-drive fit is made, A light-drive fit may be con- 
sidered an interference fit of 0.0006 inch for a 5/8- 
inch diameter bolt; other sizes are proportional 
Such bolts are used to eliminate loss of motion in 
control systems. Close-tolerance, hexagon-head 
bolts, AN173 through AN186, are identified in Tfcble 
7-1 above, and close-tolerance, lOOo countersunk 
bolts arc identified in lible 7-2. Use an internal 
hexagon-, Phillips recess-, or Frearson recess-type 
wrench to turn these 100° countersunk bolts. 



Section II. Nuts 



IDENTIFICATION 

Aircraft nuts come in many shapes and sizes. They 
are made of cadmium-plated carbon steel; cor- 
rosion-resistant steel, brass, or anodized 2024T 
aluminum alloy, and have either right- or left-hand 
threads. 

Nuts are ordered separately and have no identifying 
marks or letters. They are identified by the charac- 
teristic metallic luster or color of the aluminum, 
brass, or fiber they are made of, by their construction, 
or by their thread size. 

Except for a few special types, nearly all aircraft nuts 
are AN standard. In stock lists, part numbers desig- 
nate the type of nut. The common types and the 
respective part numbers are-- 

• Plain, AN315 and AN335. 

• Castellated, AN310. 
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Table 7-2. Close-tolerance, 100° countersunk bolts 



) 



FREARiOH 
RECESS 



PHILLIPS 

RECESS 



HEXAGON 
SOCKET 






LENGTH 



-)/32, 

-V44 



CRIP- 



HAS NUMBERS 



UIE AHD THREAD 



DIAMETER 



TlMMLESTRe«GTH(Ll> 



SHEAR STRENGTH (LI) 



HAS334 



t/4-ai 



-0.0000 
0.2492 -4.0005 



34*0 



NAS33S 



3/14-24 



0.3117 -0,000* 



4500 



5750 



NASJ34 



1/1*24 



•4.0000 
0.3742 -0.0005 



10100 



1210 



KAS337 



7/H-70 



■"0 0000 
0.4317 -O-0W5 



13400 



11250 



NAS33S 



Vt.20 



-€.0000 
0.4W1 -fl.OOQS 



usoo 



H700 



NAS33* 



9/14-1* 



♦0.0000 
0,5411 "0.0005 



33400 



11700 



NAS340 



VMi 



0.4240 -0!0OO4 



30100 



3 WOO 



HOT El; 

1. EXAMPLES OP WM^iMlj, ^ My|| |NCH G(ur 2 . 11/32 ,„ C „ LEHCT H. DRILLED 

HA$33taA * iOLT! M5/14 INCH CRIP, M3/32 INCH LEHCTH, UNDRILLED. 

2. MATERIAL: 2330 NICKEL STEEL 

3. DIMENSIONS SHOWN ARE IN INCHES. 



• Plain check, AN316. 

. Light hexagon, AN340 and AN345. 

• Castellated shear, AN320. 

. Patented, self-locking, MS20363 through 
MS20367. 

• Wingnut, AN350. 

CODING 

Letters and digits following the part number indicate 
items such as material, size, threads per inch, and 
right- or left-hand threads. The letter B following the 
part number stands for brass; D for 2017T aluminum 
alloy; DD for 2024T aluminum alloy; C for stainless 
steel; and in the case of a dash instead of a letter 
cadmium-plated carbon steel. 

The one or two digits following the dash or the 
material code letter represent the dash number of the 
nut and indicate the size of the shank and threads per 
inch of the bolt that the nut fits on. The dash number 
corresponds to the first figure appearing in the part 
number coding of general-purpose bolts. For ex- 
ample, a dash number of 3 indicates that the nut will 



fit an AN3 bolt (10-32); 4 that it will fit in an AN4bolt 
(1/4-28); 5 that it will fit an AN5 bolt (5/16-24); and 
soon. 

The code numbers for self-locking nuts end in three- 
or four-digit numbers. The last two digits indicate 
threads per inch, and the one or two digits preceding 
them stand for the nut size in sixteenths of an inch. 

As an example of the code numbers used to order 
aircraft nuts, assume that a nut is needed to fit a 
1/4-inch bolt. A plain nut and a check nut made of 
corrosion-resistant steel with 28 threads per inch are 
required. Both nuts will have right-hand threads. 
Determine the code number to order these nuts as 
follows: 

• AN315 or AN335--plain nut part number 

- C-stainless steel (corrosion-resisting) 

- 4(4/16)--l/4-28 screw and thread size 

- R-right-hand thread 

The complete code number for ordering the plain nut 
isAN315C4R. 



) 
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• AN316--check nut part number 

- C~stainless steel (corrosion-resisting) 

- 4(4/16)--l/4-28 screw and thread size 

- R-right-hand thread 

The complete code number for ordering the check 
nutisAN316C4R. 

The following are examples of some other common 
nuts and their code numbers: 

. Code number AN310DD5R 

- AN310»aircraft castle nut 

- DD-2024T aluminum alloy 

- 5--5/16-mch diameter 

- R--right-hand thread (usually 24 threads 
per inch) 

• Code number AN320-10 

- AN320--aircraft castellated shear nut 9 
dash (-)-cadmium-plated carbon steel 

- 10-5/8-inch diameter (usually right-hand 
thread, 18 threads per inch) 

• Code number AN350B1032 

- AN350--aircraft wingnut 

- B-brass 

- 10~number 10 bolts 

- 32— threads per inch 
TYPES AND APPLICATIONS 

Aircraft nuts may be divided into two general 
groups: non-self-locking nuts, which must be 
safetied by external- locking devices, such as lock- 
nuts, cotter pins, or safety wire; and self-locking 
nuts, which contain the locking feature as an integral 
part. Only a few of the various types of nuts will be 
discussed in this section. For more information, refer 
to TM 55-1500-204-25/1 and TO 1-1A-8. 

Non-Self-Locking Nuts 

AN310 airframe castellated nuts (Tkble 7-3) are used 
in conjunction with drilled-shank, AN, hexagon-head 
bolts; clevis bolts; eyebolts; drilled head bolts; or 
studs. They are fairly rugged and can withstand large 
tensional loads. The slots in the nut, called castella- 
tions, are designed to accommodate a cotter pin or 
external locking device, such as safety wire for safety- 
ing purposes. 



Self-Locking Nuts 

1\vo general types of these nuts are in current use: 
the all-metal and nonmetallic insert (fiber or nylon). 
As their names indicate, each type gets its locking 
capability differently. Both standard all-metal and 
nonmetallic insert, self-locking nuts are shown in 
Tholes 7-4 and 7-5. 

All Metal 

The all-metal type of self- locking nut depends on the 
metals ability to recover its size and shape when the 
locking action and the load-carrying portion are 
engaged by bolt or screw threads. This nut holds 
tight despite severe vibrations and can be used 
several times before being replaced. 

Nonmetallic Insert 

Nonmetallic insert, self-locking nuts depend on fiber 
or nylon inserts integrated with the inside diameter 
of the nut for their locking action. When a screw or 
bolt is installed, the insert stretches and makes con- 
tact with the bolt or screw threads. This produces the 
locking action. Bolts, studs, or screws of 5/16 
diameter and larger that have cotter pin holes are 
free from burrs. Burrs tend to tear the nonmetallic 
insert, making it unusable as a locking device. Bolts, 
studs, and screws of 1/4-inch diameter and smaller 
that have cotter pin holes may only be used with 
nonmetallic insert, self-locking nuts in an emergency. 
Replace these nuts as soon as possible with the 
specified type. Before reusing a nonmetallic insert, 
self-locking nut of 1/2-inch diameter or less, test it for 
minimum prevailing torque by trying to insert a 
matching screw or bolt by hand. Reuse only those 
nuts that cannot be tightened with your fmgers after 
the insert engages the bolt or stud, lest nuts of 
greater than 1/2-inch diameter for minimum prevail- 
ing torque using the values specified in "fable 7-6* Do 
not subject nonmetallic insert* self-locking nuts to 
temperatures above 250T (121°C). 



CAUTION 



Do not reuse self-locking nuts for critical 
applications; refer to TM 55-1500-204-25/1, 



Plate Nuts 

These nuts are also called anchor nuts or nut plates. 
The different shapes and types of these fasteners are 
shown in Figures 7-2 through 7-24. These fasteners 
are mounted on a plate, riveted into a Fixed location, 
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used for blind mounting in inaccessible areas, and 
used to simplify maintenance. They are available in 
a wide range of sizes and shapes, such as one-lug, 
two-lug, right-angle, and floating nut plates, to match 
the specific physical requirements of the individual 
nut's location. They are usually self-locking and 



designed to provide just enough movement to com- 
pensate for misalignment of the subassembly. 

NOTE: The illustrations and information in 
Figures 7-2 through 7-24 are supplied by the 
Cherry Division of Tbxtron Inc., Santa Ana, 
CA. 



Table 7-3. AN310 castellated nuts 





PART NUMBERS 


SIZE AND 

THREAD 
(NF-3) 


STEEL 


ALUMINUM ALLOY 


AN310-3 


AN310D3 


NO 10-32 


AN310-4 


AN310D4 


1/4-28 


AN310-5 


AN310D5 


5/16-24 


AN310-6 


AN310D6 


3/8-24 


AN310-7 


AN310D6 


7/16-20 


AN310-8 


AN310D8 


1/2-20 


AN310-9 


AN310D9 


9/16-18 


AN310-10 


AN310D10 


5/8-18 


AN310-12 


AN310D12 


3/4-16 


AN310-14 


AN310D14 


7/8-14 


AN310-16 


AN310D16 


1-14 


AN310-18 


AN310018 


1-1/8-12 


AN310-20 


AN310D20 


1-1/4-12 



NOTES: 

1 . Add C before dash number for corrosion-resistant steel nuts. 

2. Examples of part numbers: 

AN310-5 » 5/16-24 steel nut 
AN310D5 * 5/ 16*24 aluminum alloy nut 
AN310C5 - 5/16-24 corrosion-resistant steel nut 

3. Dimensions are shown in inches. 



) 
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Table 7-4. MS20364 self-locking nuts 





[ STEEL 


BRASS 


ALUMINUM 
ALLOY 




FINE THREAD 


size 

mO THREAP 


MS20344-1032 


MS20344S1032 


MS20344O1032 


NO. 1042 


MS2D36442I 


MS20344B42I 


MS20344O42I 


1/4.21 


MS20344-524 


MS20344SS24 


MS20344D524 


5/14-24 


MS20344-424 


MS20344B424 


MS20344D424 


3/1-24 


MS2Q344-720 


MS20344B720 


MS20344D720 


7/14-20 


MS20344420 


MS20344BI20 


MS20344DI20 


1/2-20 


J MS20344.fi* 


MS20344Bt1l 


MS20344Dt1t 


f/14-10 


MS2Q344.101I 


MS20344B10M 


MS2O344O101I 


s/t-it 


MS20344-1214 


M320344B1214 


MS20344D1214 


3'4-u 


MS20344-1414 


MS20344B1414 


MS20344U414 


7/1U 


MS203A4.1414 


MS20344B1414 


MS20344O1414 


1-14 


MS20344-1I12 


MS20344S1I12 


MS20344O1I12 


1.1/1.12 


MS20344.2012 


MS20344B2012 


MS20344D2012 


1- 1/4-12 




COARSE Tl 


READ 




MS20344-432 




MS20344D432 


NO 4-32 


MS20344432 




! MS20344OI32 


NO. 1-32 



NOTES: 

1 ADO A AFTER DASH NUMiER FOR NUTS HAVING NONMETALLIC 

INSERTS. 
2. ADO C AFTER DASH NUMBER FOR NUTS FABRICATED ENTIRELY 

FROM METAL. 



3. EXAMPLES OF PART NUMBERS: 



MS20344-42I - 1 '4-21 STEEL NUT, EITHER ALL 
METAL OR WITH NONMETALLIC 
INSERT. 

MS20344D42B - 1 '4-21 ALUMINUM ALLOY NUT, 
EITHER ALL METAL OR WITH 
NONMETALLIC INSERT. 

MS20344B420A- 1'4-2I COPPER BASE ALLOY 
NUT WITH NONMETALLIC 
INSERT. 

MS20344-42IC- 1/4.21 STEEL NUT, ALL METAL. 



4. DIMENSIONS SHOWN ARE IN INCHES. 
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Ikble 7-5. MS20365 telf-locklng nuts 



^ 



















^^s. 


» 


J 


1 




O 




( \ 

\ 1 




k \J^=^'^ > 


r S 

v J 


-"...-:-" 




^^ 






STEEL BRASS ALUMINUM ALLOY 


FINE THREAD 


SIZE AND THREAD 


MS20945-1032 


MS203A5B1032 


MS2034SOM32 


NO. 1042 


MS2094S-42I 


MS202t$042l 


MS2034SO42B 


\ %n 




MS20345BS24 


MS20MSOS24 


S 14-24 


MI309AS424 


MS20345B424 


MSMM50624 


11-24 


MS30MS.7aO 


MS»3tSB720 


MS2034SD720 


714-20 


"**ftMMH> 


MS2030SB020 


MS20345DB20 


11-20 


MS2034MU 


MS2034SB010 


MSKOiSDfU 


t 14-11 


MS30345-101S 


MS20345B1010 


MS2034SD1010 


51.11 


MS20MS.12H 


MS2034SB12H 


MS20MSO12H 


3'4-H 


MUOUS-1414 


MS20345B1414 


MS20345O1414 


71-14 


MSMM5-H14 


MS2034SBU14 


MS203450lt14 


1-14 


MS203iS-1012 


MS2034SBW2 


MS20345O1I12 


VI t-12 


MS2tttS-3012 


MS2034SB2012 


MS2034SO20I2 


M'4-12 


COARSE THREAD 


SIZE AND THREAD 


MS2034S-440 


MS20MSB440 


MS20345O440 


NO. 4-40 


Mstom 111 


MS20I4SM32 


MS20345D432 


NO. 442 


MS2034M12 


MS20M3B032 


MS20345M32 


NO. 1-32 


MOTES: 1. ADO A AFTER DASH NUMBER FOR NUTS HAVING NONMETALLIC 
INSERTS. 

2. ADD C AFTER DASH NUMIER FOR NUTS FABRICATED ENTIRELY 
FROM METAL. 

3. EXAMPLES OP PART NUMBERS: 

MS20M5-42I *1 '4-21 STEEL NUT, EITHER ALL 
MITAL OR WITH NONMETALLIC 
INSERT. 

MS20345O420 » I '4*21 ALUMINUM ALLOY NUT, 
EITHER ALL METAL OR WITH 
NONMETALLIC INSERT. 

MS203i5B42BA = 1'4-2B COPPER BASE ALLOT NUT 
WITH NONMETALLIC INSERT. 

MS2034S420C - 1/4-20 STEEL NUT, ALL METAL. 

4. DIMENSIONS SHOWN ARE M INCHES. 



) 
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Table 7-6. Minimum prevailing torque values for used self-locking nuts 
of more than 1-2-Inch diameter 



I 




MINIMUM 




MINIMUM 


! NUT SIZE 




PREVAILING TORQUE* 


NUT SIZE 


PREVAILING TORQUE" 






(INCH-POUNDS) 




0NCH-POUNDS) 




Fine Thread 


Coarse Thread 


9/16-18 




13 


9/16-12 




5/8-18 




18 


5/8-11 


18 


3/4-16 




27 


3/4-10 


27 


7/8-14 




40 


7/8-9 


38 


1-14 




55 


1-8 


51 


1-1/8-12 




73 


1-1/8-8 


68 


1-1/4-12 


94 


1-1/4-8 


" 



Reading established when bolt or stud fully engages insert. 
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BASE CONFIGURATION WITHIN 
MAX ENVELOP E OPTIONAL 
RADIUS 
K QUA (2 HOLES) 





MARK t" FOJt A2S6 CJIES 
(LOCATION OPTIONAL) 

MANUFACTURE^ lOENTriCATION 
ON WO-92 AND LARGER 
(LOCATION OPTONAU 



-H- 



UPPER THREADED PORTION DEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 



.062 MIN THREAD RELIEF ON 
.1(40-32 AND LARGER 



-V 



Jh~ t 



CHCWF FART NUMBER 



STEEL 
4UTF 



CUES 
450? 



CRES 
SOOTF 



THREAD 
SIZE 

(I) 



A 
MAX 



C 



H 

(3> 

MAX 



J 
(II 

1.002 



K 
(4) 

».oos 

-.000 



V 



APPRO X 
WT PER 

100 PCS 



T2S440 



T2C440M 



T2C440 



.1120-40 

UNJC - 31 



,141 



.210 
.19S 



,144 



.too 



143 



Ut 



.091 



.047 



.10 



T2SC32 



T2C532M 



T2CB32 



.1300-32 
URJC • 30 



.941 



.255 

731 



.344 



100 



171 



.011 



.091 



.047 



.277 



.14 



T2SI32 



T2C032M 



T2CI32 



.1S40-32 

UNJC-39 



.344 



.160 



.100 



.250 



m 



.091 



.047 



.19 



T2S1032 



T2C1B32M 



T2C1032 



.1*00-32 
UWJF.3B 



341 



J2I 

m 



.344 .194 



.100 



.250 



.699 



.091 



.047 



.20 



T2S42S 



T2C42IM 



T2C429 



.2SGQ-29 

UNJF.3S 



.2S0 



.414 
J7S 



300 



.294 



.100 



.201 



.059 



T2SS14 



T2C524M 



T2CS24 



J12S-24 

UNJF - 3B 



1.292 



.505 
.495 



.500 



.317 



.125 



.321 



1JHM 



.130 



.065 



T2SC24 



T2CS24M 



T2CI24 



J7S0-24 

UMJF 



1.292 



314 
394 



300 



.379 



.125 



.344 



uooo 



.130 



.075 



I.Ofi 



MATERIAL T25 — Carbon ilMl. hut trtetad Rc49 mai 

T2CM I T2C - CorroHOfHltiitUl Sttet (A296I, AMS552S AMS5732. AMS5737 
FINISH ,« T2S- Cadmium piatod per Q0-P41I plus dry WmhjbTieanL (The typeitlau ol cad it optional 4 mi meot ine ult 

spray requirements of 00-P-4H. Type II.) 

T2CM — Or y lllm lubricant 

T2C - Saw plattd per AMS2410 measured on oitewal surlico ol nut shaH not bt loss than .0002 incb. Thieeds shad 

snow cempieie covoraoe bul thickness is waived. No livtr platt on wall nibs. 
PROCUREMENT SPEC .. MIL-N-290Q7. NAS33S0 (earbon stool onlyl 
MTERCHANGEABIUTV.. AN362. AR305, NASH* NAS1Q21 MS2I047. MS2104L 
NOTtt (l)T1irfa«avUlL*S4a79pilartatr>aa0^iiono1drviUmiubrieanL 

(2) Add suffli XfC to pan number lor cad pUia pot QQJ-4li Typo a\ Class 2 vrftout dry film lubricant (car Don stool 
aafct 

PI Minimum *r not weinti, NrNtid only by nrw^m foaulrimint of iptctf cailw, 

(4) fV nwtifWAk rivH Wti, add uM* "Br id pan numb*, bsmplt: T2SKU2RC. For purKtwi wbWiftfl nibs add 
Itffi "P#r to part numb*, lump* TJCWUJPWB. 

m Contor of Unpad he* tVttl n«l deviato in any direction from At nnttr of thi plait nut u dtltf mlntd by ** iWu 
Mm, by mart than .001 

aft Cape** wsione ol tan anchor nuu may be obtained. 



Figure 7-2. T2S, T2CM, T2C anchor nut, two lug, 125,000 pounds per square inch 
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RADIUS 

K OIA (2 HOLES) 



<&> 



MARK "C FOR A2B6 CRES 
(LOCATION OPTIONAL) 

MANUFACTURE** IDENTIFICATION 
ON 19004? ANO LARGER 
(LOCATION Of TK3NALI 



r 



STIFFENED jj MAX 
(MFR'S OPTION) 



UPPER THREADED PORTION DEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 




r 4-H"* 



CHEMV PART NUMBER 



STEEt 
4WTF 



TI2SH932 



T12SHIQ32 



CMS 

4HPF 



TI2CHI32M 



T12CH1D2M 



CRES 



T12CHS32 



T12CHI032 



THREAO 
SIZE 

in 



.1640 -n 
URJC3I 



.1100-32 
UMJF-31 



A 
MAX 



JIT 



1.111 



.422 

m 



.413 



C 
±J0QS 



444 



J44 



F 
MIN 



.100 



.100 



.212 



.211 



J 
<S) 

tW2 



.312 



JI2 



K 
(41 

►.oos 

-.000 



.001 



.091 



P 



.305 



.411 



V 
MAX 



.047 



.047 



AFPROX 
WTPER 
100 PCS 



.32 



FIMSH Tt^-Cad*wM»Wp*r»M1tplwdfy*l«lu^^ ii dpflO«iat H nuti mwi live sail 

tpriy ttQM**TWili Of 00* F-4*. Typa l\ 

TttCH -law plttad Mr AMSM10 »W4Wrt4 in tiltfftti surtact H WK t*l» iw* * fcuilun .0002 tefr TlutJft Shall 

•how compltM CWff |M tail **%ntM » w*i**d. Nt lihrtf *I»W m w*4 «*b», 
PROCUREMENT SPEC .. MH-M-25027. NAS8& (Clfttn llMl tnly). 
MTERCHANOEAULITY. HASCS3. NA5«2S. US210SI. MS210U 
MOTES i (1)ThfM*it*MIL-S4l7Brtof1otlit*d4ilioii«ldrvriliiikibficanL 

O) mSmm "W ml ipNilM. KimM only by Urn** f aquiiaiMftl •» iptcilicitton. 

(4) Ft! "Sr^iIiImKR^ ■* ««« * It 3rt «p*«. bant* Tl2SHtt328C Ftr piojact»fl «eldmg n*» add 

tuflii m mr it part nwnter. EumaJ* T12CM1032PWI. 
(S) CaMtr M ttpptd holt shaN not ttviato M any #««ctMMi trim t*t cwHr d Iht flttM m*. m d*t»«n«id by th« »ivil 
byitortlhMJOaS 



Figure 7-3. T12SH, T12CHM, T12CH anchor nut, one lug, 100° countersunk, 125,000 pounds 

per square inch 
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) 



BA$£ CONFIGURATION WITHIN 
MAX ENVELOPE OPTIONAL 




MARK "C" FOR A2B6 CRES 
(LOCATION OPTIONAL) 



MANUFACTURE P& IDENTIFICATION 
ON 1900-32 AND LARGER 

ILOCATlON OPTIONAL! 

K OIA (2 HOLES) 



RADIUS 



• AAOIUS 



UPPER IHREAOtO PORTION DEFORMED 
TO PROVIDE LOCKING ACTION — 
(TOOL MARKS PERMISSIBLE) 



.062 MIN THREAD RELIEF ON 
.1640-32 AND LARGER 




CHERRY PART NUMBER 



STEEL 
450? 



T7SC32 



T7S832 



T7St032 



T7S42I 



T7S624 



T7S824 



CRES 

4WTF 



T7CC32M 



T7CI32U 



T7C1032M 



T7C428M 



T1C624M 



T7CI24U 



CRES 

lOOTF 



T7C632 



T7C832 



T7C1032 



T7C42I 



T7C524 



T7CC24 



THREAO 

SIZE 

(1) 



.1386-32 
UNJC-36 



.1840.32 

we-?! 



.1800-32 
UNJF • 38 



.2800-28 

uwrui 



JI2&-24 



.3/50 24 
UNJF. 38 



A 
MAX 



.S3? 



.637 



.683 



.862 



JM 



Till 
.108 



148 



164 
14$ 



.207 
.115 



.248 

.216 



.307 

.280 



C 
±.005 



.344 



.344 



344 



.800 



.500 



.500 



D 

MIN 



168 



.194 



.284 



.317 



J7S 



F 
MIN 



100 



100 



.100 



100 



.125 



.128 



H 

13) 

MAX 



.171 



.250 



J50 



J81 



J28 



.344 



J 

15) 
1.002 



.468 



.486 



.486 



.707 



.707 



.707 



K 
(4) 
►.005 
-.000 



.098 
.096 



.098 



.088 



.130 



.130 



V 
REF 



.047 
.047 



.047 



.055 



.065 



.075 



APPRO X 

m per 

100 PCS 



.17 



.22 



.23 



.45 



1.08 



MATERIAL T7S — Car bon Mil. hut truM Rc49 max. 

T7CM6nC-CwrMiWHMiMntitotMA296).AMS5525.AM$5WAMS5737. 

FINISH T7S-C*8mMimplilrtp4«0a#416pM*y«l*»ubr^^ 

spray rttiwrtmtflts ot 00-Mft Typa M.) 

T7CM — Dry ftl« lubricant. M , _ _. 

T7C - Sitvar plated pat AMS24V musuratf on uiernal aurlact at nut shall not ba lass than 0002 inch. Thr tads shall 

show compute cavarapt but tMeknau is waivad. Ha ailvar plaia an maid nibs. 
PROCUREMENT SPEC ... MIL4I-25027. NAS3360 (tvbOft llaal anly). 
INTERCHANGEABILITY . NAS684. NAS1027. MS2105S. MS210S8. 
NOTES <t)Thraads par MK\-S-a878 prior to tha addition of «ry Run tutricanl. 

(2) AM suMiT-CPT to pan numbar tor cad plats par 00-M16. Typa «. Class 2 without dry Mai lubricant (carbon staal 

OMrJ 

(3) mtirmm IT not tp*dfl**\ u*m arty by mngrt to****** of sp^eaj^wi. . 

(4) Ht court* tank rival hoiat , i*J *uHi> *«* h part numbar. Uaaipt*: TTSttKflt For predion wal**a aid* i« 
tuifti fWB" to part r*r*D*r, U*M&%: TTC1032PW8. 

(51 CwiUr of lappa* hoi* iltiM not datfal* in any airacUon from tHa> cantor ot iha pint nut, n tfaiatmhtfd by Ihi rival 

hat** by rrrtf* than OOfit 
(O Cappod *§r R'ont of thtst anthw nutt may b* sMiln** 



Figure 7-4. T7S, T7CM, T7C anchor nut, corner, 125,000 pounds per square inch 



) 
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BASE CONFIGURATION WITHIN 
WAX ENVELOPE OPTIONAL 




I RAOIUS 



MARK "C* FOR A286 CRES 

(LOCATION OPTIONAL) 




MANUFACTURE Rfc IDENTIFICATION 
ON .1900 1? AND L*«CIR 
(LOCATION OPTIONAL) 



K DIA (2 HOLES) 



RAOIUS 



UPPER 1HREA0EU PORTION DEFORM LU 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 




CHERRY PART NUMBER 



STEEL 
4Wf <2) 



CRES 

450T 



CRES 



THREAO 

SI2E 

01 



A 
MAX 



C 
±.005 



F 
MIN 



H 
(31 
MAX 



J 

(SI 
±.002 



< 
(41 

♦.OK 
-.000 



p 



V 
MAX 



APPROX 
WT PER 
100 PCS 



T7SHS12 



T7CHI32M 



T7CHI32 



.1640 J2 
UN JC . 31 



700 



.211 
.110 



.344 



100 



.272 



.486 



.031 



.365 



047 



27 



T7SH1Q32 



T7CK1032M 



T7CH1032 



.1100- 32 

UNJF-38 



m 



.227 

.203 



.344 



.100 



.281 



.488 



.098 



411 



.047 



.27 



MATERIAL T7SH - Carbon liMl. heat treated Rc49 max. 

T7CHM 8 T7CH - CorrosioiHesislanl sled |A?86). AMS5S2S AMS5732. AMS5737. 
FINISH T7SH — Cadmium plated pet OO-P-416 plus dry lilm lubricant (The lype 4 class ol cad is optional if nuts meet the sail 

spray reQuirements of QQ-P-4*. Typo I.I 

T7CHM-0ry film lubricant. 

T7CH — Silver plaietf par AMS2410 measured on tifernaJ surface of nut snail not be less thin .0002 inch. Threads shell 

show complete coverage but wickness is waived. No saver plate on weld nibs. 
PROCUREMENT SPEC .. MIL-N-2SQ27. NAS33S0 (carbon steel only!. 
MTERCHANGEAaiLlTY . . NASG8S. NASXBI. MS21067. MS2UB8. 
MOTES (II Inroads per M1L-S-8879 prior lo the addition ot dry film lubricant. 

(21 Add suffix "CPC* io pari number lor cad plate per OO-P-416. Type 8. Class 2 without dry lilm lubricant (carbon steel 
onrvt 

(31 Minimum H rT not specified, limited only by strength requirement ol specification. 

(4) For countersunk rivet holes, add suffix ~BC" lo part number Example: T7SH1032BC. For projection welding nibs add 
suHix -PWBT to part number. Example: T7CH1032PWB 

(51 Center of tapped hole shaft not deviate m any diroctaon from the center of the plate nut. as determined by the rivet 
hotel by more than 005. 



) 



Figure 7-5. T7SH, T7CHM, T7CH anchor nut, corner, 100° countersunk, 
125,000 pounds per square inch 
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TOLERANCE UNLESS OTHERWISE SPECIFIED *.015 



K DIA (2 HOLES) 

MANUFACTURER* IDENTIFICATION 
(LOCATION OPTIONAL) 



— UPPER THREADED PORTION DEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 



.062 MIN THREAD RELIEF 




CHEWY PART NUMBER 

HEEL 
*WF 



TI0US1Q32B* 1 



TMUS10MB-2 



TI0SIS1QUB*3 



THREAD 

SIZE 

III 



,1900-32 

mLM 



.1100-32 
U«JF-» - 



.1800-32 
UNJFM 



.HI 



.345 



1.MS 



■ 

REF 



t,«* 



1.031 



LOW 



4C5 

.M5 



All 
J3S 





REF 



.w 



m 



m 



.21* 
JIL 



.111 
JIL 



.211 
Jtt 



J 

±,002 



£» 



.«2 



.M2 



ft 

+.005 
-.000 



.130 



.130 



.130 



V 

*.o« 

-.000 



.032 



.032 



.032 



APPA0X 
WT PER 

ioo res 



,80 



" W nq l *iiiwrtifll<»M«.Typt«l 

PROCUREMENT IPfC .. MIL*2S0Z7. NAS3350. 



Figure 7-6. T8059S anchor nut, high strength, right angle, 450°F, 
125,000 pounds per square 
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MARK XT FOR A2SS CUES 

(LOCATION OPTIONAL) 



MANUFACTURERS IDENTIFICATION T 
ON .iftttt ANO LARGER 
(LOCATION OPTIONAL) 



UPPER THREADED PORTION DEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLD 



062 MIN THREAD RELIEF ON 
.1640*32 AND LARGER 

CLEARANCE HOLE IN BASKET 
ALLOWS FULL FLOAT 




TC 



.3750-24 CONFIGURATION 



CttftRYMRTNUttia 



STCfL 
4I0Y 



CUES 

4SOTF 



CRCS 
I07F 



THREAD 

SIZE 

(II 



A 
MAX 



C 
1,001 



D 
UIN 



F 

MIN 



N 
(31 



J 

urn 



K 

141 



APPROX 
WT FEN 

100 PCS 



TCSS440C 



TESC440CM 



TCSC440C 



TSSSS325 



TSSCC32CM 



TSSCS32C 



..UU-U 
UWJC-31 



.Ml 



J4I 



TSSS932S 



T6SC932CM 



T6SC932C 



JS4S-32 



.Ml 



,419 
.290 



.344 



.100 



.US 



.Ml 



.001 



.033 



.31 



.411 

■MO 



444 



.100 



403 



.ttl 



.032 



4S 



.410 

.290 



.344 



.ISO 



.100 



490 



.Ml 



.032 



Tsuiom 



TSSC1032CU 



TISC1032C 



ToTSPjF 



TCSS4205 



TSSC420CM 



T0SC420C 



4900 

INJF 



.141 



.411 



444 



.194 



.100 



JS0 



.M0 



.032 



TCSSS24S 



TGSC524CM 



TI5CS24C 



UNJF .31 



1,29? 



1.292 



.SIC 



300 



494 



.100 



.201 



1.000 



.091 



.032 



.13 



T6SSS24S 



TSSCS24CM 



TSSCS24C 



afSFTH 

UNJF. 30 



149* 



.412 
SI 
47$ 



417 



.12S 



421 



1.000 



.130 



.049 



1.11 



490 



.379 



.129 



444 



1.009 



.130 



.991 



149 



MATEMAL TOSS - Carbon 140*1. ftaMtfSatOd *C49 AU. 

TS3CM A TSSC - CorfO&OfMnsitlant sloal |A2tR). AMSS5& AU$5732: AMS5737 

FINISH TOSS-Cifaiym 9***4 •mto^VtihAtofWmkkrbyiLtlto^litenrttmi m optioMl 4 outs moot Mm MR 

Spray rOQutromonts ol 00- M* Type II ) Of y Mm Ivbricanl on baskol h mamriacturofi option. 
TttCM - Nut - Dry Mm lubricant 

laskat — Piuiviitd or dry Mm kitaiewi.manurartuitn option. No IMsft on wald nibs. 
TSSC - Nul - Silvtr plilod pot AMS24U maasurad m oxttrnal swUea ol mil shod not bs lass than .0002 inch. Thraads 
UuK show compJttt covoraot bm Mchnoss is waivod. 
latfeti - FassivoM4 or silvtr pitiio, manutacturars option. No silvot puis on wold nib*. 
PROCUREMENT SPEC .. MIL-N-2S027. NAS33S0 (caibon sioil only). 
IMTEPCHAN6EAIILITV.. NAS006. NAS103I. US2I099. MS21000. 

NOTES <1)Trtfoad«ptrMIL.$>»979 prior lo 9* addition o< *y film lubricant 

(2) AM sullii "CFC 10 port numbar tor cod piott por QQ-P-41S. Typo 9. Class 2 without dry Mm lubricant (carbon stool 
only). 

(3) MioimiM "H" not spodtiod. Kmhod only by stmngtri roqwrimMt of spacifiealiM. 

(4| For countof sunk rival noios, add sullii "OC" to pari numbar. Eiampw: 165SU32SBC. For projection wotmog mbi add 

suNii *Pwr to pari Mimbor. Stamp*: T05CKO2CPWI. 
fSl Capped versions ol trwso oncftor null may bo obioinad 
(Si Hut portion sltoN Hoot not lots man .030 radiaUy trom center ad position ond be capable of enpagini boll m maximum 

mitobpiwd position 



Figure 7-7. T65S, T65CM, T65C anchor nut, two lug, floating, 
125,000 pounds per square inch 
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RAOIUS 



K CMA (2 HOLES) 



UPPER THREADED PORTION OEF ORMEO 
TO PROVIOE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 



MARK -ir FOR TEMP RATING 
(LOCATION OPTIONAL) 



OPTIONAL APERTURES 
(LOCATION OPTIONAL! 



.062 MIN THREAD RELIEF 




CLEARANCE HOLE IN BASKET 
ALLOWS FULL FLOAT 



CHERRVPARTNUMIER 



CRES 

1200T 



THREAD 

SIZE 

111 



A 
MAX 



MAX 



C 

*.0QS 




MIN 



F 
MIN 



H 

121 
MAX 



J 
±.002 



K 

131 

♦.005 

-.000 



V 
MAX 



APPROX 
WT PER 

100 PCS 



LLS5C1Q32C 



.1100* u 
WF.ff 



.370 



.41$ 



.344 



.194 



.100 



.213 



.681 



.032 



.47 



LLSSC42IC 



.2500-21 

UWF- 31 



1.2S0 



ill 



.500 



.254 



.100 



.361 



1.000 



.091 



.032 



.94 



MATERIAL Nut - Corr ovoitroisunl stMl IABI347FM*. AMS5K2. 

■aafcol - Corrotwftf MitUfM MoM 4AISJ32T). AMS55ta 

FHOSH Nut-SilvorptatidporAMS2410 ittasurod on «twiiliurta»«lwilih«llno1b«ltMlhin .0002 loch. Thriids shall 

mow compnto covoraoo out tMckimt is wtivod. 

laakot - Pasaivatod or soVor pJatod.*i»nulaciurofY option. No wtvor pUtt on wold mb*. 

PROCUROIENTSPEC ■■ MJl*TO3. 

NOTES t1)ThroadsptrMll.&W9. 

(2) Minimum 'H" not tpoof tod. limfttd only by tlronotft rtouiromont of specification. 

(3) For eountortunt rtvot Horn. add autfii 1C" to pan numoor. Eiamplo: LLS5C1032CBC. For propciion wilding mbs add 
tulfli "PWI" to pan itumotr. fnawt | r IL6SC1032CPW9. 

|4» Nul portion shall tloai noi Itu than .030 radially Irom contortd position and bo cspabw ol onoaging bolt in maitmun 



Figure 7-9. LL65C anchor nut, two lug, floating, lightweight, high temperature, 1200°F 



• 
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RADIUS 
K WA II HOLES) 




lUftK tT FOR A20R ottt 
ILOCATWM OPTIONAL) 



MAMUf ACTWi* «O*TinCAT10M -r 
ON >100fr« AND LAMER 
ItOCATlONOmOHAq 



UPFCR THRCAOED WRTION OEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MAIMS PUWISSISU) 

j»Z MW THJICAD RELIEF ON 




RADIUS. 
K Dtt tt HOLES*— ' 



aEARANCE MOLE IN SASKET 
ALLOWS FULL FLOAT 



p^n: 




J790-24 CONFIGURATION 



CHEMVMRTNUUKR 



HEEL 

4S0T 



TIBSS2S 



t caucus 



TCCS42tt 



TCOS24S 



Tusea 



CRES 

400* 



TtSCMOCM 



TKCS32CH 



TSSCU2CM 



TCSC1032CM 



TltCMICM 



TSKU4CM 



TMCC4CN 



cm 



TCSC44IC 



TISC02C 



T0SCI32C 



TSSCIQ32C 



TNREAO 
SIZE 

111 



.tizo.tf" 



.1310 W 
JMJC 



.1S40-12 

VULM 



TSSC42IC 



TSSCS24C 



TOCC4C 



.1100 -12 
UNJFJL 



.21 



J12S«2I 

jfflLJL 



JIS0-24 
UN*. 30 



I.DSI 



1.0S1 



1.0S1 



1.011 



\.w 



1.3M 



1.91 



c 

tm 



.422 
Ml 



.422 

.210 



.422 



.422 



ft 



.041 
.412 



■.si 



Mi 



ju 



ju 



J44 



£00 



J00 



.in 



.IN 



JM 



Jll 



Jrt 



100 



.100 



.100 



.120 



.120 



N 
121 
MAX 



m 



K 

141 

*.00S 
-4)00 



.312 



.2S0 



.211 



J2I 



J44 



J12 



.312 



JI2 



JI2 



.032 



.0)2 



.032 



.0)2 



AFFR0X 
WT PER 

100 FCS 



.4) 



.032 



J12 



J12 



.130 



.130 



.041 



.040 



.40 



1.20 



1.SS 



«*™* H^tfr^S^^ 

— -issaaaBM 

I^.JSniL pj£»iJ»J0MNriik HW No **r *•» or *oW into 
PROCUREMENT SFEC M IAVN«2rNASW0 14*140 IMMoNyl. 
INTEACNANCEAIEITY.. NASH7. NAS1032. UfllM. «210tt 

«" SBSoff^^ 

itfii -p*r 10 0W1 fwnOor. EUffW WCTOCm 



Figure 7-8. T66S, T66CM, T66C anchor nut, one lug, floating, 
125,000 pounds per square inch 
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RADIUS 

OfA [2 HOLES) 




MARK -tr FOR TEMP RATING 
LOCATION DPttOHAU 



UPPER THREADED PORTION OEFORMEO 
TO PflOVlOE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 



OPTIONAL APERTURE 
(LOCATION OPTIONAL) 



.062 MIN THREAD RELIEF 




CLEARANCE HOLE IN BASKET 
ALLOWS FULL FLOAT 



CHERRV FART NUMBER 



CUES 

Hurt 



LLUC1032C 



LLUC42BC 



THREAD 

SIZE 

(tl 



.IWO-tt 

mtLM 



.2500-21 
tWJF ■ n 



A 

MAX 



1.040 



1.300 



I 
MAX 



.4IC 



111 



C 
.DOS 



.344 



m 



.114 



254 



100 



H 
121 
IAX 



.111 



jei 



j 

.003 



,JU 



K 
(31 

♦.COS 
-.000 



.091 



v 
MAX 



OH 



.012 



AFPROX 
WT F£R 

1G0FC5 



ss 



1.03 



MATERIAL Mut - CorrwofHWimni Stttl lAISKM gWI [ A«|*£ 

MA,cnwk faut — CofTOWfWtt*»ilM HMMAISOM. AMSS510. 

cuosm Mrt _sih«riW*MrAM$2410nM)i»v*^ 

BUM -, FtttUllMl Of tilvSpHltAiMnulidurffi opfton. Nt irivtr plait on »M «b». 
PROCUREMENT SPEC .. MWI-N71 

■" ISSE^sw^^ 

m«ul<gMd poviitn. 



Figure 7-10. LL66C anchor nut, one lug, floating, lightweight, 
high temperature, 1200°F 
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BASE CONFIGURATION WITHIN 
MAX. ENVELOPE OPTIONAL 



RADIUS 

K D(A (2 HOLES) 





UK -C FOR A286 CUES 
(LOCATION OPTIONAU 
MANUFACTURED tOENTFICAriON 
ON Iftfifett AMO LAMER 
(LOCATION OPTIONAL! 



T" 



UPPER THRGAOEO PORTION OEFORMEO 
TO PROVIOE LOCKING ACTION 
ITOOL MARKS PERMISSIBLE) 



.062 MIN THREAD RELIEF ON 
.1640-32 ANO LARGER 




CHERRY PART NUMBER 



STEEL 
4ttT 



CRES 

4MTF 



CRES 



THREAD 
SIZE 

Ml 



A 
MAX 



C 
+.00* 



D 
MIN 



F 
UIN 



H 

13) 

MAX 



J 
IS) 

i.001 



X 
141 

.00$ 

•.000 



MAX 



APPROX 
WT PER 
100 PCS 



MT2S440 



MT2C440M 



MT2C44Q 






.459 



J40 



.141 



.on 



143 



.291 



Oil 



MTL2S44B 



MTL2C440M 



utl:cmo 



, 1120-40 
UNJCM 



.130 



.200 



J 03 



.143 



.400 



001 .040 



MT3SI3I 



MT2CC12M 



MT2CC3Z 



i3i«-32 



£ 



.103 



.242 

1 



.US 



.173 



.071 



.171 



J43 



.000 



.047 



MTL2SU2 



MTL2C832M 



MTL2CS32 



.1310 
UHJC-3Q 



.1040.33 
URJCO0 



.Ml 



.211 



.001 



.171 



.437 .091 



.04? 



.13 



3Sj 

30 



MT2S932 



NT2CI32 



.013 



i 



?»■ 



.234 



.ISO 



.100 



JS0 



.411 



.ON 



.047 



.15 



MT2S1032 



MT2C1033M 



MT2C1Q32 



.1900*32 
URJF • 30 



.724 



250 .194 



.100 



.2S0 



.500 



.091 



.047 



MT2S42I 



MT2C42IM 



MT2C42I 



.2100*21 
UNJP-3S 



.70S 



.414 
310 



.211 



.254 



.100 



.201 



.SE2 



.055 



MT2SS24 MT2CS24M 



MT2CS24 



.3125^24 
UMJFOQ 



I.0OG 



.475 



JSI 



.317 



.125 



.321 



.711 



.130 



.005 



MT2SC4 



MT2CC24M 



MT2CS24 



•3750-24 
UHJF-3B 



MIS 



.114 
.510 



.414 



.371 



.125 



.344 



.120 



.130 



.075 



« 



MATEMAL MT2S - Carban sNaf, haai but* 9c49 mar 

MT2CM 4 MT2C - ZtttW9*n%»$m Sisal IA2KL AMSSS2S, AUS5732. AMSS737. 

um-C*4mkm9i***4 a* OIKM* pias try Wm W* **ii (Tha typa I elauaf cad It optanal if null mtti the 

tpray raa ia ramam s al 00-MT4. Typa l.| 

MT2CM-0ryM«ilubrtcaM. 

Mf 2C - Saw piaiad par AHS2410 auaturatf on aitataal w* laca of mil shal nai be Nit lhaa .0002 inch. Thraadt i 

www complata cavtraoa am tfacknass ts waivad. Ha s4var aiaia on wild «*i. 

MtL»N-2S0Z7. NAS33S0 (catba* Matl arriyi. 

NASO7.MS31QI9.MS2I070. 
NOTES niTliraadtparNlL-&«79DnaiiaihaaddiaanaidnrNiiaiubricam. 

O) Add tutta "CPT la part auaibar Mr cad ptati par QOMK Typa I. Oils 2 wiWieul dry llm lubricant (carbon si 



PROCUREMENrSPEC 
INTERCHANGEAIIUTV 



13) Minnow IT nai tptotiad. amiad only ay Strang* rtouiriiatM al soaoiwttw. 

Ml Far courtarsuna nvai hsias. add saMi -IT la pan numb*. Eiampla: MT2Stt02BC. Far protection wetting mb* U 

suHti "PwT ip pari ou«bar. Eiampla: MT2CKXBFWB. 
(S) CcaMr al lappa* haM ana* nat dawaia n any dwKtton traia Ifte cantar Qt tha ptait nut. as daUfimntd by iht rrvi I 

hoMa.byiaorainaaA& 
II) CaaaaO varstaas al taasa anetiar ius may aa i 



Figure 7-11. MT2S, MT2CM, MT2C anchor nut, reduced rivet spacing, two lug, 

125,000 pounds per square inch 
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BASE CONFIGURATION WITHIN 
MAX EHVEUOK OPTIONAL 



MARK XT FOR A2B6 CRES 

(LOCATION OPTIONAL) 
MANUFACTURERS IDENTIFICATION T 
ON .1900-32 AND LAAGER 
(LOCATION OPTIONAL) 

ft OIA (2 HOLES) 



UPfER THREADED PORTION DEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 




.062 MIN THREAD RELIEF ON 
.1640-32 AND LARGER 




APPRQX 
WT PER 

100 PCS 



FIWSH yns - Cidwiuro <Xtft4 p* 00-P44 prut Hf «" h**** $** tW I * *» & "d it or*cn*i J null «w it tiw nil 

ipov «** •*•«• *» 04-MH. typt « ,l 

Bt1C^l& Sl^^ nett"** ****"«» turf ah al nul iM* w* bt *t» 1Mb WW W »wft **» 

Uw* MMraQt bul (tekwit it wllvNT. H# Uvtr pi** ofl w*W nib*. 
PROCUREMENT SPEC .. M1L-N-25027. NAS3350 (carbon steel only). 
INTERCKAtlCEABtUTY.. NASO& MS2W73, MS21074 

■» BJR^*WStttWMiBa»S^ 

Ol Uinimim 'IT Ml IMdM. imiM MlV by StMMIIl IMUkWMM el (pKillettlMi 

fit 8S»TimW^JmmS !!?!55i i.« » mm « ta pi* nut » «.««*«* »y » -., 

holts, by more than .005. 
(6) CipptO vvsions ol Ihtu anchgf nuts may bt Obtained. 



Figure 7-12.. MT7S, MT7CM, MT7C anchor nut, reduced rivet spacing, corner, 

125,000 pounds per square inch 
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r RADIUS 

^?m K DUL (2 HOLES) 


















Ssss 

— H- 


4 

,L o 


i 


(?fa 




\m 


^0m mark 

<~~~~ (LOCAT 


w run moo wnta 
ION OPTIONAL) 

ACTURCriS lOCNTrCATlON "T 
10-32 AND LARGER 
ION OPTIONAL) 


- r 


i~"Ci/i 


ON .IPC 
(LOCAT 


■ 


w 


IIPPPB TUDnnrn POST ION DFrnBMFD 








— 1-* 


TO PROVIDE LOCKING ACTION _J 

(TOOL MARKS PERMISSIBLE) ~ 

.062 MIN THREAD Rl 

.1640-32 AND LARGEI 




/ 

:lief on' 


CHERRY PART NUMBER 


THREAD 

SIZE 

II) 


A 
MAX 


6 


C 

LOOS 


D 
MIN 


F 
MIN 


H { J 


(41 

♦.005 
-.000 


V 
MAX 


APPROX 
WT PER 
100 PCS 


STEEL 
4SCT 


CRES 
4S0T 


CRES 
MHTf 


(3) 
MAX 


(01 

+ 00? 


MT12S440 


MTI2C440M 


MT12C440 


.1120-41 
UNJC OB 


.550 


.194 
,"0 


.141 


— 


.071 


.143 


.219 


.066 


.040 


.06 


MTL12S440 


MTLIZC440M 


MTLI2C440 


.1120-40 
UNJC -38 


.867 


.260 
.140 


.203 


— 


.089 


.143 


.219 


.098 


.040 


.10 


MT12S632 


MT12C632M 


UT12C632 


.use • 32 
UNJC • 31 


SSI 


.242 

.196 


.171 


— 


.071 


.171 


.219 


.066 


.047 


.10 


MTLI2S632 


MTL12C632M 


MTLI2C632 


.1380-32 
UNJC • 38 


.684 


.26ft 
.195 


.218 


— 


.019 


.171 


.219 


.098 


.047 


.13 


MT12S832 


MT12C832M 


MT12CI» 


.H40 • 32 
UNJC • 38 


.716 


.297 
735 


.234 


.161 


.100 


.750 


.219 


.098 


.047 


.15 


MT12S1032 


MT12C1032M 


UT12C1032 


.1100 -3i 
UNJF - IS 


.74$ 


.321 
,296 


.250 


.194 


.100 


.250 


.219 


.098 


.047 


.20 


MT12S42S 


MT12C42IM 


MT12C42I 


25w-2i 
UNJF - 38 


.822 


.414 
.380 


Jll 


254 


.100 


.211 


.219 


.098 


.OSS 


.37 


MT12S574 


MTI2C524M 


MT12CS24 


.3155- 24 
UNJF - 38 


1.026 


.505 
.475 


.359 


JI7 


.125 


.328 


.769 


.130 


.065 


.58 


UT12S624 


MT12CS24M 


MT12C624 


.3750-24 
UNJF - 38 


1.139 


JI4 
.580 


.414 


.379 


.125 


.341 


269 


.130 


.075 


.80 


MATERIAL MT12S -Carbon steel, heal treated Rc49mai 


FtNl 


MT12CM 1 MT12C - C«rros*iwes«tant steel (A266). AUS5S25. AMSS732. AMS5737. 
5H ..... MTI2S- Cadmium olaied dm OO-P-416 olus drv Mm lubricant (The Woe & class of cad is optional il nuts meet the sail 
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4T12 
ihow 
4IL-I 
IAS4 
DTI 
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3)W 
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requirements ol 
CM -Dry film lu 
C — Silver plaice 
complete coven 
1-25027. NAS3350 
«. MS21071. MS 
tfUdsperMIL-S- 
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mimum-H" not ! 
v counltf sun* ri 
•ttur "PWB~ 10 pa 
irilir of tapped M 
ilts. by mert Iha 
ipped versions e 


OO-MI&TypeK.) 
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|pcrAMS2410meast 
gt but thickness is u 
(carbon steel only). 
21072. 

4479 prior to the add 
i part number for cm 

neciliod. hmited onlj 

»et holes, add sulfii 

rt number. Eiiample: 

vie shall not deviate 

n005 

1 these anchor nutt fi 


jred on 

waived. 
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1 plate 
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MT12C 

many 

nay be 


ettern 
Nosih 

dryfi 
per 00 

englhi 
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diieclH 

obtain* 
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P-416. 
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Hitrorr 
id. 
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tonw 

cant 
Typtl 

nemo 
.Eiam 

ilhe co 


tutsha 
■id tub 

Class 

specif 
»le:MI 

nterof 


Jl not t 

2 wilh< 

ication 
12S103 

the pin 


eiess 

tut dry 

2BC.F 
lenul. 


lhan .0002 inch. Threads shall 

Mm lubricant (carbon siecl 

pr proiiciion welding nibs add 
as determined by the nvei 



Figure 7-13. MT12S, MT12CM, MT12C anchor nut, reduced rivet spacing, 
one lug, 125,000 pounds per square inch 
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RADIUS 

K DIA (2 HOLES) 



MARK "T FOR A2S4 CRES 

(LOCATION OPTIONAU 
MANUFACTURCP* (OENTVICATCN -T 
ON MOO** AND LAAOeft 
(LOCATION OPTIONAL) 

UPPER THREADED PORTION DEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 



•ASE CONFIGURATION WITHIN 
MAX. ENVELOPE OPTIONAL 




.062 MIN THREAD RELIEF ON 
.1640-32 AND LARGER 



CHERRY FART NUMBER 



STEEL 

tun 



MT13SS32 



NT13S1032 



MT13642I 



HT13CS24 



MTI3SSZ4 



CRES 
4S0"F 



MTUCIUM 



MTUCtCMM 



MT13C42SM 



KT13CS24M 



MT13C624M 



CRES 
•DOT 



MT13C132 



MT1SC10U 



MT13C42I 



MT13C524 



MT13CC24 



THREAD 
SIZE 

(II 



.1640*32 
UMJC-31 



.ISM -32 

wyLJt 



.2S00-2S 

UNJF-3S 



.414 



.121 



311 



.3125-24 

UHJF*» 



, .1110-24 

I UMJF»3I 



.747 



JSfi 



S 



.437 



,437 



.437 



.137 



.537 



C 



.234 



.210 



Ml 



.351 



D 

MIN 



141 



m 



.214 



.317 



.414 



.371 



F 
MIN 



100 



100 



.100 



.125 



H 
(II 
MAX 



.250 



.2*0 



.211 



.321 



125 



J 
(I) 

uoz 



.211 



JIS 



.211 



.251 



K 

(41 

*.D05 



.014 



JDtt 



.344 



m 



.130 



.130 



.297 



.321 
.291 



.114 
.340 



.SOS 

,47$ 



.414 
.540 



V 
MAX 



.047 



.047 



.055 



.OSS 



.075 



AFFROX 
WT FER 
100 PCS 



.17 



.19 



JT 



.74 



rtlMSM UT13S - Cadmium ptaltd p* 0OJ-41I phis dry Him lubricant |Tht typt I cla» ol cad it oplkmal « noU mill It* mK 
sprjyl^ii»tnUolOO.Ml6.T*ptM.> 

MT^liKwW^W muiurtd «i M*mJ »rt«t 0* nut *«« not bt »» Wan .0002 inch llmds *»U 

sMwcMPtttt csveraffT but Vuckncu It «iivd. *• »«wi Halt on wtld mbt. 
PROCUREMENT SPEC „ MH.-N-2502F. NAS33S0 (CVbOK ttMl trtV). 
mTEWHANCEABILiTY. NASW67.MS2W.MS2I0I7. 

«» gis^^l^ 

Mitt, by mort than .006. 



Figure 7-14. MT13S, MT13CM, MT13C anchor nut, reduced rivet spacing, 
limited access, 125,000 pounds per square inch 
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MARK V FOR A286 CRES 

(LOCATION OPTIONAL) 
MANUFACTURER* IDENTIFICATION 
ON .1000-32 AND LARGER 
(LOCATION OPTIONAL) 
UPPER THREADCO PORTION DEFOftMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 



.062 MIN THREAD RELIEF ON 
.1640-12 ANO LARGER 



CLEARANCE HOLE IN BASKET 
ALLOWS FULL FLOAT 




MTPH 65 SERIES 



CHERRY FART NUMBER 



STEEL 
4S0TF 



MTPHCSS44QS 



MTPHL65S440S 



MTPHS6SS32S 



ttTFML65Sfi32S 



MTSSSS32S 



MUSS 1032$ 



MTCSS42IS 



CRES 

4S0TF 



MTPHS5C44KM 



MTPHLCSCUOCM 



UTPHSSC632CM 



MTPHLfSCUZCM 



MTS5CU2CM 



MTS5C1032CM 



UTI5C42ICM 



CRES 

IQCTf 



MTPH*5CW0C 



MTPHLESC440C 



MTPHC5C632C 



MTPHLS5C632C 



UTCSC932C 



MTS5C1032C 



UTS5C429C 



TNREAO 
SIZE 
111 



THIS- 40 
UNJC • 31 



.luu-40 
UNJC • 31 



.1310-32 
UNJC >?t 



.UBO-32 
UNJC -31 



.1(40*32 
UNJC- 38 



.1100-32 

UNJF-3B 



iM0-2l 
UNJF-3B 



A 
UAX 



.4M 



.151 



.545 



£12 



ST5 
.27$ 



.315 
.275 



15? 

.MO 



.351 

.290 



.707 



.739 



.101 



.367 
.290 



.416 

J90 



.500 



C 

±.005 



141 



.203 



.172 



.211 



.234 



.250 



.291 





urn 



161 



F 
MIN 



.075 



.070 



.075 



.070 



.100 



.194 



J54 



.100 



.100 



H 

131 

MAX 



.153 



.153 



.171 



171 



.250 



.250 



.211 



J 
±.001 



296 



.406 



.343 



.427 



.461 



K 

4.00S 

900 



.066 



.091 



.066 



.091 



.500 



.562 



091 



.098 



.096 



032 



.032 



.032 



.032 



.032 



APPROX 
WT PER 

100 PCS 



.14 



.21 



.032 



.032 



.27 



MATERIAL MTtSS - Carbon Hill. h«l wand Rc4l ma< _^_ „, 

" MttWL MT«CM4yrt5C-CwllBfrr^ai«*INllA2«lAHS5»AIIS5?32,AUS5W 

nNl eu mtiSS - Cjdwium plated p* O0-P416 plut dry film iubitotf ftha type * dm of tad « 0**0*11 il nuli *«l Wl «« 

ip,ayMquirtmenual'60-P^W.Typalll^ 

MT6&U - Nul — Df y tilro lubricinl , . L 

Bisktl - Piwivilttf Of tf>y 'Jm lu6nctn|.pnirtur«Mwt optfon. No tan h on w^d n*t- 
MIfiSC - Not - Sil^or pi attf p«r AM524 W rfliatu'fd o* tmtrnai turtact ol nul ihall flOl bt ku «h*n 000? melt 
Tftftads ih*li tfw* eompti it covtnqt bwi ihtctutwt it wiivttf. 
Batklt - Paisiw*t«J or i&w pu I «d, ma nul it wert option. No a\vi pUlt on wild nibi 
PROCUREMENT SPEC « MIL-N-25027. NAS33S0 (cat ton Ktil onlyl 
1NTERCHANCCABILITY , , NAS1069. HS2107S. MS2UI7*. 
MOTES . (1) Tlwutft otr MIL-54179 priof to lh« addibon ol dry tMm lubricant. 

WUS $ AdU I tlttVW to^ mSnber tor cil platt par W-41S. Typt B. Clatt 2 wilhout dry film hibncinl (carbon sled 

only) 
(31 Minimum "H" not tpoaf 44. Hmilod only by strong!* roquirtmonl ol tpariticalion. 
(41 Gapoad vtrsions ol irwsa anchor nutt may ba obiainod 
(S| Nul portion shal Rui not test than .020 ladially from contort* position and bt capabU ol engaging bod in mmmum 

DOSiliOA 



Figure 7-15. MT65S, MT65CM, MT65C, MTPH65S, MTPH65CM, MTPH65C anchor nut, 
reduced rivet spacing, two lug, floating, 125,000 pounds per square inch 
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use oomemuTHN within 

MAX EKVELOPC OTTtOHAL 




K DM 12 HOLES) 



MARK «C* FOR A2SS CNES 

(LOCATION OPTIONAL) 



MANUF ACTUREtfft lOENmCATlONT 
ON 100O-tt AMD LARGER 
(LOCATION OPTIONAL) 



UPPER THREADED PORTION OlXFCAMED 
TO PROVIDE LOCKING ACTION 
(TOOL HARKS PERMISSIBLE! 

JDK MIN THREAD RELIEF ON 
.1440-32 AND LARGER 




CHERRY PARMjUUKR 



STEEl 



CMS 

aw* 



IHREA0SI2E 



ID 



P2S1W2K 



' T3S42W 



EE31 



.imo-sj 

UHX-3S 



.164*32 

ufuc-ai 



.imo-b 

UNJF-3B 



T2S420K1 



T2S5W 



TK524Kt 



T2SC4K 



T2C42SIC 



T2CW1 



T2CS24X 



TK4J4K1 



t?c«« 



,2500-Jt 
W4JF-3B 



.3125-34 

UNJF-3B 



f ^3BKS!ni 



.373044 



♦41 



170 

1.292 



1.212 



.265 
131 



707 

277 



.321 



.414 

.375 



.SOS 



.114 



»,QQ$ 



704 



744 



344 



.500 



.500 



.114 



7S4 



717 



771 



E 
RFF 



221 



252 



.347 



.411 



.505 



too 

.100 



.125 



H 
REF 



.171 



.250 
.250 



tsi 



721 



.344 



J 
.002 



1.000 



1.000 



K 

•J005 
..000 



.091 



.130 



.130 



UAX 



047 



.047 



.047 



.OSS 



JOSS 



JOTS 



,010 



ill 

.375 



Jit 
775 



.516 
775 



.547 
.430 



600 
.500 



.710 
500 



APPRO! 
WTPER 
100 PCS 



.21 
74 



.36 

72 



19 



1.70 
1.51 



MATERIAL T2S IM-CarMR«MlRc4IMAl 

Cap-MMMtOl. 

T2C Mul-A-2K»trAIISSS2S. 
Cap-A.2tSor321staiftlefS. 

FINISH T2S CldA«MipliltpCf00-MlSTyptHDau2 

T2C SNvtr pUM par AMS2410 mtaiured on uwnai surlaco §1 mil stall noi Do uss than OOtB tachei. Threads srtaN show 
camplolo cftvvaft M NiickNoi it wiwti. 
PROCUREMENT SPEC .... WL-N2S027. 
NOTU |i|TlwrtpryiL-HI7S 

(2) Tin** Wod witti Feriacole 1341 lor oouwaleiir 

(M AM ' SC" luftii 10 ta$>c part Mwbar lor countorsunk rwM ho to. 

O Cos staN bt suWcimrty tooaro » prrwl tuU boH mu y. 



Figure 7-16. T2SK, T2SK1, T2CK, T2CK1 anchor nut, capped, two lug, 450°-800°F 
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K DIA (2 HOLES) 




I RADIUS 



UPPER THREADED PORTION DEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 

MARK "C FOR A2S6 ORES 

(LOCATION OPTIONAL) 

MANUFACTURERS IDENTIFICATION T* 
ON .1900-33 AND LARGER 
(LOCATION OPTIONAL) 

BASE CONFIGURATION WITHIN 
MAX ENVELOPE OPTIONAL 



.062 MIN THREAO RELIEF ON 
.1640-32 AND LARGER 




CHERRY PART NUMBER 



STEEL 
4S0*F 



T7S632K 



T7$*32K1 



T7S43W 



T75432K1 



T7S1032X 



HSI032KI 



nsmx 



T7S42BK1 



T7S524K 



T7S524K1 



CRES 
800*F 



T7C632K 



T7C632K1 



T7CS32K 



T7C832K1 



T7C1032K 



T7C1032K1 



T7C428K 



T7C428K1 



T7CS24K 



T7C524K1 



THREAO SIZE 



(II 



.1380-32 
UNJC08 



.1640-32 
UMJC-38 



.1900-32 

UNJF-3B 



.2500-29 

UMJF-38 



.3125-24 
UNJF-3B 



A 

MAX 



.584 



.607 



623 



,822 



.892 



.133 

.108 



.149 
.125 



.164 
.145 



.207 
.185 



246 

.216 



r.005 



.344 



344 



.344 



500 



500 




REF 



.288 



.252 



.280 



J47 



j416 



E 
REF 



168 



194 



254 



.317 



F 
MIN 



.100 



.100 



100 



.100 



.125 



H 
REF 



.156 



220 



.220 



.250 



280 



4 
.002 



.707 



.707 



K 

.005 
.000 



.006 



.096 



096 



.130 



V 
REF 



.031 



.031 



.031 



.040 



,045 



W 
:.010 



.516 
.375 



.516 
.375 



.516 
.375 



.547 
.438 



.609 
.500 



APPR0X 
WTPER 
100 PCS 



.36 
26 



.36 
.34 



.76 
.73 



1.01 
.89 



T7S624K 



T7C624K 



T7S624K1 



T7C624K1 



.3750-24 

UNJF-38 



.968 



.307 
.290 



500 



505 



.379 



.125 



280 



.707 



.130 



.062 



719 
.500 



1.70 
1.56 



MATERIAL T7S Nut -Carbon steel Re 49 MAX. 

Cap- Mild st«tl. 
T7C Nul-A-286perAMS5S2S. 
Cap-A.286 or 321 stainless. 

FINISH T7S Cadmium plati per 00-P-416 Type II Class I 

T7C Silver plan per AMS2410 measured on external surface el nut shall not be less than .0002 inches. Threads shaM show 
complete coveragt but thickness is waived. 
PROCUREMENT SPEC MIL-N-25027. 

NOTES HI Threads per MIL-S-6679. 

(2) Add "BC suliix to pari numtwrs tor countersunk rivet holes. 
(31 Add -PWB' suffix to part number lor projection welding nibs. 
(4) Cap shall be tutticienily square to permit lull bolt entry. 
(51 Threads hibed with Ferrocoli N348 or equivalent 



Figure 7-17. T7SK, T7SK1, T7CD, T7CK1 anchor nut, capped, 
corner, 450°-800°F 
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RADIUS 




K DIA (2 HOLES) 



MARK "C FOR A2S6 CUES 
(LOCATION OPTIONAL) 



MANUFACTURERS IDENTIFICATION T* 
ON .1900-32 AND LARGER 
(LOCATION OPTIONAL) 



UPPER THREADED PORTION DEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 

.062 MIN THREAD RELIEF ON 
.1640-32 AND LARGER 




CHERRY PAAT NUMBER 



STEEL 

4S0 fl F 



CRES 
VKTP 



THR6A0SIZE 



(It 



A 
MAX 



C 
005 



E 
«EF 



F 
MIN 



H 
AGF 



J 
,002 



K 

.005 
.000 



REF 



±.010 



APPR0X 
WTPER 
TOO PCS 



T12S632K 



Tt2C63» 



N2S632K1 



T1JC632K1 



.1380-32 
UNJC-3B 



.297 
.239 



.344 



.100 



.156 



312 



.086 



.031 



.516 
.375 



T1?S83» 



T12C832K 



nZS832K1 



T12CS32K1 



.1640-32 
UNJC-3B 



.935 



.277 



.344 



.166 



.252 



.100 



.220 



312 



.096 



.031 



.518 
.375 



T1H10&K 



T12C1Q3W 



TI2ST032K1 



H2C103?K1 



.1900-32 
UNJF-3B 



.950 



.328 
.308 



.344 



.194 



.280 



.100 



220 



.312 



.098 



.031 



.516 
.375 



T12S423K 



TTCtMZSK 



T12S42SK1 



T12C428K1 



.2500-26 

UNJF-38 



.993 



.414 
375 



.344 



.254 



.347 



.100 



250 



312 



.098 



.040 



.438 

.547 



T12SSZ4K 



T12C524K 



T12S524K1 



T12C524K1 



.3125-24 
UNJF-38 



1.207 



505 
465 



.500 



317 



.411 



.125 



.260 



.312 



.130 



.045 



.500 
.609 



1.01 
.89 



T12S624K 



T12C624K 



H?$624K1 



Tt2C«4Kl 



.3750-24 
UNJF-3B 



1.261 



.614 
594 



.500 



.379 



.472 



.125 



280 



.312 



.130 



.062 



.500 

.719 



1.70 



MATERIAL T12S Nut -Carbon Sled Re 49 MAX. 

Cap-Mild Stetl. 

T12C Nut-A-286perAMS552S. 
Cap— A-286 or 321 stainless. 

FINISH T12S Cadmium plate per OO-P-416 Type II Class 2. 

T12C SUver plate per AMS2410 measured on external surface of nut shall not be leu than .0002 inches. Threads shall show, 
complete coverage but thickness is waived. 
PROCUREMENT SPEC ... MIL-N-2S0Z7. 

NOTES (1) Threads per MU.-S-6679. 

(2) Threads kibed with Ferrocote 1046 or equivalent. 

(3) Add "9C" suffix to part number lor countersunk rivet holes. 
<4) Add -PWT suffix to part number for projection welding nibs. 
(9 Cap Shan bo sufficiently square to permit Ml bolt entry. 

(6) Shape within max envelope dimensions are manufacturers option. 



Figure 7-18. T12SK, T12SK1, T12CK, T12CK1 anchor nut, capped, one lug, 450°-800°F 
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MANUFACTURERS lOCNTlf ICATtOM T 
ON .1900-32 AND LARGER 
ttOCATlON OPTIONAL* 



MARK "C* FOR A266 ORES 
(LOCATION OPTIONAL) 



UPP£R THREAOEO PORTION OEFORMtiS 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 



062 MIN. THREAD RELIEF ON 
1640-32 AND LARGER 



CLEARANCE MOU IN BASKET 
ALLOWS FULL FLOAT 




J7SO-24 
CONFIGURATION 



CHERRY PART NUMBER 



STEEL 
4WF 



TttseazsK 



NJ5S632SK1 



T&&S632SK 



Tft5SB32SKt 



TG5St03^SK 



TB5S1Kg$K1 
T65S428SK 
T65S426SK1 

T65S524SK 



CRES 

aoo*F 



T65C632SK 



T&5C632SK1 



T6SC832SK 



T8SC632SK1 



TSSC1032SK 



TS5C1Q32SKI 






T65C524SK 



T66S524SK1 



T65S624SK 



T65S624SK1 



rSSCS24SK1 



T6SC624SK 



T65C624SK1 



THREAD SIZE 



0) 



.1380-32 

UHJC-38 



.1640-32 
UNJC-3B 



.1900-32 
UNJF-38 



.2500-28 

UNJF-3B 



.3125-24 

UNJF-3B 



.3750-24 
UNJF-3B 



MAX 



.948 



.948 
.948 



1.292 



1.292 



1.290 



.416 
.290 



.416 
290 



.418 
290 



.518 
.350 



.609 

.412 



.475 



.005 



.344 



.344 



344 



500 



500 



500 





MIN 



.168 



.194 



.254 



.317 



.379 



£ 
REF 

.228 



.252 



.280 



.347 



411 



472 



F 
MIN 



100 



.100 



100 



.100 
125 



125 



H 
REF 



190 



.220 



.220 



.281 



.328 
.344 



J 
t-002 



.688 



.688 

1000 



1.000 



1.000 



X 

.005 
.000 



.098 



.096 
.098 



.098 



.130 



130 



MAX 



.032 



.032 



.032 



.032 



.045 



.055 



.010 



.518 
.377 



.518 
.377 



.516 
.377 



.649 



.611 
.502 



.721 
.502 



AFfflOX 
WTPER 
100 PCS 



.48 
^4S_ 

.55 
.50 



1.16 
1.10 



1,47 
1.37 



2.00 

1.68 



MATERIAL 



FINISH 



PROCUREMENT SPEC 
NOTES 



T65S Nut 6 Basket - Carbon steel Re 49 MAX. 

Cap -Mild steel 
T65C Nut 4 Basket -A-2B5 per AMS5525. 

Cap -A-286 or 321 stainless. 
T65S Cadmium Plate per QO-P-416 Type U Class I 
T65C Nul- Silver plate per AMS2410 measured on external surface of nut shall not be leas than 0002 

snow complete coverage but thickness is waived. 

Basket— Passive. 

MIL-N-25027. 

(1) Threads per MIL-S-8879. 

(2) Add "BC" suffix to part number tor countersunk rivet holes. 

(3) Add "PWB" suffix to part number lor projection welding nibs. 
(41 Cap shall be sufficiently square to permit full bolt entry 

(51 Threads lubed with Ftrrocote #346 or equivalent. 



inches. Threads shall 



Figure 7-19. T65SK, T65SK1, T65CK, T65CK1 anchor nut, 
capped, two lug, floating, 450°-800°F 
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) 




MANUFACTURER^ IDENTIFICATION 
ON .1900-32 AND LARGER 

(LOCATION OPTIONAL) 

MARK XT FOR A2B6 CRES 
(LOCATION OPTIONAL) 



UPPER THREADED PORTION DEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 



.062 MIN. THREAD RELIEF ON 
.1640-32 AND LARGER 

CLEARANCE HOLE IN BASKET 
ALLOWS FULL FLOAT 




3750-24 

CONFIGURATION 



CHERRY PART NUMBER 



STEEL 
450*F 



CR6S 
8WF 



THREAD SIZE 



(1) 



A 
MAX 



-005 




MIN 



H 
REF 



J 
±.002 



K 

005 

.000 



REF 



1.010 



APPROX 
WTPER 
100 PCS 



T65S632SK 



T66C602SK 



T66S632SK1 



T6GC632SK1 



.1380-32 
UNJC-3B 



1.051 



.422 
.290 



.344 



100 



.203 



.312 



.032 



.518 
.377 



T66Sfi32SK 



T66CB&SK 



T$6$A325K1 



T66CKHSK1 



.1640-32 
UNJC-38 



1.051 



.422 
.290 



.344 



168 



.100 



250 



.312 



.098 



.032 



.518 
.377 



TttSTOSK 



T66C1032SK 



T66S1032SK1 



T66C1032SX1 



.1900-32 
UNJF-38 



1.051 



.422 
.290 



344 



.194 



.100 



250 .312 



.098 



.032 



.516 
.377 



.61 
.56 



TG&54J8SK 



T66C4BSK 



T6eS42ttSKI 



T66C42&5K l 



•2500-28 
UNJF-38 



1.306 



.531 
.350 



.500 



.254 



.100 



.281 



.312 



.098 



032 



.549 
.400 



1.22 
1.16 



Tfi6$$24S« 



T66G524SK 



T66SS24SK1 



T66CS34SK1 



■3125-24 
UNJF-38 



1.396 



.641 
.412 



.500 



317 



.125 



328 .312 



.130 



.045 



.611 
.502 



1.57 
1.46 



TG6S&4SK 



T66C624SK 



T66S624SK1 



T66C624SK1 



.3750-24 
UNJF-38 



1.396 



.660 
.451 



.500 



379 



.125 



344 .312 



130 



045 



.721 
.502 



7.25 
2.13 



MATERIAL T66S Nut & Basket -Carbon Steel Re 49 MAX 

Cap -Mild stm. 
T66C Nul A Basket - A-2B6 per AMS5S2S. 
Cap— A* 266 or 321 stainless. 

FINISH T66S Cadmium plate per OQ-P-416 Type N Class 2. 

T66C Nut & Cap— Silver plait per AMS2410 measured on external surface of nut shall not be less than .0002 inches. 
Threads shall show complete coverage but thickness is waived. 
Basket— Passivate. 

PROCUREMENT SPEC ... MIL-N-2S027. 

NOTES (11 Threads per MIL-S-W79. 

(2) Threads tubed with Ferrocote #348 or equivalent. 

(3) Add "BC" suttix lo basic part number tor countersunk rivet holes. 

(4) Add "PWB" suffix to part number lor protection welding nibs. 

(5) Cap shall be sufficiently square to permit full bolt entry. 



Figure 7-20. T66SK, T66SK1, T66CK, T66CK1 anchor nut, 
capped, one lug, floating, 450°-800°F 
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BASE CONFIGURATION WITHIN 
MAX. ENVELOPE OPTIONAL 




RADIUS 

K DIA (2 HOLES) 



MARK "C" FOR A2B6 CRES 
(LOCATION OPTIONAL) 
MANUFACTURER^ IDENTIFICATION 
ON .1900-32 ANO LARGER 
(LOCATION OPTIONAL) 



UPPER THREADED PORTION DEFORMED 
TO PROVIOE LOCKING ACTION 
ITOOL MARKS PERMISSIBLE) 




.062 MIN THREAD RELIEF OJ 
.1640-32 AND LARGER 




MATERIAL MT2SK I Nut — Carbon sleel, hut treated Rc49 max. 

MT2CKA St - Co'!?osiotfesistant sltel (A2B8). AMS5525. AMS5731 AMS5737. 

MT2CK1 Sp - Corrosioweststant Steel (Am AMSS525. AMS5732. AMS5737 Of (321). AMS5510. 

FINISH . MT2SK & MT2SK1 - Cadm.um plated per OO-P.416. Type II. Class 2 plus ^™°» ^ " JS" "ft"? a m ' in n^ incn 

RW5H * ■ • ♦ - unci 1 UT2CK1 - Silver elated per AMS2410 measured on external surface ol nut shall not be less man i.wk men. 

MT2CK 4 MT2CK1 «£njM p^ «^ ^^ ^ ^^ j$ w||ttd> No sjlvw p|ate on „«„ mt)S . 

PROCUREMENT SPEC .. MIL-N-25027. NAS3350 (ear etn Heel ortyi. 
INTERCHANGEAWLITY . . Within anvelopa dimensions ot NASfi97, MS2W69. MS21070. 

""" E£S«^^ 

suffix "PWB** to part number. Example: MT2C1M2KPWB. 
(4) Cap squareness limits: Not to restrict tuN bolt entry. 



Figure 7-21. MT2SK, MT2SK1, MT2CK, MT2CK1 anchor nut, reduced rivet spacing, two lug, 

capped, 125,000 pounds per square inch 
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BASE CONFIGURATION WITHIN 
MAX- ENVELOPE OPTIONAL 



B RADIUS 




MARK "C" FOR A286 CRES 
(LOCATION OPTIONAL) 



MANUFACTURERS IDENTIFICATION T 
ON .1900-32 AND LARGER 
(LOCATION OPTIONAL) 



K DIA. (2 HOLES) 
RADIUS 



UPPER THREADED PORTION DEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 




.062 MIN THREAD RELIEF QN 
.1640-32 AND LARGER 



CHERRY PART NUMBER 



STEEL 
450TF 



CRES 



THREAD 
SIZE 
(1) 



A 
MAX 



C 
i.OOS 




MIN 



E 
REF 



F 
MIN 



H 

(2) 

MAX 



J 
i,002 



K 

(3) 
+.00$ 

-,000 



V 
MAX 



+.020 
-.010 



APFROX 
WT PER 

100 PCS 



MT7S440K 



MT7S44QK1 



MT7CM0K 



MTTCJ40M 



.1120-40 
UNJC • 38 



.331 



.037 



.141 



.198 



.071 



.143 



.210 



.066 



.040 



.213 



m 



12 



.09 



MT7SS32K 



MT7S632K1 



MT7C632K 



MT7C632K1 



j 350-32 

UNJC 38 



.379 



.121 



m 

.125 



.172 



.228 



.071 



171 



.243 



.066 



.047 



A IS 



.375 



.23 



Jl 



MT7SJ32K 
MT7_S.B32K1_ 



MT7C832K 



MT7CB32K1 



.1540-32 
UNJC ■ 3B 



.497 



234 



168 



.252 



.100 



750 



.331 



.098 



.047 



.516 



,375 



.34 



A 



MT7S1032K 



MTJS1Q3IKI 



MT7CI&32JL 



MT7CI032K1 



.1300-32 

UNJF • 38 



.526 



.164 
.156 



250 



.194 



.280 



.100 



.250 



.354 



.098 



.047 



.516 



.375 



MT7S41M 



MT7S426KJ 



MT7C42IE 



MT7Ci;aKl 



.2500-28 
UNJF ■ 3B 
.3125-24 
UNJF - 3B 



.603 



257 
.200 



.2B1 



.254 



.347 



.100 



.281 



.398 



.098 



.055 



.547 



.433 



.55 



.49 



MT7S5J4K 
MT7S524K1 



MT7C524X 



§ 



MT?C524Kl 



.757 



.252 



.359 



J17 



.411 



.125 



.328 



.508 



.130 



.065 



m 



m 



JL 

.so 



MTTS624K 



MT7S624X1 



MJ7C6Z4K 



MT7C6Z4KT 



.3750-24 
UNJF. 38 



.870 



.307 
.305 



.414 



.379 



.472 



125 



.344 



.585 



.130 



.075 



.7)9 



.500 



Uf 



T2Q 



MATERIAL MT7SK 6 WNui - Carbon steel, heal treated Rc49 max. 

MT7SK1 J Cap- Mild steel. 

MT7CK 4 1 Nut - Corrosion-resistant stHl (A286), AMS5525. AMS5732. AMS5737. 

MT7CK1 f Cap-Cofroii«Hwistartitwl(A288).AMS5525iAMS573ZAMS5737or(321),AMS5510. 
FINISH , „., MnSK & MT7SK1 - Cadmium plaltd per OQ-P-416. Type II. Claw 2 plus Ferrocote 341 or equal lubricant. No finish on 

MT7CK & MT7CK1 - Silver plalid per AMS2410 measured on external surface of nut shall not be less than .0002 inch. 
Threads shall show complete coverage but thickness is waived. No silver plate on weld nibs. 

PROCUREMENT SPEC .. MIL- N-25027. NAS3350 (cart* Heel oritf. 
INTERCHANGEABIUTY . . Within envelope dimensions of NAS696. MS21073, MS21074. 

NOTES (II Threads per M1L-S-8679. 

(2) Minimum ~rT not specified, limited only by strength requirements of specification. 

(3) For countersunk rivet holes, add suHix **BC" to part number. Example: MT7SW32KBC. For projection welding nibs, add 
suffix "PW8" to part number. Example: MT7C1032KPWB. 

(4| Cap squareness Hmits: Not to restrict luU bait entry. 



Figure 7-22. MT7SK, MT7SK1, MT7CK, MT7CK1 anchor nut, 
reduced rivet spacing, corner, capped, 125,000 pounds per square inch 



) 
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RADIUS 




D1A (2 HOLES) 

MARK -C" FOR A286 CRES 
(LOCATION OPTIONAL) 
MANUFACTURERS IDENTIFICATION T" 
ON .1900-32 ANO LARGER 
(LOCATION OPTIONAL) 



UPPER THREADED PORTION DEFORMED 

TO PROVIDE LOCKING ACTION 

(TOOL MARKS PERMISSIBLE) 




.062 MIN THREAD RELIEF ON 
.1640-32 ANO LARGER 



CHERRY PART NUMBER 



STEEL 
4SQTF 



wmm 



MT12S44QK1 

MT12S632K 



2563 

m 



mmm 



MT12S632K 



MT12S832KT 
MT1 



CRES 
800TF 



MTI2C<40K 



MT12C440K1 



MT17C63ZIL 



MT12C632K1 



EHRSB 

unnm 

H'lllMI HI I'M 1 1 



M1Q23J032K1 
MT12S428K 



MT12S428K1 



MTI2S524K 



MT12S524K1 



MTI?S62«K 



MT12S6Z4K1 



MTt2C1032K1 



Mff2C42SK 



MT12C428K1 



MT12C524K 
MT12CS24K 



MT12C124K1 



THREAO 

SIZE 

11) 



.1120*40 

UNJC - 3B 



.1380-32 

UNJC ■ 3B 



.1840 32 
UNJC -38 



.1800-32 
UNJF : 3B 



•2SQ0-2S 

UN JF . 38 



J12S-24 

UNJF • 3B 



.3750 • 24 

UNJF - 38 



A 

MAX 



550 



588 



.716 



154 
MO 



242 

M9i 



.745 



.822 



1.028 



1.139 



.297 
,235 



J28 
298 



.414 
380 



.505 
.475 



.614 

.580 



C 
t005 



.148 



.171 



.234 



.250 



.281 
.359 



.414 



MIN 



.168 



.194 



254 



.317 



E 
REF 



198 



.228 



.252 



.280 



.347 



.411 



.379 



.472 



F 
MIN 



.071 



.071 



.100 



.100 



.100 



.125 



.125 



H 
(2) 
MAX 



.143 



.171 



.250 
.250 



J 
.002 



.219 



.219 



.219 



.249 



291 .219 



.328 



.344 



.269 



K 
(3) 

+.005 
000 



.066 



.066 



.098 



.098 



V 
MAX 



W 

+.020 

-.010 



040 



.047 



J7S 



047 



047 



096 .055 



.269 



.130 



130 



.065 



.075 



,293 



179 



.51 E 



SIS 



.375 



TTs 



.375 



Ml 



.438 



.609 



.500 



.719 



.500 



APPROX 
WT PER 
100 PCS 



.13 



.20 



JL 



=25 



# 



a 



1.32 



1.20 



MATERIAL MT12SK ft I Nut - Carbon steel, heat treated Rc49 max. 

Stock a { 8S-ton2^ ^ 1U ™ 

MT12CK1 I Cap - CorroaiorHesistant it* (A285). AMS5S2S, AMSS732. AMS5737 or (321). AMSS51Q 
RMJSH M ti2SK A MT12SK1 - Cadmium plated par 00-P-416. Typa «. Class 2 plus Ferrocole 348 or equal hibr icant No finish on 

UT19TK i UT12CK1 - Si^wolaitd per AMSSI410 measured on exttrnal surtaci of nut shall not bo toss thin .0002 !inch. 
MT12CK A MT12CK1 - ^^^^SiZZ^ but thickness is wiM. No siUer plate on weld n.bs. 

MIL-N-25027. NAS3350 (c* bo* ami mI*. 

Within envelope dimensions of NAS696. MS21071. MS21072 

"" ES£^ 

add sutftx "PW8" to part number. Example: MT12C1032KPWB. 



PROCUREMENT SPEC 
INTERCHANGEABIUTY. 



(4) Cap squareness limits: Not to restrict full bolt entry. 



Figure 7-23. MT12SK, MT12SK1, MT12CK, MT12CK1 anchor nut, 
reduced rivet spacing, one lug, capped, 125,000 pounds per square inch 
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MT65-K 1 K1 SERIES 



CHERRY PART NUMBB1 



STEEL 
45<TF 

MTPH65S44QSK 



MT?H 

mtph 



CRES 
IDOTF 

MTPH65C44QCT 



MTPH85C44QCK1 



MARK "C" FOR A286 CRES 
(LOCATION OPTIONAL) 



MANUFACTURER^ IDENTIFICATION "T" 
ON .1900-32 ANO LARGER 
(LOCATION OPTIONAL) 

UPPER THREAOEO PORTION DEFORMED 
TO PROVIDE LOCKING ACTION 
(TOOL MARKS PERMISSIBLE) 



062 MIN. THREAD RELIEF ON 
1640-32 AND LARGER 



CLEARANCE HOLE IN BASKET 
ALLOWS FULL FLOAT 




MTPH65-K ft K1 SERIES 



THREAO 

SIZE 

It) 



MTPH 



FH85SWSKI MTfHCSCMOCKI 



ii '|HiMM ''h*™*h* 



.11*0-40 
UNJC-38 



.1310-32 
UNJC-3B 



MT8S5a32SK 



MT65SB32SK1 



MT6SC|3?CK 



WTS5C332CK1 



UNJC . 36 



.1300- 32 
UNMF-36 



A 
MAX 



.545 



.70? 



.707 



.351 
.290 



.367 
790 



Mi 



c 
1,00s 



.172 



.234 



.234 



D 
MIN 



.168 



E 

REF 



.198 



.228 



.252 



F 

MIN 



.075 



.100 



100 



H 
(2) 
MAX 



153 



.171 



.250 



J 
,002 



.343 



.468 



.468 



K 
♦.005 
-.000 



.066 



.098 



.098 



V 
MAX 



.032 



.032 



.032 



W 
♦.02D 

-.010 



325 



2T1 



.518 

37T 



11b 



,377 



,511 



.377 



APPROX 
WT PER 

100 PCS 



15 



.26 



.22 



IB 



.22 



.32 



.25 



MT&KlglSL 



MT65C1032CK 



MT65S1032SKI 



MT65C1032CK1 



.739 



.416 
.290 



.250 



194 



.280 



,100 



.250 



.500 



.096 



.032 



.511 



.23 



.3" 



,35 



MtttUMSK HlftttlMCK 



NT85S426SK1 



MT65C42BCK1 



.2500-28 



.801 



.500 
,350 



.281 



.254 



.347 



.100 



.281 



.562 



.098 



.032 



.549 



.87 



,440 



.11 



MATERIAL MT65SK & \ Nut & Basket - Carbon steel, heat treattd Rc49 max. 

MT65SK1 rCap-MHd stMl. 

MT65CK & \ Nut & Basket - CorroslOiwesistant steel (A286). AMS552S. AMS5732. AMS5737. 

MT65CK1 I Cap-CoffO$ioiv<MiilamstHl(A286).AMS5525.AMS5732.AMS5737of(321).AMS5510. 

FINISH MT65SK & MT65SK1 - Cadmium plated ptr OO-P-416. Type II. Class 2 plus Ferrocote 348 or equal lubricant. No finish on 

MT6SCK & MT65CK1 - Nut A Cap - Sitvtf plated per AMS2410 measured on wtfnal surfaci of nut shall not be less man 
.0002 inch. Threads shall show complete coverage but thickness is waived. 
Basket - Passivated or silver plated, mlr's option. 

PROCUREMENT SPEC .. Mlt-N-25027. NAS3350 (cartel sletf ortv). 

INTERCH ANGEABILITY ; . Within envelope dimensions ol NAS1068, MS21075. MS21076 ( 1640*32 and larger). 

NOTES (1) Threads per MIL-S-8879. 

(2) Minimum IT not specified, limited only by strength requirement of specification. 

(3) Cap squareness limits: Not to restrict full belt entry. 

(4) Nut portion shaft float not less than .020 radially irom centered position and be capable of engaging bolt in maximum 



Figure 7-24. MTPH65SK, MTPH65SK1, MTPH65CK, MTPH65CK1, MT65SK, 

MT65SIK1, MT65CK, MT65CK1 anchor nut, reduced rivet spacing, two lug, 

floating, capped, 125,000 pounds per square inch 
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Self-Locking 

Self-locking nut plates are made in two materials: 
all-steel and aluminum alloy. All-steel plates are 
used in structural areas where stress is a factor and 
also in and around engine compartment areas where 
high temperatures are present* They have crimped 
locking threads or a fiber locking collar at the end of 
the nut plate, These locking devices prevent the 
installed bolts or screws from backing out of the nut 
plate threads under stress or vibrations. Aluminum 
alloy, self-locking nut plates are used in areas where 
stress and high temperatures are not present. They 
usually have a fiber locking collar. 

NOTE: Replace a self-locking nut that be- 
comes stripped from cross-threading or 
overtorquing. 



CAUTION 

Never try to run a tap through a self-locking 
nut plate. It will destroy the plate's locking 
capability. 



Non-Self-Locking 

Occasionally, non-self-locking nut plates are made of 
steel or aluminum alloy. They are most often used on 
noncritical areas, such as instrument access panels, 
and do not have locking devices. 

NOTE: When preparing to install nut plates 
on an aircraft, refer to the applicable tech- 
nical manual to ensure use of the correct nut 
plate. 

Section III. Washers 
PLAIN 

AN960 plain washers (Table 7-7) are used under AN 
hexagon nuts to provide a smooth bearing surface. 
They also act as a shim to obtain the correct relation- 
ship between threads of the bolt and nut, and they 
adjust the position of castellated nuts in relation to 
drilled cotter pin holes in bolts. Unless otherwise 
specified, a cadmium-plated steel washer is used 
under the nut, with the washer bearing directly 
against the structure. Aluminum alloy plain washers 



Table 7-7. AN960 plain washers 
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Table 7-7. AN960 plain washer (cont) 



BOLT SIZE 


A 
DIA 


D 

+ 0.020 

-O.OOS 

DIA 


T 


DASH NUMBERS 


CARBON 
STEEL 


CORROSION. 

RESISTANT 

STEEL 


ALUMINUM ALLOY 


BRASS 


TREATED 
SURFACES 


UNTREATED 
SURFACES 


7/1 


o.tw 


1.500 


0.014 
0.032 
0.090 


14HL 
1414 


CUUL 
C1414 


POI414L 
POM14 


D14ML 
D14M 


BUM 


1 


1.015 


I.7S0 


0.014 
0.0J2 

0.090 


1414L 
1414 


CM ML 
CUM 


PD1414L 
PD1414 


DM ML 

DM14 


BM14 


M/M 


1.071 


1J12 


0.014 
0.032 
0.090 


1714L 
1714 


C17M 


POI7ML 
POI7M 


D17ML 
D17 14 


• 1714 


KVB 


1.140 


1.175 


0.014 
0.012 
0.090 


11 ML 

Mil 


CUM 


P01II4L 
POI0M 


DMML 
DMM 


BUM 


I.S/U 


1.121 


2.042 


0.014 
0.012 

0.090 


21 ML 
21 M 


C2114 


PD2I14L 
PD2I14 


D21ML 
D21M 


12114 


».$/! 


1.440 


2.275 


0.014 
0.012 
0.090 


24ML 
2414 


C2414 


PD2414L 
P024I4 


D24ML 

02414 


12414 


t.7/1 


1.IM 


2.425 


0.014 
0.0)2 
0.090 


3014L 
MM 


C3014 


PD1014L 
PD3014L 


O30ML 

03014 


■3014 


M/4 


2.245 


3.000 


0.014 
0.012 
0.090 


34ML 
3414 


C3414 


P034I4L 
P034U 


DMML 
DMM 


BMM 


2.1/2 


2.515 


3.250 


0.014 
0.032 
0.090 


40 ML 
4014 


C40I4 


P040I4L 
P040I4 


O4014L 
04014 


•4014 


NOTESt 

1. P CODING IN TABLE IDENTIFIES ALUMINUM ALLOY WASHERS WITH TREATED SURFACES. 

2. L CODING IN TABLE IDENTIFIES THE LIGHT SERIES OF WASHERS. 

3. EXAMPLES OF PART NUMBERS: 

AN940-7M * CARION STEEL WASHER FOR 7/14-INCH SOLT SIZE, 0.M4 INCH THICK. 

AN940PO10L « ALUMINUM ALLOY WASHER FOR NO. 10 IOLT SIZE, 0.0M INCH THICK, WITH TREATED SURFACES. 

4. MATERIALS: CARION STEEL, CORROSION.RESISTAHT STEEL ALUMINUM ALLOY, ANO BRASS. 

5. DIMENSIONS SHOWN ARE IN INCHES. 



are used under bolt heads or nuts on aluminum alloy 
or magnesium structures where corrosion is a factor. 

OTHER 

Many other types of washers are available for use. 
Refer to TM 55-1500-204-25/1 and TO 1-1A-8 for 
additional information. 

Section IV Bolt and Nut Installation 

BOLT HOLE SIZE TOLERANCES 

Bolt Hole Clearances 

Slight clearances in bolt holes are permitted when 
bolts are used in tension applications and are not 
subject to load reversal. A few applications in which 
clearance of holes may be permitted are in pulley 
brackets, conduit boxes, lining trim, and miscel- 
laneous supports and brackets. Light-drive fits for 



bolts (specified on repair drawings as 0.0015 inch 
maximum clearance between bolt and hole) are re- 
quired in areas where they are installed in the original 
structure. 

Hole and Bolt Fit 

The fit of holes and bolts cannot be defined in terms 
of shaft and hole diameter. Instead, it is defined in 
terms of friction between bolt and hole when the 
sliding bolt is in place. For example, a tight-drive fit 
is one where a sharp blow from a 12- or 14-ounce 
hammer is needed to move the bolt. A bolt that 
requires a hard blow and sounds tight fits too tightly, 
while a bolt that moves when pushed with the thumbs 
is too loose. A light-drive fit is one where a bolt 
moves when the handle of a hammer is held against 
the bolt head and pressed by body weight. To get a 
light-drive fit, follow these steps: 
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• Measure several bolts of the correct nominal 
size with a micrometer. (Nominal size is 
quoted size, not actual size.) 

• Divide the bolts into three groups by size - 
large, medium, and small. 

• Drill an initial hole about 1/32 inch undersize 
(178 inch undersize may be used for larger 
bolts). Then drill to 1/64 inch undersize. 

• Select a reamer capable of cutting a hole that 
will give proper drag even when using the 
smallest bolts. 

• Ream two or three holes and fit the small bolts 
in the reamed holes. 

• If the hole reamed is too small, measure the 
reamer to ensure that it is not worn. If it is 
worn or undersized, select another reamer of 
the same nominal size that can cut a slightly 
larger hole. 

• Refer to Table 7-8 for the proper drill sizes 
when drilling AN bolts. 

Bolt Holes 

Do not drill oversized or elongated bolt holes. A bolt 
in such a hole will not carry its proper shear load. 
Remember that bolts, unlike rivets, do not become 
swaged to fill the hole. Therefore, an oversized or 
elongated hole may be drilled to accommodate the 
next larger bolt, if the applicable maintenance 
manual allows it and the larger hole size does not 
weaken the part. 
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TORQUE APPLICATION 

To avoid stripping threads, cracking nuts, or snap- 
ping bolts, and to ensure that all bolts carry their 
share of the load, all nuts should be torqued. Tb avoid 
overtightening, the tightening force of every nut in- 
stalled should be measured. 

Tbrque is the product of applied force and the dis- 
tance that it is applied from the center of the nut. 
This value may be expressed in inch- pounds or foot- 
pounds; the force is measured in pounds, and the 
distance from the center of the nut is measured in 
inches or feet. For example, a force of 40 pounds 
applied at the end of a wrench 12 inches long 
develops a twisting force of 480 inch-pounds. If 40 
pounds of force were applied at the end of a 3-foot 
bar and wrench, a twisting force of 120 foot-pounds 
develops. This value could also be expressed as 1440 
inch-pounds. 

Nuts tightened without a torque wrench are seldom 
installed correctly. They are either overtightened 
because of the variable involved or undertightened 
because of undetected friction. Such guesswork can 
result in aircraft failure. Tables showing torque 
values have not been established for aircraft use, but 
torque tables for tightening or installing nuts have 
been established. Follow instructions in the manual 
for the specific aircraft. Table 7-9 lists the recom- 
mended torque values for some of the nuts used in 
aircraft repairs. 



Table 7-8. AN bolt drill sizes 



BOLT DIAMETER 


PILOT HOLE 

DRILL SIZE 


FINAL DRILL 

OR 
REAM SIZE 


3/16(10-32) 


NO 21 (0.1591 


N0 11 (0.1911 


1/4 


7/32(0.2187* 


1/4 (0.250) 


5/16 


9/32(0.2812) 


5/16(0.3125) 


3/8 


11/32(0.3437) 


3/8 (0.375) 


7/16 


13/32(0.4062) 


7/16(0.4375) 


1/2 


15/3210.4687) 


1/2 (0.500) 


9/16 


17/32(0.531) 


9/16(0.5625) 


5/8 


19/32(0.594) 


5/8 (0.625) 


3/4 


23/32(0.713) 


3/4 (0.750) 


7/B 


27/32(0.844) 


7/8 (0.875) 


1 


31/32(0.969) 


1 (1.000) 
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CAUTION 

These torque values are derived from oil- 
free, cadmium-plated threads. 



When applying torque to a nut, always use proper 
tools to. prevent damage. Because they will not 
damage the corners of the nut, socket and box-end 
wrenches are preferred to open-end wrenches. 

Section V Turn-Lock Fasteners 

TYPES AND DESCRIPTION 

Turn-lock fasteners are widely used in aircraft con- 
struction. Many aircraft areas must be accessible 
for required inspections and maintenance. Turn- 
lock fasteners allow quick and easy removal or 
installation of the cowling, fairings, inspection 
plates, and access doors, but they are not designed 
to carry primary structural stresses. Two basic 
types of turn-lock fasteners are the Dzus and the 
Camloc. 



Dzus Fasteners (Grommet, Spring, and Stud) 

This Dzus fastener is shown in Figure 7-25 (top). Its 
key parts are as follows. 

Grommet 

The grommet acts as a holding device for the stud. It 
is made of aluminum and can be fabricated from 1100 
aluminum tubing if available. 

Retention Spring 

The retention spring supplies the force that locks or 
secures the stud in place when two assemblies are 
joined. It is made of cadmium-plated steel to prevent 
corrosion. 

Stud 

Studs provide positive attachment of the com- 
ponents to other surfaces. They are made of cad- 
mium-plated steel in three different head 
styles-lush, oval, and wing (Figure 7-26)-and in 
different lengths and diameters. Stud length is 
measured in hundredths of an inch. For the flush 
and wing styles, stud length equals the distance 



STUD 



PANEL 




SUPPORT 



,STUD 



GROMMET 



RIVET 



RECEPTACLE 



STUD 





SPRING 



DZUS FASTENER 
(STUD, GROMMET, AND SPRING) 



RIVET 



RECEPTACLE 



DZUS FASTENER 
(STUD, GROMMET, AND RECEPTACLE) 



Figure 7-25. Dzus fasteners 
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WING TYPE 




*E> 



FLUSH TYPE 



OVAL TYPE 




M 



Figure 7-26. Dzus fastener studs 

from the top surface of the stud head to the bottom 
of the hole spring. In the oval style, stud length is 
measured from the underside of the stud head to the 
bottom of the spring hole. 
Dzus Fasteners (Grommet, Receptacle, and Stud) 

This Dzus fastener is shown in Figure 7-25 (bottom). 
Its key parts are as follows. 

Grommet 

The grommet holds the stud in the panel. It is made 
of 1100-H14 nonanodized aluminum. 

Receptacle 

The receptacle has a heat-treated steel base and 
cadmium-plated, music-wire springs. Receptacles 
are either rigid or floating. The receptacle is fully 
enclosed to protect fastener parts and has a smooth, 
beveled entrance to guide the stud into the locking 
position. The two coil springs provide locking ten- 
sion and can sustain unlimited fatigue. 

Stud 

The stud is made of SAE 2317 nickel steel, heat- 
treated and cadmium-plated. It is available in oval, 
oval-wing, or flush-head styles and in different 
lengths for different thicknesses of material. A 
counterclockwise quarter-turn of the stud opens the 



fastener; a clockwise quarter-turn closes it. The stud 
is held in the various aircraft parts by a grommet, 
spring, or ring. 

Camloc Fasteners 

These fasteners are used to secure aircraft cowlings 
and fairings. They are made in various styles and 
designs. Among the most common are the 2600-, 
2700- , 40S51-, and 4002-series for normal usage and 
the stressed-panel fastener (SPF) for heavy-duty use. 
The SPF is used in stressed panels, that is, panels that 
carry structural loads. The Camloc fastener consists 
of three parts-a stud assembly, grommet with a lock 
ring, and receptacle-or a stud and receptacle only. 
It is often referred to as the Camloc cowling fastener. 
Figure 7-27 shows the 4002-series fastener consisting 
of a stud, grommet, and receptacle. 



GROMMET 




RECEPTACLE 



Figure 7-27. Camloc 4001-series fastener 



Stud 

The stud assembly in any Camloc fastener consists of a 
stud, cross pin, spring, and spring cup. It is preassembled 
at the factory and should never be disassembled. The 
stud assembly is manufactured in different lengths to 
accommodate various panel thicknesses. Flush or non- 
flush studs are available. 
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Grommet 

The grommet is a flanged sheet metal ring made to 
fit into a plain, dimpled, countersunk, or counter- 
bored hole in the external cowling. The type of hole 
used depends on the location and thickness of the 
material involved. The grommet is held in the 
material by a snap ring or lock ring in the 4002-series 
fastener only. In addition to protecting the hole in 
the cowling, the grommet holds the stud assembly. 
The grommet is manufactured in different lengths for 
various cowling thicknesses. 

Receptacle 

The receptacle is riveted to the access opening frame, 
which is attached to the structure of the aircraft. 

IDENTIFICATION 

The Dzus fastener comes in two varieties. The fol- 
lowing information will help to identify them. 

Dzus Fastener (Stud, Grommet, and Retention 
Spring) 

This fastener is available in different sizes and head 
designs. 

Studs 

Studs are designated by the letters A, F, FA, and HF, 
which indicate the shape of the stud head. The letter 
A indicates that the head is oval; the letters F and FA 
that it is flush; and the letters HF that it is hexagon. 
The letter J added after these symbols indicates that 
the stud has a longer undercut below the head. This 
allows the stud to eject or recede from the panel when 
being attached or removed. The letter W added after 
these symbols indicates that a wing is attached to the 
head. The letter O indicates that the stud is not 
undercut, permitting it to be removed when unlock- 
ed. The first figure after the letters indicates body 
diameter in sixteenths of an inch, and the number 
following the dash indicates length in hundredths of 
an inch. Some examples are— 

• A3-20- oval-head stud, 3/16-inch body 
diameter, 0.20 inch long. 

• FJ4-35 — flush-head stud, long undercut, 1/4- 
inch body diameter, 0.35 inch long. 

• FAW5-35 — flush-head stud, wing attached to 
head, 5/16-inch body diameter, 0.35 inch 
long. 

• A06 1/2-50— oval-head stud without under- 
cut, 13/32-inch body diameter, 0.50 inch long. 



NOTE: Body diameter, length, and head 
type are marked on the stud heads. 

Standard Grommets 

All standard grommets carry designations similar to 
springs except that they are prefixed by the letters 
GAandGF. 

Standard Springs 

All standard springs are designated by the letter S. 
The number following this letter indicates the size of 
the stud used with the spring. The number following 
the dash indicates the height of the spring. For ex- 
ample, a type S3-200 spring is the standard spring 
used with a number 3 stud and is 0.200 inch high. 

Dzus Fastener (Stud, Grommet, and Receptacle) 

This fastener is available in different sizes and head 
designs. 

Studs 

Studs are designated by the letters A, AW, and F, 
which indicate the shape of the stud head. The letter 
A indicates that the head is oval; the letters AW that 
it is oval with a wing; and the letter F that it is flush. 
Three sizes of body diameters are available: 7/32 
inch (size 3 1/2), 5/16 inch (size 5), and 3/8 inch (size 
6). The first figure following the letter indicates the 
body diameter of the stud in sixteenths of an inch. 
The letter T and the suffix number following it indi- 
cate total thickness of the panel in hundredths of an 
inch and the required fastener thickness. Some ex- 
amples are— 

• A3 1/2T12- oval-head stud, 7/32-inch body 
diameter, suitable for a total material thick- 
ness of 0.12 inch. 

• F5T16- flush-head stud, 5/16-inch body 
diameter, suitable for a total material thick- 
ness of 0.16 inch. 

• AW6T18- oval-wing-head stud, 3/8-inch 
body diameter, suitable for a total material 
thickness of 0.18 inch. 

Grommets 

The stud-retaining grommets are designated as type 
GH. The next number indicates the body diameter 
of the stud it is compatible with. Some examples 
are- ' 

• GH3 1/2-grommet used with A3 1/2, AW3 
1/2, or F3 1/2 stud. 



i 
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• GH5- grommet used with A5, AW5, or F5 
stud. 

• GH6— grommet used with A6, AW6, or F6 
stud. 

Receptacles 

Receptacles are available in type R, rigid, and type 
RF, floating. The number following the letter R or 
RF indicates the body diameter of the stud the recep- 
tacle is compatible with. Some examples are- 

• R3 1/2 — rigid receptacle for use with A3 1/2, 
AW3 1/2, or F3 1/2 stud. 

• RF5— floating receptacle for use with A5, 
AW5, or F5 stud. 

NOTE: Two spacers are provided with each 
RF receptacle. 

Camloc Fasteners 

These fasteners are available in different numerical 
series. Each of the following series used in aircraft 
structural applications is designed for a specific pur- 
pose: 

• The 2600 series is used where a flush fit is not 
required. The stud will withstand tension and 
shear loads up to 300 pounds. 

• The 2700 series is used where a flush fit is 
required. The stud will withstand tension and 
shear loads up to 300 pounds. 

• The 28F series is intended for use where in- 
ternal clearance conditions are very close. 
The stud will withstand tension and shear 
loads up to 300 pounds. 

• The 4002 series is used where a flush fit is not 
required and where the potential misalign- 
ment between panels may be up to 1/16 inch. 
The stud can withstand tension and shear 
loads up to 1050 pounds. 

INSTALLATION 

The following special tools and procedures are used 
for installing the different types of turn-lock fas- 
teners. 

Dzus Fastener (Stud, Grommet, and Retention 
Spring) 

Figure 7-28 shows the special tools used to install 
types A-AJ and F-FA-FJ Dzus fasteners. Figure 7-29 



shows the installation sequence for the same type of 
Dzus fasteners, using the tools pictured. 

Dzus Fastener (Stud, Grommet, and Receptacle) 

Figure 7-30 shows the special tools used to install the 

stud, grommet, and receptacle, and Figure 7-31 

shows installation of the receptacle. Figure 7-32 

shows installation of the stud and grommet (lock 

ring). 

Camloc Fastener 

The following steps should be used to install Camloc 
fasteners: 

• Prepare a hole for the grommet in the panel 
or piece of material. Punch the hole about 
1/32 inch smaller than the outside diameter of 
the grommet. Deburr the edges and sand 
them smooth to avoid cracking during dim- 
pling operations. 

• Select male and female dimpling dies of cor- 
responding size to dimple the hole. 

• Insert the grommet into the dimpled hole 
from the top and expand the snap ring over 
the shoulder of the grommet. 

• Using a pair of Camloc pliers, depress the 
spring of the stud assembly. Then insert the 
stud into the grommet with twisting motion 
and release the spring. The stud cannot be 
removed unless the spring is again depressed. 

• Prepare a hole for the receptacle in the piece 
of material. The hole should be about the 
same diameter as that of the receptacle. 

• Center the receptacle on the prepared hole 
and mark rivet locations. Remove the recep- 
tacle from the hole. Center-punch, drill, and 
countersink rivet holes on mating surfaces. 

• Install the receptacle over the hole and secure 
it with flush-head rivets. 

The tools shown in Figure 7-33 simplify the installa- 
tion of Camloc fasteners. Camloc pliers, a punch and 
die set, and the snap ring mandrel and handles are 
used to install Camlocs. These tools are part of the 
sheet metal shop set and are relatively easy to 
reproduce locally if broken or lost. 

REMOVAL 

The following procedures are used for removing the 
Dzus and Camloc fasteners described above. 
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HO. 1 
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FASTENER KEY 



USE THIS KEY WHEN 0PENIH6 OR LOCKING FASTEHER. 
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DAMAGED SCREW DRIVERS. FOR USE WITH A). A4, PS 
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NOTE; 
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TYPE OF 
FASTENER 

A3 



A3 



TYPE OF 
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A3 
A4 
A3 
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FASTENER 



AA-l/2 
A? 
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TOOL TO USE 



AA-l/J 
A7 



STAKING TOOL 
(FOR TYPE A AND AJ FASTENERS) 



STRIKE INSTALLATION TOOLS WITH SOFT-FACED MALLET ONLY. 



Figure 7-28. Installation tools for type A-AJ and F-FA-FJ Dzus fasteners 
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FOR TYPE A - AJ 



(WITH GROMMCT) 

OPERATION 1 

DRILL AND INSERT 

GROMMET 
TYPE DRILL (IN.) 



A3, aj3 

A4, AJ4 

A5, AJ5 

A6. AJ6 

A6-1 2, AJ61/2 
A7. AJ7 



7732 
5/16 
3/B 
7/16 
1/2 
17/32 



OPERATION 2 
SET GROMMET 




(WITHOUT GROMMET) 

OPERATION 1 
DRILL AND DIMPLE 

TYPE DRILL (IN.) 

A3, AJ3 5/32 

A4, AJ4 13/64 

A5. AJ5 17/64 

A6, AJ6 31/64 
A6-1/2, AJ6-I/2 23/64 

A7. AJ7 3/8 




FOR TYPE F - FA - FJ 



(WITH GROMMET) 

OPERATION 1 

DRILL AMD DIMPLE 

TYPE ORILLOH.) 
FJ4 17/64 

FJ5 5/16 

FJ6 3/1 

1/2, FJ61/2 7/16 
FJ7 15/32 



OPERATION 3 
INSERT FASTENER 



OPERATION 2 

INSERT FASTENER 




OPERATION 2 
INSERT GROMMET 



(WITHOUT GROMMET) 

OPERATION I 

DRILL AND DIMPLE 

TYPE DRILL (IN,) 
F3, FJ1 W 

F4, FJ4 13/64 



SIDE A 




OPERATION 3 
SET GROMMET 



OPERATION 4 
CLINCH 




DIMPLING SUPPORT 

TYPE A - AJ 

(WHEN INSTALLED WITH 

GROMMETSt 

TOOL | / D 




DRILL AND DIMPLE 



TYPE 

A3, 

A4, 

AS, 

A6, 

A61/2. 

A7. 



DRILL (IN.) 

AJ3 7/32 

AJ4 1/4 

AJ5 5/16 

AJ6 3/8 



AJ6-1/2 
AJ7 



13/32 
7/16 



OPERATION 3 
CLINCH 




DRILLING SUPPORT 
TYPE A - AJ 

(WHEN INSTALLED 
WITHOUT GROMMETS) 



mxxa 
DRILL AND COUNTERSINK 




OPERATION i 

CLINCH 



OPERATION 2 
INSERT FASTENER 



OPERATION 3 
CLINCH 



BLOCK NO. 1 




DIMPLING SUPPORT 

TYPE F - FA - FJ 

(WITH OR WITHOUT 

GROMMET INSTALLATION) 



TYPE 
A3, AJ3 

A4, AJ4 

AS, AJ5 



DRILL (IN.) 
7/32 
9/32 
11/12 



A6, AJ6 13/32 

A61/2, AJ6 1/2 7/16 
A7. AJ7 15/32 




DRILL AND DIMPLE 



TYPE 



DRILL (IN.) 




FOR STANDARD 
SPRING INSTALLATION 




FOR TYPE S3 AND Si 
SPRINGS-DRILL NO. 41 
(0.096 IN.) HOLE AND 
COUNTERSINK 3/14 IN. X 
110' DEC 

FOR TYPE S5-S6 AND S7 
SPRINGS-DRILL NO. 30 
(0.1 2ilN.) HOLE AND 
COUNTERSINK 1/4 IN. X 
110* DEG 



NINIUUW OVERLAP 
-OVERLAP—* 




•MINIMUM 
2-1/2 TIMES BODY 

DIA Of FASTENER 



STAKING FASTENER 
IN PLACE 
STAKING 0RILL 

TOOLv _^HOLE 

SAME SIZE 
AS BODY 

^FASTENER 




USE TYPE OF STAKING 
TOOL CORRESPONDING TO 
TYPE OF FASTENER BEING 
INSTALLED 



WING TYPES 



TYPE A - AJ 

OPERATION 4 
CLINCH 

(OTHER OPERATIONS 
SAME AS FOR TYPES 
AANDAJ) 



F3, FJ3 V16 

F4, FJ4 1/4 

F5, FJ5 5/16 

F6, FJ6 3/B 

F6-I/2, FJ6-I/2 13/32 

F7. FJ7 7/16 




TYPE F - FA AND FJ 

OPERATION 4 
INSERT FASTENER AND 
CLINCH (OTHER 
OPERATIONS SAME AS FOR 
TYPES F - FA AND F J) 




| BLOCK WO. l] 



ILOCK NO 



Figure 7-29. Type A-AJ and F-FA-FJ Dzus fastener installation 
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TYPE CH HALP GROMKET INSTALLATION TOOLS 
POR PLUSH-HEAD STUD FOR OVAL-HEAD STUD 



Q 



TVMFH 
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I ILOCK HO. t | 



WE OF 
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FHU/2 


PS 


PH5 


PS 


PM4 



TVPCOP 
STUD 
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AM ft 



AS 
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RETAINING RING AND SPRING 
INSTALLATION TOOLS 

POR OVAL-HEAD STUO 



.^SIDEC 

PP 

I ILOCK HO. I J 



TYPI OP 

STUD 


TOOL HO. 


USI ILOCK na 1 
POR TYPf 


AJ-1/2 


FRITS- 1/2 


AS. 1/2 


AS 


PRSTS 


AS 


AS 


PRSTS 


AS 



NOTE: 

ALL IHSTALLATIOH TOOLS ARE DESIGNED FOR HAHO INSTALLATION - STRIKE INSTALLATION TOOLS 

WITH SOFT-FACED MALLET ONLY. 



Figure 7-30. Installation tools for stud, grommet, and receptacle (Dzus fastener) 
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TYPE RF, FLOATING RECEPTACLE 

A DRILL HOLES AND COUNTERSINK 
RIVET HOLES 

NOTE: 

SEE CHART FOR HOLE DIAMETERS 

AND RIVET HOLf SPACING. 
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•m 
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Figure 7-31. Receptacle installation (Dzus fastener) 
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FLUSH-HEAD INSTALLATION 
WITH OH HALF CROMMET 



A DRILL AND DIMPLE 
HOLE IN PANEL 



OVAL-HEAD INSTALLATION 
WITH CM HALF CROMMET 



A DRILL HOLE IN PANEL 
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STUD 

TYPE 



A3- 1/2 
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HOLE 
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OVAL-HEAD INSTALLATION 
WITH RETAINING RING 
AND RETAINING SPRING 



A DRILL HOLE IN PANEL 




^t.H> 



• INSERT STUD AND SLIP 
CROMMET OVER STUD 




C FLATTEN CROMMET 



■ INSERT STUD AND SLIP 
CROMMET OVER STUD 




STUD 
TYPE 



A3- 1/2 
A$ 



HOLE 
DIAMETER 

7/32 IN 
S/14 IN 
3/1 IN 



vaantmfun 



H I- 



I SLIP PLUG INTO STUD-PLACE 
RING OR SPRING OVER PLUG 



NOTE: 

FOR EASE Of INSTAU.ATION ALIGN 

END OF SPRING OR SPLIT 

IN RING WITH UNCUT PORTION 

OF STUD (SEE DOTTED LINE). 



C FLATTEN CROMMET 




SPRING 
INSTALLATION 



DZUS 



FRST * 

® 



RING 
INSTALLATION 



QIW> 



FfliT 



© 



Figure 7-32. Stud and grommet (lock ring) installation (Dzus fastener) 
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STUD PLIERS 



ettf l«f $wri urn. 


tar iim «rth du4 writi 


*w 


2M0, 2700 * 4*02 




Pl WtJgt TO0U 

4002-H GROMMCT1 



DIMMJHt & CLOSINtt TOOU 



rOR 40C1U40 
CWOHMfT 




Punch 



Punch 








^ir^ 



•"WW* 




Dto 



4001 SEHICS 8MAP tUNO TOOL! 



catilif 



T« 



Til 



«t*l 



TJH 



TH-3 



TJf-I 



ntiVtr Ttaf kill with 



tip Af. 



T*l 



T« 
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44tl«-l 



MANDREL 





HtndMt, m*nd«l6,ind rubbir tips may b« ontef*d saparkltly. 



Figure 7-33. Installation tools (4002 series) 



Dzus Fastener 

Center-punch heads of rivets that secure the spring or 
receptacle. Drill through the rivet heads, using a drill 
slightly smaller than the diameter of the rivet shank. 
Remove the rivet heads with a hammer and chisel. 
Punch the rivet shanks from the hole. Remove the 
spring or receptacle. Drive the stud through the grom- 
met with a wooden block or mallet. Cut the grommet 
from the hole with a chisel or similar tool. 

Camloc Fastener 

Center-punch the heads of -rivets that secure the 
receptacle. Using a drill slightly smaller than the 



diameter of the rivet shank, drill through the rivet 
heads. Remove the rivet heads with a hammer and 
chisel. Punch the rivet shanks from the hole. 
Remove the receptacle. 

Using Camloc pliers, depress the spring of the stud 
assembly and remove with a twisting motion. Being 
careful not to tear or enlarge the hole in the panel, 
cut through the grommet with a pair of cutting pliers 
and remove it. 

2600- AND 2700-SERIES STUD ASSEMBLIES 

Refer to Figures 7-34 thru 7-39. 
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2600-SEMES STUD ASSEMBLIES 

r 



• 300 Ibt ultimate shear & tensile strength 

• 200 Ibt reted shear & tonsil* strength 

• .030 itud Increments 



SLOTTED HEAD 





:\ 



part no. 



material 



2600-' 



Steel 



450*F 



t2600-*S 



Stainless Steel 



700'F 



t26S26^ 



Stainless Steel (Non Mag) 700"F 



26S26-*B Beryllium Copper (Non Mag) Consult 

Camloc 



26538- 



Steel (Chrome Plated) 



450°F 



26S42- 



Steel (Nickel Plated) 



450 a F 



S = 73 4* (.03 X Dash No.) 



PWUM 
41 W 




r 




CROSS RECESS 



part no. 



material 



ttmp. 



26S8-< 



Steel 



450'F 



26S39- 1 



Steel (Nickel Plated) 



450 U F 



S = .73 + (.03 X Dash No.) 




? J^\ 


■ — f 


4 




UKDCfi 1 




) ^ 

1 



WING HEAD 



part no. 



material 



temp. 



2600-^W 



Steel 



450*F 



t2600»*SW 



Stainless Steel 



700'F 



t26S3€- 



Stainless Steel (Non Mag) 700'F 



26S37- 



Steet (Nickel Plated) 



450*F 



S = .73 + (.03 X Dash No.) 



Figure 7-34. 2600-series stud assemblies 
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2600-SERIES STUD INSTALLATION DATA 



125 MAXIMUM MATERIAL THICKNESS 




t* 1 
I 

r* Pint* ThiCltntU "* 



6)0 to OtS 






Install with plitfi 4P3 Stud it 
satf-captivating from site >1 thru -4 
because the cross pin rests against 
the spring cup in the unlocked 
poiition. For Mud length -5 or 
longer, uh retoining washer. 



DWto i» 



Ml 



A.126& GREATER MATERIAL THICKNESS 




Or ill stud clearance holt .381 then 
beck counter bore .375 dia to 
remaining thidiness of .125 In 
stall itud aim mbly with 4M pliers 
and attach washer between itud 
iprinf cup and croit pin. 
Receptacle material require .500 
dia clearance nolo h»r MOO LW 
washer. 

Intart stud and p**si 2600 LW 
washer over spring cup with tool 
no. T98 or equal 




Whan lateral movtmant (float) 
desired for severe misalignment 
drill .312 dia itud clearance hoi*. 



of the stuo ii I 

it conditions. 

ola. I 



Gomprets stud spring with 4P3 pliers, iniaH 
stud into pant), and release. 

00 NOT REMOVE THE STUD CROSS PIN 
UNDER ANY CIRCUMSTANCES. 

Used for 2600 Sana* 
2700 Series 




Figure 7-35. 2600-series stud installation data 
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2700-SERIES STUD ASSEMBLIES (FLUSH) 



• 300 lb« ultimtu shew It ttniilt itrtnfth 

• 200 Ibt ratad itMar 4 ttniila itrififth 

• .030 ittid inert mtnto 




CoiMult Ri»w^ »•» •MitiMwl HM*iylM. ♦ For mtngth ch«r»cttrttiiei. coruult Rtmord 



lni«rt Itud (tnflth dtfth no. rtrtr to page 0. 



Figure 7-36. 2700-serle3 stud assemblies (flush) 
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2700-SERIES STUO INSTALLATION DATA 



( 



Mil MAXIMUM MATERIAL THICKNESS 



\MHi 




OriH # 3 1213) dii hole. Dimple with 
dimpling tool! No. 2S200M & F or tqual 
Ream .267 hoto if necessary. Install ftud 
assembly with 4»3 ptiori. 



D 



JW 4 RREATER MATERIAL THICKNESS 



"\ 




Drill "F" (.257) dia holt and countersink 
feoe of paoal as shown. For panels of 
pjeatar than .140 thickness bade eounterbore 
.375 dia to remaining thickness of .140. 
Install ftud assembly with 4P3 pliari 

and attKh retaining washer (mo 
balow for selection). 



2600- & 2700-SERIES RETAINING WASHERS 



Retaining «ashers ara rtquirtd for stud assemblies of lengths -5 or ora ater. Us* iplii washer, 2600-SW. or 26MSW2 Jrof apphca- 
liom whtrt it ii desirable to havt iht stud fall away for minimum internal proton. For oompiete •jact.on required on ritding 
w£*£l mount stud on ejector spring. Use imarnil tooth washer. 26WLW where mm. durable to r.ta.n the stud 

assembly rigidly. For proper installation, it •» recommended thai tool part no. T9S-1. be used. For max.muni i float when 
LHrYmisalignment is anticipated, use oversize .312 diameter hole for the stud asumbly and capt.vate with 2600-LW iol.d 
washer. ^^^^^^^^^^^^^^^ 




«-t 





o 




SOLID WASHI R 



part no. 



matt rial 



3600- LW 



St) 



W» Per 100 — 0.04 lb* 




450'F 



& 2700-SERIES RECEPTACLES 



Copper Base Alloy 450"F Plain 



Aluminum Alloy 
(Anodizad) 



St amies* Steal 75Q*F 
(Non Mag-Red Dye)* 



rivet hale* 



Copper Base Alloy 450' F C'Sunk 



350"F 



Plain 



Plain 



Stainless Steel 750*F 

(Non Mag Red Dye)* 



C'Sunk 



Stainless Steal 750'F 
(Non Mag (No Red 
Dye Identification)* 



Plain 



NARROW WIDTH TYPE 



part no. 



21M2N Copper Base Alloy 450* F Plain 

21M2NO Copper Base Alloy 450'F C'Sunk 



t Per sirtAfth cnaractermia, eonwtt R*«**rd. 



Figure 7-37. 2700-series installation data 
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LIGHT WEIGHT TYPE 






part no. 


material 


lima 


rival holat 


26R6-1BB 


Stttl 


4500 


Plain 


26R14BB 


Steel 


4600 


C'Sunk 












part no. 


material 


temp 


rivet holes 


26R16-1 


Copper Base Alloy 


300"F 


Plain 


26R1&2 


Copper Base Alloy 


300" F 


C'Sunk 



««J 




A 



SIDE MOUNT TYPE 



k.no 1 *— I 



two o mo roil Mfl»-I» 



pert no. 


materiel 


temp 


rivet holes 


26RM 


Aluminum Alloy 


350"F 


4 


26R1-5 


Aluminum Alloy 
w/Hard Coat 


350"F 


4 


26R3-1 


Aluminum Alloy 


35CrF 


2 



J 



Figure 7-38. 2600- and 2700-series receptacles 
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2600-8, 2700-SERIES RECEPTACLES INSTALLATION DATA 



212-12 t 26R16 TYPE 



NOUCTUKW 

ou cut iwir 



KUWHft.ttl?» 
Ott MAMVCT 



Drill 30 (.1285) die pilot holt. Drill holai for 3/32 dla rivtts with 

tool No. T12 or •quit. Enlarga pilot holt to .500 with hole saw 

No. HS-600 or aqual. 

For 26R 1 6 saalad raoaptada, drill .437 dla hola and oountaralnk uppar 

•urlaca .500x90*. 

NOTE: Um 2$4ypa aluminum rivata for Installing aluminum alloy receptaclaa. 



26R1 ft 26R2 TYPE 



TOP Of HOUMTUta 
SUHTACC / 




Attaching rivata ahould ba typa 1 10f>0 aluminum. Mount racaptaclaa .030 balow "V 
tha adoa of tha panal to anaura again* raoaptada protactlon dua to tolarancaa. 



26R2 CORNER 



Ht.Tol Ol A 
RIVET HOLES 



MOUNT 




4 HOLES POM 

V3i rivets 



i 



rao *cr 



26R1 SIDE MOUNT 



Figure 7-39. 2600- and 2700-series receptacles installation data 
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CHAPTER 8 



AIRFRAME REPAIR 



I 



No field manual can cover all possible aircraft struc- 
tural repairs. However, by working within the 
general rules of fabrication and structural repair dis- 
cussed in this chapter, airframe repairers can make 
sound and durable repairs. Remember that struc- 
tural repair on aircraft represents a custom 
fabrication designed to deal with specific damage 
and surrounding circumstances. 

BASIC PRINCIPLES 

Strength 

With any repair certain fundamental rules apply in 
order to maintain the original strength of the structure: 

• The patch plate should have a cross-sectional 
area equal to or greater than that of the 
original damaged section. 

• If the member is subjected to compression or 
bending load, the patch should be placed on 
the outside to obtain a higher resistance to 
such loads. If the patch cannot be placed 
there, use material one gage thicker than the 
original for the repair. 

• Cutouts should be either circular or oval to 
help prevent cracks starting from the corners, 
which would occur if cutouts were square or 
rectangular. Where a rectangular cutout 
must be made, the radius of curvature at each 
corner must be not less than Vi inch. Replace 
buckled or bent members or reinforce them 
by attaching a splice over the affected area. 

• The material used in all replacements or rein- 
forcements must be similar to that used in the 
original structure. If an alloy weaker than the 
original must be substituted for it, use 
material of a heavier gage to give equivalent 
cross-sectional strength. Do not substitute a 
lighter-gage, stronger material for the 
original; one material can have greater tensile 
but less compressive strength than another 
or vice versa. The comparison of the mechani- 
cal properties of 2024-T4 and 7075-T6 
aluminum alloys in the following bullet gives an 
example of this principle. 



• If aluminum alloy 2024-T4 were substituted 
for aluminum alloy 7075-T6, the substitute 
material would need to be thicker — unless the 
reduction in compression strength was ac- 
ceptable. Also, the buckling and torsional 
strength of many sheet metal and tubular parts 
depends primarily on the thickness of material 
rather than its allowable compressive and shear 
strengths. Therefore, a substitute alloy 
material thinner than the original consider- 
ably reduces the buckling and torsional 
strength of a part, even though the sub- 
stitute has greater compressive and shear 
strengths. (See metal substitution chart, 
Figure 8-1.) 

• Care must be taken when forming. Heat- 
treated and cold-worked aluminum alloys can 
stand very little bending without cracking. 
On the other hand, soft alloys are easily 
formed but are not strong enough for primary 
structures. Strong alloys can be formed in 
their annealed condition and heat-treated to 
develop their strength before assembling. 

• In some cases when the metal is not available 
in an annealed condition, it can be heated, 
quenched according to normal heat-treating 
practices, and formed before age hardening 
sets in. Forming should be completed within 
half an hour after quenching; otherwise, the 
material will become too hard to work. If a 
brake is used to form a section, place a thin 
piece of soft metal over the brake jaws to 
prevent scraping and scratching the surface 
of the sheet. 

• The size rivets to use for any repair can be 
determined by examining rivets used by the 
manufacturer in the next parallel row of rivets 
inboard on the wing or forward on the 
fuselage. Another method of determining 
rivet size is to multiply the thickness of the 
skin by 3 and then use the next larger-sized 
rivet corresponding to the product number. 
For example, if skin thickness is 0.040 inch, 
multiply 0.040 inch by 3 to get 0.120 inch, and 
use the next larger size rivet, Vfc (0.125) inch. 
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• A specific number of rivets are needed to 
restore the original strength of aircraft struc- 
tural parts. The number varies with the 
thickness of the material being repaired and 
the extent of damage. Determine the num- 
ber of rivets required by referring to a similar 
splice made by the manufacturer or by using 
the rivet formula in this chapter. 

Contour 

All repairs must be formed to fit the original contour 
perfectly. A smooth contour is essential when 
making patches on the smooth external skin of any 
aircraft. 



Weight 

The weight of all repair materials must be kept to a 
minimum. Patches should be as small as possible 
using no more rivets than necessary. In many cases 
repairs disturb the original balance of the structure. 
Adding excessive weight may make the aircraft so 
unbalanced that trim and balance tabs will require 
readjustment. 

STRUCTURAL REPAIR 

Aircraft structural members are designed to serve a 
definite purpose or perform a specific function. The 
primary objective of aircraft repair is to restore the 
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Figure 8-1. Metal substitution chart 
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damaged part to its original condition. Very often 
replacing the part is the only way to do this effectively. 
When a damaged part can be repaired, analyze it 
carefully to understand its purpose or function fully. 

Strength may be the chief requirement in repairing 
certain structures, while others may require entirely 
different considerations. For example, fuel tanks, 
floats, and hulls must be protected against leakage; 
but cowlings, fairings, and similar parts must have 
such attributes as neat appearance, streamlined 
shape, and accessibility. Determine the function of 
any damaged part carefully before repairing it. 

Damage Inspection 

When making a visual inspection of damage, remem- 
ber that there may be damage other than that caused 
by flying missiles, such as flak from outside the 
aircraft. A rough landing may overload a landing 
gear, causing it to become sprung. This is classified 
as load damage. During inspection and evaluation 
of the repair job, consider how far the damage 
caused by the sprung shock strut extends to sup- 
porting structural members. 

A shock occurring at one end of a member will be 
transmitted throughout its length. Therefore, all 
rivets, bolts, and attaching structures along the com- 
plete member must be inspected for evidence of 
damage; for example, rivets that have partially failed, 
holes that have been elongated, and so on. 

Another kind of damage to watch for is corrosion 
damage. In aluminum alloy material the white 
crystalline deposit found around loose rivets and 
scratches indicates corrosion damage. Corrosion 
may occur in any part of the structure where moisture 
settles. 

If visual inspection of inside skin surfaces cannot be 
made without disassembly, inspect the part by rap- 
ping the skin in various places with your knuckles, 
A simple visual inspection cannot accurately 
determine whether suspected cracks in major 
structural members actually exist, nor can it as- 
certain the full extent of the apparent cracks. 
Because major structural members are vital, deter- 
mine the extent of cracks in them by nondestructive 
inspection. Materials needed to perform a non- 
destructive inspection are available in a complete 
inspection kit. See TM 55-1500-335-23 for instruc- 
tions on materials and procedures. 



WARNING 

Materials used for dye penetrant inspec- 
tion, especially the dye developer, are poten- 
tially dangerous flammable liquids. Follow 
all safety precautions strictly, including— 

• Apply materials only in well-ventilated 
areas away from any possible source of 
spark or flame. 

• Avoid prolonged breathing of vapors 
given off by the materials. 

• Use protective clothing, such as gloves, 
goggles, aprons, and respirators. 

« Wash contaminated skin promptly 
with soap and water. 

• Change contaminated clothing imme- 
diately and wash it before reuse. 



Corrosion Control 

Corrosion control and treatment are very important 
to all aircraft maintenance personnel. Corrosion in 
equipment or primary structures can seriously 
reduce the capability, operation, and structural 
integrity of an aircraft. Economy is another impor- 
tant reason for corrosion control and treatment. 
Severe corrosion can ultimately weaken primary 
structures to the point where they must be replaced 
or reinforced to sustain designated loads. Weaken- 
ing usually requires a major repair that can be 
costly and time-consuming, resulting in a less 
effective aircraft. Although most metals are subject 
to corrosion, it can be reduced by using corrosion- 
resistant metals and finishes, when consistent with 
the weight and strength design factors of the aircraft. 
The principal corrosion preventative used in 
airframe structures is aluminum alloy sheets 
coated on both sides with pure aluminum, com- 
monly known as alclad . Under normal conditions, 
alclad aluminum is highly resistant to corrosion; how- 
ever, accumulated soil, salts, industrial fumes, and 
moisture can cause pitting of the alclad surface. 
Nonclad metals require special preventive measures. 
For example, aluminum alloys are usually either 
anodized or chemically treated and painted. The 
internal structure of an airframe is usually painted 
with an organic finish. Steel, except for most stain- 
less steels, and metals such as bronze and brass 
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require cadmium or zinc plating, conversion coat- 
ing, paint, or all three, for protection. Magnesium 
requires special chemical treatments and paint 
finishes. See TM 55-11500-344-23 andTB 43-0209 
for complete information on inspection, detec- 
tion, repair, and prevention of corrosion on Army 
aircraft. 

Damage Classification 

After the extent of damage is determined, classify it 
under one of the following categories: 

• Negligible damage. 

• Damage repairable by patching. 

• Damage repairable by insertion. 

• Damage requiring replacement of parts. 

In many cases the availability, or lack, of repair 
materials and time determines whether a part should 
be repaired or replaced. 

Negligible or minor damage is damage that does not 
affect the structural integrity of the member involved 
or that can be corrected by a simple procedure 
without placing flight restrictions on the aircraft. 
This class of damage includes small dents, scratches, 
cracks, and holes. They can be repaired by smooth- 
ing, sanding, stop drilling, hammering out, or other 
means that do not require additional materials. Or 
no action may be required. 

Damage repairable by patching is any damage ex- 
ceeding the limits of negligible damage (usually, 25 
percent or less of the total panel section) that can be 
repaired by bridging the damaged area of a com- 
ponent with a splice material. The splice or patch 
material used in internal or riveted and bolted repairs 
is normally the same type as the material of the 
damaged part, only one gage heavier. In a patch 
repair, filler plates of the same gage and type of 
material as the damaged component can be used for 
bearing purposes or to restore the damaged part to 
its original contour. 

Damage repairable by insertion is damage that can 
be repaired by cutting away the damaged section, 
replacing the removed portion with an identical sec- 
tion of the damaged component, and securing the 
insertion with splices at each end. 

Damage requiring replacement of parts is damage 
that involves one or more of the following conditions: 



• A complex part is severely damaged. 

• The structure surrounding a part or the part's 
inaccessibility makes repair impractical. 

• It is economically feasible to replace the 
damaged part; for example, when it is locally 
manufactured. 

• Forged or cast fittings are damaged beyond 
the limits of negligible damage. 

Structural Member Stresses 

Various forces acting on an aircraft both on the 
ground and in flight cause pulling, pushing, or twist- 
ing of various aircraft structural members. On the 
ground the weight of the wings, fuselage, engines, and 
empennage causes exertion of forces downward on 
the wing and stabilizer tips, along the spars and 
stringers, and on the bulkheads and formers. These 
forces are transmitted from member to member, 
causing bending, twisting, pulling, compression, and 
shearing. The five types of stress in an aircraft are 
tension, compression, shear, bending, and torsion (or 
twisting). The first three are commonly known as 
basic stresses, the last two as combination stresses. 
These stresses rarely act singly but in combination. 
From an airframe repairer's standpoint, the most 
important types of stress are bending, torsion, and 
shear. Refer back to Chapter 2, Figure 2-1, for an 
illustration of structural member stresses. 

Tension (Tensile Stress) 

Tension is the force per unit area that tends to stretch 
a structural member. For example, drilling a hole in 
a metal strip removes much of the material and 
reduces its cross-sectional area. Because the load is 
constant from one end of the strip to the other and 
the hole cannot carry any of the load, the stress in the 
reduced section is greatly increased (per unit area). 
The area on each side of the hole is carrying both its 
normal share of the load and also that part of the load 
that should have been carried by the material that was 
removed. If the load were increased until the strip 
broke, the material would fail near the hole. The 
strength of a member in tension is determined based 
on its gross (total) area, but calculations involving 
tension must consider the net area of the member. 
Net area equals the gross area minus the area 
removed by drilling holes or by making other changes 
in the section. Installing rivets or bolts in holes does 
not add appreciably to their strength because the 
rivets or bolts will not transfer tensional loads across 
holes in which they are installed. 
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Compression (Compressive Stress) 

Compression is the force per unit area that tends to 
shorten, or compress, a structural member at any 
cross section. Under a compressive load, an un- 
drilled member will be stronger than an identical 
member with holes drilled through it. However, if 
a plug of compatible or stronger material is fitted 
tightly in a drilled member, it will transfer com- 
pressive load across the hole and the member will 
carry about as large a load as if there were no hole. 
Thus, for compressive loads, the gross or total area 
may be used to determine the stress in a member if 
all holes are tightly plugged with compatible or 
stronger material. 

Shear 

Shear is the force per unit area that acts to slide 
adjacent particles of material past each other. The 
term shear is used because it is a sideways stress of 
the type that is applied on a piece of paper or sheet 
of metal when it is cut with a pair of shears. If a rivet 
used in a shear application fails, its parts are pushed 
sideways. 

Bending (Beam Stress) 

Figure 8-2 is a combination of two forces acting on a 
structural member at one or more points. In Figure 
8-2, note that the bending stress causes a tensile stress 
to act on the top surface of the beam and a compres- 
sive stress to act on the under surface. These stresses 
act in opposite directions on the two sides of the 
member's centerline, called the neutral axis . Since 
these opposing forces are next to each other at the 
neutral axis, the greatest shear stress occurs along 
this line, while none occurs at the extreme upper or 
lower surfaces of the beam. 
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Torsion (Twisting Stress) 

Torsion is the force that tends to twist a structural 
member. The stresses resulting from this action are 
shear stresses caused by the rotation of adjacent 
planes past each other around a common reference 
axis at right angles to the planes. An example of this 
action would be a rod fixed solidly at one end and 
twisted by a weight placed on a lever arm at the other 
end. This produces the equivalent of two equal and 
opposite forces operating on the rod at some distance 
from each other. A shearing action is set up all along 
the rod, with the centerline of the rod representing 
the neutral axis. 

GENERAL REPAIR PRACTICES 

Structural Support During Repair 

The aircraft should be firmly supported during the 
repair of any major structural member so that repair 
work can be completed without any misalignment or 
distortion. This support procedure is known as 
removing the static load . When special support 
fixtures for the aircraft or any of its components 
are not available, fabricate temporary supports 
that can support the weight of the aircraft or 
component. Rope off the area around the aircraft 
entirely and post signs near it with the warning: 
KEEP OFF - AIRCRAFT ON JACKS. 

Damage Evaluation 

Before starting any repair, evaluate the extent of the 
damage fully to determine if repair is authorized (see 
applicable aircraft maintenance manual allocation 
chart) or practical. The evaluation should identify 
the original alloy and the type of repair required. 
This will expedite the remaining repair steps. 

Repair Parts Layout 

All new sections fabricated for repairing or replacing 
damaged parts in a given aircraft should be carefully 
laid out to the dimensions listed in the applicable 
aircraft manual before fitting the parts into the struc- 
ture. Take care when marking to prevent scratching 
the material; deep scratches can seriously weaken it 
and might develop into cracks. Use a nongraphite 
pencil to mark unpainted aluminum alloy (except to 
mark cut lines). If a graphite pencil is used on bare 
aluminum, remove all traces before using the metal 
on aircraft. 



Figure 8-2. Bending. 
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Rivet Selection 

Normally, the rivet size and alloy should be the same 
as for the original rivets in the part being repaired. If 
a rivet hole has been enlarged or deformed, use the 
next larger-size rivet after reworking the hole. When 
rivets are replaced with larger-size rivets, maintain 
the proper edge distance for the larger-size rivet. 
Where the inside of the structure is impossible to 
access, blind rivets may be used to make the repair. 
Always refer to the applicable aircraft manual for the 
recommended type, size, spacing, and number of 
rivets needed to replace either the original installed 
rivets or those required for the repair being per- 
formed. 

Rivet Spacing and Edge Distance Layout 

The rivet pattern for a repair must conform to in- 
structions in the applicable aircraft manual. If they 
are not specified, use the layout procedures listed in 
this manual. 

Corrosion Treatment 

After all forming and machining operations for the 
repair have been made but before the parts are riveted 
together, treat all metal parts for corrosion and seal 
them according to instructions in the applicable aircraft 
manual. 

Riveting 

When riveting all parts together in the final steps of 
repair, be sure to consider proper shop head height 
and the overall neatness of the repair. 

Tolerance 

Unless otherwise stated by the applicable aircraft 
manual or engineering specifications, all measure- 
ments and repairs should be made with a tolerance 
of ±1/64. 

Chem-Milled Skin Repair 

A chem-milled structural member varies in thickness 
from end to end or from side to side. Therefore, 
repairing a damaged chem-milled member requires 
a procedure slightly different from standard repair 
procedures. The repair material must be as thick as 
the thickest part of the chem-milled structure. Apply 
the repair material, if practical, to the thickest part 
of the damaged member, using normal riveting pro- 
cedures. Use shimming to fill the gap between the 
repair material and the thin part of the chem-milled 
structural member. Secure the shim material with 



rivets that pass through the damaged part, the shim 
material, and the repair material. Lap-patch or 
flush-patch techniques may be used provided the 
repair material is secured to the thick portion of the 
chem-milled part. 

Stressed Skin Repair 

Another important factor to consider when repairing 
stressed skin is the stress intensity of the damaged 
panel. For example, various specific skin areas are 
classified as highly critical, semicritical, noncritical, 
or primary structural skin. Repairs to damage in 
highly critical areas must provide 100 percent 
strength replacement. To apply a primary skin 
(stressed) patch, see paragraph, PRIMARY 
(STRESSED) SKIN REPAIR, below. 

DAMAGE REMOVAL AND FASTENER LAYOUT 

The basic rule when removing damaged areas is not 
to cause more damage. The first step is to decide how 
much undamaged area should be removed along with 
the damaged area. After calculating this, develop a 
layout of the cutout on the damaged area. The layout 
will serve as a guideline during removal. You must 
consider the location of the damaged area, whether 
it is in an open area or near a substructural member. 
Also consider the final size of the patch, including the 
complete fastener layout, when developing the layout 
of the cutout. 

Open Area 

An open area is one where there is no substructural 
member, such as a stringer, within the damaged area. 
In such a case, your prime concern is removing the 
damage. As you develop the layout of the cutout, 
remember that correct size and relief of stress con- 
centration are very important. 

Cutoff Size 

The size of the cutout should include anything that 
has changed the configuration of the area. The size 
should be practical so that you can develop a proper 
size patch. Don't miniaturize your cutout to a point 
where it would be difficult to use it to fabricate a filler 
plate. On the other hand, don't cut away an excessive 
amount of the undamaged skin area. You will have 
to decide on the size of the cutout based on your 
experience and observation of the area you are 
repairing. 
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Stress Relief 

When damage cutouts are made which are other than 
circular, it is necessary to have a radius on the inside 
corners in order to prevent creation of a high- 
stressed area at the corner of the cutout. The size of 
the corner radius is normally Va inch unless another 
size is specified in the technical manual. 

Substructural Areas 

When a cutout must be made near or over a substruc- 
tural member, consider the edge distance from the 
cutout to the nearest fastener and allowances for the 
fastener and fastener spacing required in the filler 
and doublers. 

Edge Distance 

The outer edges of the cutout must be edge distance 
from existing fasteners. This allows the proper edge 
distance to be maintained from the existing fastener 
to the edge of the cutout when the cutout is made. At 
the same time, this establishes the location of the first 
row of fasteners needed for the doublers. 

Rivet Spacing 

Rivet spacing allowance must be considered 
when the cutout area is near a substructural mem- 
ber. Be sure to allow adequate space on both 
sides of the cutout area for the fastener layout. It 
may be necessary to make the cutout area larger by 
extending the cutout over the substructural member 
to the opposite side to have enough space for the 
required fastener layout in the filler and doublers. 
As you develop a layout for the cutout, remember to 
consider the total area required for the repair parts. 

Patches 

When repairing a damaged component, first consult 
the applicable section of the technical manual for 
that aircraft. Normally, a similar repair will be 
illustrated along with the types of material, rivets, 
rivet spacing, and procedures to use. If you cannot 
find the necessary information in the technical 
manual, try to find a similar repair or assembly in- 
stalled by the manufacturer of the aircraft. Whether 
the damage is exterior or interior will directly affect 
the type of patch you install - external or internal. 



External 

There are two types of external patches: 
nonflush. 



flush and 



Flush skin repair. You can repair damage to the 
outside skin of an aircraft by applying a patch to 
the inside of the damaged sheet. Install a filter 
plug in the hole made by the removal of the 
damaged area. The plug stops the hole and forms 
the smooth outside surface needed for 
aerodynamic smoothness. 

Determine the size and shape of the patch by the size 
of the cutout and the number of rivets required in the 
repair. Normally, the number of repair parts for a 
flush repair is two - a filler and a backing plate made 
near a substructural member. Up to four doublers 
may be needed. The doubler is fabricated from the 
same type of material as the original and should be 
one gage heavier than the skin panel. It acts both as 
a reinforcement to the repair area and as a surface 
for attaching the filler plate. 

A filler plate is used to restore and maintain the 
aerodynamic shape of the skin surface. It should 
be manufactured from the same type and thickness 
of material as the original skin. Before the repair 
parts are fastened together, curve both the doubler 
and the filler to the precise contour of the repair 
area. Allow a maximum clearance of Vyi inch be- 
tween the edges of the filler and the skin. A sealant 
can be used to fill this space and maintain skin 
smoothness. 

Figure 8-3 shows typical flush skin repairs. For 
example, a circular repair is an ideal patch for 
places where the direction of stress is unknown or 
where it is known to change frequently. Obviously, 
the actual shape of the repair varies according to its 
location. 

Nonflush skin repair. Nonflush skin repairs (Figures 
8-4 and 8-4A) are used primarily where aerodynamic 
smoothness is not critical, and they are permitted by 
the technical manual. Generally, repair patches, 
normally referred to as overlay or scab patches, are 
fabricated from the same material composition as the 
original material. The thickness of the patch is the 
same gage or one gage heavier, depending on the 
applicable guidelines in the technical manual. The 
edges of the patch are chamfered to a 45° angle and 
turned slightly downward, so that they will fit close to 
the surface. Protruding-head-style rivets are 
generally used to hold the repair in place, unless 
otherwise specified in the applicable technical 
manual. 
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PANEL EDGE REPAIR 



Figure 6-3. Typical flush skin repairs 
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Figure 8-4. Typical nonflush skin repairs 
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1. RECTANGULAR OR SQUARE PATCH 



9KIN 





1. EDGE DISTANCE-MINIMUM 2 RIVET DIAMETERS, MAXIMUM 
4 RIVET DIAMETERS ARE PREFERED. 

2. RIVET PITCH 3 TO 10 RIVET DIAMETERS (MIN-MAX). 4 TO 8 
RIVET DIAMETERS NORMAL RIVET PITCH. 

3. DISTANCE BETWEEN RIVET ROWS (TRANSVERSE PITCH). 
75% OF SMALLEST RIVET PITCH IN I* ROW IS 

p REFERRED . (21/2 DIAMETER TO 10 DIAMETER MIN-MAX) 



2. CIRCULAR (ROUND) PATCH 



SKIN 



Figure 8-4A. Nonflush skin repairs (overlay or scab patches) 
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Internal 

Both flush and nonflush repairs can be used as 
reinforcement plates where damage has occurred. 
In contrast flush-type patches are used where the 
function or functions of other parts near the part 
being repaired require the repair be flush. A large 
majority of repairs on the interior of an aircraft 
involve some type of patching by insertion. It is 
beyond the scope of this manual to cover every 
possible type of internal repair. 

There will be times when both an external and 
internal member of the aircraft, such as skin and 
stringer, will be damaged in the same area. You 
must use two types of patches for such a repair, 
commonly called a combination repair . 



1. RECTANGLE/SQUARE 



2. CIRCULAR/OVAL 
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PRIMARY (STRESSED) SKIN REPAIR 

Skin patches are divided into two general types: the 
lap or scab patch and the flush patch: 

• A lap or scab patch (Figure 8-4A) is an exter- 
nal patch in which the edges of the patch and 
the skin overlap. The overlapping portion of 
the patch is riveted to the skin. Use lap 
patches in most areas where aerodynamic 
smoothness is not important. 

• A flush patch is a filler patch that is flush with 
the skin when applied. It is supported and 
riveted to a reinforcement plate which, in 
turn, is riveted to the inside of the skin. This 
reinforcement plate is usually referred to on 
repair diagrams as the doubler or backup 
plate (Figure 8-5). 




AIRCRAFT 
SKIN 



FILLER 



OUTER 
SURFACE 
OF AIRCRAFT 



SIDE VIEW 




1 EDGE DISTANCE-MINIMUM 2 RIVET DIAMETERS, MAX 4 
RIVET DIAMETERS 2 1/2 PREFERRED. 

2. RIVET PITCH 3 TO 10 RIVET DIAMETERS (MIN-MAX) 4 TO 8 
RIVET DIAMETERS NORMAL RIVET PITCH. 

3. DISTANCE BETWEEN RIVET ROWS (TRANSVERSE PrTCH) 
75% OF SMALLEST RIVET PITCH USED IN 1st ROW OF RIVETS 
SHOULD NOT BE LESS THAN 2 1/2 DIAMETERS. 



Figure e-5. Primary structure skin patch - flush 
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lb restore the strength to the damaged skin of the 
primary structure, follow procedures listed in the 
aircraft technical repair manual. If there are no 
guidelines or procedures given, use the following: 

• The same type, temper, and thickness of 
material used by the manufacturer; or in- 
crease the thickness by one gage. If a sub- 
stitute material must be used, refer back to 
the material substitution chart (Figure 8-1) or 
TM 55-1500-204-25/1. 

• The same type and diameter rivets used by the 
manufacturer. 

• Enough rivets to restore strength to the 
damaged area. As a minimum, two rows of 
rivets are needed for any structural skin sur- 
face, using 4 to 8 rivet diameters for rivet 
pitch. 

LAYOUT PROCEDURES - SKIN REPAIR 

Rivet Pattern 

A good rivet layout ensures that each rivet carries its 
share of the required load. Improperly spaced rivets 
can cause failure of the repair or structure due to 
excessive loading on a few rivets. A rivet pattern 
layout includes— 

• Size of rivets. 

• Number of rivets required. 

• Distance of rivets to the edge of the metal 
(edge distance). 

• Spacing of rivets (rivet pitch and transverse 
pitch). 

• Center-punching rivet hole locations. 

Edge Distance 

The edge distance is the distance from the center 
of a rivet to the nearest edge of the metal. Correct 
edge distance must be maintained if the riveted 
joint is to develop the required strength. Figure 
8-6 illustrates edge distance. Edge distance is 
often abbreviated ED. 

Maintain edge distance on both the top and bottom 
sheets. Edge distance should not be less than two 
or more than four times the diameter of the shank 
of the rivet. The ideal edge distance is 2Vi times 
the rivet shank diameter for a universal-head rivet, 



3 times the rivet shank diameter for a flush-headrivet 
that is machine (cut) countersunk, and 2Vi times the 
rivet shank diameter for dimpled rivets. 



i 




Figure 8-6. Edge distance 

Rivets placed less than minimum edge distance could 
cause cracking between the rivet hole and the edge 
of the metal, which could result in failure of the parts 
being riveted. Rivets placed more than four 
diameters apart (the maximum distance) could cause 
the edge of the metal to turn up (especially with thin 
metals). Dirt and moisture collect under the edges 
and cause corrosion. Figure 8-7 illustrates the results 
of proper and improper edge distance. 
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ED less than two rtvat ED correct. No crack- ED greater than four 
diameters results in Ing or lifting of sheets, rivet diameter* result* 
cracks and weak Joints, resulting In a strong In lifting of sheets. Thii 
joint. allows accumulation of 

dirt & moisture result- 
ing In corrosion. 



Figure 8-7. Proper and improper edge 
distance 



Rivet Pitch 

Rivet pitch is the distance between the centers of two 
rivets in the same row (Figure 8-8). This spacing is 
measured from the center of one rivet to the center 
of another. At no time should this spacing be greater 
than or less than certain set limits. The minimum 
distance between two rivets is 3 times the rivet shank 
diameter; the maximum distance is 10 times the rivet 
shank diameter. The ideal pitch is between 4 and 8 
times the rivet shank diameter. This spacing is 



) 
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preferred because it ensures that each rivet carries 
its share of the load. When working on aircraft and 
laying out rivets for a repair, use this ideal pitch 
whenever possible. For a primary (stressed) skin 
repair use 4 to 6 rivet diameters; for a low or non- 
stressed area use 6 to 8 rivet diameters. 

Transverse Pitch 

Tranverse pitch is the distance between parallel rows 
of rivets. Figure 8-8 shows the transverse pitch 
between two rows of rivets. Transverse pitch is 
usually 75 percent of rivet pitch and is 2Vi rivet 
diameters to 100 percent rivet pitch (4 to 6 rivet 
diameters is the preferred transverse pitch for most 
repair work). 



CAUTION 
Do not exceed 100 percent of rivet pitch. 
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TO 8 RIVET 
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PITCH 
75% OF RIVET PtTCH 
AND OFFSET FROM THE 
FIRST ROW 45° (STAG- 



Figure 8-8. Rivet pitch and transverse 
pitch 



Rivet Size 

Edge distance, rivet pitch, and transverse pitch all 
depend on rivet shank diameter. Before determining 
rivet pitch, you must first determine rivet shank 
diameter. Sometimes you will use the same size 
diameter as the existing fastener. Sometimes the 
technical manual will specify the fastener diameter; 
other times you will be required to determine it. 
Select a rivet with a shank diameter that corresponds 
to the combined thickness of the component parts to 



be joined. If you use too large a rivet in thin material, 
there may be undesirable bulging around the rivet 
head. This is caused by the excessive force required 
to drive the rivet. If you use too small a rivet, the 
sheer strength of the seam will not be enough to carry 
the load imposed on the joint. The diameter of the 
rivet should not be less than the combined thickness 
of the parts to be joined; it should equal or exceed 
three times the original skin thickness. (Rivet 
diameter must never be less than three times the 
original skin thickness.) 

Skin Repair Layout 

Following are examples of laying out different- 
shaped skin repairs. The major difference between 
a circular repair and a square repair is in the layout 
procedure. Follow the steps below to make a rivet 
layout for a square or rectangular-shaped skin repair: 

• Draw a straight line below the damaged area. 
This line is called the baseline (Figure 8-9). 

NOTE: These procedures are typical for 
certain skin repairs but are not the only 
acceptable methods of layout. Rivets can be 
aligned with each other rather than stag- 
gered, for instance; or different rivet 
pitches may be used in the same row of 
rivets, depending on the specific repair. 




DAMAGED 
AREA OF 
SKIN 



Figure 8-9. Baseline 

Erect cutout lines on each side of the damage 
by placing two lines perpendicular (at 90° 
angles) to the baseline. Allow space to radius 
the corners (Figure 8-10). 
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To radius the corners using a V^-inch radius, 
set the compass at Vi inch and establish points 
A and B Vi inch from the corners. Next swing 
an arc Vi inch from point A and cross it with 
an arc Vi inch from point B (Figure 8-13). 



Figure 6-10. Outlines 

Place a mark on each vertical line at equal 
distances from the baseline, and draw the top 
outline between these two marks (Figure 8-11). 
Now you should have a square layout 
around the damage, all corners being 90° 
angles (Figure 8-12). The next step is to 
radius all corners. 




1 ^^ I 1 1 



Figure 8-13. Establishing point to swing 
radius 

• Locate the compass leg at the intersection of 
the arcs and swing an arc from point A to 
point B. This establishes a Vi-inch corner 
radius (Figure 8-14). 



Figure 8-11. Erecting top outline 





Figure 8-12. Square layout 



Figure 8-14. Corner radius 



To remove the damage, use a rotary file with 
a high-speed grinding motor or sawing or 
some other suitable method. You can cut 
away the damaged area with aviation snips for 
skin thicknesses of .040 and less, or use the 
chain-drilling method. 
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Determine the rivet head style and diameter. 
Then determine the edge distance and erect 
lines showing the location of the first row of 
rivets (Figure 8-15). 

Radius the corners of the rivet layout lines by 
swinging arcs from the same points that the 
outline radii were swung from (Figure 8-16). 



Establish the known rivets by drawing a line 
through each corner as shown in Figure 8-17. 
The Xs represent the known rivet points. 
Walk off rivet pitch between the known rivet 
points with compass dividers. 



r 



•EDGE DISTANCE: 
iVl D FOR A UNIVERSAL HEAD 
3D FOR A COUNTERSINK HEAD 



V 




Figure 8-15. Edge distance 



Figure 8-17. Establishing known rivets points 

Once again, rivet diameter must be known so a rivet 
pitch can be established (Figure 8-18). Normally the 
rivet pitch will range from 4 rivet diameters to 8 rivet 
diameters depending on what is specified by the 
aircraft technical manual. 





Figure 8-16. Rivet layout line radius 



Figure 8-18. Rivet pitch between known 
points 
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If two rows are needed, determine transverse 
pitch by taking 75 to 100 percent of rivet pitch 
(Figure 8-19). 



TRANSVERSE PITCH - 
75%OFRIVETPrTCH 
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Figure 8-19. Transverse pitch 

Establish rivet pitch on the second row. 
Extend the reference lines across the 
second row to establish known rivet loca- 
tions. Then bisect the rivets located on the 
straight lines in the first row (Figure 8-20). 



\ 










X 


^- K K — „ 

v^ ' *■ 1 ^v, 


>< 


) 


c 




) 

J 


i 

i 


X 


1 i 1 — ^ 


X 


/ 











Figure 8-20. Bisecting rivets 

Locate a rivet halfway between the known 
rivet and the rivet on the straight line in the 
second row. Notice that the rivet located 
between the arcs is midway between the 
two nearest rivets in the outside row (Fig- 
ure 8-21). Use existing rivets as reference 
points for bisecting rivets on to the 
transverse line in the flat. 




Figure 8-21. Locating rivet on a radius 

> After rivet layout is complete, place the 
doubler material behind the skin; drill and 
deburr rivet holes (Figure 8-22). t 

* Trim doubler edge distance from outer row 
of rivets. 

* Place the filler material behind the skin and 
erect a cutline on the filler (Figure 8-23). 




Figure 8-22. Drill layout and doubler 




Figure 8-23. Erecting cutline on filler 
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Cut the filler and fit it into the damaged cutout 
with 162 ± Vfc4-inch clearance (Figure 8-24). 
This is a general rule of thumb for filler gaps; 
some aircraft repairs require up to Vi6-inch 
gap. 




Figure 8-24. Filler cut to 1/64-inch clearance 

• Make the rivet layout for the filler by estab- 
lishing a known rivet point in each corner and 
using a rivet pitch between 3 and 10 rivet 
diameters. Edge distance for countersunk- 
head rivets is 3 diameters (Figure 8-25). Drill 
rivet holes prior to final fitting of the filler. 
This prevents the filler from slipping, which 
might be the case if the filler is filed to exact 
size and then drilled. Also, take the gap into 
account when calculating the edge distance 
for the filler. 

• Drill and deburr all rivet locations on filler. 

• Apply primer to all surfaces. 

• Rivet doubler in place. 

• Rivet filler in place. 

Circular Repair Layout 

To lay out a circular repair, follow this procedure: 

• Draw a line through the center of the damaged 
area, extending the line approximately 1 inch 
of each side of the damage. This will be the 
layout centerline. 




Figure 8-25. Establishing rivets on filler 

• Draw a circle around the damaged area, using 
a pencil, compass, or dividers. This will be 
the damage removal or cutline (Figure 8-26). 
Be sure to place the compass point as close to 
the center of the damage as possible. 

• Remove the damage to the cutline using chain 
drilling, filing, snips, rotary files, or some 
other suitable method. 

• Re-establish the centerline in the cutout 
area by taping a piece of cardboard or metal 
behind the cutout area. Relocate the center 
of the cutout. 





CENTER UNE 



UNES DRAWN THROUGH CUTOUT 



Figure 8-26. Circular repair layout 
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• Locate the layout line for the first row of rivets 
by drawing a circle around the cutout area. 
Be sure to use from 2 to 4 diameters for edge 
distance. Check to make sure it is even all 
around the cutout area (Figure 8-27), 

NOTE: It is sometimes easier on large 
diameter repairs to use vertical and 
horizontal lines and "walk" off the rivet 
locations on a quarter of the circle. 



RIVET LOCATIONS 




OPTIONAL LOCATION 



Figure 8-27. Edge distance around cutout 



Set dividers at the smallest rivet pitch needed 
for the repair (normally 4 to 6 diameters). 
Using the start point, walk off the First row of 
rivets along the first row line. The rivets can 
be walked from the start point all the way 
around the first row line or halfway around 
the cutout. Generally, on small diameter 
cutouts it is easy to walk completely around 
the cutout. Adjust the rivet pitch as needed 
so it is even all around the cutout. Try to keep 
the rivet pitch as close to the smallest 
desired rivet pitch as possible. 

Using the rivet pitch above, calculate the 
distance from the first row of rivets for 
placement of the second row of rivets 
(transverse pitch). 



Starting again from the center of the damage 
cutout, draw another circle around the 
damage cutout for the second row of rivets 
(Figure 8-28). 

To layout the rivets on the second row, use a 
pencil compass to bisect the rivets in the first 
row. Make the arcs touch the second row line 
(Figure 8-28). 



) 




TRANSVERSE PITCH LINE 



TRANSVERSE PITCH LINE 



ARCS BtSECTfNG THE SECOND ROW 



I 




COMPLETED CIRCULAR RIVET PATTERN 



Figure 8-28. Transverse pitch line and 
completed circular rivet pattern 
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Check the rivet pitch in the second row. It 
must not exceed 10 rivet diameters. If it 
exceeds 10 diameters or if it is larger than 
the rivet pitch desired for the layout, either 
shorten the distance between the rivet rows 
(minimum transverse pitch 2Vi-rivet 
diameters) or add more rivets to the first 
row to reduce the rivet pitch and transverse 
pitch. 

Center punch all the rivet locations. Secure 
the patch material behind the skin cutout, and 
drill all rivet holes through the skin and patch 
material. Use enough Cleco fasteners to 
firmly hold the patch material to the skin 
while drilling. 

Remove the patch material from the skin; 
deburr all rivet holes on patch and skin. Draw 
a cutline edge distance out from the second 
row or rivets on the patch. This can be done 
by setting the compass point in the center of 
the patch and swinging a circle around the 
outside rivet row (Figure 8-29). 




Figure 8-29. Locating a cutline 

Trim off the excess material by cutting along 

the outline cutline. File any rough edges and 

burrs. 

Bevel the outer edge of the patch 45° if it is an 

overlay (scab) patch, and turn down the edge 

5°-10° (Figure 8-30). 

Prime all bare metal surfaces and apply 

sealant to mating surfaces as required 

(Figure 8-31). 

Rivet the patch to the outside of the aircraft 

skin. Use enough Clecos to hold it firmly to 

the aircraft while riveting (Figure 8-32). 




Figure 8-30. Trimming a patch using aviation 
shears 




Figure 8-31. Treating for corrosion 

• If a flush surface is required, follow the steps 
above. Then layout a filler or the damage 
cutout using material of the same type and 
thickness as the original. Maintain a gap of 
V32 ± 1/64-inch between the cutout and the 
filler. (Rivet pitch for the filler may be 10 
diameters.) Drill the rivet holes in the filler 
and patch while the patch is attached with 
Clecos to the aircraft skin. Deburr all rivet 
holes and follow the last two steps above. 

Patching Procedures 

Use the following patching procedures when making 
a repair on the airframe. 

Where permitted, you can use a lap or scab patch to 
repair cracks as well as small holes. When repairing 
cracks, drill a small hole {with a number 40 drill) in 
each end of the crack before applying the patch. 
These holes prevent the crack from spreading. The 
patch must be large enough to install the required 
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number of rivets. The recommended patch may be 
cut in a circle, square, or rectangle. The edges must 
be chamfered to an angle of 45° for half the thickness 
of the material and bent down 5° over the edge 
distance to seal the edges (Figure 8-33). This 
reduces the chances that airflow will affect the repair. 




Riveting 



Figure 8-32. Rivet installation 
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Figure 8-33. Chamfering and bending edge 
of patch 



A flush patch is fairly simple to use for repairs in 
areas that are clear of the external structure. When 
access is needed for riveting, cut a hole in the center 
of the doubler. In inaccessible areas, the flush patch 
can be made by substituting blind installation rivets 
for standard rivets, where permitted, and inserting a 
doubler that has been split through the opening. 
Figure 8-34 shows an accepted method of inserting a 
doubler that has been split through the opening. 





DAMAGE 



DOUBLER SPLIT 
FOR INSERTION 
THROUGH CUTOUT 



DAMAGED AREA 
CUT TO A SMOOTH 
ROUND HOLE 



FILLER 

DOUBLER RIVETED 
IN PLACE 




FILLER 
RIVETED 
IN PLACE 



Figure 8-34. Repair of small holes in skin 
with flush patch 

To insert the doubler, slip one edge under the skin; 
then rotate doubler until it slides in place under the 
skin. The screw in the center hole is installed 
temporarily to serve as a handle for inserting the 
doubler. This type of patch is recommended for 
holes up to \Vi inches in diameter. It is usually 
more practical to trim holes larger than IVi inches 
to a rectangular or square shape, rounding all 
corners to a radius of Va to Vi inch. In all flush 
patches (Figure 8-35), the filler must be of the same 
gage and material as the original skin. The doubler 
should be of material one gage heavier than the 
skin. 
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FILLER 
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Figure 8-35. Rectangular flush patch 



Use flush patches to repair skin damage over the 
internal structure of an aircraft. Figure 8-36 shows a 
suggested method of using a flush patch. For other 
repair methods refer to the applicable aircraft main- 
tenance manual or TM 55-1500-204-25/1. 



USE EXISTING FWET 
LOCATIONS. USE SAME 
TYPE RIVET AS ORIGINAL 



JOGGLE 




Figure 8-36. Flush repairs over internal 
structures using joggles 

Installing a flush access door sometimes makes it 
easier to repair internal structure and damage to the 
skin in certain areas, if this is permitted by applicable 
aircraft manuals. This installation consists of a 
doubler and a stressed cover plate, A single row of 
nut plates is riveted to the doubler; then the doubler 
is riveted to the skin with two staggered rows of rivets 
(Figure 8-37). The cover plate is attached to the 



doubler with machine screws. When an access door 
is allowed and installed over the internal structure, 
install a row of screws through the cover plate into 
the internal structural member. 

Skin Replacement and Repair 

Damage to the metal skin that exceeds repairable 
limits requires replacement of the entire panel A 
panel must also be replaced when there are too many 
previous repairs in a given section or area. 

As with all other types of repair, the first step is to 
inspect the area thoroughly to determine the extent 
of damage. Inspect the airframe for transmittal 
damage. Structural members must be replaced or 
repaired when bent, fractured, or wrinkled. Inspect 
all rivets in the damaged area for signs of failure. 
They may be sheared considerably without visible 
external evidence of the shearing. Therefore, 
remove rivets at points in the damaged area and 
examine them for signs of shear failure. 

During inspection note all unusual riveting problems 
that make riveting difficult or replacement impos- 
sible. Any fixtures that might hinder riveting and 
prevent use of straight bucking bars will be apparent 
in a thorough inspection. In certain places, flanges 
or reinforcing members or the intersection of 
stringers, longerons, formers, frames, or rings will 
also make bucking rivets very difficult. This problem 
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Figure 8-37. Flush access door 
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can be solved by using bucking bars suitable for these 
situations. 

Be careful not to mutilate damaged skin when remov- 
ing it because in most cases it can be used as a 
template for laying out and drilling holes in the new 
piece of skin. Rivet holes in stringers, longerons, 
bulkheads, formers, frames, rings, and other internal 
members must be kept in the best possible condition. 
If any of these members are loosened by rivet 
removal, mark their locations so that they can be 
reinstalled in their original positions. Refer to the 
applicable skin panel diagram in the specific aircraft 
manual for the gage and alloy of material to use in the 
replacement panel. Determine the size and shape 
of the panel in either of two ways: measure the 
dimension during the inspection, or use the old 
skin as a template to lay out the sheet and locate 
the holes. The latter method is preferable because 
it is more accurate. In both procedures the new sheet 
must be large enough to replace the damaged area. 
It may be cut with an overlap of 1 to 2 inches of 
material outside the rivet holes. 

If the old sheet is not too badly damaged, flatten it 
out and use it as a template. The new sheet, which 
should be cut about 1 inch larger than the old, should 
be drilled near the center using the holes in the old 
sheet as a guide. Then fasten the two sheets together 
with Clecos. The use of sheet metal screws is dis- 
couraged because they mar the rivet hole edges. 
Drilling should proceed from the center to the 
outside of the sheet with Clecos being inserted at 
frequent intervals. 

If the old sheet cannot be used as a template, drill the 
holes in the new one from the inside of the structure, 



using the holes in the reinforcing members as 
guides. Drill and install Clecos in the same manner 
described above. This is called back drilling. 
Before placing the new sheet on the framework to 
drill the holes, align the reinforcing members flush 
at the points where they intersect. Otherwise, the 
holes in the new sheet will not be accurately 
aligned. For the same reasons, the new sheet 
should have the same contour as the old one before 
the rivet holes are drilled. 

Exercise extreme care when duplicating holes from 
reinforcing members to skin; otherwise, both 
frame and skin may be ruined. Because most 
bulkheads, ribs, and stringers depend on the skin 
for some of their rigidity, they can easily be forced 
out of alignment during the drilling process. Hold 
the skin firmly against the framework, or pressure 
from drilling may force it away from the frame and 
force the holes out of alignment. This may be 
prevented by placing a block of wood against the 
skin and holding it firmly during drilling. Hold the 
drill at a 90° angle to the skin at all times to prevent 
holes from becoming elongated and misaligned. 
When drilling through anchor nuts, use a smaller 
pilot drill first. Take care to avoid damaging the 
nut plate threads. The pilot holes are then en- 
larged to the proper size. 

An angle attachment or snake drill may be required 
in places where a straight drill cannot be inserted. If 
neither type can be inserted, mark the new section 
carefully with a soft pencil through the holes in the 
old section. Another way to mark the location of 
the new holes is to use a transfer or prick punch 
(Figure 8-38). Center the punch in the old hole and 
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then hammer it lightly on the outside of the sheet with 
a mallet. The result should be a mark that will locate 
the hole in the new sheet. 
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Figure 8-38. Transfer (prick) punch 

Still another way to locate rivet holes without using a 
template is to use a hole finder (Figure 8-39). This 
device allows holes to be drilled in the new section of 
skin that are perfectly aligned with those in the old 
section. The hole finder has two sections, an upper 
part and a lower part, bolted together at one end. A 
guide rivet at the free end of the lower section drops 
into the old holes that are still in place in the sheet. 
The free end of the upper section of the hole finder 
has a hole in a position that exactly matches that of 
the guide rivet. The new hole is drilled through this 
opening. As the hole finder travels along, the guide 
rivet drops into an old hole and automatically deter- 
mines the position of the new hole. 




Figure 8-39. Hole finder 

After all holes have been drilled, take out the tem- 
porary fasteners and remove the sheet from the 
framework. Remove all burrs left on both sides of the 



drilled holes by lightly turning a countersink in the 
hole. Remove all metal chips from between the 
pieces of metal. Use a rag or brush to prevent cutting 
your hand and wear goggles. If metal burrs and 
particles are not removed, the joint will not pull 
together and therefore will be weak. 

Using the right type and weight of bucking bar is 
important. A bucking bar for Vfe-inch rivets should 
weigh at least 2 pounds, while bars for longer rivets 
should be proportionally heavier. A bar that is too 
light tends to develop a hardened, clinched head 
because it needs too many blows to upset the rivet. 

Use a straight bar whenever possible so that its 
weight can be applied directly in line with the rivet 
shank. Where flanges on ribs or stringers do not 
permit the use of a straight bar, a bar such as those 
shown in Figure 8-40 (A and B) must be fabricated 
that will apply pressure in a straight line with the rivet. 
These bucking bars give much better results than 
one with a beveled end (C). Enough sheet metal 
fasteners must be used in attaching the skin to hold 
it firmly in place. 
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Figure 8-40. Correct and incorrect 
bucking bars 

INTERNAL STRUCTURAL REPAIR 

The internal structure of the semimonocoque 
fuselage consists of longitudinal members (longerons 
and stringers) and vertical members (bulkheads, 
rings, formers, and frames). The wing, stabilizer, and 
flight-control surfaces consist of spanwise members 
(spars and stringers) and chordwise members 
(bulkheads, ribs, and formers). 
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Stringer Repair 

A stringer is designed to stiffen the skin of the struc- 
ture and help maintain its contour. Stringers also 
transfer stress from the skin to the bulkheads and ribs 
to which they are attached. Unlike longerons, 
stringers are not continuous throughout the struc- 
ture. Also, they are not subject to as much load or 
stress as longerons. Stringers are made from 
wrought (sheet) metal and extruded metal. They are 
available in a variety of cross- sectional shapes; 
bulbed L-angles (extrusion) and J-stringers 
(wrought) are the most common configurations. 

When repairing stringers always refer to the aircraft 
technical manual for a specific repair procedure. 
The following repair procedure is typical of most 
stringer repairs to formed (wrought) stringers: 

• A reinforcement doubler (patch) of the same 
type, temper, and thickness, or one gage 
heavier metal is formed to as closely resemble 
the original stringer as possible. The doubler 
will fit the original stringer's outer contour 
as closely as possible so it "nests" with the 
original stringer. 



• The doubler extends beyond each side of the 
damage cutout a minimum of four of the 
original flange rivets plus normal edge dis- 
tance. 

• A second row of rivets is placed in the web 
portion of the stringer in line with the flange 
rivets. 

• Normally, this row is centered in the web. 

• Rivets of the same type and diameter as the 
original rivets used in the stringer are used for 
the repair. 

• A filler to match the cutout is placed between 
the skin and repair doubler with a gap of 1/64 
to I/32 inch between the filler and original 
stringer on each side of the filler. The filler 
should be the same type, temper, and 
thickness metal as the original stringer. 

• If the stringer repair is made in conjunction 
with a skin repair, any damage cutout of the 
skin and stringer should be offset or staggered 
to better distribute stress that maybe present. 

See Figures 8-41 and 8-42 for examples of typical 
stringer repairs. 




STOP HOLE - CLEAN OUT BHEAK MIDWAY BETWEEN EXISTING RIVETS 
AND SMOOTH SHARP CORNERS 



ORIGINAL BREAK 



^SKIN OR PANEL 
fRINGER 





1/4 INCH RADIUS 
TYPE 



REPAIR DOUBLER' 



RIVETS - SAME AS 
ORIGINAL 



REINFORCEMENT MATERIAL- ALCLAD 2024-T3- SAME 
TYPE OF SECTION - SAME GAGE AND EQUIVALENT OR 
GREATER FLANGE WIDTH 

STAGGER MS20470AD4 RIVETS BETWEEN ORIGINAL 
RIVETS WrTH A MINIMUM OF 8 RIVETS ON EACH SIDE OF 
BREAK 



*NOTE: REPAIR DOUBLER SHOULD NEST AS TIGHT AS 
POSSIBLE WITH THE ORIGINAL STRINGER. 



Figure 8-41. J-section stringer splice repair 
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SKIN PATCH 



TRIMMED AREA 



STRINGER INSERT 




DAMAGE AREA 



STRINGER PATCH 




Figure 8-42. Combined skin and stringer repair 



Longeron Repair 

Longerons are primary lengthwise structural mem- 
bers which are usually fairly heavy. They serve 
approximately the same purpose at stringers but 
differ in their heavier size and continuous length 
through the aircraft or structural section. If the 
longeron consists of a formed section and 
an extruded angle section, it is known as a 
composite structural member . Each section of 
the composite member will normally be evaluated 
separately. The extruded section in such a composite 
member is repaired in the same manner as the 
stringer. See Figures 8-43A and 8-43B. 

Spar Repair 

Spars, also called beams, are the main spanwise 
members of wings, stabilizers, and other airfoils. 
They can run the entire length of the airfoil or only 
part of it. Spars primarily support bending loads 
imposed on the wing or other airfoil. The most 
common type of spar construction consists of ex- 
truding cap strips, a sheet metal web or plate, and 
vertical angle stiffeners. Repairs on spars may not 
be permitted because stresses on these members are 
very high. If repairs are permitted, they must be 



made according to instructions in the applicable 
manual. See Figures 8-44A and 8-44B for a typical 
repair procedure. 

Rib Repair 

Ribs are the main chordwise structural members in 
the wings, stabilizers, and other airfoils. Ribs serve 
as formers for the airfoil, giving it shape and rigidity. 
They also transfer stresses from the skin to the spar. 
Ribs are designed to resist both compression and 
shear loads. The three general types of rib construc- 
tion are: reinforced rib, truss rib, and former rib. 
Reinforced and truss ribs are both relatively heavy 
compared to former ribs; they are located at points 
where the greatest stresses are imposed. Former ribs 
are located at frequent intervals throughout the air- 
foil. Construction of a reinforcement rib is similar to 
that of spars; it consists of upper and lower cap strips 
joined by a web plate. The web is reinforced between 
the cap strips by vertical and diagonal angles. Rein- 
forced ribs are much more widely used than truss 
ribs, which consist of cap strips reinforced only by 
vertical and diagonal cross members. Truss ribs are 
used in the wings of some larger aircraft. 
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HAT SECTION MEMBER 



CRACK OR 




STOP HOLE - IF PARTIALLY BROKEN, 
DRILL 3/32-IN DIA STOP HOLE 



REVETS SAME AS ORIGINAL 

SPLICE HAT 



REINFORCEMENT MATERIAL - 
ALCLAD 2024-T3 - SAME 
GAGE OR ONE GAGE HEAVIER 

WHEN LEG OR WEB IS 1-1/4 IN 
WIDE OR WIDER, ADD A 
DOUBLE ROW OF RIVETS WITH 
1/2-IN MINIMUM SPACING 




IF ORIGINAL RIVET SPACING 
IS 3/4 IN OR MORE, ADD SAME 
SIZE RIVETS BETWEEN EXISTING 
RIVETS TO MAKE A TOTAL OF 12 
ON EACH SIDE OF BREAK 



Figure 8-43A. Splice repair of hat section 
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PATCH 




REPLACE A MINIMUM 
OF 4 ORIGINAL RIVETS 
ON EACH SIDE OF 
DAMAGE 



PATCH SAME MATERIAL AND ONE 
GAGE HEAVIER THAN ORIGINAL 



ADD A MINIMUM OF 18 
RIVETS ON BOTH SIDES OF 
TRIMMED AREA 



FULL INSERTION REPAIR 




TRIMMED AREA 



INSEfi! 



BOND MATING SURFACES 
WITH ADHESIVE (C1 4) 



PATCH 




SECTION A A 



CR2249-5 OR 
NASI 73885 RIVETS 
IN BLIND AREA 
STAGGERED ROWS 



4DMIhK + t 

/ 1.0 IN MA)H 

,0.40 MAX ft* 



t" 



H" 



V^IT.25 MIN RADIUS 



u 



*1 I 1 I 1 1 



Y ' 



PICK UP FIVE EXISTING 
FLANGE RIVETS ON EACH 
SIDE OF DAMAGE AND A 
MINIMUM OF 10 STAGGERED 
RIVETS ON EACH SIDE OF 
WEB 

REPAIR OF CRACKS BY INSERTION 



CENTER THE CUT OUT 
EDGES BETWEEN RIVET HOLES 
TO PERMIT RETENTION OF 
EXISTING RIVET PATTERN 
ONLY ONE FLANGE RIVET 



Figure 8-43B. Longeron damage and repair criteria 
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EXISTING 
RIVETS 



FOUR RIVET DIA 
MIN (TYPICAL) 




TWO RIVET DIA 
EDGE DISTANCE 
(TYPICAL) 



DAMAGE 

CLEAN UP HOLES OR TEARS 
IN THE WEB TO A CIRCULAR 
SHAPE, AS SHOWN 



RIVETS 

SINGLE ROW OF RIVETS AROUND 

CUTOUT 



PATCH 

REINFORCING PATCH IS SAME 
MATERIAL AND ONE GAGE 
THICKER THAN DAMAGED WEB. 
REPAIR SHOULD EXTEND FROM 
ONE VERTICAL STIFFENER TO 



STAGGERED ROWS OF RIVETS EACH 
END OF REINFORCING PATCH. (2 ROWS MIN) 
RIVET PITCH FOR RIVETS USE - 
SAME SPACING AS EXISTING RIVETS. 
RIVETS SAME DIAMETER AS EXISTING RIVETS. 



1 . Maximum Diameter of Hole After Cleanup = 0.50 Inch. 

2. ^Maximum Number of Repairs per Bay: One. 

3. Minimum Distance From a Structural Member or Fitting: 1 Inch. 



TYPICAL BEAM REPAIR 



Figure 8-44A. Typical beam repair 
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DAMAGED 
AREA 




FILLERS OF 

SAME GAGE 

AND MATERIAL 

AS SPLICE 

PLATE 



DAMAGED AREA CUT 
OUT SMOOTH WITH 
CORNER RADII IN 
WEB CUT OUT 



INSERTION 

JOGGLED 

SPLICE 

PLATE 



REINFORCEMENTS 



ASSEMBLED 
REPAIR 



Figure 8-44B. Spar repair by insertion 



Former ribs are made of formed sheet metal and are 
very lightweight. The correct term for the bent-up 
portion of a former rib is flange ; for the vertical 
portion it is web . 

A web is generally constructed of lightening holes 
with beads formed between the holes. These holes 
lessen rib weight without decreasing its strength. 
Lightening hole areas are made rigid by flanging their 
edges. The beads stiffen the web portion of the rib. 
Figure 8-45 illustrates rib repair by patching. Figure 
8-46 shows an example of rib repair by insertion. 

Former or Bulkhead Repair 

Bulkheads (Figures 8-47, 8-48) are the oval-shaped 
members of the fuselage that determine the shape of 
the structure. Bulkheads or formers are often called 
forming rings, body frames, circumferential rings, or 
belt frames . They are designed to carry concentrated 
stress loads. There are various types of bulkheads; 
the most common type has a curved channel formed 
from sheet stock with stiffeners added. Other types 
have a web made from sheet stock with extruded 
angles riveted in place as stiffeners and flanges. 
Most of these members are made of aluminum 
alloy. Corrosion-resistant steel formers are used in 
areas exposed to high temperatures. 

Spar Ribs and Bulkhead Repair 

Damage to spar ribs and the bulkhead is clas- 
sified in the same manner as damage to other 
members. Specifications for each type of 
damage are established by the manufacturer, and 
necessary information is also provided in the ap- 
plicable aircraft manual. Bulkheads are identified 
by station numbers, which are very convenient for 
finding repair information. 

Repairs to these members generally come under two 
categories: 

• Damage involving one-third or less of the 
cross-sectional area. 

• Damage involving more than one-third of the 
cross-sectional area. 

When removing the section, take care not to damage 
the surrounding equipment, such as electrical lines, 
plumbing, and instruments. Use a hand file, rotary 
file, snips, or drill to remove larger sections. To 
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DAMAGED 
AREA 




RBNFOflCEMENT 



DAMAGED AREA 
CUT OUT SMOOTH 
WITH CORNER RADII 



PATCH PREPARED 
SO IT WILL FIT 
FLUSH WITH FLANGE 
OF FORMER 



ASSEMBLED 
REPAIR 




Figure 8-45. Rib repair by patching 



DAMAGE REMOVED 
TO A SMOOTH 
STRAIGHT EDGE 



INSERTION 




ASSEMBLED 
REPAIR 




Figure 8-46. Rib repair by insertion 




Figure 8-47. Bulkhead 



remove a complete section, use a hacksaw, keyhole 
saw, snips, or drill. 

Most repairs to bulkheads are made from flat 
sheet stock if spare parts are not available. When 
fabricating the repair from a flat sheet, use a 
material that provides the same cross-sectional 
tensile, compressive, shear, and bearing 
strength as the original. Never substitute thin- 
ner material or material with a smaller cross- 
sectional area than the original- See Figures 
8-48 and 8-49A and B for typical repair proce- 
dures. 

STRUCTURAL SEALING 

Various sections in airframe structures where fuels or 
air must be confined to prevent them from spreading 
and causing corrosion are sealed. These sections 
contain fuel tanks and pressurized compartments, 
such as the pilot's compartment. Because they can- 
not be made completely airtight with a riveted joint 
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SECTION THROUGH DAMAGE 



Figure 8-48. Bulkhead repair 
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ANGLE INSERT 



LENGTH PER 
SIDEOFCUT- 




1. REPAIR DOUBLER (PATCH) ONE GAGE 
THICKER THAN ORIGINAL SAME TYPE 
AND TEMPER. 

2. RIVETS SAME AS EXISTING RIVETS 
EQUALLY SPACED «D. 

3- MINIMUM 8 RIVETS PER SIDE OF DAMAGE 
IN WEB AREA - DO NOT COUNT RIVETS IN 
FLANGES. 



PATCH 



WEB INSERT (FILLER) 

ANGLE AND WEB INTERCOSTAL 
DAMAGE WHERE DAMAGE IS MORE 
THAN ONE HALF OF CROSS SECTION 



DAMAGE CUTOUT AND FILLER 



LENGTH PER 
SIDEOFCUT- 

3 RIVETS PE 




FLANGED INTERCOSTAL DAMAGE WHERE 
DAMAGE IS ONE HALF OR LESS OF CROSS 
SECTION, BUT GREATER THAN ONE THIRD 
OF CROSS SECTION 




NOTE 

Patch should overlap cleanup 
area a minimum of 1 .0 Inch 



REPAIR OF WEB PENETRATION DAMAGE 



Figure 8-49A. Bulkhead, web damage, and repair 
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W 

PATCH 



I j ' j | J *p 



DAMAGE AREA OR BREAK 



SECTION A- A 



M/3 CROSS SECTIONAL 
AREA /MAX 



REPAIR PATCH 

SAME TYPE, TEMPER, AND THICKNESS 

AS ORIGINAL RIVETS 1/8 DIAMETER MINIMUM 

(M20470AD4-) AT LEAST EIGHT MINIMUM PER 

SIDE OF DAMAGED AREA (DO NOT COUNT 

RIVETS THAT ARE NOT ON EITHER SIDE OF 

DAMAGE) 



Figure 8-49B. Typical bulkhead, web damage, and repair 
for 1/3 or less cross-sectional area damaged 
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alone, a sealing compound or sealant must be used. 
Sealants are also used to add aerodynamic smoothness 
to exposed surfaces, such as seams and joints in the 
wings and fuselage. Aircraft require sealing for 
waterproofing, weather tightness, and corrosion 
prevention. 

Three types of sealants are commonly used to 
waterproof aircraft. Rubber seals are installed at 
all places where the seal must be broken peri- 
odically for maintenance; canopies and access 
doors, for example. Sealing compounds are used 
at points where the waterproof seal is seldom 
broken except to facilitate structural main- 
tenance or part replacement, such as with riveted 
lap and butt seams. Special seals are required for 
installing cables, tubing, mechanical linkages, and 
wires removed from pressurized sealed areas. 

Wires and tubing are installed through pressure 
bulkheads by means of bulkhead fittings, such as 
cannon plugs for wiring and couplings for tubing. 
These fittings are sealed to the bulkhead, and the 
wires and tubes are fastened to them from each side. 
All seals of moving components, such as flight con- 
trols, are subject to wear. Therefore, take care when 
installing them and check them during phase main- 
tenance intervals. 

Check the pressure tightness of an area both before 
and after making a repair. Ground pressurization 
is performed by filling the section with air from an 
external source through ground pressure test fit- 
tings. Refer to the applicable aircraft maintenance 
manual, TM 55-1500-204-25/1, TM 55-1500-344-23, 
and TB 43-0209, for complete requirements, 
specifications, and instructions for repairing or 
replacing sealants on aircraft. 

SANDWICH CONSTRUCTION 

Sandwich construction is defined as laminar con- 
struction consisting of alternating dissimilar 
materials. The materials are assembled and repaired 
in close relation to each other so that the properties 
of each can be used to obtain a compatible repair for 
the whole assembly. 

Sandwich construction in flat or curved panels is 
commonly used on aircraft. The panels are made by 
laminating three or more very dissimilar materials 
that are considered similar when bonded together. 
The function of the center layer, or core, is to hold 
the other layers, or facings, apart and to provide 



enough stiffness to keep them from becoming 
elastically unstable when placed under high- 
stress loads. 

The design of the sandwich panel is governed by its 
intended use because the panel itself is a separate 
structure. Such panels are useful in the manufacture 
and repair of aircraft because their composition of 
lightweight core materials in combinations with 
facings makes them strong and rigid while holding 
their weight to a minimum. Experimental applica- 
tions, such as kevlar, using sandwich construction in the 
manufacture and repair of aircraft, are continually 
being made in the production of bulkheads, control 
surfaces, fuselage, wings, empennage skins, radomes, 
and shear web. 

Core Materials 

Core materials are very important in the manufacture 
of parts of sandwich construction because they pro- 
vide much of the part's designed strength. These 
materials must be able to transmit stress loads while 
at the same time conforming to specific weight limita- 
tions. Stresses that the core is subject to vary widely 
with strength requirements of the sandwich construc- 
tion and depend on its application. Therefore, the 
allowable weight of the core must be adjusted to its 
use. There are four general types of sandwich con- 
struction materials: natural, foamed or cellular, 
foamed-in-place, and honeycomb core. 

Natural 

Natural core materials are made of wood, principally 
balsa. Mahogany, spruce, and poplar are also used - 
though rarely- as inserts and edge banding. 

Foamed or Cellular 

Natural core materials have certain advantages, in- 
cluding variable density and high moisture absorp- 
tion. Synthetic core materials like synthetic foam 
have been developed that have satisfactory strength 
properties. The specific gravity of base materials 
that are otherwise suitable is too high when used as a 
solid mass. Therefore, these materials must be 
foamed, expanded, or processed by some other 
method that reduces their apparent density to a 
suitable level. Processes used to do this can be 
controlled, which makes it possible to predict 
within marginal limits the physical properties of 
the resulting core material. Cellulose acetate, ex- 
panded rubber, and polystyrene are examples of 
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foamed or cellular core materials available in various 
specific gravity ranges. 

Foamed-In-Place 

Certain types of radomes of sandwich construction 
must use core materials that provide desirable radia- 
tion transmission characteristics. The thickness of 
the structure must be tapered, and close control of 
facing, core, and sandwich thickness must be main- 
tained. Core material has been developed that can 
be foamed in place between, and that will adhere to, 
premolded, laminated, glass-fabric-base, plastic 
facings. Although this core material is weaker than 
glass-fabric honeycomb, it has these advantages over 
the latter: 

• Uniformity of cell structure. 

• Elimination of core joints. 

• Thinner, more uniform bending layer 
between facings and core. 

• Accurately premolded, void-free inner and 
outer skins. 

• Greater flexibility in manufacture. 

Uniform density foams with 3- to 30-pound density 
per cubic foot have been produced using these 
materials. Materials with a density of 10 to 12 pounds 
per cubic foot are most common. These alkyd- 
diisocyanate foams have also been used for stabiliz- 
ing hollow-steel propeller blades and control 
surfaces made from aluminum alloy. 

Honeycomb 

Honeycomb materials are now common in airframe 
structures. They are made by fabricating sheet 
materials so that a cross section resembles the 
honeycomb of a bee. The desired properties and 
densities are produced by varying the type and thick- 
ness of the sheet material and the cell size. 
Honeycomb core materials are available with a 
specific gravity range of 0.05 to 0.16 (3 to 10 pounds 
per cubic foot). Resin-impregnated glass and cotton 
cloth and aluminum foil are extensively used in the 
manufacture; of aircraft sandwich materials. (Resin- 
impregnated paper has also proved effective and 
reliable as a honeycomb material; for example, in the 
construction of K-747 rotor blades.) Experiments 
and tests determined that glass fiber and magnesium 
are suitable materials for use in honeycomb struc- 
tures, and they are now widely used. On the other 



hand, they determined that asbestos is not a suitable 
material in this type of construction. Honeycomb is 
a versatile, practical core material because of the 
wide variations and combinations of sheet and resin 
types, fiber direction, and cell sizes available and 
because of its extremely broad specific gravity range. 

Glass. Glass-cloth honeycomb material is made by 
impregnating glass cloth with a polyester or phenolic 
resin. It is available in Vi6-, 1/4-, i&-inch hexagonal 
cell sizes. Specific gravities normally available are 
0.08, 0.13, and 0.15 (5, 8, and 9 pounds per cubic foot); 
however, the specific gravity of each cell size can vary 
over a wide range. 

Aluminum. Aluminum honeycomb material is made 
by corrugating sheets of aluminum foil and cement- 
ing them together to form the honeycomb structure. 
Density can be closely controlled by varying foil 
thickness and cell size. This material is available in 
V4-, 3^-, and 1^-inch lateral cell sizes. Perforations 
allow volatile gases to escape from and air to pass 
through the core structure. Limited double-curvature 
forming is possible by using lighter foil gages. 

Facing Materials 

Facing material is very important to effectiveness of 
aircraft parts of sandwich construction because 
facings carry the major loads applied to the structure. 
Facings must include the stiffness, stability, con- 
figuration, and strength that a given part needs. 
Facings are sometimes used to provide aerodynamic 
smoothness; rough, nonskid surfaces; and wear- 
resistant floor coverings. There are two types, 
depending on the materials used: those made of 
rigid, strong materials like metal, fiber-reinforced 
plastic, or plywood sheets bonded to the core; and 
those made of fabric or mat materials wet-laminated 
in place (here the resin gives the facing acceptable 
rigidity and secures the bond to the core). You must 
consider the advantages and limitations of each 
facing material and take care to choose a composi- 
tion compatible with the requirements of the 
sandwich, the fabrication, the assembly, and main- 
tenance. 

Aluminum Alloys 

Alloys with thickness of 0.12 to 0.0064 inch are com- 
mon facings for structural and nonstructural 
sandwich applications. The aluminum alloys best 
suited for sandwich structures are 7075-T6, 2024-T3, 
and 2014-T6. Sheets coated with corrosion-resistant 
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aluminum (clad) are preferred because they have 
maximum corrosion resistance during processing 
and under extreme weather conditions. Wrinkles, 
dents, and half-moons must not be made in aluminum 
sheets that are being stored because such defects 
cannot be removed completely during processing 
and could cause the panel to fail. Steel is not widely 
used in aircraft sandwich construction due to its poor 
corrosion resistance and high weight. An exception 
is in propeller blades of sandwich construction. This 
type of construction makes it possible to increase the 
size of the propeller and at the same time reduce the 
excessive weight. 

Magnesium Alloys 

Magnesium alloys are widely used where weight and 
strength are major considerations because of their 
low density and remarkable stiffness. 

Resin-Impregnated Glass Cloth 

Resin-impregnated glass cloth has acceptable char- 
acteristics as a facing on structural sandwiches. Be- 
cause of its excellent dielectric properties, it is almost 
universally used for sandwich-constructed radomes. 
A wide range of directional-strength properties is 
possible using resin-impregnated glass cloth because 
it is available in various weaves that make it practical 
to fit the direction of the fiber to the facing. 

Glass-Fiber Mats 

Glass-fiber mats are now used in honeycomb 
sandwich construction. An example is in the rotor 
blades on the UH-60 Blackhawk. 

Resin Adhesives 

Synthetic resin adhesives can be used in fabricating 
plywood-faced sandwich parts. The type synthetic 
resin adhesive to use for a particular job depends on 
durability requirements; the effect of adhesive sol- 
vents on the core material; and the limits of bonding 
conditions, such as assembly time, pressure, and 
curing. Satisfactory resin adhesives have been 
developed for bonding metal to metal and metal to 
wood. Most of these adhesives are very complex and 
therefore are less widely used than the better-known 
woodworking adhesives. 

Types 

Resin adhesives are classified according to the 
curing temperature and technique. The three 



types of adhesives generally used for bonding are: 
high-temperature setting, combination or two-step 
setting, and room-temperature setting. 

High-temperature-setting adhesives require that a 
joint be cured under pressure at temperatures of 
250° to 350°F (121° to 177°C). Some of these ad- 
hesives are available in kits with two separate 
parts, either as a liquid and film tape, or as two 
liquids. These two-part adhesive systems are 
used to produce better adhesive flow charac- 
teristics during curing. 

Combination or two-step setting adhesives are the same 
as those used for direct bonding to metal known as 
primers or primary adhesives ; they are applied on the 
metal surface only. A primary adhesive is cured in an 
oven or on the platens of a hot press at temperatures 
of 300° to 335°F (149° to 168°C). Then final bonding 
of the primed metal to the core material is made 
under pressure at room temperature (or slightly 
higher) by using a secondary adhesive. 

Room-temperature-setting adhesives are available. 
However, they have not proved capable of producing 
a bond comparable in strength and durability to that 
obtained by direct high-temperature-setting or two- 
step adhesives. 

Many adhesives are sensitive to moisture, which 
makes it necessary to take additional precautions to 
prevent contamination by condensed moisture in the 
atmosphere. When a supply of adhesive is received, 
store it at temperatures from 35° to 70°F (2° to 21°C). 
Remove adhesives from cold storage and allow them 
to warm to room temperature before use. Covers 
should be tightly closed to prevent moisture from 
condensing during the warm-up period. Never 
return a partially filled can of sensitive adhesive to 
cold storage. 

Storage 

Recommended methods for storing and mixing ad- 
hesives vary with the manufacturer. Some recom- 
mend storing them at room temperatures, while 
others recommend temperatures of 35° to 70°F (2° to 
21°C). Most manufacturers agree that adhesives be 
stored in tightly covered containers to prevent loss of 
solvents and contamination by dirt and moisture. 
Storage life of adhesives maintained at the above- 
mentioned temperatures varies from 4 months to 
several years. 
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Application 

Because ingredients in some adhesives tend to 
separate during storage, manufacturers recommend 
that they be thoroughly agitated in the container at 
least once every two weeks during storage and 
thoroughly mixed just before use. If an adhesive gells 
or is heterogeneous after mixing, do not use it unless 
the manufacturer recommends some method of 
breaking the gel. 

Most available metal-bonding adhesives are sup- 
plied as one-part adhesives and require only 
thorough stirring before being used. A few are sup- 
plied as two-resin ingredients that must be applied 
successively to the surfaces being bonded. Follow the 
manufacturer's instructions closely when using these 
adhesives. An adhesive is sometimes too viscous to 
allow proper spreading by any method of application. 
When this occurs, thin it according to the 
manufacturer's recommendations. 

The adhesives used in sandwich construction can be 
applied to facing surfaces by any convenient means 
that will spread them smoothly and uniformly. For 
example, you can use a brush, a hand roller, a putty 
knife, or any type of spatula. 



Coin-Tapping Technique 

For bonded honeycomb panels the manufacturer 
suggests taking a coin, such as a quarter, and tapping 
it lightly on the repaired surface while holding it 
between the thumb and forefinger to detect any area 
where the bond is not complete. A well-bonded spot 
will give off a sharp, metallic ring; an unbonded spot 
will give off a dull sound. 

Bonded Panel Repair 

Metal bonding and sandwich construction 
methods are similar in most aircraft. Recom- 
mended repair procedures and which adhesives 
and activators to use vary somewhat from aircraft 
to aircraft. Refer to the applicable aircraft main- 
tenance manual and to TM 55-1500-204-25/1 for 
specifications on classification and repair. 

Surface Cleaning 

All manufacturers agree on one thing: the area to be 
bonded must be absolutely clean. They recommend 
several cleaning agents. Refer to the applicable aircraft 
maintenance manual and TM 55-1500-344-23 to 
determine the proper agent to use with a particular 
aircraft. TM 55-1500-344-23 also outlines cleaning 
procedures using all agents. 
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CHAPTER 9 



AIRCRAFT PLASTICS 



Plastics are used in many different parts and sections 
of an aircraft, such as windows, fairings, and struc- 
tural components. With new technology in the 
plastics industry, aircraft metal components are 
being replaced by composite plastic structures 
that will provide greater survivability on the 
modern battlefield. This increasing use of plastics 
requires the aircraft structural repairer to have a 
thorough and current knowledge of aircraft plastics 
repair. 

CHARACTERISTICS 

Transparent thermoplastic materials are hard when 
manufactured, but they become soft and pliable 
when exposed to heat. Plastic can be molded when 
pliable, and it will retain the molded shape as it 
cools. When heated again and allowed to cool 
unrestrained, it will return to its original shape. 
This process can be repeated many times without 
damage to the material unless the specified heat 
ranges are exceeded. 

TYPES AND IDENTIFICATION 

Two types of thermoplastic commonly used in win- 
dows, canopies, and similar transparent aircraft 
enclosures are acrylic plastics and polycarbonate 
plastics. Cellulose acetate-base plastics are used in 
some trainers and other noncombat aircraft* Do not 
use acetate-base plastics as a substitute for acrylic 
plastics because of their inferiority in strength, resis- 
tance to weather, freedom from warpage, and 
transparency. Identify the original material before it 
is repaired or replaced. Refer to the applicable 
aircraft maintenance manual. 

REPAIR TYPES AND PROCEDURES 

The following repairs are for emergency use only. 
Replace the damaged section as soon as possible. 
Prior to repair being made, all cracks should be 
stop-drilled. Adhere to the following procedures to 
prevent further cracking. To stop-drill a crack, use a 
drill bit approximately 1/8 inch in diameter, Drill a 
hole at the end of each crack (Figure 9-1)- This 
distributes the strain over a larger area and keeps the 
crack from spreading. 



CAUTION 

No repairs to transparent plastics 
authorized in critical-vision areas. Refer to 
applicable aircraft maintenance manuals. 




NOTE' 

EACH CRACK OCCURRING 
AT ANY HOLE OR TEAR IS 
DRILLED IN SAME MANNER 



Figure 9-1. Stop drilling 

For accuracy and safety, the plastic to be drilled must 
be clamped or fixed. Drills must have slow-spiral, 
polished flutes, which should be as wide as possible 
(Figure 9-2). A water-soluble cutting oil is the best 
lubricant and coolant for drilling plastics. No coolant 
is needed for drilling shallow- or medium-depth 
holes, but a coolant is desirable when drilling through 
thick plastics. The twist drills commonly used for soft 
metals can be used successfully for acrylic plastics if 
normal care is taken. However, for best results, 
regrind drills. The following considerations apply 
when regrinding: 

• Properly grind drill so it is free of nicks and 
burrs that affect the surface finish. 

• Dub off cutting edge to zero rake angle. 

• Reduce length of the cutting edge, which 
determines the width of the chip, by increas- 
ing the included angle of the drill. 
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DUBBED OFF 
TO ZERO 
RAKE ANGLE. 




DRILL BIT 
(INCLUDED 

ANGLEI 



SLOW 
SPIRAL 
POLISHED 
FLUTES 



Figure 9-2. Drill for acrylic plastics 



Lacing 

To relieve strain that might increase damage, lacing 
is often used for repairing transparent plastic. Drill 
a series of holes at 1-inch intervals along each side 
of the crack at a margin depth of at least 1/2 inch 
(Figure 9-3). The holes on opposite sides of the 
crack maybe staggered and laced diagonally, or they 
may be drilled directly opposite each other and the 
repair laced in the same manner as a boot or shoe. 
The latter method provides a snug, easily tightened 
repair and is generally preferred. Use strong, 
flexible wire, such as copper or brass lockwire, for 
lacing repairs. These are temporary repairs until 
permanent ones can be made. 







WIRE 
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Figure 9-3. Lacing 

Machine Screw Repair 

Select machine screws that are long enough to extend 
all the way through the plastic and accommodate two 
flat washers and a nut. Drill a hole at the end of each 
crack (Figure 9-4), using a drill of a slightly larger 



diameter than the machine screw. Drill a series of 
holes through the cracks at intervals of about 1 inch. 
Place a flat washer under the head of each machine 
screw and install the screw in the hole. Do not place 
a machine screw in the holes that were drilled at the 
end of the cracks. Install a washer and nut on the 
protruding end of the machine screw and tighten 
securely. 



) 



SMALL MACHWE 
SCREWS AND 
WASHERS 




Figure 9-4. Repair with machine screws 



Machine Screw Patch 

Use a piece of plastic of the same type and thickness 
as the piece to be repaired. Cut it about 2 inches 
larger than the damaged area and bevel the edges 
(Figure 9-5). The machine screws must be long 
enough to extend through the patch and the damaged 
piece of plastic using two flat washers and a nut. Drill 
a hole at the end of each crack using a drill of a slightly 
larger diameter than the machine screws. Center a 
fabricated patch over the damaged area and secure 
in place with a clamp or jig. Drill enough holes 
through the patch and damaged piece of acrylic plas- 
tic to reinforce all fragments of the crack. Place a flat 
washer under the head of each machine screw and 
install the screw in the hole. Install a washer and nut 
on each machine screw and tighten securely. 

Adhesive Repairs 

Fill the cracks and drill holes with the applicable 
adhesive for the plastic being repaired. The adhesive 
is drawn into the cracks and holes by capillary action. 
This provides a watertight repair. 

Permanent Repairs 

For repair of clear plastics, consult the applicable 
aircraft maintenance manual. 



> 
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BEVELED 
PATCH 




SMALL MACHINE 
SCREWS AND 
WASHERS 



Figure 9-5. Patch repair using machine 
screws 

TRANSPARENT PLASTIC PANEL INSTALLATION 

There are several methods of installing transparent 
plastic panels in aircraft. The method used by the 
manufacturer will depend on the panel's position on 
the aircraft, the stresses it will be subjected to, and 
other factors. When installing a replacement panel, 
the airframe repairer should use, whenever possible, 
the same mounting method that was used by the 
aircraft's manufacturer. Refer to the applicable 
aircraft maintenance manual. Several different fac- 
tors must be considered when plastic panels are 
being installed. 

When it is difficult to install replacement panels using 
rivets, use bolts, provided that the manufacturer's 
original strength requirements are met and the bolts 
do not interfere with adjoining equipment. In some 
cases, replacement panels will not fit the installa- 
tion exactly. When a replacement panel requires 
adjustment, consult the original design drawing, 
if available, to determine the proper clearances. 



Fitting and handling should be done with masking 
material in place. Do not scribe the plastic through 
the masking material, which should be removed from 
the edges of transparent materials that will be 
covered or used for attachment. Transparent plastics 
are likely to craze when subjected to heavy stresses. 
Therefore, mount and install them to avoid these 
stresses. 

Because transparent plastic is brittle at low tempera- 
tures, handle it carefully to prevent cracking during 
maintenance operations. If possible, install 
transparent plastic parts at normal temperatures. 

Never force a transparent plastic panel out of shape 
to make it fit a frame. If a replacement panel does 
not fit easily into the mounting, either shape it to the 
exact size that conforms to the mounting frame or, if 
that is not possible, obtain a new replacement panel. 

Do not reheat or reform panel areas. Local heating 
methods may be too superficial to reduce stress con- 
centrations. 

Because transparent plastics expand and contract 
about three times as much as metal parts, allow for 
changes in dimensions with rising and falling 
temperatures. Table 9-1 gives expansion and con- 
traction allowances. 

THERMOSETTING PLASTICS (REINFORCED 
FIBERGLASS) 

Thermosetting plastics, commonly referred to as 
fiberglass or composite construction methods, are 
found throughout most aircraft. Repair procedures 
and adhesives vary from one aircraft to another. 
Refer to the applicable aircraft manual and 
TM 55-1500-204-25/1 for specifics on repair of 
damage. 
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Table 9-1. Expansion and contraction allowances 



^ 





DIMENSIONAL ALLOWANCE (IN) 


Dimension of panel 
(in)" 


Required for expansion 

from77°(25°C)to 

158°F<70°C) 


Required for contraction 

from77°F<25°C,to 

-67°F(-55°C) 




12 


0.031 


0.050 




24 


0.062 


0.100 




36 


0.093 


0.150 




43 


0.124 


0.200 




60 


0.155 


0.250 




72 


0.186 


0.300 





•Where the configuration of a curved part is such as to alter dimensional measurements by change of con- 
tour, the allowances may be reduced because this will not result in localized stress. 
••For dimensions other than those listed, use necessary clearance. 
•••Installations that permit linear change at both ends require one-half the indicated clearances. 
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CHAPTER 10 



REBALANCING MOVABLE SURFACES 



When repairs on a control surface add weight fore or 
aft of the hinge centerline, the surface must be 
rebalanced. Any control surface that is out of 
balance is unstable and, therefore, will not remain 
in a streamlined position during normal flight. For 
example, an aileron that is trailing-edge-heavy moves 
down when the wing deflects upward and up when 
the wing deflects downward. Such a condition can 
cause unexpected and violent maneuvers of the 
aircraft. In extreme cases, fluttering and buffeting 
can develop to a degree that could cause the com- 
plete destruction of the aircraft. If a movable control 
surface is to function properly, it must be in both 
static and dynamic balance. Balancing a control sur- 
face includes both static and dynamic balance. The 
instructions in this chapter are general in nature. For 
balancing control surfaces on a specific aircraft, refer 
to the applicable aircraft manual. 

Section I. Surface Balancing Considerations 
STATIC BALANCE 

Static balance is the tendency of an object to remain 
stationary when supported from its center of gravity. 
The two conditions in which a control surface can be 
out of static balance are underbalance and over- 
balance. 

When a control surface is mounted on a balance 
stand, a downward travel of the trailing edge below 
the horizontal position indicates underbalance. 



Some manufacturers indicate this condition with a 
plus ( + ) sign. Figure 10-1A shows the unbalanced 
condition of a control surface. 

An upward movement of the trailing edge above 
the horizontal position indicates overbalance 
(Figure 10-1B). This is designated by a minus (-) 
sign. These signs show the need for either increased 
or decreased weight in the correct area to achieve a 
balanced control surface (Figure 10-1C). 

A tail-heavy condition (static underbalance) causes 
undesirable flight performance and is not usually 
considered safe. A nose-heavy condition (static 
overbalance) results in more acceptable flight per- 
formances. 

DYNAMIC BALANCE 

Dynamic balance in a rotating body is where all the 
rotating forces are internally balanced so there is no 
vibration while the body is in motion. Dynamic 
balance in relation to control surfaces is an effort to 
maintain balance when the surface is subjected to 
movement; for example, when the aircraft is in flight. 
It involves putting weights in the correct places along 
the span of the surface. In almost all cases, the weight 
is located forward of the hinge centerline. 

TERMS AND SYMBOLS 

A knowledge of the following terms and symbols and 
their meanings will help the airframe repairer gain a 




CHORD^NE 



CHORDLINE 



CHORDLINE 




TAIL DOWN 
(UNDERBALANCE) 

PLUS t + » CONDITION 



NOSE DOWN 
(OVERBALANCE) 

MINUS (-) CONDITION 



LEVEL 

(HORIZONTAL POSITION) 

BALANCED CONDITION 



Figure 10-1. Control surface static balance 
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better understanding of the procedures used for 
balancing, solving formulas, and locating reference 
points. 

Weight Reaction (Wr) 

Gross or calculated net weight used in formulas to 
obtain a balanced condition in a control surface unit 
or individual component is called weight reaction. It 
is expressed and recorded to the nearest hundredth 
of a pound and obtained with the chordline in a 
horizontal position (Figure 10-2). Weight reaction 
may also be defined as the force (in pounds) exerted 
on the control surface to cause it to move in a clock- 
wise or counterclockwise direction. Figure 10-2 
shows that weight reaction is the weight reading of 
the scale (in pounds) as the trailing edge of the 
control surface exerts pressure on the adjustable 
support and scale plate. 



W R READING 



CHORD- 
LINE 




SCALE 
PLATE 



SCALE 



Figure 10-2. Determine balance or 
underbalance 



Center of Gravity (CG) 

In control surface balancing, the center of gravity is 
that point at which the control surface may be 
balanced in any position. It is also the point of load 
concentration. 

Hinge Centerline (HCl) 

The axis about which the control surface rotates 
(Figure 10-2) is the hinge centerline. 

Minus or Negative Sign (-) 

A minus or negative sign proceeding a Wr value 
indicates that the leading edge tends to move in a 
downward direction while the control surface moves 
in an overbalanced condition. 

Plus or Positive Sign ( + ) 

A plus or positive sign preceding a Wr value indi- 
cates that the trailing edge tends to move in a 
downward direction when the control surface is in an 
underbalanced condition. The unit must be 
rebalanced to limits as specified in the applicable 
aircraft manual. 

Symbol or Letter "b" 

This symbol represents the distance measured from 
hinge centerline to weight reaction at the point of the 
adjustable support or weight. It is known as the 
moment arm b. This distance is measured and ex- 
pressed, and its value is recorded to the nearest 
hundredth inch (Figures 10-2, 10-3). 



i 



Control Surface Assembly Weight (Ws) 

Total weight of a control surface assembly is the 
control surface assembly weight. For example, to 
determine the total weight of an elevator and its 
assembly, the weight of the trim tab assembly, trim 
tab control pushrod, hinges^ bearings, and their 
attaching parts must be included. 

Weight (W) 

This is the weight of an individual part of a control 
surface unit, such as the trim tab, trim tab control 
pushrod, and hinge. 

Panel Weight (Wp) 

Actual weight of a completely balanced panel, 
including the aft hinge pin and retainer and the 
forward fabric seal, is panel weight. 



HINGE 
CENTERLINE 



CENTER OF 
REBALANCE 

WEIGHT 




n 



IWr) -2LBWT 



h£ 



BENCH 



(b) x tW n ) = Nl 

(12 IN) x |2LB)»24INLB(M| 



Figure 10-3. Effects of weight and distance 
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Symbol or Letter "c" 

This symbol represents the distance measured 
from the hinge centerline to the center of the 
balance weight. This distance is also measured 
and expressed, and its value is recorded to the 
nearest hundredth (Figure 10-3). Normally, this 
distance is forward of the hinge centerline. 

Moment (M) 

Moment is the combination of force (weight) and 
distance. Moment is also defined as the tendency of 
a force to cause rotation about a given axis. A simple 
example is that offeree being applied with a wrench 
when turning or tightening a nut. Moment is shown 
in Figure 10-3 as (b) x (Wr). 

Section II. Balancing Procedures 

SURFACE BALANCING OR REBALANCING 
PRINCIPLES 

The principles involved in balancing or rebalancing 
control surfaces are not hard to understand if a 
simple comparison is made. For example, a child's 
seesaw that is out of balance may be compared to a 
control surface that does not have balance weights 
installed (Figure 10-4). From this illustration, it is 
easy to see how a control surface is naturally tail- 
heavy. 

An underbalanced condition causes a damaging flut- 
ter or buffeting on an aircraft. To correct this, add 
weights either inside the control surface or on its 
leading edge. When done properly, a balanced 
condition exists that may be compared to a seesaw 
with a child sitting on the short end of the plank 
(Figure 10-4). 

The effects of moments on control surfaces can be 
easily understood by observing and studying more 
closely a seesaw that seats two children of different 
weights in different positions, Figure 10-5 shows a 
seesaw with an 80-pound child seated 6 feet away 
from the fulcrum point of the seesaw. The child's 
weight tends to rotate the seesaw clockwise until it 
touches the ground. To bring the seesaw into a level 
or balanced condition, the other child must be seated 
on the opposite end of the seesaw. To equalize the 
moment of the first child seated on the the short end 
of the seesaw, the second child would have to sit at a 
certain exact distance to the other side of the fulcrum 
point and weigh neither more nor less than a certain 
exact amount. 




UNBALANCED CONDITION 



CHORD- 
LINE 




BALANCE 
WEIGHT 



BALANCED CONDITION 

HINGE CENTERLINE 



Figure 10-4. Unbalanced and balanced 

Assuming that this second child is placed 8 feet to the 
right of the fulcrum point, a simple formula deter- 
mines exactly how much the child would have to 
weigh to balance the seesaw or bring it to a level 
condition. 




80 LB CHILD 



WEIGHT x DISTANCE - MOMENT 
80 LB x 6 FT -480 FT LB -MOMENT 



Figure 10-5. Moment 

Tb produce a balanced condition of the seesaw (or 
control surface), the counterclockwise moment must 
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equal the clockwise moment. Because moment is 
found by multiplying weight times distance, the for- 
mula to balance the seesaw is W2 x Efc = Wi x Eh. 

In this example, W2 is the unknown weight of the 
second child. D2 is the distance the second child is 
seated (8 feet) from the fulcrum. Wi is the weight of 
the first child (80 pounds). Di is the distance the first 
child is seated (6 feet) from the fulcrum. 

To find the weight of the second child, simply sub- 
stitute and solve the formula, as follows: 

W 2 x D 2 = Wi x Di 

W2 x 8 = 80 pounds x 6 feet 

W2 = 480 foot-pounds 8 feet 

W2 = 60 pounds 

The second child would have to weigh 60 pounds. 
To verify the formula: 60 pounds x 8 feet = 
80 pounds x 6 feet. 

480 foot-pounds = 480 foot-pounds 

The seesaw is now in a balanced condition because 
the counterclockwise and clockwise moments 
around the fulcrum are equal. 

The same effect obtained by adding the second child 
on the seesaw is also obtained in a control surface by 
adding weights forward of the hinge centerline. Most 
repairs to control surfaces are aft of the hinge center- 
line, which results in a trailing-edge-heavy condition. 
The correct balance weight must be calculated and 
properly placed. 

SURFACE REBALANCING PROCEDURES 

Repairs to a control surface or its tabs usually 
increase the weight aft of the hinge centerline. This 



requires static rebalancing of the control surface 
system and the tabs. 

Requirements 

To correctly rebalance a control surface, the follow- 
ing requirements must be met: 

Remove control surfaces to be rebalanced from the 
aircraft and support from their own points on a 
suitable stand, jig, or fixture (Figure 10-6). 

• When the control surface is mounted on the 
stand, secure trim tabs on the control surface 
in the neutral position. Stand must be level 
and located away from air currents. Control 
surface should rotate freely about the hinge 
points without binding. Determine balance 
condition by the behavior of the trailing edge 
when the control surface is suspended from 
its hinge points. Any excessive friction 
results in an incorrect reading of the over- 
balance or underbalance control surfaces. 

• When installing a control surface in a stand or 
jig, establish a neutral position in a chord line 
direction (Figure 10-7). The chord line direc- 
tion of any control surface is the distance or 
travel from the leading edge to the trailing 
edge. Sometimes only a visual check is 
needed to determine whether the surface is 
balanced or unbalanced. Use a bubble 
protractor (set at the correct angle specified 
in the applicable maintenance manuals) to 
determine the neutral position before con- 
tinuing balancing procedures. If a bubble 
protractor is not available, find the neutral 
position by placing the control surface to the 
left or right in relation to a center balance. 



) 



OUTBOARD 
HINGE 

FITTING 




END VIEW 



INBOARD 

HINGE 

FITTING 




Figure 10-6. Field-expedient balancing jig 
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Position any trim tabs or other assemblies that 
are to remain on the control surface during 
balancing procedures. Before balancing, 
remove any assemblies or parts specified by 
the applicable aircraft maintenance manuals. 



HINGE 

CENTERLINE 



BUBBLE 

PROTRACTOR 




SUPPORT STAND 



Figure 10-7. Establishing neutral position of 
a control surface 

Methods 

The four methods of balancing or rebalancing con- 
trol surfaces used by aircraft manufacturers are 
commonly called the calculation, scale, trial weight 
(trial and error), and component methods. 

Calculation 

The calculation method of rebalancing a control sur- 
face is directly related to the balancing principles 
described above. The advantage it has over other 
methods is that it can be used without removing the 
control surface from the aircraft. 

To use the calculation method, the airframe repairer 
must know the weight of the material removed from 
the repair area and the material used to make the 
repair. Measure in inches the distance from the 
hinge centerline to the center of the repair area. 
Measure the distance parallel to the chord line of the 
surface (Figure 10-8) to the nearest hundredth of an 
inch. 



MEASUREMENT 
IN INCHES 

HINGE CENTERLINE 



CENTER OP 

REPAIR AREA 




The next step is to multiply the distance times the net 
weight of the repair. The resulting product will be in 
inch-pounds. Consult the applicable aircraft manual 
to identify any further actions needed. If the result 
of the calculations in inch-pounds is within specified 
tolerances, the control surface is considered 
balanced. If it is not within specified limits, the 
appropriate technical manual specifies the weights 
to be added, the material to use for them, the 
design for their manufacture, and the places where 
they are to be installed. 

Scale 

The scale method of balancing a control surface 
requires a scale graduated in hundredths of a pound, 
as well as a support stand and balancing jigs for the 
surface. Figure 10-9 shows a control surface 
mounted for rebalancing. 



BUBBLE 
PROTRACTOB 



HINGE CENTERLINE 



RUDDER 
TRIMTA8 




WEIGHT 
SCALE 



Figure 10-8. Calculation method 



Figure 10-9. Rebalancing setup 

The following factors apply when using the scale 
method. 

Remove the control surface from the aircraft. Con- 
sult the applicable aircraft manuals to identify 
removal procedures and determine which parts or 
assemblies will be left attached to the surface. 

Place the control surface in a neutral or level posi- 
tion. Use a bubble protractor set at the correct angle 
(as specified for that particular control surface by 
applicable manuals) to ensure that the chord line is 
in a horizontal position. 
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Because the adjustable support is placed on the scale, 
include its weight in calculations when obtaining 
weight reactions. This may be done either by weigh- 
ing the adjustable support fixture separately and 
subtracting its weight from the total weight reac- 
tion or by setting the scale at zero after mounting 
the adjustable support fixture. 

Because most repairs to control surfaces are made 
aft of the hinge centerline, they will normally exert a 
downward force on the support stand and scale. Tb 
counteract the weight reaction, add an equal amount 
of weight to the forward section of the control sur- 
face. Refer to the applicable aircraft manual for the 
size, material, and positioning of weights needed. 

NOTE: Refer to the applicable aircraft 
manual to determine exactly where to place 
the support stand when balancing a control 
surface. 

Trial Weight 

The trial weight method is a means of balancing a 
surface with a known weight. The weight is posi- 
tioned chordwise on the surface to obtain a level 
chord line. 

Place the control surface in a jig or support stand and 
check for friction-free rotation about the hinge point. 
Consult the applicable aircraft manual to determine 
the weight value used for the specific type of aircraft 
and control surface. 

Refer to the applicable aircraft manual to deter- 
mine the limits (along the chord line of the surface) 
between which the selected weight would be 
placed to balance the surface. Place the selected 
weight in a specific location on the surface to deter- 
mine whether it will balance the control surface. If 
these procedures result in a balanced control surface, 
no further action is necessary. 



If the control surface is still not balanced, place 
additional weights anywhere on the opposite side of 
the hinge centerline. When enough material is added 
to balance the surface, weigh it and mark its location. 
The weight should be locally manufactured (or 
obtained from supply, if available) and placed in 
the location marked. Install it using any available 
fastening devices. 

Component 

The component method of rebalancing is a combina- 
tion of the scale and calculation methods. Each com- 
ponent must be balanced by itself. It then maintains 
a specified moment (weight reaction) surrounding 
the hinge centerline of the surface. Balance control 
surface installations made up of these components 
within limits specified in the applicable aircraft 
manual. All components balanced by this method 
are considered compatible with other components 
on other complete units of the same type. 

Fabrication 

After calculating the required rebalance weights, 
fabricate and properly install them. These 
weights may be made of fan steel, lead, arch 
bronze, corrosion-resistant steel, or 4130 steel. 
The applicable aircraft manual normally gives the 
exact dimensions and material to use for local 
manufacture of weights needed to balance control 
surfaces. In many cases, the location and amount of 
clearance required determine the size and material 
of the weight. The weights of some metals widely 
used in fabrication are— 

• Lead 0.41 pounds per cubic inch. 

• Fan steel . . . .0.602 pounds per cubic inch. 

• 4130 steel . . .0.28 pounds per cubic inch. 

• Corrosion-resistant 

steel 0.31 pounds per cubic inch. 



i 
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GLOSSARY 


adj 


adjusting 


AL 


aluminum 


alum 


aluminum 


aly 


alloy 


AMS 


Aerospace Materials Specifications 


AN 


Air Force - Navy 


AR 


Army regulation 


ASTM 


American Society for Testing Metals 


aux 


auxiliary 


AVIM 


aviation intermediate maintenance 


AVUM 


aviation unit maintenance 


AVSCOM 


US Army Aviation Systems Command 


CR 


Cherrylock rivet 


CRES 


corrosion-resistant 


CSK 


countersunk 


DA 


Department of the Army 


dia 


diameter 


ED 


edge distance 


FM 


field manual 


FOD 


foreign object damage 


IACS 


International Annealed Copper Standard 


in 


inch 


lb 


pounds 


lgth 


length 


LH 


left hand 


max 


maximum 


mfg 


manufacturing 


MIL-HDBK 


Military Handbook 


MIL-STD 


Military Standard 


min 


minimum 


MS 


Military Standard 


NA 


not available 


NAS 


National Aircraft Standard 


NC 


National Coarse [thread series] 


NF 


National Fine [thread series] 


no 


number 


nom 


nominal 


O/S 


oversize 


psi 


pounds per square inch 


rad 


radius 


reqd 


required 


RH 


right hand 


RPM 


revolutions per minute 
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SAE 


Society of Automotive Engineers 


spec 


specification 


SPF 


stressed-panel fastener 


sta 


station 


std 


standard 


TB 


technical bulletin 


temp 


temperature 


TM 


technical manual 


TO 


technical order 


USAALS 


US Army Aviation Logistics Sch< 


USS 


United States Standard 
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Index 



Adhesive repairs, 9-2 

Air density, 1-3 

Airfoil, 1-1 - 1-2, 1-3, 1-10 

shape of, 1-3 

speed of, 1-3 
Alclad, 2-12, 2-19, 8-3 
Alloy, 2-3, 2-10. See also Aluminum 

cast, 1-20 

copper, 2-26 

designation of, 2-10 

ferrous, 2-3, 2-4 

industrial, 2-3 

magnesium, 2-19, 2-20 - 2-21, 5-2 

nonferrous, 2-3 

preparation of, 2-3 

wrought, 1-20, 2-16, 2-18 
Alpha, 2-25 
Aluminum, 2-10, 2-12, 2-19, 2-21, 5-1 - 5-2, 5-4, 8-36 

shrinking and stretching of, 5-14 

wrought, 2-12, 2-17 
Angle of attack, 1-2 
Angle of incidence, 1-2 
AnneaL See Heat treatment 
Austenite, 2-5 
Auxiliary, 4-15 

Back drilling, 8-22 
Balancing, 4-5, 10-3, 10-5, 10-6 
Bar folder, 3-35 -3-36 
Baseline, 8-14 -8-15 
Base measurement, 5-4 
Beams, 8-29 
Bearing strength, 6-6 
Bench plates, 3-25 
Bend 

allowance, 5-3 - 5-4, 5-6,5-10 - 5-12, 5-13, 
5-18-5-19 

degree of, 5-4 

formulas, 5-5 

layout, 5-14 

radius, 5-3 - 5-4, 5-6, 5-12, 5-14, 5-19, 5-28 

straight-line, 5-14 

tangent lines, 5-4 

work, 5-14 
Bernoulli's principle, 1-2 
Beta, 2-25 
Billet, 2-5 
Bloom, 2-5 
Blueprint, 4-16 - 4-18 

bill of material and specifications, 4-17 

change of revision block, 4-18 



finish marks, 4-17 

notes, 4-18 

station numbers, 4-17 

title block, 4-16 -4-18 

tolerance, 4-18 

usage block, 4-18 

zone numbers, 4-17 
Bolts, 7-1 

clearance of, 7-34 

close-tolerance of, 7-3 

composition of, 7-1 

grip length of, 7-2 

head markings of, 7-1 

hexagon-head, 7-2 

holes for, 7-35 

identification of, 7-1 

part number designation of, 7-1 
Bolts, Huck lock, 6-1, 6-76 

blind type of, 6-77, 6-84 

inspection of, 6-84 

installation of, 6-77, 6-83 

procedures for, 6-77 

pull type of, 6-77, 6-83 

removal of, 6-84 

selection of, 6-77 

stump type of, 6-77, 6-83 - 6-84 

tools for, 6-77 
Box-and-pan brake, 3-38 
Brake or sight line, 5-4, 5-7, 5-13 

location of, 5-12 
Brittleness, 2-1, 2-4, 2-6, 2-7 - 2-8 
Bucking bars, 6-9, 6-14 - 6-15 
Bulbed Cherrylock rivets. See Rivets, bulbed 

Cherrylock 
Bulkheads, 1-3, 1-5, 1-9 - 1-10, 8-34 

repair of, 8-29 -8-30, 8-34 

Calculation, 10-6 
Calipers, 3-3 - 3-4 

micrometer, 3-5 - 3-7 
Camber, 1-1, 1-3 
Camloc fastener, 7-37, 7-39, 7-44 

installation of, 7-39 

removal of, 7-39 
Carbon, 2-7, 2-9 -2-10 
Casting, 2-5 
C-clamp, 3-10, 6-9 
Cementite, 2-7 
Center of gravity, 1-1, 10-2 
Centerline, 8-18 
Charge, 2-17 
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Chem-mill, 5-1 

skin repair by, 8-6 
Chisel, 3-21 -3-22 
Chord, 1-1 
Chordline, 1-1 
Chromium, 2-8 
Circular repair layout, 8-18 
Clad, 2-19 
Cleco fastener, 3-10 
Coin pressing, 6-14 
Cold working, 2-1, 2-6, 2-8, 2-9, 2-10, 2-11, 

2-16-2-17,2-26 
Combination repair, 8-12 
Combination set, 3-1 
Compression, 2-2 
Conductivity, 2-1 
Contour, 8-2 
Contraction, 2-2 

Control surface assembly weight, 10-2 
Control surfaces. See Balancing 
Core material, 8-36 

foamed-in-place, 8-35 

foamed or cellular, 8-35 

honeycomb, 8-35 - 8-36 

natural, 8-35 
Cornice brake, 3-36 - 3-38 
Corrosion 

control, 8-3 

resistance, 2-8, 2-10, 2-12, 2-18 - 2-19, 2-23 

treatment, 8-6 
Counterbores, 3-19 
Countersinks, 3-19, 6-9, 6-10, 6-13, 6-14 

machine (drill), 6-14 

press (dimpling), 6-14 
Critical points, 2-5 
Cutting plane, 4-13 

Damage 

classification, 8-4 

evaluation, 8-5 

inspection, 8-3 
Density, 2-2 

Depth, definition of, 4-1 
Diagonals. See Pliers, diagonal cutting 
Dimensions 

finish, 5-10 

given, 5-10 
Dimensioning, 4-6 

angles, 4-6 

circles, 4-7 

curves, 4-6 

dimension line, placement of, 4-6 

finishes, 4-7 



geometric solids, 4-7 

holes, 4-7 

large (complicated) objects, 4-8 

small parts, 4-6 

tapes, 4-6 

tolerances, 4-8 
Dimpling, 6-10, 6-13 
Dividers, 3-3 
Drag, 1-1 - 1-2 
Drawbench, 2-6 
Drawings, 4-9 

pictorial, 4-9 

projection, 4-9 

sectional, 4-12 

single-view, 4-9 

size, 4-5 

surface, 4-10 

working, 4-11 
Drills, 6-9 

hand, 3-16 

portable power, 3-31 

press, 3-32 - 3-33 

procedures for, 3-16 , 

sharpening of, 3-17 

sizes of, 3-17 

stationary power, 3-32 

twist, 3-16- 3-18, 6-12 
Ductility, 2-1, 2-3 - 2-4, 2-6 - 2-9, 2-23, 2-26 
Dynamic balance, 10-1 
Dzus fastener, 7-36 - 7-38, 7-39, 7-44 

installation of, 7-39 

removal of, 7-39 

Edge distance, 8-12 - 8-13, 8-17 
Elasticity, 2-1, 2-6 
Empennage, 1-11 
Expansion, 2-2 

Extruded or formed angle, 5-17 
Extruding, 2-5, 2-10, 2-22 

Facing material, 8-36 

aluminum alloys, 8-36 

glass-fiber mats, 8-36 

magnesium alloys, 8-36 

resin-impregnated glass cloth, 8-36 
Fasteners. See also Camloc fastener and Dzus 
fastener 

high lock, 6-1 

shear type, 6-18 

special purpose, 6-1 

turn-lock, 7-36 
Ferrite, 2-5 
Files, 3-19 -3-21 
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care and cleaning of, 3-21 

cross filing with, 3-21 

draw filing with, 3-21 

flat, 3-20 

half-round, 3-21 

hand, 3-20 

lead float, 3-21 

mill, 3-20 

rattail, 3-20 

removing burrs or slivers with, 3-21 

round, 3-20 

rounding corners with, 3-21 

square, 3-20 

three-square, 3-20 

triangular, 3-20 
Fin, 1- 11 

Flange, Ml, 5-28, 8-29 
Flanged angles, 5-18 - 5-20 

shrinking, 5-18 

stretching, 5-19 
Flight control surfaces, 1-12 
Flush skin repair. See Patches , external 
Forging, 2-5, 2-7 - 2-8, 2-10, 2-17, 2-22 

hammer, 2-5 

press, 2-5 
Formers, 1-3, 1-5, 1-9 

repair of, 8-29 

slip-roll, 3-38 - 3-39 
Forming, 2-12, 5-1 - 5-3, 5-20 

form block bumping, 5-22 

sandbag bumping, 5-24 
Forming blocks, 5-14, 5-16, 5-19 - 5-20 

curving formed or extruded angles, 5-16 

shrinking block method, 5-18 

shrinking one flange, 5-17 

stretching one flange, 5-17 

V-block shrinking method, 5-18 
Frame assemblies, 1-3 
Furnace cooling, 2-4 
Fuselage, 1-10 - 1-11 

fixed-wing, 1-6 

rotary-wing, 1-6 
Fusibility, 2-2 

Gages, 3-8 - 3-9 

drill grinding, 3-9 

radius, 3-8 

sheet metal, 3-9 

thickness, 3-8 

thread, 3-9 

twist drill, 3-9 

wire, 3-9 
Gap, 6-11 



Grinders, 3-34 

bench, 3-34 

pedestal floor-type, 3-34 

wet, 3-34 
Grip, 6-73 - 6-74 

Hacksaw, 3-22 
Hammers, 3-14 

ballpeen, 3-14 

pneumatic gun, 6-10, 6-11, 6-14, 6-15, 6-18 

planishing, 3-14 

stretching, 3-14 
Hardness, 2-1, 2-4, 2-6 - 2-9 

testing for, 2-28 
Heat treatment, 2-1, 2-3 - 2-5, 2-7 - 2-9, 2-10, 2-11, 
2-12, 2-16 - 2-18, 2-22, 2-24, 2-25, 2-26, 2-28, 
5-17,5-20 

annealing, 2-3 - 2-4, 2-6, 5-1, 5-2, 5-4 

case hardening, 2-3 - 2-4 

hardening, 2-3 - 2-4 

methods of, 2-16 

normalizing, 2-3 - 2-4 

precipitation, 2-18 

principles of, 2-4 

procedures for, 2-18 

solution, 2-17 - 2-18, 2-20, 5-1 

tempering, 2-3 - 2-4 
Height, definition of, 4-1 
Hinge centerline, 10-2 
Hi-shear rivets. See Rivets, Hi-shear 
Hole and bolt fit, 7-34 
Hole duplication, 6-9 
Hole finder, 8-23 
Horizontal stabilizer, 1-11 
Hot working, 2-5, 2-22, 2-26 
Huck lock bolts. See Bolts, Huck lock 

Inconel, 2-26, 2-28 

10-30118,6-1,6-84 

head types of, 6-84 

installation of, 6-89 

removal of, 6-89 

selection of, 6-89 
Joggles, 5-25, 6-17 

Lacing, 9-2 

Leading edge, 1-1, 1-10 - 1-11, 1-13 

Length, definition of, 4-1 

Lift, 1-1 - 1-3, 1-6 

Lines, 4-1 

break, 4-4 

centerline, 4-1, 4-7 
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cutting-plane, 4-4 
datum, 4-4 
dimension, 4-2 
extension, 4-2 
hidden, 4-4 
isometric, 4-15 
leader, 4-2 
outline, 4-4 
phantom, 4-2 
representing thread, 4-4 
sectioning, 4-2 
stitch, 4-4 
viewing-plane, 4-4 
visible, 4-4 
Longeron, 1-5, 1-9, 1-11 
repair of, 8-25 

Machine screw patch, 9-2 
Magnesium, 2-21, 5-2 

alloys, 2-19, 2-20 -2-21 

bending (short radii) of, 5-3 

cold working of, 5-2, 5-3 

cutting of, 5-2 

hot working of, 5-3 

sawing of, 5-2 
Malleability, 2-1, 2-7 
Mallets, 3-14 

plain-face, 3-14 

stretching, 3-14 
Mechanical milling, 5-1 
Metals 

ferrous, 2-10 

internal structure of, 2-4 

nonferrous, 2-5 
Microfiche, 4-18 
Microfilm, 4-18 

Micrometer calipers. See Calipers, micrometer 
Microshaver, 6-10 - 6-12 
Minus or negative sign, 10-2 
Mold point, 5-4 
Molybdenum, 2-8 
Moment, 10-3, 10-6 

arm b, 10-2 
Monel, 2-26 

Monospar construction, 1-12 
Multispar construction, 1-12 

Nacelles, 1-6, 1-9 

Nest, 6-14 

Neutral axis, 8-5 

Nonflush skin repair. See Patches, external 

Nose assembly, 6-18 

Nuts, 7-3, 7-35, 7-36 



coding of, 7-4 
identification of, 7-3 
non-self-locking, 7-5, 7-33 
plate, 7-5 
self-locking, 7-5, 7-33 

Open area, 8-7 

cutoff size, 8-7 

stress relief, 8-7 
Overbalance, 10-1 

Packing, 2-4 
Panel weight, 10-2 
Patches, 8*7 

external, 8-7 

flush, 8-12, 8-21 

interna], 8-11 

lap, 8-12, 8-20 

overlay, 8-19 

procedures for, 8-20 
Patterns, 5-8, 5-25 

duplicating, 5-14 

first flat, 5-10 

flat layout, 5-10 

second flat, 5-11 

third flat, 5-12 
Phosphorus, 2-7 
Pilot hole, 6-12, 6-14 
Pliers, 3-11 -3-12 

clamp, 3-12 

combination, 3-11 

diagonal cutting, 3-11 

flatnose, 3-11 

flatnose side-cutting, 3-11 

roundnose, 3-11 

special cleco fastener, 3-12 
Plus or positive sign, 10-2 
Pressing, 2-6 

Projection lines, 4-9. See also Drawings 
Punch-and-die set, 6-10 
Punches, 3-23 

automatic center, 3-24 

center, 3-24 

drive, 3-24 

hollow, 3-23 

pin, 3-24 

prick, 3-23, 8-23 

rotary, 3-27 -3-28 

solid, 3-23 

transfer, 3-24, 8-24 

Rachet, 3-25 
Radius bars, 5-14 
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Raising hammers. See Hammers, stretching 

Reach, 6-11 

Reamers, 3-18 -3-19, 6-9 

Rebalance, 10-3 

requirements for, 10-4 
Relative wind, 1-2 
Repair 

circular layout, 8-18 
parts layout, 8-6 
permanent, 9-2 
Resin adhesives, 8-36 

application of, 8-37 

combination or two-step setting of, 8-37 

high-temperature setting of, 8-37 

room-temperature setting of, 8-37 

storage of, 8-37 
Resistance welding. See Welding, resistance 
Ribs, 1-10 -1-11 

repair of, 8-29 
Rivet, hand set, 6-9 
Rivets, bulbed Cherrylock, 6-21 - 6-22, 6-31 

installation of, 6-31, 6-39 

pulling heads for, 6-45, 6-48 
Rivets, Cherrylock, 6-39, 6-45, 6-44 - 6-45, 6-48 

adapter for, 6-48 

extension for, 6-48 

G-36 hand riveter for, 6-44 - 6-45 

G-700 lightweight riveter for, 6-45 

G -748 universal riveter for, 6-45 

gages, for 6-48 

inspection of, 6-39 

installation of, 6-31, 6-39 

pulling heads for, 6-48, 6-48 

removal of, 6-42 - 6-43 

service kits for, 6-51 

707A77 air bleeder for, 6-51 

troubleshooting of, 6-39, 6-42 
Rivets, CherryMAX, 6-21, 6-51, 6-62, 6-64, 
6-66-6-68,6-70 

adapters for, 6-64 - 6-65 

conversion kits for, 6-65 

D-100 hand riveter for, 6-62 

G-27 hand riveter kit for, 6-51, 6-62 

G-701 power riveter for, 6-62 

G-704 power riveter for, 6-62, 6-64 

G-749 hand riveter for, 6-62 

gages for, 6-64 

grip length for, 6-51 

hydro-shift riveters for, 6-65 

inspection of, 6-70 

installation of, 6-68 

MS-type riveters for, 6-66 

pulling heads for, 6-64 



removal of, 6-70 

service kits for, 6-65 

700A77 air bleeder for, 6-65 

special assembly tools for, 6-65 

stem catcher bag for, 6-65 

strength of, 6-51 

tool capacity chart for, 6-66, 6-68 

tooling for, 6-51 

troubleshootng of, 6-70 
Rivets, Hi-shear, 6-1, 6-75 - 6-77 

inspection of, 6-75 -6-76 

installation of, 6-75 

removal of, 6-75 - 6-76 ' 
Rivets, solid-shank, 6-1 

bearing failure of, 6-16 

countersinking of, 6-13 - 6-14 

cutters for, 6-9 

dash numbers for, 6-2 

diameter of, 6-5, 6-6-6-7 

dimpling of, 6-13 - 6-14 

drilling of, 6-12 -6-13 

driving of, 6-14 - 6-16 

failure of, 6-16 

head failure of, 6-16 - 6-17 

icebox, 6-5 

inspection of, 6-16 

length of, 6-6 

markings of, 6-1, 6-5 

pilot hole of, 6-12 

removal of, 6-17 - 6-18 

riveting of, 2-16, 8-6 

shear failure of, 6-16 

size of, 8-13 

special hand tools for, 6-7 - 6-10 

special power tools for, 6-10 - 6-12 

strength of, 6-6 

types of, 6-1 
Rivets, special, 6-17 - 6-21 

blind, 6-17 

inspection of, 6-18 

installation of, 6-18 

removal of, 6-21 

selection of, 6-18 

self-plugging (friction lock), 6-18, 6-21 

self-plugging (mechanical lock), 6-21 

type of, 6-17 
Rivets, wiredraw Cherrylock, 6-31 

pulling heads of, 6-45, 6-48 
Rivnuts, 6-1, 6-73 -6-75 

installation of, 6-74 - 6-75 

removal of, 6-75 

selection of, 6-73 
Rockwell hardness tester, 6-5 
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Rolling, 2-10, 2-22 

Rotor blades (rotary-wing), 1-6 

Rules, 3-1, 3-3 

SAE numbering system, 2-9 
Sandwich construction, 8-34 - 8-37 
bonded panel repair, 8-38 
coin-tapping technique, 8-37 
surface cleaning of, 8-38 
Saws, 3-29 - 3-30 
contour band, 3-30 
ketts, 3-29 

power hacksaw, 3-30 
reciprocating, 3-29 
Scale, 4-5, 10-6 
Screwdrivers, 3-24 - 3-25 
offset, 3-25 
Phillips, 3-24 
Reed and Prince, 3-25 
standard, 3-24 - 3-25 
Scriber, 3-1 - 3-3 
Sealants, 8-34 

Setback, 5-4, 5-6, 5-10 - 5-12 
K-chart for, 5-6 
formula for, 5-6 
Shear, 2-3 
Shear strength, 6-6 
Shears, 3-15 
bench, 3-15 
C-clamp, 3-10 
cleco, 3-10 

general shop vise, 3-10 
hand, 3-15 
scroll, 3-27 
squaring, 3-27 
sheet metal holders, 3-10 
throatless, 3-27 
Shop head, 6-1, 6-5 - 6-6, 6-9, 6-17 
Shrinking-and-stretching machine, 3-41 
Silicon, 2-7 
Skin repair 

circular layout for, 8-17 - 8-19 
layout for, 8-13 - 8-17 
patching procedures for, 8-19 - 8-12 
replacement for, 8-21 - 8-23 
rivet pattern for, 8-12 - 8-13 
stressed, 8-6 
Slabs, 2-5 

Sleeve and drawbolt, 6-18 
Smith forging. See Forging 
Snips 

aviation, 3-15 
circle, 3-16 



straight, 3-15 
Spark test, 2-10, 2-23 
Spar ribs 

repair of, 8-30 
Spars, 1-10 -1-11 

repair of 8-25 
Spot welds. See Welding, resistance 
Springback, 3-38 
Stainless steel, 5-1 - 5-2 
Stakes, 3-25 

beakhorn, 3-26 

blow-horn, 3-26 

bottom, 3-26 

candle-mold, 3-26 

conductor, 3-26 

creasing, 3-26 

double-seaming, 3-26 

hatchet, 3-26 

hollow mandrel, 3-26 

needle-case, 3-26 

roundhead, 3-26 

solid mandrel, 3-26 

square, 3-26 
Stamping, 2-6 
Static balance, 10-1 
Steel, 2-4, 2-7 

alloy, 2-3 

carbon, 2-8 

changes in, 2-4 

chrome-molybdenum, 2-8 

chrome-vanadium, 2-8 

chromium, 2-8 

high grade, 2-9 

nickel, 2-7, 2-9 

nickel-chrome, 2-9 

special, 2-3 

stainless, 2-9 
Stiffeners, 1-11 
Stop-drill, 9-1 
Strain, 2-2 

Strength, 2-2, 2-4, 2-6 - 2-10, 8-1 - 8-2 
Stress, 2-2 - 2-3, 2-4, 2-23, 5-4, 8-4 

basic, 8-4 

bending, 8-4 - 8-5 

combination, 8-4 

compression, 8-4 - 8-5 

relieving, 5-28 

shear, 8-4 - 8-5 

tension, 8-4 

torsion, 8-4 - 8-5 
Stringers, 1-3, 1-5, 1-10 

repair of, 8-24 
Structural members, 1-3 
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Structural repair 

corrosion control of, 8-3 - 8-4 

damage classification of, 8-4 

damage inspection of, 8-3 

stresses of, 8-4 
Structural repair, internal, 8-23 - 8-30 

former (bulkhead), 8-29 

longeron, 8-25 

rib, 8-25, 8-29 

spar, 8-25 

spar ribs (bulkhead), 8-29 - 8-30 

stringer, 8-24 
Structure, 1-3 

monocoque, 1-9 

monocoque type, 1-3 

semimonocoque, 1-9 

semimonocoque type, 1-3 
Substructural areas, 8-7 

edge distance of, 8-7 

rivet spacing of, 8-7 
Sulfur, 2-7 

Tapes, 3-1 

Temper designation, 2-10 

Templates. See Patterns 

Tension, 2-2 - 2-3 

Thermoplastic, transparent, 9-1 

Thickness, definition of, 4-1 

Thrust, 1-1 

Titanium, 2-8, 2-22 - 2-25, 5-3 

characteristics of, 2-22 

crystal structure of, 2-22 

drilling of, 2-24 -2-25 

grinding of, 2-23 

heat treating of, 2-25 

identification of, 2-23 

marking of, 2-25 

sawing of, 2-25 

shearing of, 2-25 

working methods of, 2-23 
Tolerances, 2-2, 8-6 
Torque, 7-35 - 7-36 
Torsion, 2-2 

Toughness, 2-1 - 2-2, 2-7 
Trailing edge, 1-1 - 1-2, 1-10 - 1-13 
Transverse pitch, 8-13, 8-17, 8-19 



orthographic, 4-15 
perspective, 4-14 
photograph, 4-13 - 4-14 
sectional, 4-12 
Vise, general shop, 3-10 

Wear resistance, 2-8 

Web, 1-11, 8-29 

Webster hardness tester, 2-29 

ModelB of, 2-30 

Model B-75 of, 2-31 

Model BB-75 of, 2-31 

operating principles of, 2-29 

special instructions for, 2-30 

zero and load spring adjustments of, 2-30 
Weight, 1-1, 8-2, 10-2 

reduction, 10-2 
Welding, resistance, 6-2 

advantages of, 6-93 

restrictions of, 6-89 
Well, 6-14 

Width, definition of, 4-1 
Wing design, 1-10 
Wiredraw Cherrylock rivets. See Rivets, wiredraw 

Cherrylock 
Wrenches, 3-12 

adjustable, 3-13 

box-end, 3-12, 7-36 

combination, 3-12 

open-end, 3-12, 7-36 

socket, 3-13, 7-36 

special, 3-13 



Underbalance, 10-1 

Vertical stabilizer, 1-11 
View, 4-9, 4-13, 4-14 
exploded, 4-14 
isometric, 4-14 
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